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Preface 


It has been a decade since the first edition of this book was published. During that period 
important changes in the field of tribology have occurred. As a consultant I have also 
gained additional tribological experience in a wide range of industrial applications. It 
was thus decided to develop a second edition with the goal of incorporating this new 
information and additional experience into a more useful and current book, as well as 
clarifying and enhancing the original material. While doing this, the purpose and per¬ 
spective of the first edition were to be maintained, namely, “to provide a general under¬ 
standing ... for the practicing engineer and designer... engineering perspective ... ”, As 
rewriting progressed it became clear that the greatly expanded text would develop into 
a much larger volume that the first. We therefore decided to divide the material into 
two volumes, while keeping the basic format and style. Essentially the first two parts 
of the original edition on the fundamentals of wear and wear testing are combined into 
a single volume. Mechanical Wear Fundamentals and Testing. The remaining two parts of 
the first edition, which focus on design approaches to wear and the resolution of wear 
problems, are the basis for a second volume, Engineering Design for Wear: Second 
Edition. Revised and Expanded. 

While a good deal of background material is the same as in the first edition, 
significant changes have been made. The most pervasive is the use of a new way of clas¬ 
sifying wear mechanisms, which 1 have found to be useful in formulating approaches to 
industrial wear situations. As a result, Part A, Fundamentals, has been reorganized and 
rewritten to accommodate this new classification and to include additional material on 
wear mechanisms. The treatment of thermal and oxidative wear processes has been 
expanded, as well as the consideration of galling and fretting. The treatment of frictional 
heating is also expanded. A section on wear maps has been introduced. Additional wear 
tests are described in Part B, Testing, which has been expanded to include friction tests. 
The last two parts of the first edition are discussed in Engineering Design for Wear. 
Additional appendixes have been added, providing further information for use in 
engineering situations. These new appendixes include tables on threshold stress for 
galling and sliding wear relationships for different contact situations. A glossary of wear 
mechanisms has also been added. 

These books demonstrates the feasibility of designing for wear and using analytical 
approaches to describe wear in engineering situations, which has been my experience 
over the last 40 years. 


Raymond G. Bayer 
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1 

Terminology and 
Classifications 


1.1. WEAR, FRICTION, AND LUBRICATION 

A number of different definitions, which have varying degrees of completeness, rigor, and 
formalism, can be found for wear (1-6). However, for engineering purposes, the following 
definition is adequate and contains the essential elements. Wear is progressive damage to a 
surface caused by relative motion with respect to another substance. It is significant to 
consider what is implied and excluded by this. One key point is that wear is damage 
and it is not limited to loss of material from a surface. However, loss of material is defi¬ 
nitely one way in which a part can experience wear. Another way included in this defini¬ 
tion is by movement of material without loss of mass. An example of this would be the 
change in the geometry or dimension of a part as the result of plastic deformation, such 
as from repeated hammering. There is also a third mode implied, which is damage to a 
surface that does not result in mass loss or in dimensional changes. An example of this 
might be the development of a network of cracks in a surface. This type of damage might 
be of significance in applications where maintaining optical transparency is a prime 
engineering concern. Lens and aircraft windows are examples where this is an appropriate 
definition for wear. As will be shown in subsequent sections, the significant point is that 
wear is not simply limited to loss of material, which is often implied in some, particularly 
older, definitions of wear. While wear is not limited to loss of material, wear damage, if 
allowed to progress without limit, will result in material loss. The newer and more inclu¬ 
sive definitions of wear are very natural to the design or device engineer, who thinks of 
wear in terms of a progressive change to a part that adversely affects its performance. 
The focus is on adverse change, which simply may be translated as damage, not necessarily 
loss of material. The implications of this generalization will be further explored in the 
discussion of wear measures. 

Older definitions of wear and application oriented definitions often define wear in 
terms of limited contact situations, such as sliding or rolling contact between solid bodies. 
However, the definition of wear given does not have such limitations. It includes contact 
situations involving sliding, rolling, and impact between solid bodies, as well as contact 
situations between a solid surface and a moving fluid or a stream of liquid or solid parti¬ 
cles. The wear in these latter situations is normally referred to as some form of erosion, 
such as cavitation, slurry, or solid particle erosion. 

At least in the context of engineering application and design, these considerations 
essentially indicate what wear is. A brief consideration as to what it is not is of importance 
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as well. Engineers, designers, and the users frequently use the phrase “it’s worn out.” 
Basically, this means that as a result of use, it no longer works the way it should or it 
is broken. In this context, the part or device may no longer function because it has experi¬ 
enced severe corrosion or because a part is broken into two pieces. In terms of the defini¬ 
tions for wear, these two failures would not be considered wear failures nor would the two 
mechanisms, that is, corrosion and fracture, be considered wear. Corrosion is not a form 
of wear because it is not caused by relative motion. Brittle and fatigue fracture in the sense 
referred to above are not considered forms of wear because they are more a body phenom¬ 
enon rather than a surface phenomenon and relative motion and contact are not required 
for these mechanisms to occur. 

While corrosion and fracture, per se, are not forms of wear, corrosion and fracture 
phenomena are definitely elements in wear. This is because in a wearing situation, there 
can be corrosive and fracture elements contributing to the damage that results from the 
relative motion. An illustration of this point is sliding, rolling, and impact situations in 
which material is lost as a result of the formation and propagation of cracks near the sur¬ 
face. In such situations, fatigue and brittle fracture mechanisms are generally involved in 
the wear. In addition to be involved in the wear, corrosion and fracture, per se, can be 
influenced by wear. An example of wear being a factor in fracture of a part is a situation 
where the wear scar might act as a stress concentration location to initiate fracture or 
where fracture results from the propagation of a crack formed in the wearing process. 
An example of a situation where both types of relationships can occur is wear situations 
involving the pumping of slurries. In such situations, wear behavior involves both chemi¬ 
cal and mechanical factors and the severity of the corrosion can be influenced by the wear. 
These interactions and involvement of fracture and corrosion phenomena in wear will be 
further discussed and illustrated in subsequent chapters. 

While illustrated by corrosion and fracture, the important point is that all failures of 
devices or life-limiting aspects associated with use or exposure are not the result of wear 
and wear processes. To be considered wear failures, there generally has to be some surface, 
mechanical, and relative motion aspects involved. However, as will be shown, wear 
mechanisms involve a very large number of physical and chemical phenomena including 
those involved in fracture and corrosion. 

In view of these considerations, another way of defining wear for engineering use is 
that wear is damage to a surface resulting from mechanical interaction with another sur¬ 
face, body or fluid, which moves relative to it. Generally, the concern with wear is that 
ultimately this damage will become so large that it will interfere with the proper function¬ 
ing of the device. While not the subject of this book, it is interesting to note that machining 
and polishing are forms of wear. As such, there is a positive side to wear and wear 
phenomena. 

In situations involving sliding or rolling contact, a companion term with wear is fric¬ 
tion. Friction is the force that occurs at the interface between two contacting bodies and 
opposes relative motion between those bodies. It is tangential to the interface and its direc¬ 
tion is opposite to the motion or the incipient motion. Generally, the magnitude of the 
friction force is described in terms of a coefficient of friction, /.(, which is the ratio of 
the friction force, F, to the normal force, N, pressing the two bodies together 


Distinction is frequently made between the friction force that must be overcome to 
initiate sliding and that which must be overcome to maintain a constant relative speed. 
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The coefficient associated with the former is usually designated the static coefficient of 
friction, /r s , and the latter the dynamic or kinetic coefficient of friction, ji k . A frequently 
encountered impression is that the two terms, wear and friction, are almost synonymous 
in the sense that high friction equates to a high wear rate or poor wear behavior. The com¬ 
plimentary point of view is that low friction equates to a low wear rate or good wear beha¬ 
vior. As a generality, this is an erroneous concept. While there are common elements in 
wear and friction phenomena, as well as interrelationships between the two, that simple 
type of correlation is frequently violated. This point will become clear as the mechanisms 
for wear and friction, as well as design relationships, are presented and discussed. 
However, the point can be illustrated by the following observation. Teflon is noted for its 
ability to provide a low coefficient of friction at a sliding interface, for example, a dry 
steel/Teflon system typically has a value of /(<0.1. However, the wear of the system is 
generally higher than can be achieved with a lubricated hardened steel pair, where n « 0.2. 

Another element that can be considered in differentiating between friction and wear 
is energy dissipation. Friction is associated with the total energy loss in a sliding system. 
The principal form of that energy loss is heat, which accounts for almost all of the energy 
loss (7-9). The energy associated with the movement or damage of the material at the sur¬ 
face, which is wear, is normally negligibly small in comparison to the heat energy. 

Often in rolling situations, an additional term, related to friction, is used. This is 
traction. Traction is defined as a physical process in which a tangential force is transmitted 
across the interface between two bodies through dry friction or an intervening fluid film, 
resulting in motion, stoppage, or the transmission of power. The ratio of the tangential 
force transmitted, T. and the normal force, N, is called the coefficient of traction, /f T 

fi T = T/N (1.2) 

The coefficient of traction is equal to or less than the coefficient of friction. In rolling situa¬ 
tions, the amount of traction occurring can often be a significant factor in wear behavior. 
In sliding situations, the coefficient of traction equals the coefficient of friction. 

There are two other terms, lubrication and lubricant, which are related to friction 
and wear behavior and that need to be defined. One is lubrication. Lubrication may be 
defined as any technique for: (a) lowering friction, (b) lowering wear, or (c) lowering both. 
A lubricant is a material that, when introduced to the interface, performs one of those 
functions. Understood in this manner, any substance, solid, liquid, or gas, may be a lubri¬ 
cant; lubricants are not just liquid petroleum-based materials. It should be recognized that 
some materials may act as a friction reducer and a wear riser in some situations, as well as 
the converse. Different types of lubrication and lubricants are discussed in later sections 
and reasons for this apparent anomaly are pointed out. This is also a further illustration 
of the distinction between friction and wear. 


1.2. WEAR CLASSIFICATIONS 

There are three apparent ways in which wear may be classified. One is in terms of the 
appearance of the wear scar. A second way is in terms of the physical mechanism that 
removes the material or causes the damage. The third is in terms of the conditions sur¬ 
rounding the wear situation. Examples of terms in the first category are pitted, spalled, 
scratched, polished, crazed, fretted, gouged, and scuffed. Terms like adhesion, abrasion, 
delamination, oxidative are examples of the second type of classification. Phrases are 
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commonly used for the third method of classification. Examples of this are lubricated 
wear, unlubricated wear, metal-to-metal sliding wear, rolling wear, high stress sliding 
wear, and high temperature metallic wear. All three methods of classification are useful 
to the engineer but in different ways. Classification in terms of appearance aids in the com¬ 
parison of one wear situation with another. In this manner, it helps the engineer extrapo¬ 
late experience gained in one wear situation to a newer one. It also aids in recognizing 
changes in the wear situation, such as differences in the wear situation at different loca¬ 
tions on a part or at different portions of the operation cycle of a device. It is reasonable 
that if the wear looks different, different ways of controlling it or predicting it are required; 
if similar in appearance, the approaches used should also be similar. 

Some of these aspects can be illustrated by considering the wear of gears. Scuffing is 
a term used to characterize the appearance of a wear scar produced as a result of sliding 
with poor or no lubrication in metal-to-metal systems. With gears, different portions of 
the tooth experience different types of relative motion. If designed and fabricated prop¬ 
erly, near the pitch line it should be pure rolling. As you move further out, sliding occurs. 
If scuffing features are observed at the pitch line, it can be inferred that sliding is occurring, 
pointing to a possible contour or alignment problem. In a lubricated situation, there may 
be little evidence of wear near the tip. However, if evidence of scuffing wear is found to 
occur with time or with different operating conditions, it suggests a possible lubrication 
problem. Increased scuffing in such a case could be the result of lubricant degradation 
or loss, or the use of the wrong lubricant for the different condition. These observations 
would guide engineering action to resolve the problems. 

The usefulness of classification by physical mechanism would be in guiding the engi¬ 
neer in using the correct models to project or predict wear life and to identify the signifi¬ 
cance of design parameters that can be controlled or modified. Given that the mechanism 
for wear is known, the engineer can then identify the dependency of such parameters as 
load, geometry, speed, and environment. 

From a designer’s viewpoint, the third type of classification is the most desirable and 
potentially the most useful. It describes a wear situation in terms of the macroscopic con¬ 
ditions that are dealt with in design. The implication is that given such a description, a very 
specific set of design rules, recommendations, equations, etc., can be identified and used. 

While wear is generally described in terms of these three classifications, there is no 
uniform system in place at the present time. In addition, the same term might be used 
in the context of more than one classification concept. For example, the term scuffing is 
used in several ways. One author may use this term simply to describe the physical appear¬ 
ance. Another author may use this term to indicate that the wear mechanism is adhesive 
wear. A third may use it to indicate wear under sliding conditions. This leads to another 
point that needs to be recognized with respect to these classifications. 

While relationships exist between these classifications, the classifications are not 
equivalent nor are the interrelationships necessarily simple, direct, unique, or complete. 
A common error is to assume that a category in one is uniquely associated with ones 
in the other two, such as unlubricated metal-to-metal sliding is always associated with 
a scuffing appearance and adhesive wear. Basically, this is because there are numerous 
ways by which materials can wear and the way it wears is influenced by a wide number 
of factors. With the present state of knowledge within tribology, complete correlation 
between operating conditions, wear mechanisms, and appearance generally are not 
possible, particularly in relationship to practical engineering situations. Because of the 
complex nature of wear behavior, it has even been argued that it may never be possible 
or even practical to establish complete relations of this type (10,11). While this is the 
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case, analytical relationships of more limited scope can be used effectively in 
engineering (12,13). 

All three of types of classifications are used in this book, since individually they are 
of use to the designer and any one classification method is not sufficient to provide an ade¬ 
quate description in engineering situations. 
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2 

Wear Measures 


Previously wear was defined as damage to a surface. The most common form of that 
damage is loss or displacement of material and volume of material removed or displaced 
can be used as a measure of wear. For scientific purposes, this is generally the measure 
used to quantify wear. In many studies, particularly material investigations, mass loss is 
frequently the measure used for wear instead of volume. This is done because of the rela¬ 
tive ease of performing a weight loss measurement. While mass and volume are often inter¬ 
changeable, there are three problems associated with the use of mass as the measure of 
wear. One is that direct comparison of materials can only be done if their densities are 
the same. For bulk materials, this is not a major obstacle, since the density is either known 
or easily determined. In the case of coatings, however, this can be a major problem, since 
their densities may not be known or as easily determined. The other two problems are 
more intrinsic ones. A mass measurement does not measure displaced material, only mate¬ 
rial removed. In addition, the measured mass loss can be reduced by wear debris and 
transferred material that becomes attached to the surface and cannot be removed. It is 
not an uncommon experience in wear tests, utilizing mass or weight loss technique, to have 
a specimen “grow”, that is, have a mass increase, as a result of transfer or debris accumu¬ 
lation. 

From the above, it can be seen that volume is the fundamental measure for wear 
when wear is equated with loss or displacement of material. This is the case most fre¬ 
quently encountered in engineering applications. However, in engineering applications, 
the concern is generally not with volume loss, per se. The concern is generally with the loss 
of a dimension, an increase in clearance or a change in a contour. These types of changes 
and the volume loss are related to each other through the geometry of the wear scar and 
therefore can be correlated in a given situation. As a result, they are essentially the same 
measure. The important aspect to recognize is that the relationship between wear volume 
and a wear dimension, such as depth or width, is not necessarily a linear one. This is an 
important aspect to keep in mind when dealing with engineering situations, since many 
models for wear mechanisms are formulated in terms of volume. A practical consequence 
of this is illustrated by the following example. 

Consider the situation where there is some wear experience with a pair of materials in 
a situation similar to one currently under study. Both applications are sensitive to wear 
depth. In the prior situation, it was observed that a reduction of load by a factor of 
2 increased wear life by a factor of 2 and by implication reduced wear rate by the same 
factor. In the current situation the wear is too large and there is the possibility to reduce 
the load by a factor of 2. Because of the prior experience, it is assumed that this decrease in 
load should result in reducing wear by a 50%; however, when tried, only a 30% improvement 
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is found. The difference in the results of load reduction in the two situations can be 
explained if the primary relation is between wear volume and load, not depth and load. 
In the first situation, the part had a uniform cross-section and, as a result, the volume wear 
rate and the depth rate of wear rate would both have been proportional to load. In the sec¬ 
ond situation, the geometry of the wearing part was such that the wear volume was propor¬ 
tional to the square of the wear depth. This results in the depth rate of wear being 
proportional to square root of the load. In which case a factor of 2 reduction in load would 
result in only a 30% improvement. This is not a very profound point but is one that is fre¬ 
quently overlooked or not initially recognized in design work. 

Volume, mass, and dimension are not the only measures for wear that are used in 
engineering. There is a wide variety of what may be termed operational measures of wear 
that are used. Life, vibration level, roughness, appearance, friction level, and degree of sur¬ 
face crack or crazing are some of the measures that are encountered. Generally, these mea¬ 
sures are parameters that are related to performance, correlatable to wear, and typically 
monitored or can be monitored. There are two other practical reasons why such measures 
are used or needed. One is that the volume, dimension, or mass change associated with the 
wear feature of significance is so small that it is impractical to measure it, so another type 
of measurement relatable to wear is required. Since mass or volume loss is typically neg¬ 
ligible in the wear of lenses, using the amount of scratches or haziness on a lens surface is 
an example of this. The other reason is that volume, dimension, or mass, while significant 
and measurable, cannot be conveniently measured, while the appearance of the part or 
response of the mechanism to that wear can be. For example, in a high-speed printer, 
the degradation of print quality can easily be monitored, but it may take several hours 
or days to disassemble the printer to obtain a wear depth measurement on the part. 

While the utilization of these types of wear measures is often a practical necessity, 
they do add one more complication to engineering considerations of wear. It must be 
recognized that these operational measures of wear are generally indirectly related to pri¬ 
mary wear behavior. As a result, additional factors have to be considered when extrapolat¬ 
ing from one situation to another or relating to fundamental wear theory. One example of 
this would be the need to consider aspects, which are similar to the one discussed pre¬ 
viously regarding the dependency on load. Another example is the need to consider the 
possibility that other elements, not related to the wear, could produce similar operational 
changes. For example, poor print quality in a high-speed printer could be the result of tim¬ 
ing problems in the electronic controls, rather than excessive wear. Another example 
would be in the use of vibration levels to monitoring roller bearing performance. The noise 
level tends to increase or change with wear, but it could also change as a result of contam¬ 
ination of the bearing or loss of lubricant. Generally in such cases additional measure¬ 
ments or observations are needed to eliminate the effects of these other elements on the 
operational parameter. 
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3 

Wear Mechanisms 


3.1. OVERVIEW 

This chapter focuses on the classification of wear in terms of the manner in which material 
is lost, displaced, or damaged as a result of a wearing action. As a starting point, it has been 
observed that wear, when it involves loss of material, generally occurs through the forma¬ 
tion of particles rather than by loss of individual atoms (1). A similar statement can be 
made when wear is considered as displacement or even as damage. These aspects are gen¬ 
erally the precursors to the formation of particles and their initial manifestations are gen¬ 
erally on a much larger scale than atomic dimensions and involve more than individual 
atoms. A corollary of these observations is that wear mechanisms can generally be thought 
of as typical material failure mechanisms, occurring at or near the surface, which produce 
particles, rather than as atomic processes. As a consequence, most wear mechanisms are 
built around concepts such as brittle fracture, plastic deformation, fatigue, and cohesive 
and adhesive failures in bonded structures. In the case of wear, the complexities associated 
with each of these types of mechanisms are compounded by the fact that more than one 
body is involved as well as the unique properties and features of surfaces and the effect 
of wear on these. While this is the case, wear in some situation can result from atom 
removal processes. For example, as a result of high temperatures developed during machin¬ 
ing, a contributing mechanism in tool wear can be by diffusion of atoms into the work piece 
(2-8). An additional example of a situation in which wear can occur by loss of atoms is an 
electrical contact situation that involves sparking. In this case, material can be lost as a 
result of the arcing process, which is usually described in terms of atom removal [(9,10), 
Sec. 7.6 of Engineering Design for Wear: Second Edition, Revised and Expanded (EDW 
2E)]. Except for a few unique situations, such as these, atomic loss processes are not impor¬ 
tant in current engineering. However, atomic processes may become more important with 
the evolution of micro-electro-mechanical devices (MEMS) (11), where they may become 
life-limiting factors as a result of their sensitivity to very small amounts of wear. 

A cursory review of tribological literature would tend to indicate that there is an 
extremely large number of wear mechanisms. For example, the glossary of this book con¬ 
tains over 80 terms for wear mechanisms. While extensive, this is not an all-inclusive list; 
others mechanisms or terms for them can be found in the literature, as well. While this is 
the case, it is possible to group wear mechanisms into a few generic categories. In the 1950s 
wear mechanisms were broken down into the following categories: adhesion, abrasion, 
corrosion, surface fatigue, and minor categories (12). While increased knowledge has made 
these categories somewhat simplistic and incomplete, wear behavior is still often categor¬ 
ized in these terms (13-18). However, a more refined and extensive set of categories is more 
appropriate and useful (19). These categories are given in Table 3.1. In general, wear 
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Table 3.1 Generic Wear Mechanisms 


1. Adhesion 

2. Single-cycle deformation 

3. Repeated-cycle deformation 

4. Oxidation (corrosion, chemical) 

5. Thermal 

6. Tribofilm 

7. Atomic 

8. Abrasion 


behavior can be described either by specific mechanisms in these eight categories or by 
some combination of mechanisms in these categories. 

The generic type of mechanism that is included in the adhesion or adhesive wear 
category may be described in the following manner. The basic concept is that, when 
two surfaces come into contact, they adhere to one another at localized sites. As the 
two surfaces move relative to one another, wear occurs by one surface pulling the material 
out of the other surface at these sites. For single-cycle deformation wear the concept is that 
of mechanical damage that can be caused during a single contact, such as plastic deforma¬ 
tion, brittle fracture, or cutting. Repeated-cycle deformation wear mechanisms are also 
mechanical processes but ones were repeated contact or exposure is required for the 
damage to result. Examples are fatigue or ratcheting mechanisms (20-27). These three 
types of mechanisms are illustrated in Fig. 3.1. 

Oxidation wear mechanisms, also referred to as corrosive or chemical wear mechan¬ 
isms, are those in which chemical reactions are the controlling factor. With this type of 



Single-cycle Deformation 



Repeated-cycle Deformation 


Figure 3.1 Conceptual illustration of adhesive and deformation wear mechanisms. A generic form 
of adhesive wear is shown. Single-cycle deformation wear is illustrated as a cutting process, while a 
fatigue process is used to illustrate repeated-cycle deformation wear. 
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Figure 3.2 Illustration of the basic concept of chemical or oxidative wear, showing the removal, 
reformation, and removal of the reacted layer. 


mechanism, the growth of the reacted or oxide layer controls wear rate. However, material 
removal occurs by one of the deformation modes, either in the layer or at the interface 
between the layer and the un-reacted material. An illustration of this process on an asper¬ 
ity on a steel surface is shown in Fig. 3.2. 

Thermal wear mechanisms are those in which surface temperature or local heating of 
the surface controls the wear. Such mechanisms involve both a temperature increase, 
which is the driving factor, and material removal mechanisms, such as atomic, adhesion, 
and single or repeated cycle deformation mechanisms. Friction and hysteretic heating in 
wear situations can result in the formation of thermally soften layers or regions, melting, 
thermal cycling of the surface, regions of localized expansion, such as thermal mounding 
(28), and evaporation. The degree to which any of these phenomena occur can influence 
wear and, in some cases, they can be the primary and controlling factor in the wear. 
Figure 3.3 illustrates some thermal wear processes. 

Films or layers composed of wear debris can form on or between surfaces. The exis¬ 
tence of these films, which are called tribofilms, results in another type of wear mechanism 
or process. With the tribofilm type of mechanism, wear is controlled by the loss of material 
from the tribofilm. The basic concept is that the tribofilm is in a state of flux. The majority 
of the material circulates within the film and between the film and the surfaces, with a 
small amount being displaced from the interface. Under stable conditions, the amount 
of fresh wear debris that can enter the tribofilm is determined by the amount of material 
displaced from the interface. This process is illustrated in Fig. 3.4. 

Atomic wear mechanisms are mechanisms that are based on the removal of indivi¬ 
dual of atoms or molecules from a surface. Mechanisms, such as electrical discharge, diffu¬ 
sion, and evaporation, are examples (6-8). 
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thermal cracks 






Figure 3.3 Illustration of several thermal wear mechanisms, cracking, fatigue, melting, and ther¬ 
moelastic instability (TEI). With the thermoelastic instability mechanism, the real area of contact 
is reduced to a few isolated regions or mounds, as illustrated. 

Abrasion or abrasive wear mechanisms are deformation mechanisms caused by hard 
particles or hard protuberances. This category is different from the others; it is primarily a 
classification based on wear situation, not a type of physical mechanism. However, it is a 
worthwhile classification because of the unique nature of wear by hard particles and the 
dominance and importance of this type of wear in many situations. With the older, simpler 
classification the term abrasion was used somewhat differently. It referred to wear 
mechanisms associated with hard protuberances or particles that resulted in grooves, 
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film composed of primary wear debris from surfaces 



Figure 3.4 Conceptual illustration of a tribofilm wear process, showing the tribofilm composed of 
wear debris separating the surfaces and the loss of material from this layer. 


scratches, or indentations on a surface. Using the newer, more extensive classification, this 
would correspond to the single-cycle deformation category. However, this is not the only 
way hard particles can cause wear. Such mechanisms are the typical type associated with 
hard particles when the wearing surface is softer than the particles. When the wearing sur¬ 
face is harder, the type of mechanism changes to the repeated-cycle deformation type. 
Abrasion in the current classification includes both types of deformation mechanisms. 

A fifth category, called minor mechanisms, was also identified in the older classifica¬ 
tion (29). This was used for what was considered to be unique wear mechanisms, which 
were only encountered under special situations. However, knowledge gained over the past 
50 years has shown that many of these unique mechanisms are variations of the more gen¬ 
eral types or particular combination of these. An illustration of this is delamination wear 
(25) and lamination wear (30). Each tends to explain the physical wear process in some¬ 
what different manners and emphasize different aspects. Both involve the idea of crack 
nucleation and the eventual formation of a particle or fragment as a result of repeated 
engagement. Hence both can be viewed as subcategories of repeated-cycle deformation. 

Another illustration is fretting and fretting corrosion. These were considered as 
unique wear mechanisms associated with small amplitude sliding. It is now generally 
recognized that these two modes of wear can be described in a two-step sequence. First 
wear debris is produced by either adhesion, single-cycle or repeated-cycle deformation. 
The wear debris, as a result of work hardening or oxidation, then acts as an abrasive, 
accelerating and controlling the wear from that point. By including oxidation of the sur¬ 
face, this sequence is used to explain fretting corrosion as well as fretting (31). 

While this generic classification applies to all wear situations, the relevance and 
importance of the individual type of mechanism tends to vary with the nature of the situa¬ 
tion. For example, Table 3.2 lists the more significant types typically associated with dif¬ 
ferent types of motion. In addition, abrasion can be important in all situations when there 
are significant amounts of abrasives, that is hard particles, present. It is generally not 
important otherwise. Also the importance of chemical and thermal mechanisms tends to 
vary with the type of material involved and lubrication conditions. Repeated-cycle defor¬ 
mation, oxidation, and tribofilm mechanisms tend to become the more dominant mechan¬ 
isms in long-term sliding wear behavior. 
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Table 3.2 Significant Wear Mechanisms 


Sliding motion 
Adhesion 

Single-cycle deformation 
Repeated-cycle deformation 
Oxidation 
Tribofilm 
Rolling motion 

Repeated-cycle deformation 
Impact motion 

Single-cycle deformation 
Repeated-cycle deformation 



B 


Figure 3.5 Examples of the simultaneous occurrence of several wear mechanisms during sliding. 
Cracks and severe plastic deformation indicate repeated-cycle deformation mechanisms. Grooves 
are indicative of single-cycle deformation. Adhered and deformed material is an indicator of adhe¬ 
sive wear. Debris layers and layers of compacted material are characteristics of tribofilm mechan¬ 
isms. (“A” from Ref. 174, “B” from Ref. 87 reprinted with permission from ASME.) 
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More than one type of mechanism can be present in a wear situation. Typically, one 
can find in the examination of a wear scar features indicative of different mechanisms, as 
illustrated by the micrographs shown in Fig. 3.5. When more than one mechanism is pre¬ 
sent, they can interact serially to form a more complex wear process, as illustrated by the 
fretting situation discussed previously in this section. They can also act in a parallel or 
simultaneous fashion, with each contributing to the total wear. While this is the case, most 
situations can usually be characterized in terms of one controlling or dominant mechan¬ 
ism. There are some situations, however, where this cannot be done and it is necessary 
to consider the contributions of each (10,32-34). 

There is another approach to classifying wear mechanism that can also be useful 
(35). In this classification, wear mechanisms are divided into cohesive wear and interfacial 
wear categories. Under cohesive wear are those wear mechanisms which occur primarily in 
the relatively large volumes adjacent to the interface. Interfacial wear, on the other hand, 
includes those mechanisms related to the interface alone. Both types of deformation 
mechanisms would be included in the former, while adhesion, tribofilm, and oxidation 
mechanisms in the latter. Thermal could be of either type, depending on the depth of 
the heat-affected zone. This alternate classification focuses on the significance of the 
energy densities involved in the two regions, that is, in the thin layers at the interface 
and in the larger regions adjacent to it. A corollary to this classification is that bulk prop¬ 
erties and responses are generally major aspects in the mechanisms included in the cohe¬ 
sive category, while surface properties and phenomena are key in the interfacial category. 
While this classification is not particularly useful in grouping physical mechanisms, it is 
useful for identifying aspects that must be considered in the treatment of wear and offers 
the opportunity for some insight into what are controlling factors in certain wear situa¬ 
tions, that is surface vs. bulk phenomena. 

The classification of basic wear into the eight categories shown in Table 3.1 is not 
necessarily a complete or rigorous classification. However, it does provide a useful 
basis for an effective engineering understanding of wear, particularly as it relates to 
design. 


3.2. ADHESIVE MECHANISMS 

Before adhesive mechanisms are discussed some general concepts regarding the nature of 
the contact between two surfaces and the behavior of inter-atomic forces need to be con¬ 
sidered. The first aspect that will be considered is the area of contact. 

In engineering, the macro-geometry or contour of the bodies in contact is often used 
to determine contact area. This is usually done by geometrical projection or by models, 
which are based on the elastic or plastic deformation. For example, the Hertz contact the¬ 
ory is frequently used not only to determine stress levels in the contact but the size of the 
contact region as well (10,36). In these approaches, the surfaces are generally assumed to 
be smooth. Actual surfaces, on the other hand, always exhibit some degree of roughness 
and as a result the actual contact situation is different from that implied by these macro¬ 
methods. Figure 3.6 illustrates the actual situation. What this illustrates is that actual physi¬ 
cal contact occurs at localized spots within the area that is defined by the macro-geometry. 
These points at which the actual contact occurs are referred to as junctions. The sum of the 
individual contact areas of these junctions is called the real area of contact. The area of 
contact that is determined through the macro-considerations is called the apparent area 
of contact. As will be seen, fundamental physical models regarding wear generally are 
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Figure 3.6 Apparent and real area of contact. Contact occurs are discrete locations, called 
junctions. 


developed in terms of real area considerations, while engineering formulations and models 
generally are related to the apparent area of contact. 

The roughness characteristics of the surface have a significant influence on the num¬ 
ber of junctions formed, as well as on the ratio of the real area of contact to the apparent 
area of contact. The degree to which one surface penetrates the other, which is a function 
of the normal force pressing the bodies together, can also influence both these aspects. 
Figure 3.7 shows how the real area of contact changes, assuming one surface to be flat and 
smooth, as load and penetration is increased. The real area in this illustration increases 
not only because the cross-sectional area of an asperity increases with penetration but 
also because the number of asperities encountered increases with penetration. 

The size and number of these junctions and their relationship to the apparent area of 
contact have been investigated by both theoretical and experimental means (37^40). 
Because of the potential range of the parameters involved, a wide variety of contact con¬ 
ditions is possible; however, some generalization may be made. One is that the real area of 
contact is generally much less than the apparent area. The ratio might be as small as 10 4 
in practical situations (41). A similar generalization can be made regarding individual 
junctions. It has been estimated that the diameter of typical junctions is in the range of 
1-100 pm (42). The larger value would most likely occur for a very rough surface and high 
loads. Diameters of the order of 10 pm would be more likely in more typical contact situa¬ 
tions. While on the basis of stability, it can be argued that there must be at least three junc¬ 
tions involved, the number generally is larger. Estimates based on the yield point of 
materials and junction size generally indicate that the number ranges from the order of 
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Figure 3.7 The effect of increased load on the real area of contact, h is the penetration of a rough, 
hard, surface into a smooth, flat, soft surface at a low load; H, at a higher load. Both the number 
and size of the junctions increase with increasing penetration. 


10 to the order of 10 3 , with 10 to 10 2 being more likely (43). The deformation properties of 
the materials involved and the loading conditions on the junctions also influence the real 
area of contact. Junction growth as a result of applied shear, that is, friction, also occurs. 

The deformation at the junction can be plastic as well as elastic. Just how much of 
each occurs depends on the number of junctions and their size, as well as the properties of 
the materials involved. While it is not impossible to have only elastic deformation on all 
the junctions, this is generally not the case. Models, assuming typical surface profiles, indi¬ 
cate that some junctions would generally be plastically deformed (37,38). This tends to be 
confirmed by the topography found in the initial stages of wear. Some evidence of local 
plastic deformation can usually be found on these. 

The contact between rough surfaces and the effect of shear have been modeled and 
equations for the real area of contact have been developed (37,38,44,45). A summary of 
the equations for the real area of contact obtained from these models is given in 
Table 3.3. If the plasticity index, a measure of the state of stress at the junctions, is 
less than 0.6, all the junctions are elastically deformed; if greater than 1, all are plasti¬ 
cally deformed. For intermediate values, there are some junctions in both states. It can 
be seen from the equation for the plasticity index that increased hardness, lower mod¬ 
ulus, more uniform and rounder asperities reduce the degree of plastic deformation in 
the real area of contact. For typical unworn surfaces, the plasticity index is generally 
closer to 1 than 0.6. However, roughness features tend to change with wear and as a 
result the index changes with wear, often becoming smaller (37). Because of these 
changes in roughness and the change in apparent area of contact that is often the result 
of wear, the ratio of real to apparent areas of contact, the number of junctions formed, 
and the size of the junctions typically change with wear as well. 

In summary, the most significant points to be recognized about the contact between 
two bodies is that actual contact occurs at individual sites within an apparent area of con¬ 
tact and that the real area is generally only a fraction of the apparent area. The features 
observed in most micrographs of wear scars produced under sliding conditions support 
this view of the contact between two surfaces, as well as the generalizations regarding 
the ratio of real and apparent areas, junction size and number, and the plasticity index. 

It is important to understand the nature of the interaction that occurs at these junc¬ 
tions on both an asperity and an atomic level. At the asperity level, the focus is on the type 
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Table 3.3 Equations for the Real Area of Contact 


Plasticity index 



For elastic contact, \jj < 0.6 
For plastic contact, \ji > 1.0 
Mixed, 0.6 < \[/ < 1.0 


Elastic contact 



Plastic contact 


Effect of shear 


^4r = -4r( 1 + a/r 2 ) I/2 


Symbols 

i/r, plasticity index 

A R , real area of contact without friction 
A' r , real area of contact with friction 
p, hardness of softer material 
P, load 

E ', composite elastic modulus 



' r E 2 


E, elastic modulus 
v, Poisson’s ratio 

<5\ composite standard deviation of asperity peak heights 



a , standard deviation of asperity peak heights 

composite mean radius of curvature of asperity tips 



r, radius of curvature of asperity tips 

p, coefficient of friction 

a, empirical constant (approximately 12) 


of deformation that occurs at these junctions. To understand the interactions on an atomic 
level, it is necessary to consider the nature of inter-atomic forces. The behavior of the force 
between two atoms is illustrated in Fig. 3.8. For large separations between the atoms there 
is a weak attractive force. At separations comparable to inter-atomic spacing the attractive 
force increases rapidly. With still smaller separations, the attractive force begins to 
decrease and ultimately the force changes to a repulsive one. Arrays of atoms also exhibit 
the same general behavior, which is shown in Fig. 3.9 for the case of an A1 crystal and a Zn 
crystal (46). In this figure, A shows the variation in the potential energy of such a contact 
as a function of the separation of the two crystals. This is the more common way of 
describing the interactions. A negative potential energy indicates bonding. The slope of 
the curve is force; a negative slope indicates a repulsive force and a positive slope indicates 
an attractive force. B shows the corresponding variation in force with separation. 
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Since junctions form as a result of two surfaces being pressed together, the nature of 
inter-atomic forces indicates that bonding occurs at these junctions. It also means that 
over some portion of the real area of contact the atoms of the two surfaces must have gone 
past the point of maximum bonding. This is the only way the forces can be balanced. This 
implies that some adhesive forces or bonds must be overcome to separate the two surfaces 
at these sites. This atomic view of the contact situation at the junctions provides the foun¬ 
dation for the concept of adhesive wear. 

Consider the diagram shown in Fig. 3.10. This depicts the situation at a junction at 
which bonding has occurred. As the two surfaces move relative to one another, rupture of 
the junction will eventually occur. If the rupture occurs along Path 2, which is the original 
interface, no material will be lost from either surface, though some plastic deformation 
may have occurred. If, on the other hand, the rupture occurs along some other path, illu¬ 
strated by Path 1 in the figure, the upper surface would have lost material. The removal of 
material from a surface in this manner is called adhesive wear. 

Scanning electron microscope (SEM) and electron dispersive x-ray (EDX) micro¬ 
graphs, illustrating the adhesive wear process, are shown in Fig. 3.11. These micrographs 
show the sequence of events associated with a simulated asperity moving across a smooth 
flat surface. In this case, a small rounded iron stylus simulates the asperity. In the lower 
right of A, the results of asperity engagement and junction formation are evident. Initially 
the junction formed by this asperity appears to rupture at the original interface, leaving 
only a plastically deformed groove in the wake of its motion. Some deformation of the 
asperity is likely as well during this period. At some point, failure no longer occurs at 
the original interface but at some depth within the asperity, leaving a portion of the asper¬ 
ity adhering to the flat surface. This is the event indicated in the middle by the adhered 
wear fragment. B shows that as sliding continued, the same series of events repeated 
(upper left in the EDX) but with the asperity now modified both by plastic deformation 
and adhesive wear. 

There is a mathematical model for adhesive wear that has been found to be in good 
agreement with experimental observations (47). It has been used extensively in describing 
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Figure 3.9 “A” shows the variation in adhesive energy between A1 and Zn surfaces as a function 
of separation (from Ref. 46). “B” illustrates the corresponding variation in the force between the two 
surfaces. 


adhesive wear behavior. This formulation can be developed as follows. Assume that the 
real area of contact is composed of n circular junctions of diameter d. Further, assume that 
if an adhesive wear fragment is formed, it will be hemispherical shaped with a diameter d. 
The total real area of contact, A r , is then 


A r 


mid 2 

~ 1 ~ 


(3.1) 


An assumption frequently used in tribology is that all the junctions are plastically 
deformed. In which case A r is also given by the following equation from Table 3.3 


A t = 


P 

P 


(3.2) 
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Figure 3.10 The lower diagram illustrates possible separation paths at a junction. Separation along 
Path 1 does not result in loss of material. Separation along Path 2 results in rupture and loss of 
material, as indicated in the upper diagrams. 



where P is the normal force pressing the two surface together and p is the penetration 
hardness of the softer material. Combining these equations, the following is obtained 
for n: 


4 P 

npd 1 


(3.3) 


Now, if the distance of sliding over which any given junction is operative is approximately 
d, then in a unit distance of sliding each junction must be replaced by another (1/d) times. 
Therefore, the total number of junctions occurring in a unit distance, N, is 



4 P 
npd 3 


(3.4) 


If K is the probability that the rupture of any given junction will result in adhesive wear, 
the number of junctions producing adhesive wear in a unit sliding distance, M, is given by 

4 P 

M = KN = -= (3.5) 

7 ipd i 

Since the volume of an adhesive wear fragment is 7rc/ 3 /12, the volumetric wear rate, d V/dx. 
where V is the volume of wear and x the distance of sliding, is 


dV n d 3 
~dx~~[2 


(3.6) 


Integrating and combining the following relationship is obtained for adhesive wear: 


V = ^-Px 
3 P 


(3.7) 
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Figure 3.11 Example of adhesive wear process. “A” shows the wear scar produced by an iron pin 
sliding across the flat surface of a nickel disk. "B” is an EDX map for iron on the disk surface, 
confirming transfer of material from the pin to the disk. (From Ref. 175, reprinted with per¬ 
mission from ASME.) 

This equation was first developed by Archard (47) and because of that it is frequently 
referred to as Archard’s equation. 

A key point in the development of this equation is that A is a probability and there¬ 
fore it cannot be greater than unity. Experimental data are consistent with that. This can 
be seen in Table 3.4, which gives values for K inferred from sliding wear data for a range of 
conditions. Such data generally provide an upper-bound estimate of K , since in many cases 
other wear mechanisms are present, contributing to the wear and possibly even dominat¬ 
ing the situation. However, K values in the range of 10~ 4 or higher have been documented 
for wear situations in which adhesion has dominated (48). This being the case, these data 
also do indicate that in most situations K is likely quite small, particularly in practical 
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Table 3.4 K Values for Adhesive Wear 


Combination 


K 


Selfmated metals 
Dry 

Lubricated 

Non-self-mated metals 
Dry 

Lubricated 
Plastics on metals 
Dry 

Lubricated 


2 x 1CT 4 - 0.2 

9 x l(T 7 -9x 1(T 4 

6 x 1(T 4 -2x 1(T 3 
9 x l(T 8 -3x 1(T 4 

3 x l(T 7 -8x 1(T 5 
1 x 1CT 6 - 5 x 1CT 6 


situations. It also indicates that the range of K values possible is very large. The values 
indicate that the probability of a junction wearing by adhesion can range from one in 
ten to less than one in a million. As a point of reference, a value of K of 10 5 and often 
much less is required for acceptable wear behavior in applications. This being the case, the 
large range possible for K makes it an extremely important parameter in controlling this 
type of wear mechanism. From an engineering point of view, this means selecting design 
parameters so that high values of K are avoided, i.e., the probability of adhesion is low. 

One factor that can affect K is the relative strength of the junction interfaces to the 
strength of the asperities that make up the junctions. The weaker the adhesion at the inter¬ 
faces is, the less likely adhesive wear will occur. Consequently, choosing conditions, which 
inhibit adhesion over those, that promote adhesion reduce K and adhesive wear. 

Interface adhesion can be affected by the similarity of the two materials in contact. 
The more similar they are, the stronger the adhesion. As a result, dissimilar pairs should 
have lower values of K than more similar or identical pairs. In addition to composition, 
such aspects as lattice parameters and mutual solubility characteristics, can also be factors 
in determining the degree of similarity (49-52). Another factor affecting interface adhesion 
is surface energy. Lower surface energies result in lower adhesion. Therefore, since poly¬ 
mers and ceramics generally have lower surface energies than metals, K values would 
generally be lower for situations involving these materials than between metals. Also, 
the presence of oxides, lubricants and contaminates on metal surfaces reduce surface 
energy and result in lowering of K values. 

The data in Table 3.4 illustrate some of these trends. Clean, unlubricated, and similar 
metal pairs generally have high values for K. Lubricated conditions give the lowest values 
and conditions involving ceramics and polymers have intermediate values associated with 
them. 

As is shown in the following, there is a minimum asperity load required for transfer 
to take place and a minimum asperity load for the transferred fragment to remain 
attached. A, which is the average probability for transfer, will be changed as the percen¬ 
tage of junctions with loads below the critical value for transfer changes, since the prob¬ 
ability for failure at these junctions is 0. Consequently, K can also be affected by the 
distribution of load across the junctions. The percentage of these junctions would tend 
to be higher as load is decreased, since the average pressure on the junctions decreases with 
decreasing load (38). A simple model can illustrate the requirement for a minimum asper¬ 
ity load for transfer (53). 
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Consider a circular junction of diameter d and the formation of hemispherical wear 
fragment of diameter d, as illustrated in Fig. 3.12. For such an ideal situation, the adhesive 
wear process can be reduced to the following criteria. For adhesive wear to take place, the 
elastic energy stored in the volume of the potential fragment, E v , must be equal to or 
greater than the energy associated with the new surfaces, E s . Mathematically, 

E v > E s (3.8) 

Assuming that the tip of the asperity has been plastically deformed, the stored elastic 
energy per unit volume is 


e v 



(3.9) 


where a y is the yield point and 7 is Young’s modulus. Since the volume of the hemisphe¬ 
rical region is nd 3 /\2. 


E v 


Tld 3 CTy 

247 


(3.10) 


Noting that two hemispherical surfaces are formed and assuming that the material on both 
sides is the same, 

E s = nd 2 T (3.11) 


where T is the surface energy. Combining, the minimum junction diameter, d. required for 
an adhesive wear fragment to be formed is 


d' = 


2477 


(3.12) 


If P a is the load supported by that asperity, 



Combining these two equations and utilizing the following the empirical relationships 
(53): 


CTy = 3 x 10 3 7 

(3.14) 

*-! 

(3.15) 

r P l/3 

p 

(3.16) 


where /? is a constant for different classes of materials, it can then be shown that the mini¬ 
mum asperity load for adhesive wear to take place is inversely proportional to the surface 
energy, namely, 


K = 


4.5 x 10 7 P 3 


(3.17) 


Since the sum of the asperity loads must equal the applied macro-load, P, a similar 
relationship should also exist at the macro-level. For the simple case of a uniform asperity 
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Figure 3.12 Model for the formation of a hemispherical adhesive wear fragment. 


distribution, the minimum macro-load, P, would be N times Eq. (3.17), where N is the 
number of asperities in contact. 

A similar approach can be used to develop expressions regarding the formation of 
loose adhesive wear fragments (53). The expression for the minimum junction size for a 
loose fragment is 


2 x 10 4 W a h 
P 


(3.18) 


The expression for the minimum asperity load is 
n „ n x 10 8 W a6 


(3.19) 


W ah is the interfacial energy between the two surfaces and p is the hardness of the softer of 
the two materials. The concept behind these relationships is that when junction separation 
occurs the stored elastic energy in a bonded fragment will cause that fragment to break off, 
if the elastic energy is greater than the interface energy. 

The combined concepts of a minimum load for transfer to occur and K being 
affected by load are illustrated and supported by the data shown in Figs. 3.13 and 3.14 
for unlubricated sliding between noble metal specimens. Figure 3.13 shows how Ovaries with 
load for unlubricated sliding between gold specimens. There are two stable regions for K , 
one below 5 g and the other above 30 g. These two transition points are close to the mini¬ 
mum loads for transfer and loose fragments to occur, respectively. Values of 1 and 25 g are 
estimated for these, using the simple models described (54). The data suggest that adhesive 
wear can only be characterized by a stable K value after the mean junction load exceeds 
the junction load required for the formation of a loose particle. At the same time the data 
support the concept that K becomes 0 at sufficiently low loads. The fact that in the graph K 
does not go to 0 and appears to stabilize below 5 g is attributed to the existence of other 
wear mechanisms. The appearance of wear scars for load under the minimum load for 
transfer indicates that the wear mechanism is some form of deformation. An example 
of such a wear scar is shown in Fig. 3.14. Note the absence of features suggestive of 
transfer. 

Since a higher plasticity index implies a higher mean junction load, a corollary to the 
requirement for a minimum load for transfer is that the probability for transfer would tend 
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Figure 3.13 Variation in K of Eq. (3.7) as a function of load for unlubricated, Au-Au sliding. 
(From Ref. 53.) 

to be higher with higher values of the index. Consequently, roughness conditions that 
increase the plasticity index would also tend to increase K. 

Transfer is rarely observed in nominal rolling and impact situations. When it is 
observed in such situations, traction and slip at the interface are generally present 
(55,56). Also, a greater degree of transfer and adhesion is observed when interfaces 
are pulled apart after they have been subjected to shear than when they have not 
(55-57). It is generally concluded from these observations that the probability for transfer 



Figure 3.14 Wear scar on silver, below the minimum load required for transfer. (From Ref. 53, 
reprinted with permission from John Wiley and Sons, Inc.) 
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is much lower when junctions are pulled apart than when sheared. As a consequence, 
adhesive wear is primarily considered to be a sliding wear mechanism. K is typically 
assume to be 0 for pure rolling and normal impact. In rolling and impact situations, it 
is generally assumed that any adhesive wear is the result of tangential motion, which 
may be present. 

In summary, the model for adhesive wear indicates that the major factor involved is 
the probability factor, K, which varies over several orders of magnitude. This factor is 
influenced by a wide variety of parameters, that may be grouped as follows: material pair 
compatibility, surface energies, lubrication, as well as the nature of asperity contact and 
load distributions. Also, adhesive wear is most probable in sliding wear situations but 
may occur in rolling and impact situations when there is slip and traction between the 
surfaces. 


3.3. SINGLE-CYCLE DEFORMATION MECHANISMS 

Single-cycle deformation mechanisms are deformation mechanisms that produce plastic 
deformation, permanent displacement, or removal of material in a single engagement. 
These processes result from the penetration of a softer body by a harder body. Common 
forms of this type of mechanism for sliding are plowing, wedge formation, cutting, and 
microcracking, which are illustrated in Fig. 3.15. Physical examples of three of these 
mechanisms, plowing, wedge formation and cutting, are shown in Fig. 3.16. An example 
of microcracking would be the fracturing that occurs when an ice pick is dragged across a 
piece of ice. The same generic mechanisms of plastic deformation and cracking are also 
possible for pure rolling and normal impact. In rolling and impact situations, cutting is 
also possible when there is some sliding or tangential motion involved. The micrographs 
shown in Fig. 3.17 provide additional examples of the damage resulting from these types 
of single-cycle deformation mechanisms. Single-cycle deformation mechanisms are the 
dominant mechanisms in abrasive and erosive wear situations, when the particles are 
harder than the wearing surface. 

It has been found that for sliding situations in which single-cycle deformation 
mechanisms dominate, the wear can be described by the following equation, which is 
the same form as that for adhesion [see Eq. (3.7)]. However, while the forms are the same, 
the coefficients are affected by different parameters 


V = 


KP X 

P 


(3.20) 


For single-cycle deformation mechanism, the following model provides a basis for this 
empirical relationship. 

The model assumes that the junctions between the two surfaces can be represented 
by an array of hard conical indenters of different sharpness plastically indenting and 
penetrating a softer surface. As relative sliding occurs the cones produce wear grooves 
in the softer surface, whose individual volumes are the cross-sectional area of the indenta¬ 
tion times the distance of sliding. The situation for a single cone is shown in Fig. 3.18. 

Since penetration hardness, p, is load divided by projected contact area, the load on 
an individual cone, P h is pa { , where a, is contact area for the individual cone. Only the 
leading surface of the cone is in contact. As a result, the projected contact area of a cone 
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Figure 3.15 Four single-cycle deformation mechanisms. (From Ref. 142, reprinted with permission 
from ASM International.) 


is iu'i /2. This results in the following for P{. 

2 

7i r- 

Pi = P-f (3-21) 

By consideration of the geometry of the contact, it can be shown that the cross-sectional 
area of the indentation is rf tan <),. The wear volume, d V\, produced in a sliding distance, 
d„r, by a single cone, is therefore given by 

d Vi = rf tan 0\ d.v (3.22) 

Combining with Eq. (3.21), integrating and summing over the array, the following 
expression is obtained total amount of wear, V. occurring for a sliding distance of x 

F =^{l> tan0 '} A ' ( 3 - 23 ) 

It is possible to convert this form to one using the total load, P, by using an effective value 
for tan 0;, tan ©. This is defined by the following equation: 


P tan 0 = ^2 Pi tan ft 


Using this effective value, the equation for V can be written as 

v = 2 -^P Px 

Tip 

Combing the constants with tan 6), Eq. (3.20) is obtained. 
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Figure 3.16 Changes in single-cycle deformation wear morphology as a function of increasing 
load. “A”, plowing, “B”, wedge formation; “C”, cutting. Load increases from A to C. (From 
Ref. 62, reprinted with permission from ASME.) 


In Table 3.5, values of K for different values of 0 are given. The equivalent included 
cone angle and surface roughness condition, as well as the range for some silicon carbide 
abrasive papers, are also given in this table (58). These suggest that the nominal range for 
K in typical situations is between 10 2 and 1. Empirical data from situations where this 
form of wear is known to dominate indicate a narrower but similar range, 2x10 2 to 
2x10“' (59). 

Empirical data also show that K is also affected by material properties and wear 
mechanism. Conceptually, these effects can be taken into account by modifying the 
relationship between indentation size and groove size. To account for these affects, it 
is assumed that a proportionality relationship exists between the area of the groove 
and the area of the indention, rather than being equal. This modifies the expression for 
tan 0 to the following: 

n 

P tan 0 = £^2^' tan (3.26) 

i=i 

In this expression, e is the ratio of the groove area to the indentation area, which can be 
affected by material properties, such as ductility, toughness, and elasticity, and vary with 
the mechanism. As a result, K, which is proportional to e, would also be influenced by these. 
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Figure 3.17 Examples of wear scar morphology on metal surfaces, resulting from various single¬ 
cycle deformation mechanisms during sliding contact. “A”-“D”, “F”, and “G” are from three- 
body abrasive wear situations. “E” is a wear scar resulting from a single sliding stroke between a 
hard ball and a softer flat. (“A" from Ref. 152, “B” from Ref. 148, “C” & “D” from Ref. 65, 
“E” from Ref. 67, “F” & “G” from Ref. 64. “A”, “B”, “C”, “D”, “F”, and “G” reprinted with 
permission from ASME. “E” reprinted with permission from Elsevier Sequoia S.A.) 


K values tend to be higher for microcracking and cutting then for plowing and wedge 
formation as a result of this effect. With microcracking cracks propagate beyond the 
indention, which results in material being removed beyond the indentation. Studies have 
indicated that the cracked area may be up to lOx the indentation area (60). Consequently, 
for microcracking, e would be greater than 1, and could be as large as 10. For plowing, 
wedge formation, and cutting, e would be less than or equal to 1, because of elastic 
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recovery. Any elastic recovery, which occurs, will result in the groove area being smaller 
than the indentation area. As a result, s would be less than 1 and would become smaller 
with larger degrees of recovery. With cutting, there is less recovery than with wedge 
formation and plowing. Therefore, e would tend to be larger for cutting than either of 
the two plastic deformation mechanisms. The difference between plowing and cutting is 
illustrated in Fig. 3.19. In this figure, the area of the groove produced by a stylus in a softer 
material is plotted as a function of attack angle. A transition from plowing and wedge 
formation to cutting occurs at a critical attack angle, a c . In the cutting region, the groove 
areas are larger and more sensitive to angle than in the plowing region. 

Since deformation characteristic, such as ductility, toughness, and elasticity, tend to 
be different with different classes of materials, K can be different for different classes 
of materials. K tends to be higher for brittle materials and lower for tougher and ductile 


Table 3.5 K Values for Different Cone Angles 


& (°) 

Cone angle (°) 

K 

R a (|rm) 

Abrasive papers 

0 

180 

0 



0.1 

179.8 

0.001 



0.7 

179 

0.008 

0.01 


1 

178 

0.01 

0.1 


5 

170 

0.06 

1 


10 

160 

0.1 


# 600 

20 

140 

0.2 



30 

120 

0.4 

10 


45 

90 

0.6 


# 100 

60 

60 

1.1 

100 


75 

30 

2.4 



80 

20 

3.6 



85 

10 

7.3 
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Figure 3.19 The effect of attack angle on chip formation for a hard stylus sliding against a softer 
metal surface. (From Ref. 176, reprinted with permission from Elsevier Sequoia S.A.) 

materials. Such an effect on K is shown in Fig. 3.20. In this figure, wear rate for three 
classes of materials is plotted as a function of hardness. For each class, the behavior with 
hardness is that given by Eq. (3.20). However, the value for K is different for each class. The 
large difference between carbon and the other two classes of materials is primarily related 
to the poorer ductility of carbon. With carbons microcracking typically occurs, resulting in 
additional material loss, while it does not with the metals or plastics. The smaller difference 
between plastics and metals is a result of the difference between cutting and plowing. It has 



Figure 3.20 The effect of hardness on the abrasive wear rate of different classes of materials. The 
data are for two-body abrasion, using 100 pm SiC paper. (From Ref. 58.) 
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been shown that the following relationship exists between the coefficient of friction, f.i, and 
the angle at which the transition from plowing to cutting takes place, a c (61-65): 


tan(90° — a c ) 


1 ~h 2 

2fi 


(3.27) 


Examination of this equation shows that lowering friction reduces the critical angle. Since 
the coefficient of friction with plastics is generally lower than with metals, cutting, which is 
more severe, is a more likely mechanism for plastics than for metals. 

Because of this relationship between the critical angle for cutting and friction, K can 
also be affected by lubrication. Values of K tend to be a factor of two to five times higher 
when lubrication is involved [(66); see Table 3.8]. There is also another possible explana¬ 
tion or contributing factor for the increase in K with lubrication. In addition to its effect 
on the critical attack angle, lubrication can also increase single-cycle deformation wear by 
its effect on debris accumulation. When wear debris is trapped between or coat surfaces, it 
tends to provide separation, reducing the amount of contact with and penetration by par¬ 
ticles or asperities, as is illustrated in Fig. 3.21. Lubrication tends to remove debris and 
prevent the buildup, which would result in more contact with the abrasives or asperities. 

Single-cycle deformation mechanisms are not limited to asperities and particle con¬ 
tacts. These mechanisms can also occur on a macro-scale and be associated with the gross 
geometry of the contacting bodies (57,67-69). A necessary condition for these mechanisms 
to occur is that the asperity, particle, or counterface be harder than the wearing surface. 
This is illustrated by the sharp decrease in abrasive wear that occurs when the surface 
becomes harder than the abrasive, as shown in Fig. 3.22. Consequently, making the sur¬ 
face harder than the counterface or abrasives can eliminate these mechanisms. 

As stated initially in this section, single-cycle deformation mechanisms can occur in 
rolling and impact situations, as well as in sliding situations. These mechanisms follow the 
same general trend as for sliding, as illustrated by the following equation for solid particle 
erosion: [(70); see Sec. 3.8] 


V = K 


,Mv~ 


(3.28) 


In this equation, M is the total mass of the particles producing the wear and v is particle 
speed. K! is similar to K. It is a function of particle profile, that is, sharpness, and material 
properties and mechanism affect its value in the same manner as with K. It is also affected 
by incident angle, because of changes in mechanisms (see Sec. 3.8). 

Some major trends for single-cycle deformation wear mechanisms are: (1) they only 
occur when the surface is softer than the counterface or particle, (2) wear volume is inver¬ 
sely proportional to hardness, and (3) plastic deformation or ductile mechanisms are 
milder than cracking or cutting. There is a fourth trend related to elasticity. Except for 
the difference in elasticity between elastomers and other classes of materials, K is generally 
not affected by differences in elasticity. K values with elastomers tend to be 0 or much 
lower than with other materials for plowing and wedge formation as a result of their abil¬ 
ity to recovery from very large strains. This difference in elasticity is usually not a signifi¬ 
cant factor with cutting and K values are unaffected for this mechanism (58). 

Except in abrasive situations and some sliding situations involving soft materials and 
very rough surfaces, that is, file-like surfaces, single-cycle wear mechanisms tend to become 
less significant as wear progresses. This is generally attributed to changes that take place as 
a result of wear and the emergence of other mechanisms. Typical changes that contribute 
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Figure 3.21 “A” shows the wear behavior of several polymers sliding against SiC-coated abrasive 
paper. The decrease in wear rate with number of cycles is attributed to the accumulation of polymer 
wear debris on the surface of the paper. The effect of this on the contact situation is illustrated in 
“B”. The polymer film tends to protect the surface from contact with the abrasive particles. (From 
Ref. 156, reprinted with permission from Elsevier Science Publishers.) 

to the reduction of single-cycle wear are reduction in the average junction stress and asso¬ 
ciated penetration, as described in Sec. 3.2 on adhesion, increased conformity of surfaces, 
and as well as strain-hardening with some materials. An example of this reduction in sig¬ 
nificance is shown in Fig. 3.23 for the case of lubricated sliding wear of Cu. As can be seen 
in the figure, striations, indicative of plowing, are the dominant feature initially. As sliding 
continues, these features become less pronounced and features indicative of repeated-cycle 
deformation mechanism appear and become the dominant ones. 
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Figure 3.22 Transition in wear behavior when the wearing material becomes harder than the abra¬ 
sive. (From Ref. 177.) 


3.4. REPEATED-CYCLE DEFORMATION MECHANISMS 

Repeated-cycle deformation mechanisms are wear mechanisms that require repeated 
cycles of deformation. There are a number of these mechanisms. Some of these mechan¬ 
isms involve progressive deformation processes, like creep, compression set, and subsur¬ 
face flow. However, these are usually limited to particular types of materials in specific 
wear situations. The more general ones, surface fatigue, delamination, and ratcheting 
involve fatigue-like or fatigue processes. Such processes involve the accumulation of plas¬ 
tic strain, which ultimately leads to the nucleation and propagation of cracks or fracture, 
which is similar to conventional fatigue. Micrographs of wear scars associated with these 
common forms are shown in Figs. 3.24, 3.25, 3.27 and 3.30-3.32. Examples of creep and 
subsurface flow are shown in Fig. 3.26. In general, the severity of these mechanisms is pro¬ 
portional to some power, often high, of the ratio of an operating stress to a strength prop¬ 
erty of the material, such as contact pressure to compressive yield stress. The exact form 
depends on material and wear mechanism. As a class, repeated-cycle deformation mechan¬ 
isms are not limited to a particular type of motion. They can occur as a result of sliding, 
rolling, or impact. They are also not limited to contact between two bodies but can occur 
as a result of contact between surface and abrasive particles. However, they only are 
important in the latter case when the surface is harder than the particle. 

Surface fatigue is a generic term used for repeated-cycle deformation wear mechan¬ 
isms that result from fatigue processes, which occur on and below the surface of contact. 
These processes result in the formation of cracks and crack networks on and below the 
surface and in deformed material. Such processes can also result in the formation of pits. 
Examples of these features are shown in Figs. 3.24, 3.25, 3.27 and 3.30-3.32. Delamination 
is a particular form of surface fatigue, which is related to the accumulation of 
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Figure 3.23 Changes in wear scar appearance as a function of the amount of sliding. Data are for 
lubricated sliding between a steel sphere and a single crystal copper flat. (From Ref. 20.) 


dislocations in a narrow band below the surface. This type of wear is illustrated in Fig. 3.27. 
Ratcheting is another particular form of repeated-cycle deformation wear that is based 
on incremental plastic flow, the accumulation of plastic strain, and mechanical 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 




Figure 3.24 Examples of surface fatigue wear in metals under conditions of normal impact (A-D) 
and rolling (E-H). (“A”—“D” from Ref. 75; “E”-“G” from Ref. 73; “H” from Ref. 71; (“A”-“D” 
reprinted with permission from Elsevier Science Publishers; “E”, original source The Torrington 
Co., and “F” and “G” reprinted with permission from Texaco’s magazine Lubrication'. “H” rep¬ 
rinted with permission from ASME.) 

shakedown. This is illustrated in Fig. 3.28. Again fracture ultimately results from crack 
formation and propagation, that is, fatigue. 

The common concept associated with the typical forms of repeated-cycle deforma¬ 
tion wear is fatigue or, more appropriately, fatigue wear. The basic concept of fatigue wear 
is that with repeated sliding, rolling, or impacting, material in the vicinity of the surface 
experiences cyclic stress. As a result of this, stress cycling, plastic strain accumulates 
and cracks are ultimately formed. With further cycling, the cracks propagate, eventually 
intersecting with the surface and themselves. These intersections then produce free parti¬ 
cles, which are easily removed from the surface by a subsequent motion. This worn surface 
also experiences stress cycling and the process continues, resulting in progressive loss of 
material from the surface. This concept is illustrated in Fig. 3.29. 

This type of wear mechanism is most evident in rolling and impact wear situations, 
where it is generally recognized as the principal mechanism (71-75). Figs. 3.24 and 3.30 
show examples of fatigue wear under such conditions. Fatigue wear is also possible with 
sliding (21,23,25,76-78). Examples are shown in Figs. 3.25, 3.27, 3.31 and 3.32. In the case 
of rolling and to a lesser degree with impact, the topological features of the wear scar are 
often quite suggestive of crack initiation and propagation. Under sliding conditions, the 
topological features are generally not as suggestive. There are several reasons for this. 
Features associated with adhesive and abrasive mechanisms frequently confound the 
appearance in sliding situations. Smearing on the surface also tends to hide surface cracks 
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Figure 3.24 ( continued) 


with sliding. In addition, the crack network under rolling and impact tends to be more 
macroscopic or coarser than those often encountered under sliding conditions and fre¬ 
quently result in larger particles or pits being formed. This tends to make fatigue features 
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Figure 3.25 Examples of surface fatigue wear in metals (“A”, “B”, and “C”) and plastics (“D”) as 
a result of sliding. (“A” from Ref. 9; “B” from Ref. 24; “C” from Ref. 20; “D” from Ref. 21; A” and 
“D” reprinted with permission from ASME; “B” and “C” reprinted with permission from Elsevier 
Sequoia S.A.) 
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Figure 3.26 “A” shows the wear of a lead coated c-ring as a result of small amplitude oscillations, 
which results from creep. An example of wear resulting from progressive subsurface flow is shown in 
"B". These micrographs show the wear of an electrical tab on a circuit board as a result of small 
amplitude oscillations. The left-hand micrograph shows the deformation of the substrate. “C” shows 
the worn surface of an elastomer slab subjected to repeated impact. Two modes are shown. In the 
left-hand micrograph, there is no material loss but the material is permanently deformed, which 
results from a compression set type of behavior. In the right-hand, there is material loss resulting 
from fatigue. (“A” is from Ref. 178, “B” is from Ref. 179, “C” is from Ref. 180.) 
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Figure 3.27 Crack structure in delamination wear. (From Ref. 24, reprinted with permission from 
Elsevier Sequoia S.A.) 


more easily detected in the case of rolling and impact. Because of these aspects, often the 
only way to determine the existence of cracks under sliding conditions is by means of 
microscopic examination of cross-sections through the worn surface, such as those shown 
in Figs. 3.25b, 3.27, 3.30, 3.31b and 3.32d. Magnifications of several hundred times or 
more are generally required for this. 

While fatigue wear and fatigue, that is structural fatigue, share a common basic con¬ 
cept, namely the formation and propagation of cracks, they have different characteristics. 
While both have an incubation period, the periods are not the same. With fatigue, the 
incubation period is the period of crack formation. With fatigue wear the incubation per¬ 
iod extends beyond this. For fatigue wear, the incubation period involves the propagation 
of the cracks to the surface and generally the formation of loose particles. Some topolo¬ 
gical changes might be evident during this initial period of fatigue wear, including some 
evidence of plastic deformation. However, there is no loss of material from the surface 
or formation of free particles. There are also further distinctions between fatigue wear 
and fatigue. With fatigue, the process simply involves the formation and propagation 
of cracks. With fatigue wear the process is a continuous cycle of crack formation, 


stress 



Figure 3.28 Conceptual illustration of the ratcheting wear mechanism. The diagram shows the 
accumulation of strain as a result of repeated stress cycling, which leads to fracture. 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 









Figure 3.29 General model for surface fatigue wear. Stage I, stress cycling of surface; Stage II, 
nucleation of cracks in near-surface regions; Stage III, crack growth; Stage IV, crack coalescence; 
Stage V, crack intersection with surface; Stage VI, formation of loose particles. 


propagation, and removal. For fatigue, most materials exhibit an endurance limit, that is, 
a stress level below which fracture will not occur. In the case of fatigue wear, there does 
not appear to be such a limit at least in terms of macroscopic loads and stresses. For prac¬ 
tical load conditions, no matter how small the load or stress, sufficient rolling, sliding or 
impact results in the generation of fatigue wear. A further difference is that with fatigue a 
distinction is often made between low cycle fatigue and high cycle fatigue. A similar dis¬ 
tinction is not made with fatigue wear. 

For rolling situations, there is a generally accepted empirical relationship between 
load and the number of revolution defining the incubation period (77,79-81). The general 
form of the relationship for both point and line contact situations is 

NiP[ = N 2 P% (3.29) 

where N\ is the number of revolutions required for a load of I\ and N 2 the number of 
revolutions required for a load of P 2 ■ For point contact situations, such as in a ball 
bearing, n is 3; for line contact, such as in a roller bearing, n is 10/3. Frequently this 
relationship is referred to as Palmgren’s equation (81,82). A more fundamental form of 
this equation relates stress to number of revolutions. Since according to elastic contact 
theory (83), the maximum stress in a point contact situation, S m , is proportional to / ,l 3 , 
the stress form of Eq. (3.29) becomes 

N l ^ n =N 2 = Sl (3.30) 

Similar relationships exist for sliding and impact, as described later in this section (21,84). 

The progression of wear scar morphology for fatigue wear under sliding conditions 
was studied in Cu. (21) The sliding system consisted of a hardened steel sphere sliding 
back and forth across the flat surface of Cu single crystals. Boundary lubrication was used 
and stress levels were maintained well under the yield point of the Cu. Three stages were 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 




Figure 3.30 Examples of cracks formed under impact conditions. (From Ref. 181, reprinted with 
permission from ASME.) 


identified and are shown in Fig. 3.32. In the first stage, grooves and striations in the direc¬ 
tion of sliding were the predominate feature. There was no material loss and the topo¬ 
graphy would suggest single-cycle deformation. During this stage, as sliding increased, the 
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Figure 3.31 Crack structure in extrusion wear. In “A”, the surface morphology of the wear scar is 
shown. In “B”, a view of the cross-section through the wear scar. (From Ref. 87, reprinted with 
permission from ASME.) 


density or number of these grooves increased. In the second stage, damage features per¬ 
pendicular to the sliding direction appeared. Again, there was no loss of material. This fea¬ 
ture, termed crosshatching, implied something other than a single-cycle deformation mode 
was occurring. As sliding continues in this stage, the crosshatching became more pro¬ 
nounced until ultimately spalling and flaking occurred. This is the start of the third and 
final stage. In this stage, material loss occurs and, with continued sliding, a wear groove 
of increasing depth is formed. The start of the third stage was considered to be the end 
of the incubation period. 

The striations of the first stage are the result of local stress systems associated with 
individual asperity contact. However, the crosshatching features occur over many stria¬ 
tions and are therefore probably associated with the overall stress system associated with 
the macro-geometry of the contact. This feature is also considered to be associated with 
the initiation and growth of subsurface cracks. Micrographs of cross-sections through 
the wear scar confirmed the existence of sub-surface cracks in this situation, as shown 
in Fig. 3.32d. 

In the same study, it was found that the number of cycles required to initiate the 
third stage could be correlated to the maximum shear stress associated with the macro¬ 
geometry. In fact, a relationship identical to Eq. (3.30) was found. This correlation is 
shown in Fig. 3.33. It is significant to note that the same type of correlation with stress 
is found in impact wear situations when the macro-stresses are within the elastic limit 
of the materials (84). As stated earlier, a similar correlation is found with rolling. 
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Figure 3.32 The morphology of the three stages of sliding fatigue wear observed in Cu. The initial 
stage is shown in “A”. The intermediate stage is shown in “B” and the final, in “C”.”D”, which is a 
TEM of a region below the surface of the wear scar, shows the subsurface cracks found in the final 
stage. (From Ref. 20, reprinted with permission from Elsevier Sequoia S.A.) 


Wear scar morphology, similar to the stage three morphology observed with the Cu 
single crystal, and cracks have been observed in many sliding systems (23,25,76,77,85—87). 
While this is the case, the nature of the crack systems is frequently different. The micro¬ 
graphs in Figs. 3.27 and 3.31 serve to illustrate these points. Many of the topological fea¬ 
tures of the wear scars shown in these two figures are similar to those associated with 
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Figure 3.32 ( continued ) 


stages three Cu wear. However, it is apparent that the crack systems in each of these three 
cases are different. In Fig. 3.27, the cracks are near and parallel to the surface. This mode 
was termed delamination wear and was described in terms of dislocation behavior (25,77). 
In Fig. 3.31, cracks form at the base of extruded wedges or lips. This mode is sometimes 
referred to as extrusion wear (87). In Fig. 3.32d, it can be seen that in low stress sliding 
wear of Cu, the cracks had a more random orientation and extended well below the 
surface. 
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Figure 3.33 The number of cycles required to produce the second stage in the fatigue wear of Cu 
as a function of shear stress. (From Ref. 20.) 


The crack systems found in sliding are generally different from those found under 
rolling and impact conditions. Figure 3.30 shows some examples of the crack systems for 
impact. The wear scar topography also varies with the situation, as can be seen by compar¬ 
ing the micrographs in Figs. 3.24, 3.27, 3.31 and 3.32. For impact and rolling, features sug¬ 
gestive of sliding are not evident. Also, in the case of rolling, the features tend to be coarser 
or larger than typically found in sliding situations. The variation in crack systems and pat¬ 
terns can be related to the response of materials to different stress systems. 

Because of this strong influence of stress on fatigue wear, it is worthwhile to consider 
the nature of the stress systems associated with different contact situations, prior to dis¬ 
cussing formulations for fatigue wear. Conceptually, the stress system occurring in a wear 
contact can be separated into two parts. One part may be termed the macro-stress system 
and is related to the overall geometry or shape of the contacting members, that is, the 
features that relate to the apparent area of contact. The second part is the micro-stress sys¬ 
tem and this is governed by local geometry associated with the asperities. This concept is 
illustrated graphically in Fig. 3.34. 

For the macro-system, there are two general types of contact situations which are 
illustrated in Fig. 3.35. One is a conforming situation, such as a flat against a flat or 
a sphere in a socket of the same radius. The second is a nonconforming contact situation, 
such as a sphere against a plane, two cylinders in contact, or sphere in a socket of a larger 
radius. For the conforming situation, the pressure distribution across the surface is 
uniform and the stress level is highest on the surface, decreasing with distance from the 
surface. For the nonconforming case, the situation is quite different. Hertz contact theory 
shows that in this case the pressure is greatest in the middle of the contact and that the 
maximum shear stress is below the surface at a distance of approximately a third of the 
radius of the apparent contact area (83). It also has a value of approximately one-third 
of the maximum contact pressure. In this case, significant stress can occur well below 
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Figure 3.34 General nature of the stress field in contact situation, illustrating the relative effects 
of contact geometry and asperities on stress. 


the surface, up to depths comparable to contact dimensions. The comparative nature of 
these two contact situations is illustrated in Fig. 3.36. 

When shear or traction is applied to the interface, the macro-stress system is modi¬ 
fied. The modification is most significant at or near the surface since the shear decays 
rapidly as a function of depth (88). With fi as the coefficient of friction and q(x) as the 
pressure distribution, nq(x) is the traction across the contact. For the case of a conforming 
contact, the maximum shear stress is on the surface and can be shown to be approximately 
</„((). 2 5 + /r) l/2 , where q D is the contact pressure. For the nonconforming case, the max¬ 
imum shear stress can occur either on the surface or beneath the surface, depending on the 
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Nonconforming 

Figure 3.35 Examples of conforming and nonconforming contacts. “A”, a cylinder in a groove of 
matching radius, “B”, a flat on a flat, and “C”, a sphere in a spherical seat of matching radius, are 
examples of conforming contacts. “D”, a cylinder in a hole of larger radius, “E”, parallel cylinders, 
and “F”, a sphere on a flat, are examples of nonconforming contacts. 
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Figure 3.36 Comparison of the stress fields associated with conforming and nonconforming 
contacts. 


value of /(. For nonconforming contacts, the maximum shear stress on the surface is 
approximately fiq a , where q Q is the maximum pressure. This is also the maximum shear 
stress if /i is greater than 0.3. If /( is less than 0.3, it would be below the surface and 
approximately 0.3 q Q . A consequence of this is that for a nonconforming contact situation, 
lubrication cannot only modify the stress level but also the stress distribution, as illu¬ 
strated by the change in the location of maximum stress. 

The pressure distribution associated with the macro-system can effect the load dis¬ 
tribution across the asperities, as illustrated in Fig. 3.37. Since the pressure distributions 
are different for conforming and nonconforming contact, the micro-stress systems for 
these two general types of contact will also be different. For nonconforming contacts, 
asperities in the center of the contact region will tend to be loaded higher than asperities 
near the edges of the contact region. For conforming contacts, the loading will be more 
uniform. 

While asperities have curvature, the micro-stress fields can be of two types. If the 
asperity is plastically deformed, the stress field will have the characteristics of a conform¬ 
ing contact. If elastically deformed, the stress field will have the characteristics of a non- 
conforming contact. 

When considering stress in wearing contacts, a further aspect has to be recognized. 
This is that wear generally changes the micro- and macro-geometrical features of the sur¬ 
faces in contact. As a result, there can be changes in the two stress systems associated with 
the contact. The magnitude of the stresses can change as a result of changes in the real and 
apparent areas of contact, as well as the stress distribution. As discussed in Sec. 3.2, wear 
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Figure 3.37 Effects of the macro-contact stress distribution on asperity load distribution. 

also tends to reduce the plasticity index, implying that asperity deformations become more 
elastic with wear (37). Wear will also cause an initial nonconforming contact to become a 
conforming contact, changing the nature of the macro-stress system and increasing the 
apparent area of contact, as illustrated in Fig. 3.38. 

Different features of the wear can be related to these two stress systems. For exam¬ 
ple, grooving and striations in the direction of sliding can be related to the micro-stress. 
Also, the general nature of the cracks and crack system can be related to these stress sys¬ 
tems. The effect of the macro-stress system on crack formation, illustrated in Fig. 3.39, is 
an example of this. Also, differences between the wear scars, which are shown in Figs. 3.24, 
3.27 and 3.30-3.32, can be related to the stress conditions of the tests. In the examples 
of sliding that are shown in Figs. 3.27 and 3.31 the contacts were conforming, that 
is, flat-against-flat. They were also unlubricated and as a result the coefficient of fric¬ 
tion, (i, was high. In these cases, the significant stress would be confined to a small region 
near the surface, essentially at the asperity level and the micro-stress system would be the 
predominate system. In these cases near-surface cracking is found, as well as surface fea¬ 
tures related to asperity contact. In the rolling contacts, the macro-geometry was noncon¬ 
forming and there was negligible friction and traction. The initial geometry in the 
experiments with Cu was also nonconforming and the tests were performed with lubrica¬ 
tion, which resulted in a low value for fx. In this case, the nonconforming nature of the 
contact would remain until the end of the incubation period. At this point, material loss 
would result in a change to a conforming contact. In these two situations, significant stres¬ 
ses would occur well beyond that near-surface region and the macro-stress would be sig¬ 
nificant. For the sliding wear of Cu, as shown in those figures, the micro-stress system 
would become more significant beyond the incubation period, since the geometry would 
then become conforming. Also, the average stress level would decrease as a result of 
increasing contact area. For impact the contacts were initially nonconforming and 
approach conformity with wear. In these situations, wear behavior is related to the 
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Figure 3.38 The changing nature of the contact situation that occurs in the case of a hard steel 
sphere sliding against a soft copper flat. 

macro-stress system and significant stresses occur well below the surface (75). In these 
three cases, rolling, impact and low-stress sliding, sub-surface cracking is found and 
damage related to asperity contact is not evident, except for the initial stages of sliding 
wear. 

The main features of several of the models proposed for fatigue wear after the incu¬ 
bation period can be illustrated by the consideration of an idealized and simple model. 
Assume that the sliding system can be approximated by a smooth, flat surface of area, 
A. d , sliding against a flat, rough surface, which has by an exponential distribution of aspe¬ 
rities of different heights and a tip radius of f). Further, assume that the wear is confined to 
the smooth flat surface. This situation is shown in Fig. 3.40. The key assumption in these 
models is that the formation of a fatigue wear particle can be described by Wohler’s equa¬ 
tion for fatigue (89), namely, 



(3.31) 


In this equation, N f is the number of cycles to failure at a stress level of .S' and .S 0 is the 
stress level required to produce failure in a single stress cycle. Both t and .S 0 are material 
dependent. 

On the macro-scale, the contact situation considered is a conforming one. Hence, the 
principal stress system will be associated with the asperity contact conditions. In a fatigue 
wear situation, any initial plastic loading conditions would modify asperity geometry so 
that the material would respond elastically in subsequent load cycles. Consequently, it 
is generally assumed for fatigue wear that the asperity contacts can be described by elastic 
contact theory. In the assumed situation, the asperity contacts can be approximated by a 
sphere pressed against a flat surface, a situation that is covered by Hertzian contact theory 
(83). The principal equations governing this situation are: 


q 0 = 0.58 p'Vi e* 2 ^ 


(3.32) 


a' = 0.91/ >,1/3 j 8 i/3 j E'*- 1 / 3 


(3.33) 



(3.34) 
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Figure 3.39 Examples of the influence of the nature of the stress system on crack formation. (From 
Ref. 63.) 

where q a is the maximum contact pressure at the asperity contact, a', the radius of the con¬ 
tact spot, P', the load on the asperity, and £"s and i/s, the Young’s modulus and Poisson's 
ratio for the two materials in contact. Assuming that the load is uniformily distributed 
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wearing surface 



Figure 3.40 Contact situation between a smooth surface and a rough surface, used in the develop¬ 
ment of a fatigue wear model. It is assumed that the rough surface can be characterized by an asper¬ 
ity distribution of different heights but the same tip radius. 


over the asperities, 


P' 


P 

<&A a 


(3.35) 


where P is the load between the two surfaces and O is the number of asperities per unit 
area in contact at load P. 

While shear stress is frequently related to fatigue behavior, some studies have indi¬ 
cated that, in the case of wear, it can be correlated with the maximum tensile stress, which 
occurs at the leading edge of the contact area (90). This is not significant in the develop¬ 
ment of the model since both are proportional to the maximum contact pressure. The 
maximum shear stress is either \iq Q or 0.31 q a with the former occurring at the interface 
and the latter at a distance of approximately 0.3a' below the asperity tip. The maximum 
tensile stress is approximately 0.5 /.iq 0 . All of these cases can be covered by the following 
relationship: 

S = Tqo (3.36) 


In this form, T can be viewed as an empirically determined coefficient, which is material 
dependent. Ultimately, a zone of the surface will experience enough loading cycles so that 
a free particle will form. Assuming that the dimensions of this particle can be approxi¬ 
mated by the dimensions of the region of significant stress under the contact, the volume 
of the fragment may be estimated. This may be approximated as a spherical shell of dia¬ 
meter 2a' and depth 0.3a'. In that case it can be shown that the volume of the wear frag¬ 
ment, v', is given by 


036P'/] 

E* 


(3.37) 


For a sliding distance of L the number of stress cycles the surface will experience is given 
by L® 12 . The number of times a wear fragment will form during this amount of sliding is, 
therefore, Ld> l/2 /A r and the total volume, V, that is lost is given by 


v'® 3/2 A a L 

Af 


(3.38) 


Using the relationships developed for flat rough surfaces, it can be shown that for an expo¬ 
nential distribution of asperity heights with a standard deviation of a, ® is given by the 
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following equation (37): 



K E*p l/2 <jy 2 , 


(3.39) 


Substituting in Eq. (3.38) and reducing, the following equation is obtained: 


where 


V = QMGT'P 1 - S L 

(3.40) 

Q = 0.42 x 0.64' 

(3.41) 

£*(t- 1.5)/3 

M = 

S '0 

(3.42) 

a (t- 1.5)/2 



(3.43) 


This simple model provides a general identification of the typical parameters, which influ¬ 
ence fatigue wear. Fatigue parameters of the material are one type of parameter which 
affect fatigue wear, as illustrated by t and S 0 in the wear equation. In addition several 
of what might be termed mechanical parameters of the system are also involved. These 
are the geometrical features of the surfaces (roughness and apparent area of contact), load, 
elastic constants of the materials (Young’s modulus and Poisson’s ratio), and the co¬ 
efficient of friction of the material pair. The significance of individual parameters is influ¬ 
enced by the overall fatigue behavior of the material, as illustrated by the effect of f, the 
exponent of Wohler’s equation, on exponents associated with these parameters. This over¬ 
riding influence of the fatigue behavior can be illustrated with the present model by noting 
that in fatigue studies values of t as low as 2 and in excess of 20 have been found for dif¬ 
ferent materials (78,90). 

While the general nature of this equation for fatigue wear does not change with the 
nature of the asperity distribution, the exponents can change. For example, if a uniform 
distribution is assumed, the following is obtained: 


V =QMGF , P {l+,/3) L 

(3.44) 

Q = 0.36 x 0.58' 

(3.45) 

£*( 2f/3-l) 


M = s , 

(3.46) 

Q 1 

( j,(r/3-0.5) yl r/3^(2r/3-l) 

(3.47) 


As illustrated by these results, different fatigue relationships and assumptions regarding 
asperity loading and distributions can affect the dependency on load. Other models for 
fatigue wear and experimental data indicate that the load dependency can generally be 
represented by a power relationship, P". While some models for fatigue wear result in 
values of n near 1 for specific conditions, significantly larger values, for example, 3 or 
larger are also possible (26,27,78,85,86,91,92). Equations (3.40) and (3.44) illustrate this. 
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This range of n values is consistent with empirical observations. For example, the wear 
test data for bainitic steels, shown in Fig. 3.41, indicate a range of 2-6 for n. In studies 
by the author values in the range of > 1 to <4 have been observed, as well (93). 
On the other hand, a near-linear relationship was found in some studies of polymer 
wear (94). 

Theoretical models and empirical observations suggest that the general form for fati¬ 
gue-like repeated-cycle deformation wear is 

V = KP”S , n > 1 (3.48) 

where S is the distance of sliding. For rolling and impact, S can be replaced by number of 
impacts or revolutions. As can be inferred by comparison with Eqs. (3.40) and (3.44), 
K depends on a range of material and contact parameters, as well as the type of fatigue 
process, but not directly on hardness. As a result, there are two significant differences 
between this equation and the ones for adhesive, Eq. (3.7), and single-cycle deformation 
wear, Eq. (3.25). One is that the relationship for repeated-cycle deformation does not 
contain an explicit dependency on hardness as the ones for adhesive and single-cycle 
deformation wear. The other is that the dependency on load is different. For adhesion 
and single-cycle deformation, there is a linear relationship, while for repeated-cycle defor¬ 
mation, it is generally non-linear. Models and empirical information indicate that n is a 
function of materials, wear process, and asperity distribution. 



Load (kg) 

Figure 3.41 The effect of load on the unlubricated sliding wear of several bainitic steels. (From 
Ref. 96.) 
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The dependency of fatigue wear on the radius of the asperity tip, fi, was investigated 
for a variety of materials (95). In general, a high-order dependency on [l was found. Some 
of the data are shown in Fig. 3.42. These data suggest that wear rate is proportional to /T 6 
or /> 5 for several of the system investigated. In terms of the Wohler-based models, this 
implies a value of the order of 10 for t, which is similar to the exponents relating stress 
and incubation cycles, as illustrated by Eq. (3.30). 

More fundamental approaches to fatigue wear have also been proposed, such as 
dislocation theory (26,27,96), and fracture mechanics (85,86). These models, while indi¬ 
cating some of the underlying features and concerns in fatigue wear, have not been as 
useful in practice, as the models or concepts based on more simple engineering concepts 
for fatigue or using Eq. (3.44) as an empirical relationship. However, such concepts can 
provide some insight into the relative behavior of different materials with respect to this 
type of wear. 

Because of the incubation period of fatigue-like repeated-cycle deformation mechan¬ 
isms, these mechanisms tend not to be significant in the early stages of wear or early life of 
a component. Adhesive and single-cycle deformation mechanisms tend to be more signifi¬ 
cant in these. Fatigue-like mechanisms become more significant and often are the domi¬ 
nant mechanisms in later stages of wear associated with long-term behavior. The 
severity of the wear resulting from repeated-cycle deformation mechanisms tend to be pro¬ 
portional to (stress/strength parameter)The exponent is typically greater than 1 and can 
be high, for example, in the range of 10. However, the strength parameter is generally 
something other than hardness. 



Figure 3.42 Effect of asperity radius on initial wear rate of several materials sliding against an 
unlubricated mild steel surface. (From Ref. 22.) 
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3.5. OXIDATIVE WEAR PROCESSES 


The basic concept for these processes is that wear occurs by the continuous removal of 
oxide layers as a result of sliding contact between asperities. In between contacts, the oxide 
regrows on these denuded areas of the surface and is again removed with subsequent 
asperity engagement. Characteristic of such processes is the formation of a glassy-like 
layer on the surface and subsequent appearance of fractures and denuded regions in the 
layer (97,98). Examples of this are shown in Fig. 3.43. Under these conditions, the wear 
rate is generally low and fine wear particles of oxides are observed. 

A simple model for metals can be used to describe the basic elements of oxidative 
wear (99,100). The implicit assumption of the model is that the weakest point is at the 
interface between the substrate and the oxide and that as the result of sliding engagement 
the oxide layer flakes off at the interface, much like a coating or plating with poor adhe¬ 
sion. The overall sequence is shown in Fig. 3.44. 

It is assumed that the real area of contact can be represented as a uniform array of 
circular junctions as shown in Fig. 3.45. The wear rate associated with a junction, w h is 
given by 


nerd 

(3.49) 

H '“ 2 a 

nad 

(3.50) 

Wi = ~T 


where 2 a is the diameter of the circular junction and d is the thickness of the oxide film. 
The wear rate of the surface would then be 


nnad 



(3.51) 


where n is the number of junctions. 

Assume that the growth of the oxide follows a logarithmic law, which is generally 
true for the initial growth on clean metal surfaces (99). In this case, the thickness, d, is 
given by the following equation: 

d=P ln( f +l) (3.52) 


where t is time and j> and t are parameters associated with the kinetics of the oxidation 
process. /? is a constant dependent on material and temperature and x is a constant depen¬ 
dent on material. Assuming that each time a junction is formed, the oxide layer is 
removed, t would be the average time it takes for a junction to reform. If S is the average 
spacing between junctions, 


t = 


S 

v 


(3.53) 


where v is the sliding velocity. For many sliding situations, this relationship may be sim¬ 
plified by noting that t/x is frequently less than 1. For example, for the case of iron, x is in 
the range of seconds. For a sliding speed of 0.01 in./s and asperity spacing of 0.002 in., t is 
less than 1 s. Hence, for sliding Eq. (3.52) can be written as 




Pt 


(3.54) 
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Figure 3.43 Examples of sliding wear surfaces after the formation of an oxide layer. In “A”, the 
layer appears continuous and uniform. In “B” and “C”, the layers are cracked and fractured. “A" 
and “C” are for self-mated unlubricated fretting between Inconel specimens at elevated temperature, 
540°C and 700°C, respectively. “B” shows the appearance of the wear scar on a steel pin after sliding 
on an unlubricated molybdenum disk. (“A” and “C”, from Ref. 1B2; “B”, from Ref. A107; reprinted 
with permission from ASME.) 
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Figure 3.44 Model for oxidative wear. 
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Figure 3.45 Junction array used with model for oxidative wear. 
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(3.56) 


The average spacing of junctions, S, is given by 



where A a is the apparent area of contact. Assume that the oxide layer is too thin to sig¬ 
nificantly affect the mechanical properties of the surface and consequently the contact 
situation. Assuming that the asperities are plastically deformed, the real area of contact 
is equal to the load, P, divided by the penetration hardness of the softer material, p. Con¬ 
sequently, 


P 

na 2 p 


(3.57) 


Utilizing these relationships, it can be shown that 


w = 



or 


W = 



(3.58) 


(3.59) 


where W is the volume of wear and L is the distance of sliding. 

The same equation would result if one did not assume that the oxide is always 
removed at each junction formation. If K is the probability that the rupture of a junction 
would result in the formation of a wear particle, the average time for oxide growth would 
be K -1 (S/v) and the K’s would cancel in the final expression. Simply, this means that fre¬ 
quent removal of a thin oxide layer is equivalent to infrequent removal of thick oxide layer. 

Other assumptions regarding the real area of contact can modify the dependencies 
on mechanical parameters. For example, a refined version of this model, which assumes 
that the surface topography is described as a Gaussian distribution of conical asperities, 
results in the following equation for W (101): 




L _ 

V xigtim) 


where 


m 


i 

( 2 W 1 


Q ~en 


(3.60) 


(3.61) 


£ = 


t 

G 


(3.62) 
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T is the separation of the center lines of the surfaces and a is the composite surface rough¬ 
ness for the surfaces. £ 0 is the value of c corresponding to the separation when there is 
initial contact. As can be seen by comparison of the two equations for W, the dependencies 
on the reaction parameters and speed remained the same but the dependencies on appar¬ 
ent area of contact, load, and hardness changed. Analysis of the term in the bracket shows 
that while £ depends on both load and roughness, its value is almost independent of load, 
hardness, and roughness (101). This does not mean, however, that the wear is independent 
of these parameters. As was stated previously, fi is a function of temperature. This implies 
that /I is also a function of load, hardness, and sliding speed. 

In general, {> is related to temperature by means of an Arrhenius type of relationship, 
namely, 


/? = &> e 


QJRT 


(3.63) 


where />„ is the Arrhenius constant for the reaction, Q 0 is the activation energy associated 
with the oxide, R is the gas constant, and T is the temperature of the surface. On the basis 
of a simple model for asperity temperature (102), T can be related to P, p and v by the 
following: 


T = 


T 0 + 


pP*v 

4J(k\ + k 2 )a 


(3.64) 


where T 0 is the nominal temperature of the surface; //, the coefficient of friction; P*, the 
load on the junction; a, the radius of the junction; /, Joule’s constant; the IPs are the ther¬ 
mal conductivities of the two bodies. P* and a are functions of P, p, and the asperity dis¬ 
tribution as illustrated by Eq. (3.57). (See Sec. 3.6 for a discussion of frictional heating and 
alternate equations for T.) 

This simple model for oxidative wear indicates the various factors or parameters of a 
tribosystem that can influence these types of mechanisms. These processes are dependent 
on the chemical nature of the surface, reaction kinetics, mechanical and thermal properties 
of the materials, micro- and macro-geometrical features of the two surfaces, and operating 
conditions, that is, load, speed, and environment. 

It has been shown that a similar model can be used to describe some of the general 
trends observed for cases of dry, sliding wear of steel surfaces (98,103,104). In this model, 
it is assumed that there is a thin layer of oxide on the surface at all times. Since the growth 
rate on clean surfaces and on oxidized surfaces tend to be different, this model uses a dif¬ 
ferent relationship for oxide growth. Growth on oxide layers tends to follow a parabolic 
relationship rather than a logarithmic one. As a result, this model uses the following equa¬ 
tion rather than Eq. (3.52): 

nr = fit (3.65) 

where m is the amount oxygen a unit area of surface has taken up in time t. m is related to 
oxide thickness by the following equation: 

m=fp 0 d (3.66) 


p 0 is the density of the oxide and / is the fraction of the oxide that is oxygen, fi again is 
described in terms of an Arrhenius relationship. 

This model allows the possibility of multiple engagements before a wear particle is 
formed by assuming that a critical oxide thickness, d c , is required for fracture to occur. 
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Figure 3.46 Wear rate as a function of load for unlubricated sliding between self-mated steel. The 
transitions in oxide formation are also shown. (From Ref. 104, reprinted with permission from 
ASME.) 

This model resulted in the following equation for wear rate: 

2 py 2 p 0 c~Q«/ RT 

U n 'P-vpWpdlp^! 2 1 J 

In using this model to explain the behavior of wear rates observed in dry sliding experi¬ 
ments with steels, it is necessary to make additional assumptions, primarily regarding n 
and d c . Dry sliding data for EN8 steel are shown in Fig. 3.46. As can be seen in the figure, 
transitions in wear rate were found to correlate with the occurrence of different oxides. 
Oxidation studies have shown that there are three distinct regions of oxide growth with 
different activation energies (105). These regions are described in Table 3.6. Regression 
analysis of that data using this model indicated that it was necessary to assume that n 
and d c were functions of load (104). This is shown in Fig. 3.47 for one sliding speed. It 
can be seen that speed and the region of oxidation affect the relationships between these 
parameters and load. A similar regression analysis of dry sliding data for EN31 was also 
done. These data are shown in Fig. 3.48. In this case, it was found that a correlation 
existed between these parameters, T, and the state of oxidation of the surface, that is, 
the mixture of Fe 2 0 3 and Fe 3 0 4 . These correlations are shown in Fig. 3.49 (98). These 
results imply that n, d c , T and w are interrelated and characteristic of a state of oxidation. 
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Table 3.6 Oxidation Kinetics of Steel Surfaces 


Temperature (°C) 

Oxide 

J?o (kg 2 /m 4 s) a 

Qo (kJ/mole) 

T < 45 

Fe 2 0 3 

10 16 

208 

45 < T < 600 

Fe 2 0 3 

10 3 

0.96 


Fe 3 0 4 



600 < T 

Fe 2 0 3 

Fe 3 0 4 

10 8 

210 


FeO 




A nr = j? 0 e 

Symbols: A/», mass oxygen taken up per unit time; R, gas constant. 
“Determined by regression analysis of wear data. 

Source: Ref. 104. 


The state of oxidation is determined by the operating conditions and the heat flow char¬ 
acteristics of the interface which is affected by the properties of the oxide. The regression 
analysis used in these studies involved the simultaneous satisfaction of wear and heat flow 
conditions. 

Oxidative wear is primarily a sliding wear mechanism. It generally does not occur 
with lubrication. Since this mechanism is related to the chemical reactivity, it is more sig¬ 
nificant with metals than other materials. However, oxidative wear processes have been 
found to occur with ceramics, as well (106). It is important to recognize that not all unlu¬ 
bricated sliding situations with metals involve oxidative wear processes. For example, in 
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Figure 3.47 Variation in the number of junctions and critical oxide thickness as a function of load 
for unlubricated sliding between self-mated steel. The transitions in oxide formation are also shown. 
(From Ref. 104, reprinted with permission from ASME.) 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 




0 10 20 30 40 SO 60 

Load, N 


Figure 3.48 Example of the variation in wear rate with load for unlubricated sliding between 
self-mated steel. (From Ref. 98 reprinted with permission from ASM International.) 


the wear study using EN31, discussed previously, oxidative wear did not occur for loads 
under 4 N. It is also possible that under some loading conditions oxidative wear processes 
may not be significant, even though oxidation occurs, because the dominant wear process 
involves failure underneath the oxide layer. 



Figure 3.49 Variation of oxide thickness, TH, number of junctions, N , and junction temperature, 
TF, as a function of the percentage of Fe 3 0 4 in the wear debris. Data are for unlubricated sliding 
between self-mated steel. (From Ref. 98, reprinted with permission from ASM International.) 
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The formation of oxides on a metal surface tends to reduce the wear. For example, in 
unlubricated sliding experiments with Cu, the author has observed an order of magnitude 
or more reduction in wear rate with the development of a Cu oxide on the surface. 
However, this is not always the case. A two order of magnitude increase in the wear rate 
of some steels has been observed in air over that obtained in vacuum (107). It should be 
recognized that the term oxidation is used to imply any chemical reaction altering the com¬ 
position of the surface. It is not limited to effects from exposure to oxygen, though this is a 
very common one in many engineering applications. Alternate terms for oxidative wear 
are chemical wear and corrosive wear. 

3.6. THERMAL WEAR PROCESSES 

Thermal wear processes are those processes in which the primary cause of the wear is 
directly related to frictional and hysteretic heating as a result of relative motion. For most 
materials, thermal wear processes are generally limited to situations involving frictional 
heating as a result of relative sliding. However, with viscoelastic materials, thermal wear 
can occur as a result of hysteretic heating that is associated with any type of motion. Melt¬ 
ing, thermal cracking, and thermal mounding or thermoelastic instability (TEI) are the 
most common forms of these processes but not the only ones. For example, evaporation 
and sublimation are other forms of thermal wear processes. All of these processes are 
related to the surface and near-surface temperature distributions that arise as a result of 
heating. These are usually characterized in terms of two temperatures. One temperature 
is the nominal temperature of the surface. The other is the maximum temperature at 
the asperity tips or junctions, which is called the flash temperature. With frictional heating 
the flash temperature is greater than the surface temperature. It can be several hundreds of 
degrees or more higher than the surface temperature and can reach the order of a few 
thousand degrees centigrade under some circumstances. Also, it is often the more impor¬ 
tant of the two. 

Generally, these two temperatures are computed using different models (98,108,109). 
The linear heat conduction models used for a pin sliding on a disk shown in Figs. 3.50 and 
3.51 illustrate this (109). 


heat sink, \ 



Figure 3.50 Model used for the bulk temperature increase of the surface. / b is defined as the equiva¬ 
lent linear diffusion distance for bulk heating. It is the effective distance from the interface to a 
region that can be considered as a heat sink. 
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Figure 3.51 Model used for determining flash temperature, /f is defined as the equivalent linear dif¬ 
fusion distance for flash heating. It is the effective distance from the junction interface to a region 
that can be considered as a heat sink. 


The model for the bulk temperature is based on the apparent area of contact as 
shown in Fig. 3.50. The heat generated per unit area per unit time is given by 



(3.68) 


where /t is the coefficient of friction; P, the load; A. d , the apparent area of contact; v, is the 
sliding velocity. The model assumes that this is shared between the two bodies, a fraction, 
a, going into the pin and (1 - a) going into the disk. The heat flow into the pin and disk is 
different and as a result two different models are used to describe the temperature distribu¬ 
tion in these bodies. The pin experiences a continual source of heat and the heat flow is 
described by the first law of heat flow. The disk is described by time-dependent equations 
for heat flow for the injection of heat. The quantity of heat that is injected is 2(1 — a) qr a /v. 
For self-mated materials, this model results in the following equation for the surface tem¬ 
perature, T s (109). 


where 


T s = T 0 + 2aPfiT*<b p P 

(3.69) 

2 

~ 4 + 

(3.70) 
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II 

* 

(3.71) 
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In these equations, p is the hardness, k is the thermal conductivity, and a is the thermal 
diffusivity. <!>,, is the Peclet Number. Essentially this is the ratio of the time it takes for 
the temperature to reach a maximum at a depth of half the width of the contact to the time 
it takes for the heat source to move half the contact width. For a stationary heat source 
the Peclet Number is 0. For Peclet Numbers below 0.1, stable temperature distributions 
are established in both bodies during the time of contact. As a result the heat flow into 
both the pin and the disk can be considered as from a stationary source. In this case, 
the heat is uniformly divided between the two bodies, a is 0.5. For Peclet Numbers above 
0.1, the thermal distribution in the disk is not stabilized during the contact time and as a 
result more heat tends to flow into the disk. For Peclet Numbers above 100, almost all the 
heat flows into the disk. For intermediate values, the portion of the heat going into the 
disk increases with increasing speed, that is increasing Peclet values. 

[i in these equations is a dimensionless linearization factor introduced to account for 
the fact that the heat flow is three-dimensional, not linearly as assumed by the model. It is 
essentially the ratio of the heat diffusion distance into the surface to r a . The heat 
diffusion distance is nominally the depth below the surface where there is no increase in 
temperature. For steel ft has been found to be approximately 6 (109). Assuming that 
the lateral diffusion of the heat is proportional to thermal diffusivity, its value for other 
materials can be approximated by 


P 


5.5 x 10 5 m 2 
a s 


(3.74) 


The model for the flash temperature is based on the real area of contact, as illustrated in 
Fig. 3.51. In this case, both surfaces are described by time-dependent heat flow equations. 
For self-mated materials, the model results in the following equations for the flash tem¬ 
perature, T { : 


Fi¬ 


t's + pT*f}<t) p 



Tf = 


„ , pT*p%p l/2 
s + n ‘/2 


(3.75) 

(3.76) 


Equation (3.76) results from the additional assumptions that the asperities are plastically 
deformed, that is, that the real area of contact is P/p. In this equation, n is the number of 
junctions and can be estimated by the following (109): 


n = 



P) + 1 


(3.77) 


It has been found that changes in the real area of contact primarily result from changes in 
the number of junctions formed and not from changes in size of the junctions (37,38,110 
114). Studies have shown that the typical radius of junctions is of the order of 10 -5 -10 -6 m 


The time it takes for the temperature to reach a maximum at a depth h is ( h 2 /a ). 
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Table 3.7 Temperature Equations for Frictional Heating 


Surface temperature, T s 

Stationary heat source surface (1) 


T S = T 0 + 2 a s PnTf®* pi P 
<f>* = ^ 

Pi ~ 2al 


Moving heat source surface (2) 


T S = T 0 + 


4(1 - a s )fi 

7T 1 / 2 


n% 2 p 



Flash temperature, 7} 
General 

T{ = r B + 2af)(7j*/? 2 O/, 

a\k\ 

0Cf = 


Cl\k\ + ^ 2^2 

For Aa = P/p 


2a f/i rjp 1 P 1/2 <I> 


'/'r - l\i 


«‘/2 

» = (V) 2 ?(l-P) + 1 

P = 


'-p*. _ cip 

1 ~T 


®r = S 


P 

-4aP 

5.5 x 10 _5 m 2 /s 


Symbols : P, load; p, hardness of softer surface; a, thermal diffusivity; k, 
thermal conductivity; A a, apparent area of contact; u, sliding velocity; 
/i, coefficient of friction; r 0 , radius of apparent contact area; r a , radius 
of junctions (approximately lCT 5 m; n, number of junctions; <I>p, Peclet 
Number. 

“Based on the Lim/Ashby temperature relationships for self-mated 
materials (Ref. 109). 


but can be much larger and smaller in some circumstances (110-114). For typical situa¬ 
tions, a nominal value of 10 °m is often used for thermal calculations (109). Generalized 
forms of the equations for surface and flash temperatures are given in Table 3.7. In this 
table, an equivalent Peclet Number for the stationary heat source surface, O p , is defined 
for consistency. It can be seen that the distribution of heat or the heat partition between 
the surfaces is affected by differences in thermal properties between the two surfaces. 

Oxide and other layers on surfaces can also have a significant effect on frictional 
heating and the apparent conductivity of a surface. This is shown by the following 
equation for the effective value of the thermal conductivity of a surface with a thin layer 
on it (109): 

k s k\ 

ke (1 - z/fir^ki + (z//]r a )k s ( ' 3 ' 78 ' ) 

k e is the effective conductivity; k s is the conductivity of the substrate; k\ is the conductivity 
of the layer; and Z is the thickness of the layer. 
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Actual temperatures tend to be lower than those predicted by these equations, pri¬ 
marily because heat can be dissipated by other mechanisms, such as convection, radiation, 
and cooling by lubricants. Such effects, particularly cooling by lubricants, can result in sig¬ 
nificantly lower temperatures. Temperature increases under lubricated conditions are gen¬ 
erally negligible, except for thermoelastic instability. 

Instead of determining the heat partition at the interface, that is, a and (1 — a), the 
actual temperature can be determined by using the values obtained for each surface, 
assuming that all the heat goes into that surface. It has been shown that 



T\ and T* 2 are the temperatures obtained for surfaces 1 and 2, assuming all the heat goes 
into that surface; T is the actual surface temperature (115). 

Most thermal wear processes can be grouped into three general types. One group is 
comprised of those processes, which are simply related to the maximum temperature. 
Melting, softening, evaporation and sublimation would be examples of this type. The sec¬ 
ond group is comprised of those processes, which are directly related to thermal gradients. 
Thermal fatigue and thermal cracking are examples of this type. Those processes, which 
result from thernroelastic instability, comprise the last group. All these types of processes 
require significant temperature rise. How high a rise is significant depends on the materials 
and mechanism. For example, for the first type of mechanism, a rise of less than 100°C can 
be significant for some polymers, while a rise in excess of a 1500°C is required for melting 
of metals and intermediate temperatures for the other types of mechanisms. 

With the first type of thermal mechanisms, wear scars typically exhibit features that 
are suggestive of melting, liquid flow, and thermal degradation. Examples of these features 
are shown in Fig. 3.52. The following Eq. (3.80), is one proposed for melt wear of a pin 
sliding against a disk (109). The model is illustrated in Fig. 3.53. It is based on a lineariza¬ 
tion model for heat flow from a stationary source, similar to the one used to develop Eq. 
(3.68). It assumes that a portion of the heat is conducted through the pin, maintaining the 
temperature differential, and a portion of the heat is absorbed as latent heat into the 
melted layer. The depth rate of wear h (units of length per unit time) is given by 

h = [(2a T*PiJ%) - (T m - To)] (3.80) 

In this equation, L is the latent heat for melting and T m is the melting temperature. <1>' P has 
the same form as the Peclet Number and is the defined as (2r 0 ;//« pin ) (see Table 3.7). K is 
the fraction of the molten layer that is lost from the contact per unit time. The correspond¬ 
ing equation for flash temperature melting is Eq. (3.81). 


h 



( W "(V) 




(3.81) 


Noting that 0' p is equal to the Peclet Number for the junction contact, vrja, times (r G /r a ), 
this equation can be rewritten as 

h = K 2 «f r ^ fcp) - (r m - To)] (3.82) 

where <b p is the Peclet Number for the junctions. 
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Figure 3.52 Examples of wear scars from situations in which melting has occurred. “A” shows the 
worn surface of an unfilled polymer, where melting has taken place as a result of sliding. Regions of 
melting are the large patches, such as the one indicated by the arrow. “B” also shows a polymer wear 
scar where the melting resulted from sliding. “C” shows a diamond drag bit on which the diamonds 
have been burned and flattened in an abrasive wear situation. “D” shows the worn surface of a poly¬ 
mer, where melting and charring has occurred as a result of repeated impacts. (“A” is from Ref. 183, 
“B” is from Ref. 184, “C” is from Ref. 185, and "D” is from Ref. 186, “B”, and “C” reprinted with 
permission from ASME.) 


The second class of thermal wear mechanism is mechanisms resulting from the ther¬ 
mal fluctuation, AT, caused by frictional heating. In some materials fracture can take place 
if AT or the thermal strain, e t , is large enough. More generally, repeated cycles of AT can 
result in the nucleation and propagation of cracks, that is thermal fatigue. As with most 
fatigue wear processes, these processes can be described by a power law relationship, 
such as, 


W oc 4 


(3.83) 
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heat sink, T 0 



Figure 3.53 Model used for surface melting. / b is defined as the equivalent linear diffusion distance 
for bulk heating. It is the effective distance from the interface to a region that can be considered as 
a heat sink. 


or 

W oc o* (3.84) 

er T is the corresponding thermal stress and W is wear rate. The exponent is generally 1 
or greater and can be large, for example, the order of 10. There is a wide range in the 
appearance of wear scars produced by this type of mechanism. Figures 3.54 and 3.55 show 
examples of wear scars resulting from thermal fracture and fatigue. 

A model has been proposed for the type of thermal wear of ceramics illustrated in 
Fig. 3.55. (116) This model assumes that there are micro-cracks in the ceramic and that 
the severe wear shown in Fig. 3.55B results from the growth of these cracks. With this 
model, it is shown that magnitude of the wear rate in this region can be correlated with 
a thermal severity factor, which is the ratio of the temperature fluctuation, AT, to the ther¬ 
mal shock resistance of the material, A T s . This is shown in Fig. 3.56. Analysis of these data 
results in the following approximate relationship between this factor, TS, and wear rate: 

W oc TS 8 (3.85) 


The limited data in the mild region suggest a similar relationship with a much lower 
exponent. 

In the model, the following equation for TS, where k e is the effective conductivity of 
the contact, is developed: 


TS = 


jiPv 

AT s k e r 0 


(3.86) 


In the model, it is assumed that for crack growth, the following condition, based on linear 
elastic fracture theory, must be satisfied: 


1.12ct \/nd > Alc 


(3.87) 


d is the initial size of the crack and A IC is the fracture toughness of the material. It also 
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Figure 3.54 Examples of thermal cracks and thermal fatigue as a result of sliding. “A” and “B” are 
on the worn surfaces of metal seals. “C”, “D”, “E”, and “F” are wear scars on metal train wheels. 
(“A” is from Ref. 117, “B” is from Ref. 187, “C”- “F” from Ref. 188, reprinted with permission 
from Elsevier Sequoia S.A.) 
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Figure 3.55 Examples of thermal wear scars on ceramics. The micrographs show the appearance of 
a wear scar on the zirconia specimen after sliding against an unlubricated alumina ball at two dif¬ 
ferent speeds. “A” is 0.15 m/s and “B” is 0.40 m/s. (From Ref. 116, reprinted with permission from 
Elsevier Sequoia S.A.) 


assumes the following relationships for <j t and AT: 


-=(,-> 

(3.88) 

. ^ uPv 

AT = 

y 0^e 

(3.89) 


E is Young’s Modulus; X, the coefficient of thermal expansion; rj, is Poisson’s ratio. It is 
also assumed that A' LC and A 7/ are related by the following equation: 


AT s — AT/o + 


c(l - ii)K lc 
EX\/nd 


(3.90) 


In this equation, AT s0 is an offset value and c is the proportionality constant. 
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Figure 3.56 Wear rate as a function of the thermal severity number, TS. (From Ref. 116, reprinted 
with permission from Elsevier Sequoia S.A.) 
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The remaining class of thermal wear mechanisms is that associated with thermoelas¬ 
tic instability. The acronym TEI and the term, thermal mounding, are other names used 
for these processes. These processes essentially involve the collapse of the real area of con¬ 
tact to a few localized areas as a result of localized thermal expansion (117). These areas 
are referred to as hot spots or patches. Once formed, these sites can initiate other forms of 
wear, including other forms of thermal wear. The minimum number of hot spots is the 
minimum number required for mechanical stability, which in some cases can be as little as 
one. While not limited to these situations, TEI wear processes are often significant in the 
wear behavior of seals, electrical brushes, and brakes (28,108). In addition to wear, TEI 
processes can directly cause leakage in seals as a result of increased separation between 
surfaces. Wear scars associated with thermoelastic instability tend to exhibit localized heat- 
affected and thermally distressed areas, that is, hot spots or patches. Examples of such wear 
scars are shown in Fig. 3.57. The following scenario describes the evolution of these hot spots. 

Assume that as a result of a nonuniform temperature distribution or nonhomogene¬ 
ity in thermal properties, a region or regions in the apparent contact area begins to bulge 
above the mean level of the surface. As a result of this tendency, these areas will absorb 
more heat and experience increased wear. If conditions are such that the increase in heat 
is dissipated fast enough and the differential wear rate is large enough, the bulge will not 
form and conditions will tend to become stable and more uniform across the contact. 
However, if the increase in heat results in still higher local temperature and the increased 
wear rate is not high enough, the contact will become unstable. A bulge will form and con¬ 
tinue to grow, until contact between the surfaces is limited to those regions. It has been 
found that the onset of this unstable behavior can be related to speed. There is a critical 
speed, v*, above which a contact becomes unstable and thermal bulges or patches will 
form and below which they do not form. 

Unlike other types of thermal wear processes, which generally do not occur under 
lubricated conditions, TEI can occur under lubricated conditions. While the local 
collapse of a fluid film can lead to TEI behavior, less severe perturbations to the lubricant 
film can also cause the formation of thermal patches as a result of changes in viscous heat¬ 
ing in the fluid (118,119). 

Studies have indicated that stable arrangements or groups of hot patches can occur, 
each with their own critical speed. While stable, these groups are not necessarily stationary. 
For example, with seals, hot patches have been found to slowly precess around the seal 
(120). The critical speeds for the formation of these groups depend on the size and geometry 
of the contacting members. In addition to these factors, v* is also a function of the relative 
conductivity of the surfaces, thermal and mechanical properties of the surface, wear, and 
lubricant properties but not directly of load. The following two equations have been 
obtained for v*. Equation (3.91) is for an unlubricated system and Eq. (3.92) for a lubri¬ 
cated system (117,118). Both are based on some limiting assumptions: no wear; a noncon- 
ductive, flat and rigid counterface; simple cup face seal configuration. However, they do 
provide some insight concerning the significance of some parameters affecting TEI behavior 


v 


* 


V 


* 


Ank 

EXux 


2n'C fk\ 

l UJ 


1/2 


(3.91) 

(3.92) 


In both equations, x is the spacing between the hot patches. C is the mean film thickness and 
y is the viscosity of the lubricant, respectively. The lowest critical speed would occur for the 
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Figure 3.57 Examples of wear scars resulting from thermoelastic instability, TEI. The examples are 
from seals used in different applications. “A”-“D” are metal seals. “E” and “F” are carbon seals. 
The localized regions of damage and discoloration are the result of thermoelastic instability. (From 
Ref. 189, reprinted with permission from Elsevier Sequoia S.A.) 


largest spacing between hot patches possible. For the cup configuration assumed by these 
models, this would be the circumference of the cup. The effects of wear and counterface con¬ 
ductivity on the value of v* are significant. The modeling results shown in Figs. 3.58, 3.59, 
3.60, and 3.61 illustrate their significance. 

The effect of counterface conductivity has been modeled for a cup seal configuration 
(120). The results of this analysis are shown in Figs. 3.58 and 3.59. In Fig. 3.58, this effect is 
demonstrated as a function of the ratio of conductivities of the two surfaces. In Fig. 3.59, 
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Figure 3.58 Variation of the critical disturbance velocity for a less conductive body sliding against 
a more conductive body. The properties of both bodies were assumed to be aluminum with the 
exception that the less conductive body was assumed to have a hypothetical reduced conductivity. 
(From Ref. 117, reprinted with permission from Elsevier Sequoia S.A.) 



Figure 3.59 Effect of the thickness of a thin glass film, z, on the critical disturbance velocity in alu¬ 
minum. (From Ref. 117, reprinted with permission from Elsevier Sequoia S.A.) 
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Figure 3.60 The effect of wear on the critical disturbance velocity of a scraper. Larger values of c 
result in greater amounts of heat going to the counterface. (From Ref. 117.) 


Wear Coefficient 



Figure 3.61 The effect of wear rate on the critical disturbance velocity for unlubricated self-mated 
steel and aluminum. (From Ref. 188, reprinted with permission from Elsevier Sequoia S.A.) 
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it is illustrated by the effect of thin insulating layer on v*. It was also found in these 
analyses that the motion of the hot spots is affected by the partition of heat. The effect 
of wear against a conductive counterface on v* was modeled for a flat blade sliding against 
a rotating drum (119-122). The normalized results of that model are shown in Fig. 3.60. 
The results for a steel and aluminum blade are shown in Fig. 3.61. This graph shows that 
high wear rates can significantly increase v*. 

An important aspect of TEI thermal wear processes is that they can occur under con¬ 
ditions where there is only a moderate rise in surface temperature, for example, TEI beha¬ 
vior has been observed in situations where the temperature rise of metal surfaces is 100°C 
or less (123). The other types of thermal mechanism typically require significantly higher 
temperatures. For these, the severity of thermal wear can be reduced by cooling and using 
materials whose properties are less sensitive to increases in temperature. 


3.7. TRIBOFILM WEAR PROCESSES 

Many investigators have identified tribofilms and their importance to wear and friction 
behavior (22,107,124 133). Tribofilms are layers of compacted wear debris that form on 
surfaces during sliding. Such films are also called transfer films, third-body films or simply 
third-bodies. The term transfer film is commonly used when the composition of the mate¬ 
rial in the layer is the same as the counterface. The term third-body is a generic term for 
any interface layer or zone which has different material properties than the surfaces and 
across which velocity differences are accommodated (134). When used to refer to a tribo- 
film, it generally implies a mixture of wear debris in the layer. Tribofilms act as a lubricant 
layer between the surfaces, providing separation and accommodating relative motion 
between the two surfaces. Relative motion with these layers is accomplished by shear 
within the layer or slip between the layer and the surface. Examples of tribofilms on wear 
surfaces are shown in Figs. 3.62 and 3.63. 

Tribofilm wear processes are wear processes in which mass loss from the surfaces or 
tribosystem occurs through loss of material from tribofilms. As material is lost from these 
films fresh wear debris from the surface enters the layer to maintain the film. This process 
is illustrated in Fig. 3.64. Before being lost from the film, debris material is circulated 
within the layer and between the surfaces. When a stable film is formed, equilibrium 
requires that the amount of material entering into the layer is the same as lost from the 
layer. Therefore, once a stable film is formed, wear behavior can be described with the 
same models and relationships used for debris-producing mechanisms, such as adhesion 
or repeated-cycle deformation mechanisms, by considering the film as a lubricant. Concep¬ 
tually, if WR d is the wear rate of a debris-producing mechanism without a tribofilm pre¬ 
sent, the wear rate, WR, with the tribofilm present is 

WR =KWR D (3.93) 

where A is a proportionality constant, which can generally be incorporated into the 
empirical wear coefficients of the model. 

Tribofilms have a significant effect on wear behavior (22,124,135). Generally when 
stable films are formed, a significant reduction in wear rate is seen. Such an effect can 
be seen in the data shown in Fig. 3.65. While such films are frequently cited as being 
key aspects in the wear of polymer-metal systems (124,125,129,130,135), such films can 
also occur in other sliding systems, for example metal-metal and metal-ceramic. 
(87,126,130-133,136). Examples of these are shown in Fig. 3.63. Generally, it is the softer 
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Figure 3.62 Examples of transfer and third body films formed during sliding between plastic and 
metal surfaces. “A” and “B” show disrupted polymer transfer films formed on a metal counterface. 
“C” shows a continuous polymer transfer film formed on a metal counterface sliding against a fabric 
reinforced plastic. “D” shows the initial stages and “E” the final stages of the third-body film formed 
on the surface of the plastic in that case. (“A” and “B” from Ref. 128, reprinted with permission 
from Butterworth Heinemann Ltd.; “C” and “D” from Ref. 140, reprinted with permission from 
ASME.) 

material that will form the film. It should be recognized that while the material in these 
layers originates from the sliding members, the properties may be different since they 
can experience high shear and deformation, as well as elevated temperature in the forma¬ 
tion process. 
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Figure 3.63 Examples of nonpolymer film formation. “A” shows an autoradiographic micrograph 
of the wear track on a Ni surface, sliding against a ferrite counterface. The dark region indicates the 
existence of a ferrite layer on the surface of the Ni. “B” shows the graphite film that is formed during 
rolling contact between graphitic A1 counterfaces. “C” shows the transfer film formed on a steel sur¬ 
face in sliding contact with a TiN counterface. The Auger spectra shown in “D” confirm the presence 
of the film. (“A” from Ref. 133, reprinted with permission from Elsevier Sequoia S.A.; “B” from 
Ref. 131, reprinted with permission from ASME; “C” and “D” from Ref. 190, reprinted with per¬ 
mission from ASME.) 


Initially, the films tend to form in patches but with continued sliding, the coverage 
becomes more uniform. During this phase, the thickness of the deposition might change 
as well. At some point, a stable film with a characteristic thickness is established. Studies 
have indicated that the more complete the coverage, the better the wear performance. 
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Figure 3.64 Schematic illustrating the flow of material associated with tribofilm wear processes. 


Stable and beneficial tribofilms generally do not form under lubricated conditions. This is 
because lubricants tend to inhibit the adhesion of the wear debris to the surfaces and thus 
inhibit film formation (125,135). Because of this behavior, the wear rate of sliding system, 
which benefits from tribofilm formation, can increase with the introduction of a poor 
lubricant. An example of this behavior is shown in Fig. 3.66. 

Because of the effect that material properties have on attachment, the formation and 
properties of tribofilms are characteristics of material pairs, not simply the wearing 
material. For example, in tribosystems, where tribofilms are involved, differences in wear 
have been observed with different counterface material (22,125,137-139). In addition to 
this, several other factors have also been identified as being significant in the formation 



Tine (h) 

Figure 3.65 Reduction in plastic wear rate as a result of transfer film formation for unlubricated 
sliding against stainless steel. For “A”, the stainless steel counterface is rough, 0.14 pm Ra, inhibiting 
transfer film formation. For “B”, the counterface is smoother, less than 0.05 pm Ra, allowing trans¬ 
fer film formation. (From Ref. 125.) 
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Figure 3.66 Changes in polymer wear for various stainless steel/polymer couples when water is 
used as a lubricant. (From Ref. 135.) 


and development of such films. Roughness (22,125,127-130), load (124,140), speed 
(124,127,130,136,141), and type of motion (126) have all been found to influence these 
types of films. Several of these studies were done in the context of polymer-metal sliding 
systems, but there is no reason to indicate that these influences are limited to those 
systems. These studies suggest that there are optimum conditions associated with several 
of these parameters (128,129). An example of this for roughness is shown in Fig. 3.67. The 
proposed explanation for such behavior is that a certain degree of roughness promotes 
adhesion of the wear debris to the surface, in much the same way that it helps with the 
adhesion of coatings and platings. On the other hand, too coarse a roughness would result 
in larger wear debris, which would not adhere as well. In addition, a thicker film would be 
required to protect against the higher asperities and such films would tend to be unstable. 
These counter trends result in an optimum condition. Thus, some studies have concluded 
that a harder counterface is preferred to a softer one in that the optimum roughness con¬ 
dition will remain stable and not be altered by wear (125). It should be noted that the com¬ 
plete dependency of roughness is probably not explained by these rudimentary concepts. 
For example, it has been indicated that the flatness of the asperity tips may also be a 
factor (127). 

The influence of speed on polymer film formation is shown in Fig. 3.68. As for 
roughness, there appears to be an optimum for speed as well. The reason proposed for this 
behavior is that a certain degree of softening of the polymer surface has to occur for sig¬ 
nificant transfer to occur. At low speed, the temperature is too low for softening; at higher 
speeds, however, the temperature increases and the flow characteristics of the softened sur- 
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Figure 3.67 The effect of counterface surface roughness on transfer film formation in the case of 
filled PTFE sliding against steel. (From Ref. 128.) 

face layer allow film formation to occur. At still higher speeds, the temperature is so high 
that the flow characteristics would degrade and film formation would not occur. As a con¬ 
sequence, it as been proposed that an important material property for transfer film forma¬ 
tion is the rheological properties of the polymer (130). Similar concepts can be proposed 
for the effect of load. Increased load will promote adhesion and will also increase tempera¬ 
ture. Excessive load will tend to result in larger wear debris, higher temperature, and more 
effectively remove material from the contact surfaces. Studies have shown that film 



Figure 3.68 The effect of sliding speed on transfer film formation in the case of a polymer/polymer 
couple. (From Ref. 124). 
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formation can either decrease (124) or increase (140) with increasing load. Again, this 
would suggest that an optimum condition should exist for him formation. 

Geometrical and shape elements, which can affect the trapping and displacement of 
debris in the contact region, can also have an effect of tribohlm formation (128). 

3.8. ABRASIVE WEAR 

Abrasive wear is wear caused by hard particles and protuberances. Abrasion and erosion 
are terms commonly used for abrasive wear situations. These two types of situations are 
illustrated in Fig. 3.69. When two surfaces are involved, the wear situation is generally 
referred to as abrasion. A distinction is usually made between two types of abrasion, 
two-body and three-body abrasion, because of significant differences in the wear behavior 
associated with these two situations. Two-body abrasion is when the wear is caused by 
protuberances on or hard particles hxed to a surface. Three-body abrasion is when the 
particles are not attached but between the surfaces (142). Filing, sanding, and grinding 
would be examples of two-body abrasion, as well as wear caused by magnetic media 
and paper; a rough, hle-like metal surface sliding on a polymer surface would be another. 
Examples of three-body abrasion would be wear caused by sand or grit in a bearing and 
hard wear debris and abrasive slurries trapped between moving surfaces. The term erosion 
is generally applied to abrasive wear situations when only one surface is involved. Slurry 
erosion and solid particle erosion are common generic terms for such situations. Solid par- 
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Three-Body Abrasion 


/ / y / 



Erosion 

Figure 3.69 Abrasive wear situations. 
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tide erosion is when a stream of particles or fluid containing particles impacts a surface, 
causing wear. The wear caused by sand and grit in air streams are examples. An example 
of slurry erosion would be the wear of pipes through which slurries are pumped. Examples 
of abrasive wear scars are shown in Figs. 3.70 and 3.71. 

In the following discussion of abrasive wear two-body abrasion by protuberances is 
considered to be equivalent to two-body abrasion by hard particles or abrasive grains 
attached to a surface. 




Figure 3.70 Examples of abrasive wear. “A”, two-body abrasion. "B”, particle impingement. “C” 
and “D”, three-body abrasion. (“A”, and “B” from Ref. 152 and “C” and “D” from Ref. 64; rep¬ 
rinted with permission from ASME.) 
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Figure 3.70 ( continued ) 


When the abrasives are harder than the surface they are wearing, the dominant type 
of wear mechanism in abrasive wear is single-cycle deformation, though repeated-cycle 
deformation mechanisms, as well as chemical and thermal mechanisms may also be 
involved (143). When the abrasives are softer than the surface they are wearing, the 
dominant type of mechanism becomes repeated-cycle deformation (61,144). In abrasive 
wear situations, the significance of single-cycle deformation mechanisms does not 
decrease with sliding or duration, as they typically do in nonabrasive wear situations. 
Generally, these mechanisms remain the same unless there is a change with the charac¬ 
teristics of the particles involved, such as changes in size, sharpness, or amount. Such 
changes can take place as a result of particle wear and fracture and the accumulation 
of particles within the contact area with time. The atmosphere and fluid media in which 
abrasive wear takes place is often a factor in the abrasive wear. Wear rates tend to be 
higher when there is a chemical interaction with the wearing surface. This is generally 
attributed to chemical wear mechanisms, the modification of surface mechanical proper¬ 
ties as a result of chemical interaction, that is, the Rebinder Effect (145), and synergistic 
effects between wear and corrosion (146). Synergism between wear and corrosion results 
from the fact that wear produces fresh surfaces, which are more readily oxidized. In turn, 
this increased oxidation results in higher wear rates. 
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Figure 3.71 Expample of wear scars resulting from three-body abrasion. and “C” illus¬ 

trate various degrees of severe abrasive wear, while “D” is an example of mild abrasive wear. (“A” 
from Ref. 148, “B” from Ref. 191, “C” from Ref. 192, and “D” from Ref. 34. “A” and “B” rep¬ 
rinted with permission from ASME. “C” reprinted with permission from IBM. “D” reprinted with 
permission from Elsevier Sequoia S.A.) 


It is generally found that one or more of the following equations can describe abra- 


sion: (34,61,144,147-151) 


V = KPS 

(3.94) 

KPS 

(3.95) 

V — 

P 

KPS 

(3.96) 

! ^ 

ii 


In these equations, V is wear volume, P is load, S is sliding distance, and;; is hardness. K is 
a wear coefficient, which is determined empirically. Equation (3.94) is the most broadly 
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Figure 3.72 The effect of hardness on the abrasive wear rate of pure metals. Data are for two-body 
abrasion, when the abrasive is harder than the abraded surface. (From Ref. 193.) 


applicable one. It is applies to most materials systems, independent of the relative hardness 
of the surface to the abrasives, and to two-body and three-body abrasion. In this equation, 
the wear coefficient is a function of the wearing material, the abrasives, the media or 
environment in which the abrasion takes place, and the freedom of the particles to move. 
Equation (3.95), which is the same as the equation used for single-cycle wear, Eq. (3.20), is 
generally applicable to all material systems and types of abrasion when the abrasive is 
harder than the wearing surface. As discussed in Sec. 3.3, K in this case tends to be depen¬ 
dent only on material type, not individual materials. This is illustrated by the data in Figs. 
3.20 and 3.72. Otherwise the dependencies are the same as with Eq. (3.93). The situation is 
the same with Eq. (3.96). However, this equation applies to situations where the hardness 
of the surface and abrasives is similar or when the surface is harder. When similar, limited 
data indicate that n is around 10. When the surface is harder, n is around 5 (151). The 
change in the hardness dependency between these two equations is the result of the change 
in the type of dominant wear mechanism, that is, from single-cycle deformation to 
repeated-cycle deformation. 

Nominal values for K in Eq. (3.95) are given in Table 3.8 for a variety of conditions. 
It can be seen that K ranges over several orders of magnitude and that some trends exist. 
One trend that is evident is that two-body abrasive wear situations generally have higher 
values of K than three-body conditions. The explanation for this is that in the three-body 
situation, the abrasive grain is free to move and therefore may not always produce wear. 
For example, it may roll and tumble along the surface instead of sliding and cutting 
out a groove. Or it may align itself so that the bluntest profile presents itself to the surface. 
This concept is illustrated in Fig. 3.73. 

A second trend that is illustrated by the data given in Table 3.8 is that the larger the 
abrasive grain or particle, the larger the value of K. This same trend is also found in three- 
body abrasion (152). In addition to the intuitive one that larger grains can form larger 
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Table 3.8 K Values for Abrasive Wear 




K 

Condition 

Dry 

Lubricated 

Two-body 



File 

5 x 10- 2 

10” 1 

New abrasive paper 

10~ 2 

2 x 10~ 2 

Used abrasive paper 

10~ 3 

2 x 10~ 3 

Coarse polishing 

10~ 4 

2 x 10~ 4 

< 100 pm particles 

10~ 2 


> 100 pm particles 

10" 1 



Nominal range, dry and lubricated: < 1 to >10 4 
Three-body 


Coarse particles 

10~ 3 

5 x 10~ 3 

Fine particles 

10~ 4 

5 x 10~ 4 

Nominal range, dry and lubricated: < 10~ 2 to 10~ 6 




groves, several reasons for this trend have been proposed. One of these is that surface 
roughness and debris clogging effects become less significant with larger grains. This is illu¬ 
strated in Fig. 3.74. Another mechanism that has been proposed is that larger grains are 
more likely to fracture with multiple engagements, forming new particles with sharp edges, 
while smaller particles are likely to have their edges rounded by a wear process. Still 
another possibility is that with naturally occurring abrasive particles it is frequently 
difficult to separate size and sharpness. Therefore it has been suggested that in certain 
cases the larger particles may just be sharper. As with most aspects of wear all of these 
effects probably contribute to the overall trend with some being more significant than 
others in particular situations. 

While the precise reasons for the dependency on size is not known, there appears to 
be a very definite relationship that applies to many situations (34,153). This trend is shown 


Rolling 
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Figure 3.73 The effects of rolling and sliding actions in three-body abrasion. 
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Figure 3.74 The effect of the accumulation of wear debris in two-body abrasive wear. 

in Fig. 3.75. It can be seen that in all cases there appears to be an almost linear relationship 
between size and wear, up to approximately 100 pm, but above that size wear tends to be 
independent of particle size. As with the general trend with size seen in Table 3.8, there is 
no established explanation for the transition above 100 pm. However, it has been proposed 
that in addition to the aspects mentioned earlier, particle loading could also play a role. As 
size increases, the number of particles involved at any instant may change, probably 
decreasing, which would tend to decrease the abrasive wear rate. As the number decreases, 
the load per particle would increase, which would tend to increase wear associated with 
each particle. These two effects would tend to offset each other. Under certain conditions, 
they could cancel and stable wear behavior as a function of size could result. 
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Figure 3.75 The influence of abrasive particle size on wear. The data are for SiC particles. (From 
Ref. 153.) 
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The third trend, which can be seen in the data given in Table 3.8, is the influence of 
lubrication. Lubrication tends to increase abrasive wear. This is consistent with the effect 
of lubrication on single-cycle deformation wear discussed in Sec. 3.3, where two mechan¬ 
isms are proposed for this. One is a change from plowing to cutting. Basically, cutting 
results in more material removal than plowing or plastic deformation. By reducing, the 
coefficient of friction lubrication can increase the likelihood or amount of cutting taking 
place by lowering the critical attack angle for cutting. The variation in critical attack angle 
with the coefficient of friction is shown in Fig. 3.76. The second way lubrication can affect 
abrasive wear is the prevention of clogging by wear debris (154). While both are likely to 
be involved in the case of abrasion, the primary mechanism for this trend is generally 
accepted to be the accumulation of wear debris, which shares the load and protects the 
surface from the abrasive grains. The presence of a liquid lubricant at the interface helps 
to flush the wear debris from the interface and to reduce the shielding effect. The simplest 
illustration of this behavior is the build-up of debris that occurs on polishing and 
sanding papers and on files without lubrication. When these surfaces become sufficiently 
contaminated, the effective abrasive action decreases. 

Experiments with dry, silicon carbide abrasive paper show that the wear rate 
decreases to 0 with time and that the effect occurred sooner with finer grain papers 
(155). While two effects probably contribute to the total behavior, that is, clogging of 



Coefficient of friction^ 

Figure 3.76 Critical angle of attack for cutting as a function of the coefficient of friction (based on 
Eq. (3.27)). 
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Figure 3.77 Effect of debris accumulation on abrasive wear. The equivalent value of the exponent 
in Eq. (3.97) is shown on the graphs. (From Ref. 156, reprinted with permission from Elsevier 
Science Publishers.) 


the surface of the paper and wear of the grains, the latter point suggests clogging as being a 
significant factor. Finer grain paper would be more easily clogged than larger grain paper. 
A common practice in filing and polishing (sanding) is to use a lubricant to reduce clog¬ 
ging of the paper or file. 

The significance of contamination by wear debris on the abrasive wear process is also 
illustrated in a study of abrasive wear of polymers (156). The following type of relation¬ 
ship was found for wear: 

V = Kx n (3.97) 

with n < 1. With n < la decreasing wear rate occurs. Graphically this behavior is illu¬ 
strated in Fig. 3.77 for several plastics and different values of n. This behavior was corre¬ 
lated to the build-up of a polymer layer on the abrasive surface which prevented some of 
the abrasive grains from contacting the wear surface. As the layer became thicker, more 
and more grains would be buried. This effect is illustrated in Fig. 3.78. 

In addition to size, the wear coefficients in the equations for abrasive wear are also 
affected by other attributes of the particles. One is their sharpness or angularity. Wear 
coefficients generally are higher for angular particles than rounded particles. The number 
of particles involved is also a factor. In general, there tends to be a saturation level in terms 
of the number of particles, above which wear rate does not increase. This is generally 
attributed to the fact that below a certain number of particles part of the load is supported 
by asperity contact. This is shown in Fig. 3.79. Difference in particle friability and wear 
resistance can also affect values of these coefficients (34,157). 

These same general trends also apply to the wear coefficient when the surface is 
harder than the abrasives, that is K in Eq. (3.95). However, the exact relationships can 
be different. For example, with a harder surface, particle size is not a factor above 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 






Polymer 

V/ear 

Rate 



Tine 

Figure 3.78 The effect of polymer film formation on abrasive wear rate. 

10 pm, while for softer surfaces, this only occurs above 100 pm (34,158). Difference in par¬ 
ticle friability and wear resistance would also tend to be more important when the surfaces 
are harder than when they are softer. 

As shown previously in Fig. 3.20, a one-to-two order of magnitude reduction in wear 
rate is typically found when the hardness of the abraded surface exceeds the hardness of 
the abrasive. This is a very significant fact for practical handling of abrasive wear situa¬ 
tions. Basically, to achieve low wear rates in abrasive wear situations, the goal is to select 
a material which is harder than the abrasives encountered. 

In erosive situations, particles are not pressed against the surface as in abrasion; they 
impact the wearing surface. The load between the particle and the surface is an impulse 
load, which can be described in terms of the momentum and kinetic energy of the particle. 



Figure 3.79 The effect of the amount of abrasives, a, on the abrasive wear coefficient, showing a 
saturation effect. (From Ref. 34.) 
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Because of this difference, it is necessary to modify the equation for single-cycle wear for 
applicability to erosion situations. A simple way of extending this equation to particle ero¬ 
sion is as follows (70). 

The equation for single-cycle wear, Eq. (3.20), relates wear to the normal load. The 
first step in the derivation is to convert from normal load to frictional load, F. This is done 
by means of Amontons’ Law, Eq. (1.1), namely, 

F = fiP (3.98) 

Equation (3.20) then becomes 


y _K(Fx) 

HP 


(3.99) 


where the product Fx represents the energy dissipated by sliding during the impact. 
The total kinetic energy of a particle stream of total mass, M, and particle velocity, v, is 
given by 

E = ^Mv 2 (3.100) 


As a result of the impact with the surface, a fraction, /?, of the energy is dissipated in the 
form of wear. Equating this loss to Fx, the following expression is obtained: 


KflMv 2 
2 lip 


(3.101) 


In erosion, it has been established that the angle at which the stream impinges the 
surface influences the rate at which material is removed from the surface and that this 
dependency is also influenced by the nature of the wearing material (70,159). This is shown 
in Fig. 3.80. Such a dependency is to be anticipated. This can be seen by considering the 



Figure 3.80 The effect of attack angle on erosion rates of ductile and brittle materials. (From Ref. 
194.) 
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impact of a single particle with a surface. The angle determines the relative magnitude of 
the two velocity components of the impact, namely the component normal to the surface 
and the one parallel to the surface. The normal component will determine how long the 
impact will last, that is, the contact time, f c , and the load. The product of t c and the tan¬ 
gential velocity component determine the amount of sliding that takes place. The tangen¬ 
tial velocity component also provides a shear loading to the surface, which is in addition to 
the normal load related to the normal component of the velocity. Therefore, as the angle 
changes, the amount of sliding that takes place also changes, as does the nature and mag¬ 
nitude of the stress system. Both of these aspects influence the way a material wears. These 
changes would also imply that different types of materials would exhibit different angular 
dependencies as well. 

As can be seen in Fig. 3.80, the effect of angle on erosion rate is significantly different 
for ductile and brittle materials. With brittle material, the maximum erosion rate occurs at 
normal impact, while for ductile materials it occurs at some intermediate and generally 
much smaller angle. These differences can be understood in terms of the predominant 
modes of damage associated with these types of materials. 

As discussed in Sec. 3.3, brittle fracture tends to increase the amount of wear over 
that caused by displacement, that is by cutting and plowing. As indicated in Fig. 3.20, this 
could be by as much as 10 x. As a general rule, brittle materials are more likely to fracture 
under normal impact conditions, that is, impacting velocity perpendicular to the surface, 
than ductile materials. Consequently, as the erosive condition moves from a more grazing 
situation to a more normal impact, brittle materials would experience a greater tendency 
to experience brittle fracture, which would tend to increasingly mask the ductile or cutting 
contributions. For brittle materials, the erosion rate would then be expected to mono- 
tonically increase with the angle. 

For ductile materials, cutting and plowing are the predominant modes and fracture 
is negligible. The model for single-cycle deformation indicates that the wear due to cutting 
and plowing is proportional to the product of load and distance (see Eq. (3.20)). Since load 
increases with angle and sliding decreases with angle, an intermediate angle should exist 
where the product of the two is maximum. 

This angular dependency is contained in [> in Eq. (3.101). Assuming that fl can be 
separated into an angular factor, <t>, and a factor independent of angle, />", and combining 
several of the material-sensitive parameters and numerical factors into one, K e , the follow¬ 
ing expression can be obtained: 


K t <bMv 2 

P 


(3.102) 


Examining this equation for erosive-wear volume, it can be seen that it does not provide 
an explicit dependency on duration or exposure. However, such a dependency is implicitly 
contained in M, the total mass of particles, if Q is particle mass per unit time, then Mis 
Qt, where t is the time of exposure to the particle stream. Including this into Eq. (3.102), 
the following form is obtained for particle erosion: 


K t <i>v-Qt 

P 


(3.103) 


Another variation of Eq. (3.102) is frequently encountered in the literature. Compar¬ 
ison of erosive wear situations and resistance to erosion is often done in terms of the rela¬ 
tive amount of material removed from the surface to the amount of abrasive particle 
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causing the wear (160). With d as the density of the particles, the following equation can be 
obtained: 


V _ K e d<$>v 2 
V a p 


(3.104) 


where F a is the volume of abrasive used to produce the wear. 

A compilation of values for the erosive wear coefficient, K e , is given in Table 3.9. 
Comparing these values to the values for wear coefficients for abrasion, Table 3.8, it 
can been seen that they are very similar. This is consistent with the underlying hypothesis 
that the same wear mechanisms occur in both situations. 

Equations for solid particle erosion, which are equivalent to Eqs. (3.94) and (3.96) 
for abrasion, can be developed in a similar manner. These are: 


V = K t Q>v 2 Qt 


(3.105) 


V = 


K e <S>v 2 Qt 


(3.106) 


Equation (3.106) applies when the surface is harder than the particles. In general, the ero¬ 
sive wear coefficients in these equations for particle erosion have similar sensitivities to 
their counterparts for abrasion, that is, they can be affected by characteristics of the abra¬ 
sives, type of material or simply material, atmosphere, and fluid media (161). 

In controlling abrasive wear, the most significant feature is that once the wearing 
surface becomes harder than the abrasive, wear rates are dramatically reduced. The effect 
here is equivalent to the use of lubricants to control adhesive wear. Both give orders-of- 
magnitude improvement. Further discussion and examples of abrasion and particle ero¬ 
sion can be found in Chapter 9, and in Chapters 5 and 7 of Engineering Design for Wear: 
Second Edition, Revised and Expanded. 


3.9. WEAR MAPS 

Wear maps are graphical techniques used to characterize various aspect of wear behavior in 
terms of independent operational parameters of the tribosystem, such as speed and load. 
Various forms of wear maps are typically used to identify ranges of these parameters with 
wear mechanisms, wear rates, and acceptable operating conditions. Generally, they are two- 
dimensional graphs where the axes are the independent operational parameters. Curves are 
plotted on these graphs to separate regions of different wear behavior and to represent 
conditions of constant wear rate. In addition to the generic name of wear map such plots 
are also referred to as wear mechanism maps, wastage maps, material performance maps, 
wear transition maps, wear rate maps, and contour wear maps, depending on their nature 
and use. Examples of different types of wear maps are shown in Figs. 3.81-3.84 and 
3.86-3.90. Figures 3.81-3.84 are examples of ones used for sliding wear; Figs. 3.86 
and 3.87, for tool wear; and Figs. 3.88, 3.89, and 3.90, for solid particle erosion. While 
maps of these types can be developed on a purely theoretical or experimental basis, most 
are primarily empirical-based. However, theoretical considerations are often involved to 
facilitate the construction and to minimize the amount of data required (106,109,162- 
170). 
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Table 3.9 K e Values for Erosion 


Target material 


K e 

Soft steel 

8 x 

10~ 3 - 4 x 10~ 2 

Steel 

1 X 

10~ 2 - 8 x 10~ 2 

Hard steel 

1 X 

10~ 2 - 1 x 10 _1 

Aluminum 

5 x 

10~ 3 - 1.5 x 10~ 2 

Copper 

3 x 

10~ 3 - 1.3 x 10~ 2 


10 " 


SLIDING VELOCITY v (m/s) 

-2 


10 ' 


1 


10 2 



F = load/(apparent area x hardness) V = velocity x contact diameter/2 x thermal diffusivity 

Figure 3.81 Wear map developed for unlubricated sliding between self-meted steel. (From Ref. 
109, reprinted with permission from Elsevier Science Publishers.) 
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Normalized Wear Rate as a Function of Load and Speed 
251 : 



Normalized Wear Rate as a Function of Speed and Temperature 
150.5 N Load 



Normalized Speed 


Normalized Wear Rate as a Function of Temperature and Load 
1.5 m/s 



Figure 3.82 Wear mechanisms maps used to characterize the unlubricated sliding wear behavior of 
self-mated 440C stainless steel. (From Ref. 163, reprinted with permission from Elsevier Sequoia 
S.A.) 
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Velocity (minis) 

Figure 3.83 Wear map characterzing the wear behavior of Cr ion-implanted iron sliding against a 
hard steel counterface and lubricated with liquid paraffin. (From Ref. 168, reprinted with permission 
from Elsevier Sequoia S.A.) 



Test speed (ms' 1 ) 


Figure 3.84 Example of wear maps used to characterize the unlubricated wear behaviour of silicon 
nitride ceramics sliding against steel. These maps are referred to as wear transition maps and show 
the transition in wear behavior of the ceramic as function of ambient temperature and speed. (From 
Ref. 136, reprinted with permission from Elsevier Sequoia S.A.) 
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Figure 3.85 Examples of wear scars on silicon nitride ceramics in the different regions identified in 
wear transition maps, such as illustrated in Fig. 3.84. “A” is for 22°C and 0.5 m/s; “B” is for 200°C 
and 0.5 m/s; “C” is for 22°C and 3.5 m/s. (From Ref. 136, reprinted with permission from Elsevier 
Sequoia S.A.) 



Figure 3.86 Wear map for flank wear of Ti-N coated steel tool. Map is used to identify acceptable 
regions of operation. (From Ref. 167, reprinted with permission from Elsevier Sequoia S.A.) 
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Figure 3.87 Wear map for flank wear of Ti-N coated steel tools, identifying regions of different 
wear behavior. These regions are superimposed on those used to identify acceptable performance 
(see Fig. 3.86). (From Ref. 167, reprinted with permission from Elsevier Sequoia S.A.) 


Figure 3.81 shows the first wear map that was developed to illustrate the wear 
map concept (109). This map is one proposed for unlubricated or dry sliding between 
steels, using normalized pressure and normalized velocity as the axes. In it the bound¬ 
aries between regions of different wear mechanisms are identified, as well as the locus 
of pressures and velocity conditions for a constant normalized wear rate within those 
regions. 



Particle Size (pm) 

Figure 3.88 Example of wear maps used to characterize erosion. This type of map is referred to as 
velocity-particle size wastage maps. Axes are particle velocity and particle size. (From Ref. 164, 
reprinted with permission from Elsevier Sequoia S.A.) 
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Figure 3.89 An example of the types of wear maps used to characterize erosion. This type is 
referred to as materials performance maps. In these, the different regions are used to identity wastage 
conditions for individual materials. In this particular map, the various shaded regions are regions of 
low wastage for the individual materials. The clear region is a region of medium wastage for all the 
materials. (From Ref. 164, reprinted with permission from Elsevier Sequoia S.A.) 


Another example of a wear map is the contour wear maps developed for 440C stain¬ 
less steel for use in high-pressure oxygen turbopumps, shown in Fig. 3.82 (163). In these 
maps contour lines of constant wear rate are plotted. For these applications, it was desir¬ 
able to characterize wear behavior in terms of three operating parameters, load, speed, and 
ambient temperature. To accomplish this, wear maps were developed for different combi¬ 
nations of these parameters, as illustrated in the figure. In this case, the wear map can be 
thought of as a three-dimensional wear space with axes of load, speed, and temperature, 
where surfaces of constant wear rate can be identified. The two-dimensional graphs can 
then be thought of as planes in that space and the contour lines are the intersection of 
those planes with these surfaces. 

A less complex wear map than these two examples is shown in Fig. 3.83. In this 
case load and speed are the operating variables of interest (168). This wear map is an 
example of a wear mechanism map. In this map, three regions of different wear 
mechanisms, each with a characteristic order-of-magnitude wear rate, are identified. 
These regions were identified by physical examination of the worn surfaces and wear 
rate determination. 

Wear transition maps are illustrated in Fig. 3.84. In this case, ambient temperature 
and speed are the axes (165). In this map, three different regions of wear behavior are iden¬ 
tified and correlated with different ranges of a wear coefficient for a ceramic slider. In this 
tribosystem, wear behavior can be correlated to flash temperature and isothermal contours 
for flash temperature are also plotted on the map. For this tribosystem, the three different 
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Figure 3.90 An example of four-variable wear map used to describe erosion behavior. This map is 
used to characterize wear behavior in terms of wear mechanisms and use erodent size, erodent velo¬ 
city, temperature, and material composition as parameters controlling the wear. (From Ref. 164, 
reprinted with permission from Elsevier Sequoia S.A.) 

wear regions are a result of differences in the formation of tribofilms on the surface of the 
ceramic, as shown in Fig. 3.85. In region I, there is no evidence of transfer and a tribofilm 
is not formed. In regions II and III, higher flash temperature promotes adhesion of tool 
steel wear particles to the ceramic surface. In region II, there is partial film formation. 
In region 111, the film is more uniform and extensive. 

Wear maps are also used to characterize tool wear and to determine optimum oper¬ 
ating conditions for least tool wear (162,166,167,169). Example of a wear rate map used 
for this purpose is shown in Fig. 3.86 (167). In this case, the axes are feed rate and cutting 
speed. The boundaries of the regions are based on wear rate. Mechanism information can 
also be placed on the map to provide a wear mechanism map. This is shown in Fig. 3.87, 
where three regions of different dominant mechanism are identified. It is can be seen in this 
map that the least wear region includes two different mechanism regions. With tools, such 
maps are used to characterize both flank wear, as illustrated in the figures, and crater wear 
(169). 

The use of wear maps in solid particle erosion is illustrated in Figs. 3.88, 3.89, and 
3.90. Three different types of wear maps are used (164). One is referred to as wastage maps 
and the axes are generally particle size and velocity. Figure 3.88 is an example of this. In 
this case, the maps identify regions of high medium, and low wastage rates, which were 
based on the depth of wear, x, in a standard test. High wastage rate was equivalent to 
x > 8 pm; medium, 4 pm < x < 8 pm; low, x < 4 pm. These levels were based on the 
approximate levels of wastage that can typically be tolerated in a fluid bed conveyer. 
Material performance maps are developed from this by overlaying the wastage maps 
obtained for different materials. In this case, it was for different metal matrix compo- 
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sites (MMC). An example of such a wear map is shown in Fig. 3.89. In this type of 
application, ambient temperature is also a factor and these types of curves were devel¬ 
oped for a series of temperatures, which spanned the application range. A third form 
of a wear map that is used to characterize solid particle erosion is the ternary map 
shown in Fig. 3.90. This is a wear mechanism map in which four different modes of 
wear are identified. The fractured dominated and plastic mechanisms are mechanisms 
associated with the wear of the reinforcing particle, while the remaining two are wear 
modes associated with the composite (171). This map shows the combined effect of 
temperature, velocity, composition, and particle size on type of mechanism involved 
(164,172). 

A common example of a wear map is the PV diagrams (pressure-velocity graphs) 
often used to describe the wear behavior of engineering plastics. In this case, the PV Limit 
curve separates pressure and velocity combinations into two regions of wear behavior, one 
that is generally considered to be acceptable for applications and the other that is not 
(173). 
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4 

Wear Behavior and Phenomena 


4.1. GENERAL BEHAVIOR 

Some trends in wear behavior are shown in Figs. 4.1-4.7. Individually, these trends do 
not necessarily represent general behavior, since they are based on published data from 
specific wear tests and generally involve a limited number of materials and conditions 
(116). While limited, the data summarized in these figures illustrate the broad range of 
behavior that can be encountered in different wear situations. Several of these figures con¬ 
tain wear curves, that is, the graphical relationship between wear and usage (distance of 
sliding, time, number of cycles, etc.). Others illustrate the dependency of wear on various 
factors, such as load, roughness, speed, hardness, etc., which are significant to the design 
engineer. As can be seen by comparing the various graphs in these figures, a variety of 
plotting techniques is used, including linear, log-log, and semi-log, to summarize the beha¬ 
vior. The need to use such a variety of formats illustrates the variety of relationships and 
sensitivities that are associated with wear. The general character of the curves is often 
some form of nonlinear behavior. In several of these figures, a power relationship (jc") 
between wear and the parameter is indicated; in others, transitions or max/min behavior 
is seen. At the same time, linear relationships or regions of linear behavior can often be 
found in these figures as well. 

A frequently encountered behavior is the development of a period of stable wear 
behavior after some initial wear has taken place (1,6,8-14,17-20). A period of stable wear 
behavior is one in which there is a stabilization of wear mechanisms. Typically, in situa¬ 
tions where the apparent contact area does not change with wear, this is also a period 
of lower and constant wear rate, after a initial period of higher and changing wear rate. 
This type of behavior is shown in Figs. 4.8 and 4.9. In such situations, the initial period 
is usually referred to as break-in. Break-in behavior results from surface and near-surface 
changes as a result of relative motion and wear and the emergence of different mecha¬ 
nisms. This break-in effect is in addition to and different from the run-in effect associated 
with conforming contacts. With nominally conforming contacts, there can be an apparent 
break-in period when a linear wear measure is used, such as scar depth or width. In this 
case, the depth wear rate decreases as true conformity is established by wear, even if there 
is no other change occurring. However, other break-in type changes are also common with 
run-in. An additional discussion of break-in behavior can be found in Sec. 4.4. 

The morphology of the wear scar is generally different in the break-in and stable wear 
periods. Stable wear behavior is generally characterized by stable morphology. Volume wear 
rates are often constant in stable wear periods, as indicated previously. However, short-term 
cyclic variations and slowly decreasing wear rates are also possible in these periods (4,21). 
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Figure 4.1 The effect of hardness on wear in several situations. “A”, two-body abrasion of cast 
irons and steels; “B”, sliding against paper; “C”, sliding contact; “D”, rolling contact. (“A” from 
Ref. 9; “B” from Ref. 75.) 
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Figure 4.2 The effect of roughness in sliding. “A”, steel against steel; “B”, plastic against stainless 
steel. (“A” from Ref. 10; “B” from Ref. 16.) 


This distinction between initial and long-term wear behavior is significant for 
several reasons. One is that run-in and break-in are precursors to stable wear beha¬ 
vior. For the designer or engineer, this means that suitable break-in may be required 
to obtain the stable period of low wear rate needed for long life. If this break-in does 
not occur, higher wear rates and unstable behavior might persist, resulting in reduced 
life. It is also important in engineering because it is sometimes necessary to take into 
account the magnitude of the wear associated with this initial period. It is also signi¬ 
ficant in terms of its relationship to wear studies. To the investigator, this stable 
period provides a convenient region for wear study. It is typically the type of region 
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(B) 

Figure 4.3 The influence of materials on wear in different situations. “A”, abrasion of borided 
materials; “B”, lubricated sliding against 52100 steel; “C”, Au-Au sliding; “D”, solid particle ero¬ 
sion. (“A” from Ref. 9; “B” from Ref. 4; “C” from Ref. 101; and “D” from Ref. 9.). 


where wear rates, wear coefficients, and mechanisms are likely to be studied. How¬ 
ever, tests have to be of sufficient duration that all run-in and break-in behavior have 
ceased. 

In some wear situations, it is also possible that initial wear rates might be lower than 
longer-term wear rates. This is generally the result of initial surface films or layers, which 
act as lubricants and are gradually worn away. Such an effect is more common with un¬ 
lubricated tribosystems than with lubricated tribosystems. 

The effect of break-in and run-in illustrates another general aspect of wear behavior 
that needs to be recognized. This is that the immediate or current wear behavior can be 
influenced by earlier wear. In addition to the effect of break-in and run-in on longer-term 
wear, the influence of wear debris is another illustration. Since wear debris can be trapped 
in the wear region and cause further wear, its characteristics can influence current wear 
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Figure 4.3 ( continued ) 


behavior, while the prior wear behavior will determine the characteristics of the debris. 
For example, the occurrence of initial coarse debris as the result of a momentary overload 
condition or lubrication failure might inhibit the development of a mild, stable wear region 
that is more typical of the wear system. The momentary introduction of a small amount of 
abrasive into a system might trigger such a sequence as well. 

Wear behavior is frequently characterized as being mild or severe (14,16,22-25). 
Mild wear is generally used to describe wear situations in which the wear rate is relatively 
small and the features of the wear scar are fine. Severe wear, on the other hand, is asso¬ 
ciated with higher wear rates and scars with coarser features. For reference, Fig. 4.10 
shows wear scars that are representative of mild and severe wear. Most materials can 
exhibit both mild and severe behavior, depending on the specifics of the wear system in 
which they are used. Frequently, the transition from mild to severe are abrupt. Figure 4.11 
illustrates such a transition for polymers. Mild wear behavior is generally required for 
engineering applications. In cases where severe wear behavior must be accepted, main¬ 
tenance is high and lives are short. 
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Figure 4.5 The effect of speed. “A”, PTFE sliding against polyethylene; "B”, unlubricated steel 
against steel; “C”, unlubricated iron against steel. (“A” from Ref. 6; “B” from Ref. 13; “C” from 
Ref. 9. “A” and “B” reprinted with permission from ASME. “C” reprinted with permission from 
ASM International.) 
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Figure 4.6 The effect of ambient temperature. “A” and “B” show the effect in several cases of 
unlubricated sliding between metal interfaces. (“A” from Ref. 13; ‘‘B" from Ref. 14.) 
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Figure 4.7 Wear behavior as a function of duration. “A”, ceramic/steel sliding; “B”, steel/steel 
sliding; “C”, block-on-ring tests; “D”, polymer composite/cermet sliding; “E”, impact; “F”, ero¬ 
sion; “G” , slurry abrasion. (“A” from Ref. 77; “B” from Ref. 10; “C” from Ref. 15; “D” from 
Ref. 7; “E” from Ref. 78; “F” from Ref. 50; and “G” from Ref. 79.) 
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Figure 4.7 ( continued ) 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 




Figure 4.7 ( continued ) 


There are several factors, which contribute to the general complex and varied 
nature of wear behavior. One factor is the number of basic wear mechanisms. 
Depending on the mechanism and the parameter considered, there are a mixture of lin¬ 
ear and nonlinear relationships possible, as well as transitions in mechanisms. Conse¬ 
quently, a wide variety of behaviors is to be expected for different wear situations. 
A second factor is that wear mechanisms are not mutually exclusive and can interact 
in different ways. A final contributor to complex wear behavior is the modifications 
that take place on the wearing surfaces. As is obvious from the examination of worn 
surfaces, wear modifies the surface in addition to removing the material. Modifications 
to the topography are generally immediately apparent (e.g., scratches, pits, smearing, 
etc.). While less obvious, the composition of the surfaces can also be modified, as well 
as the mechanical properties of the surfaces. These changes to tribosurfaces are signifi¬ 
cant factors in the break-in behavior referred to previously. As a generalization, these 



Figure 4.8 Wear curve showing the effect of break-in behavior. 
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Figure 4.9 Wear rate behavior as a result of break-in behavior. 

surface modifications can be influenced by a wide variety of parameters associated with 
the wearing system (e.g., relative humidity, nature of the relative motion, active com¬ 
ponents of a lubricant, etc.). Since the wear mechanisms are functions of the surface 
parameters, the dependencies of surface modifications on this larger set of parameters 
can result in more complex relationships for wear. In addition, since wear can influence 
surface modifications, a compounding of effects can take place. Interactions and trends 
with wear mechanisms, wear transitions, and modifications of tribosurfaces are 
discussed in further detail in the following sections. 

The complex nature and range of wear behavior possible can generally be simplified 
and reduced to a practical level for engineering because of the limited range of tribosystem 
parameters that need to be considered. However, the range of behavior shown in 
Figs. 4.1-4.7, along with these observations regarding the many factors associated with 
wear behavior, suggests the following. As an overview, it is appropriate to consider wear 
behavior generally as nonlinear, with linear behavior possible under certain conditions 
and narrow ranges of parameters. 

4.2. MECHANISM TRENDS 

One factor that contributes to the complex nature of wear behavior is the possibility of 
different wear mechanisms. Depending on the mechanism and the parameter considered, 
there are a mixture of linear and nonlinear relationships possible, as well as transitions. 
For example, the simple model for adhesive wear gives a linear-dependency on sliding, 
while a model for fatigue wear gives a nonlinear dependency. In an abrasive wear situa¬ 
tion, theory supports a transition in wear behavior when the abraded material becomes 
harder than the abrasive. In addition, not all mechanisms depend on the same parameters 
in the same way. For example, the model for corrosive wear indicates an explicit depen¬ 
dency on sliding speed; the models for the other modes do not contain an explicit depen¬ 
dency on speed. Consequently, a wide variety of behaviors is to be expected for different 
wear situations. 

A contributing element to this complexity is that wear mechanisms are not mutually 
exclusive. Frequently wear scar morphology indicates the simultaneous or parallel occur¬ 
rence of more than one mechanism (16,26-29). An illustration of this is shown in Fig. 4.12. 
In this sliding wear scar damage features suggestive of both single-cycle deformation and 
repeated-cycle deformation wear are present. The overall wear behavior of such a system 
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Figure 4.10 Examples of mild and severe wear scar morphologies for sliding. “Left side” shows an 
example of mild wear scars obtained in a pin-on-disk test; “Right side” shows severe wear scars. 
(From Ref. 80, reprinted with permission from ASME.) 

could then be represented as the sum of individual wear processes, for example, 

^total = f^s-c-d + f^r-c-d (4.1) 

where fV total is the total wear, flvc-d is the wear due to single-cycle deformation, and fV T -c-d 
is the wear due to repeated-cycle deformation. Utilizing the expressions developed for 
single-cycle deformation and fatigue wear, Eqs. 3.25 and 3.44, and assuming that a is 
the fraction of the real area of contact that is wearing by single-cycle deformation, the 
following equation can be proposed for this system: 

tnti ry P 

W tota i = 2k -5 + QMGr'(l - a)P l+, ^S (4.2) 

TT p 
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Figure 4.11 Transitions from mild to severe wear in the case of sliding wear of plastics. “A”, poly- 
imide/steel couple in a thrush washer test; “B”, TFE composite/steel couple in a journal bearing 
test. (“A” from Ref. 23; “B” from Ref. 81.) 


Note that in this equation, P is the normal load and S is the distance of sliding. The other 
symbols are as previously defined for Eqs. (3.25) and (3.44). Since each of the individual 
mechanisms do not depend on the same parameters in the same manner, the dependency 
of W tota i on these parameters would depend on the relative contribution of the individual 
mechanisms to the total wear. For example, if a is very small, that is to say single-cycle 
deformation is minor, the load dependency would be nonlinear and the wear behavior 
would not be sensitive to the sharpness and size of the asperities. If a was near unity 
(i.e., fatigue is minor), the wear would be sensitive to the asperities' sharpness and the load 
dependency would approach a linear one. For intermediate values of a, there would be 
both a nonlinear dependency on load and a dependency on asperity size and shape, which 
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Figure 4.12 Sliding wear scars on ceramics, showing evidence of single-cycle deformation and 
repeated-cycle deformation wear. (From Ref. 82; reprinted with permission from ASME.) 


would be different from the ones associated with either mechanism. This trend is illus¬ 
trated in Fig. 4.13, where it is assumed that a can be related to the load range. For light 
loads, it was assumed that fatigue is negligible but at high loads, it predominates. Conse¬ 
quently, the possibility of the simultaneous occurrence of several mechanisms can lead to a 
wider range of behavior than those based on the individual mechanisms. 



Figure 4.13 Example of combined wear behavior when there are two mechanisms present. 
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The individual mechanisms can also interact in a sequential fashion, giving rise to 
another possible factor for complex wear behavior. For example, fatigue wear can weaken 
the surface by the formation of cracks and allowing an adhesive event to remove the wear 
particle. Mathematically, the wear may be described by the equation for adhesive wear, 
where the wear coefficient K is now dependent on the fatigue parameters of the system 
in addition to the normal parameters associated with adhesion. In Eq. 3.7 for adhesive 
wear, K is the probability that a given junction will result in wear. Assuming that this 
probability is proportional to the fatigue wear rate (see Eq. (3.44)), the following equation 
may be proposed for such a system: 


Q.MGT , P 1+t ^K' 

W = --- 5 

3 P 


(4.3) 


where K' is the constant of proportionality. Comparison of this equation with Eq. 3.7 illus¬ 
trates the complexity that the concept of one wear mechanism initiating another intro¬ 
duces. Additional dependencies are introduced (e.g., the fatigue parameter t), and other 
dependencies change (e.g., the dependency on load is no longer linear). Another example 
of this type of sequential interaction would be either fatigue or adhesive wear mechanisms 
forming debris, which then acts as an abrasive. 

In considering these ways in which the basic wear mechanisms may interact in a 
given situation, two points should be noted. In the case of parallel interaction, modifica¬ 
tion of the parameters effecting one of the wear modes may have little or no effect on the 
overall wear behavior. However, in the sequential interaction, it should always have an 
effect on the overall behavior. With the first example, changing parameters to reduce fati¬ 
gue wear would have negligible effect on the wear in the low load range, where abrasion 
predominates. In the second example, the overall wear would be reduced since it would 
tend to reduce the effective probability of an adhesive failure. The second point to note 
is that it is also possible to have both types of interactions (i.e., parallel and sequential) 
occur in a given wear system. This confounded type of interaction can also contribute 
to the complex nature of wear behavior. 

While such interactions may make it necessary to consider more than one type of 
mechanism as significant, it is frequently not necessary to do so. It is generally possible 
to consider one mechanism or type of mechanism as being the dominant and controlling 
mechanism within limited ranges of tribosystem parameters, as illustrated by the wear 
maps discussed in Sec. 3.9. In addition to different wear mechanisms being dominant 
mechanisms in different ranges of operating parameters, wear mechanisms also differ in 
their severity. This is illustrated in Fig. 4.14, where nominal ranges of a normalized and 
dimensionless wear rate, Q, for different mechanisms for sliding are plotted.* The dimen¬ 
sionless wear rates are based on wear rates from wear situations in which the mechanism is 
considered to be the dominant type. There are several equivalent ways of defining this rate, 
which is shown by the following equations: 



(4.4) 


*This wear coefficient, Q, is equivalent to the wear coefficient, K, of a linear wear relationship, W = 
K PS/p, where P is load, S is sliding distance, p is hardness, and W is wear volume. 
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Figure 4.14 Nominal empirical ranges for normalized wear rates [(wear volume x hardness)/ 
(distance x load)] for different types of generic wear mechanisms. 


Q = 


©T 



(4.5) 


In these equations, W is wear volume; h, wear depth; p, hardness; P. load; v, velocity; 
t t , contact pressure. The dot indicates wear rate with respect to time and the apostrophe 
indicates wear rate with respect to sliding distance. In this figure, the limiting value 
for Q, which can be tolerated in engineering, is also indicated. Applications requiring 
long life and low wear values often require values of Q one to two orders of magnitude 
lower than this. It can be seen from this figure that adhesive, severe single-cycle defor¬ 
mation, severe repeated-cycle deformation, and thermal mechanisms tend to be undesi¬ 
rable forms of wear. Wear rates associated with these mechanisms tend to be higher 
than those of the other types and generally unacceptable for two reasons. One is their 
intrinsic severity, as indicated by the ranges of Q. The other is that these forms of wear 
tend to occur at higher velocities, pressures and loads than the milder forms of wear, 
essentially compounding their undesirability in applications. 

There is an overall trend in wear behavior with contact stress. In general, the severity 
of wear increases with increasing stress. Not only does the severity of individual wear 
mechanism tend to increase with increasing stress, increasing stress tends to lead to the 
occurrence of more severe wear mechanisms. Both trends are indicated in the wear maps 
shown in Figs. 3.81-3.83 and in 4.15. Empirical models for sliding, rolling, and impact 
wear also illustrate such a trend, as well as the general nature of the wear mechanisms. 
For many wear situations, it is possible to correlate wear severity with the ratio of a 
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Figure 4.15 Empirical wear rate map for dry sliding wear of an aluminum block against a hard 
steel ring. Contact stress increases with load. (From Ref. 80, reprinted with permission from Elsevier 
Sequoia S.A.) 

contact stress to a strength parameter, such as contact pressure to hardness (30); see 
Secs. 3 and Chapter 2 in Engineering Design for Wear: Second Edition, Revised and 
Expanded (EDW 2E). 

Important corollaries to these two trends are that materials and other design para¬ 
meters should be selected to avoid severe wear mechanisms from occurring and that stress 
levels should be reduced as much as possible to minimize wear. 


4.3. TRIBOSURFACES 

Since wear is primarily a surface phenomenon, surface properties are major factors in 
determining wear behavior. Changes to surfaces are a frequent factor in transitions in wear 
and friction behavior. Before discussing these, it is important to consider the general 
nature of a tribosurface. A tribosurface consists of the basic or nominal material of the 
surface plus any layers and films that are present. This is illustrated by the schematic 
cross-section for a typical metal surface shown in Fig. 4.16. There are numerous surface 
properties that are associated with wear and friction that can affect overall behavior 
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Figure 4.16 Illustration of an unlubricated metal surface. The worked layer is a region of the bulk 
material that is worked-hardened as result of maching. The Beilby Layer is an amorphous or micro- 
crytalline layer, resulting from melting and surface flow of molecular layers during machining and 
hardened by subsequent quenching. While all these layers are typical of most engineering surfaces, 
an oxide layer, Beilby Layer, and worked layer may not be present with all metals and maching pro¬ 
cesses. In general, the thickness and properties of these layers depend on the material, environmental 
exposure, and maching processes. (From Ref. 84, reprinted with permission from The McGraw-Hill 
Companies.) 


and cause transitions. The models for the primary wear mechanisms indicate that 
geometrical, mechanical, physical, and chemical parameters are involved. Geometrical 
parameters include the overall shape of the contacting surfaces, as well as the distribution 
and shapes of asperities. Mechanical parameters would include elastic moduli, hardness, 
and fatigue parameters. Physical parameters could be work hardening characteristics, 
diffusion constants, and lattice parameters. Composition and polarity of the surface are 
examples of chemical factors. Thicknesses and other properties of the various layers 
and films are additional factors. 

While surface parameters influence wear, surface parameters can be influenced by 
wear. In effect, this means that wear and surface parameters are mutually dependent 
and a stable wear situation would be one in which the surface properties do not change 
with wear. If the wear process and the set of surface parameters are not mutually consis¬ 
tent, the wear behavior will be unstable until a mutually consistent condition can be estab¬ 
lished. This interdependency means that in addition to identifying the relationships 
between wear and the initial parameters of tribosurfaces, as was done in the treatment 
of the primary mechanisms, it is necessary to consider how the tribosurface may be modi¬ 
fied as a result of wear. The principle types of modifications are treated in this section. The 
manner in which these modifications can result in transitions in wear behavior is discussed 
in the subsequent section. 

Wear can cause geometrical changes both on a macro- and micro-scale. On a macro¬ 
scale, the nature of the contact between two bodies changes, effecting the distributions of 
stress and load across the contact region. An example of this would be a contact situation, 
which initially is a point contact (e.g., a sphere against a plane). As wear occurs, one of the 
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Figure 4.17 Changes in the contact configuration as a result of wear for a sphere sliding against a 
plane. “A”, only the sphere wears; "B”, only the flat wears; and “C”, both the sphere and the flat 
wears. 


three contact situations indicated in Fig. 4.17 evolves. In two of these cases, the final con¬ 
tact situation is a conforming contact. In the third, “b”, it changes from a point contact to 
a line contact. This type of change is further illustrated in Fig. 4.18, which shows profilo- 
meter traces of a flat surface and a sphere after some wear was produced on the flat sur¬ 
face. Another example of a macro-geometrical change is that which takes place between 
two flat surfaces, which are initially misaligned. Initially, the contact is confined to the 
region near the edges; with wear, however, contact over the entire surface can be estab¬ 
lished. Such changes are extremely significant in situations in which the wear depends 
on stress, such as in mild sliding and impact wear situations (3,31). Such a change is related 
to run-in behavior. 

One way for micro-geometrical changes to occur is the result of asperity deforma¬ 
tion as a result of contact. An example of this is shown in Fig. 4.19, where a profil- 
ometer trace through a wear track on a flat surface is shown. A micrograph of the 
surface is also shown. In this case, the tips of the asperities in the worn region appear 
to be more rounded; asperity heights appear to be more uniform in the wear track as 
well. In general, initial wear in sliding and rolling systems tends to increase the radius 
of curvature of the asperities and to provide a more uniform distribution of asperity 
heights. These changes tend to increase the number of asperities involved in the contact 
as well as to reduce the stress associated with each junction. Initially, the asperity defor¬ 
mation tends to be in the plastic range, while subsequent engagements would likely 
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Figure 4.18 (“A”) Profilometer traces of sphere and a wear scar, produced by the sphere, are 
superimposed, illustrating the conforming nature of the worn contact. (“B”) Micrographs of the 
sphere and flat after wear are also shown. (Unlubricated sliding between a 52100 steel sphere and 
a 1050 steel flat.) (From Ref. 52, reprinted with permission from Elsevier Sequoia S.A.) 


result in elastic deformation as a result of these changes. As material is worn from the 
surface, the general result is a different micro-geometry or topography, characteristic of 
the wear processes involved. An example of this would be the striations that result from 
abrasive wear; another might be adhesive wear fragments attached to the surface or the 
roughening on the surface caused by erosion. Micrographs illustrating the morphologi¬ 
cal features of worn surfaces are shown in Fig. 4.20 for a variety of conditions. Signifi¬ 
cant changes in surface topography are evident in these micrographs. 

In addition to these geometrical changes associated with wear, other changes which 
influence the physical and mechanical properties of tribosurfaces can occur, as can changes 
in material composition and structure. An example of these types of changes is the 



Figure 4.19 An example of asperity modifications in the early stages of wear. The micrograph and 
the profilometer trace are for a Monel C Platen, worn by a 52100 steel sphere in lubricated sliding. 
The wear track is located between the vertical lines on the trace. (From Ref. 52, reprinted with per¬ 
mission from Elsevier Sequoia S.A.) 
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Figure 4.20 Examples of changes in surface topography as a result of wear under different condi¬ 
tions. “A”, fretting; “B”, sliding; “C”, erosion; “D”, erosion; “E”, rolling; “F”, sliding; “G” and 
“H”, compound impact; “I”, erosion; “J”, slurry erosion. (“A” from Ref. 85; “B” from Ref. 83; 
“C” from Ref. 87; “D” from Ref. 88; “E” from Ref. 89; “F” from Ref. 52; “G” and “FI” from 
Ref. 3; “I” from Ref. 90; and “J” from Ref. 91. “A”, “B”, “E”, “I”, and “J” reprinted with permis¬ 
sion from ASME; “G” and “FI” reprinted with permission from Elsevier Sequoia S.A.; and “C” and 
“D” reprinted with permission from ASM International.) 
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Figure 4.20 ( continued ) 


oxidative or chemical wear process discussed in the section on wear mechanisms. In this 
case, an oxide or other type of reacted layer is formed on the surface, as a result of the 
wear. In general, the properties of the reacted layer will be different from those of the par¬ 
ent material or any initial oxide. Another way in which the chemical make-up of the tri- 
bosurface can be modified is conceptually illustrated in Fig. 4.21. Wear fragments from the 
counterface, or wear fragments from the reacted layer, are worked into the surface, form¬ 
ing a composite structure. An example of this type of phenomenon in the case of impact 
wear is shown in Fig. 4.22. Similar observations have been made for sliding wear (32-34). 
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Figure 4.21 Mechanically mixed surface layer. 


Structural changes can also take place as the result of the wearing action (e.g., plastic 
deformation and flow). In the case of metals, changes in dislocation density and grain size 
at or near the surface are frequently observed in wearing situations. Figure 4.23 shows 
some examples of this behavior. Frequently, these changes result in a harder, more brittle 
surface. When hardness changes as a result of wear, it is generally found that wear beha¬ 
vior is related to the modified hardness. This is also true, when hardness is affected by fric¬ 
tional heating, as described further in this section. 

Another example is the formation of a layer composed of extremely fine grains and 
flow-like striations found in some sliding wear situations (Fig. 4.24). As is apparent in this 
figure, the morphology of this layer is very suggestive of fluid flow, and shows both 
laminar and turbulent characteristics in different regions. Careful examination of the 



Figure 4.22 Example of mechanical mixing under impact conditions between a steel sphere coated 
with a thin layer of NI (5000 A) and a Cu flat. A cross-section through the wear scar in the Cu is 
shown in “A”. In “B”, an EDX dot map of NI is shown for this region, confirming the mixing. 
(From Ref. 92, reprinted with permission from Elsevier Sequoia S.A.) 
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Figure 4.23 Examples of the dislocation networks formed and grain size changes produced during 
wear. “A” is the dislocation networks formed beneath the wear surface of a Cu specimen during ero¬ 
sion. “B” shows the grain growth occurring in Cu in a small amplitude sliding wear situation. (“A” 
from Ref. 93, reprinted with permission form ASTM; “B” from Ref. 94, reprinted with permission 
from ASME.) 


micrograph shows the formation of what appears to be an extrusion lip. Because of this lip 
formation and the general characteristics of the layer, line grains, and flow characteristics 
(which are very similar to behavior seen in metal working operations), this mode of wear 
has been referred to as extrusion wear (35). 



Figure 4.24 Example of subsurface flow during wear: “A” for sliding, “B” for impact. (“A” from 
Ref. 95, reprinted with permission from ASM International; “B” from Ref. 92, reprinted with per¬ 
mission from Elsevier Sequoia S.A.) 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 




Figure 4.25 Example of preferential wear of a soft matrix. This micrograph is of a coating, which 
contained diamond particles in an Rh matrix, after it was worn by sliding against a paper surface 
coated with magnetic ink. (From Ref. 36.) 


Preferential wearing of one phase of a multiphase material can also result in a change 
in the composition of the surface and influence wear behavior. An example of this would 
be the preferential removal of a soft matrix around a hard filler, grain, or particle (36). 
This situation is illustrated in Fig. 4.25. This type of action can also produce topological 
or roughness changes. A further way by which surface composition can change is shown in 
Fig. 4.26. This is by preferential diffusion of certain elements (37), either to the surface of a 
material or into the surface of the mating material. Solubility and temperature are strong 
factors in this type of mechanism. This is frequently a factor in wear situations involving 
high temperatures, such as in machine tool wear. 

Up to this point, metals have been used to illustrate composition and structural 
changes in tribosurfaces; however, such changes are not confined to this class of materials. 
Similar changes can take place with other classes but they may be of different types, which 
depend on the basic nature of the material. With polymers, for example, changes in both 
the degree of crystallinity, chain length, and degree of cross-linking have been observed. 
The formation of different polymer structures has also been observed to occur as a result 
of wear (38^11). 
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Figure 4.26 An example of a diffusion layer formed on a tool surface during machining. The dia¬ 
gram shows the location of the diffusion layer on the tool surface. (From Ref. 96.) 


A factor that has to be included with the consideration of tribosurfaces is surface 
temperature. In addition to leading to thermal wear mechanisms, discussed in Sec. 3.6, sur¬ 
face temperatures can affect wear behavior in other ways. As indicated in that section, 
there are several factors which influence surface temperature, such as the heat energy gen¬ 
erated at the surface, the thermal conductivities of the materials, heat conduction paths 
away from the interfaces, and ambient temperature. This is illustrated in Fig. 4.27. 
Because the heat or thermal energy is generated in the surface (e.g., frictional heating in 
sliding), surface temperatures are generally higher than elsewhere in the materials, which 
can influence the nature of the surface in two ways. One is simply related to the fact that 
most material properties are temperature dependent. As a result, the surface will exhibit 
material behavior appropriate to that elevated temperature. For example, the hardness 
of metals can decrease with surface temperature. This type of effect is particularly impor¬ 
tant in the case of polymer wear. With polymers degradation in wear performance is gen¬ 
erally observed with the surface temperatures approaching and exceeding the glass 
transition temperature (23,42,43). A second way in which surface temperature can influ¬ 
ence tribosurfaces is through the temperature dependencies that the surface modification 
processes have. Elevated temperature can increase reaction rates, influence phase changes, 
increase diffusion, and enhance flow characteristics of materials. 
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Figure 4.27 Factors affecting surface temperatures. 


In addition to these possibilities, removal of existing layers and the formation of new 
layers or films, such as, transfer and third-body films, can modify tribosurfaces, and 
in turn affect wear behavior (7,16,24). Typically, a change in the coefficient friction 
can be found with changes in oxide structure, removal of other films, and the formation 
of tribofilms (44). Removal of existing films and oxides is often a contributing factor 
of break-in behavior (45). Many investigators have identified the formation of transfer 
and third-body films and their importance in wear and friction behavior 
(6,7,18,26,33,38,39,42,46-49). The formation of these tribofilms and related wear pro¬ 
cesses are described in Sec. 3.7. 

While it is convenient for discussion to consider separately the various ways tribosur¬ 
faces can undergo changes as a result of wear, it must be recognized that under actual 
wearing conditions these changes can be going on simultaneously and in an interactive 
fashion. For example, a flow layer might also contain a mixture of material from both sur¬ 
faces, as well as oxides of these materials. An illustration of what typical conditions might 
exist on worn surfaces is shown in Fig. 4.28. 

4.4. WEAR TRANSITIONS 

These changes to tribosurfaces, coupled with the possibility of different wear mechanisms, 
can result in dramatic changes or transitions in wear behavior (44). The break-in pheno¬ 
menon discussed previously is an example of such a transition. Break-in transitions tend 
to be gradual and are usually attributed to the modification of the surfaces by such mecha¬ 
nisms as oxide formation, transfer film formation, and asperity profile modification that 
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Figure 4.28 Possible state of a surface modified by wear. 


are associated with the wearing action. Transitions, which are associated with changes in 
parameters, such as load, speed, relative humidity, or temperature, tend to be much more 
abrupt and are frequently associated with a transition between mild and severe wear. In 
either case, there can be changes in relative contributions and interactions of the several 
possible wear mechanisms, along with changes in the characteristics of the wearing sur¬ 
faces. To illustrate the general nature of such transitions and the possible factors involved, 
several examples will be considered. 

During a break-in period, the wear rate is higher than after the break-in period. In 
this sense, break-in behavior can be thought of as a transition from a severer to a milder 
mode of wear. A wear curve, showing typical break-in behavior, is presented in Fig. 4.29. 
In this case, the wear is the wear of the plastic member of a cermet-plastic sliding wear 
system. The micrographs in the figure show the appearance of the surfaces after the 
break-in period. The break-in period in this case is associated with the formation of trans¬ 
fer and third-body films on the surfaces. Break-in behavior is not limited to polymer-metal 
sliding systems but occurs for other systems and in other situations. However, the mechan¬ 
ism involved may be different. For example, the fretting wear behavior of a metallic sys¬ 
tem is plotted in Fig. 4.30. A break-in period is evident and oxide film formations, along 
with topological changes, are associated with this period. The appearance of the wear scar 
in the break-in period and the stable period are different. These are shown in Fig. 4.31. 
Another example for a metallic system is shown in Fig. 4.32. In this case, it is for a more 
normal or gross sliding situation. However, the explanation is the same, oxide formation 
with surface temperature being a driving factor. The insets show how the wear surface 
appears in both regions. 

In addition to the occurrence of break-in other transitions can occur as a function of 
duration of the wearing action. An example of this is the behavior found in some four-ball 
wear tests with lubricated metal pairs. This is shown in Fig. 4.33. In this particular case, 
there appears to be several identifiable regions of wear behavior. The initial break-in per¬ 
iod, a region of steady state wear, followed by a period of zero wear rate, ultimately leads to 
a region of rapid or accelerated wear. The appearances of the worn surfaces in these 
regions are different. The overall behavior is likely the result of a complex relationship 
between film formation, topological modification, changing wear mechanisms, and lubri¬ 
cant effects. A possible scenario is that oxide and other films form in the two initial peri¬ 
ods, along with micro-smoothing of the topography, which leads to a period of very low 
wear rate. Ultimately, however, fatigue wear roughens the surface and disrupts the bene¬ 
ficial film, leading to accelerated wear. 
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Figure 4.29 (“A”) Wear curves for the plastic in a plastic-cermet sliding situation. The curves are 
for increasing roughness of the cermet. The mircrographs show the discontinuous transfer film on 
the counterface (“B”) and the third-body film formed on the plastic (“C”) during break-in that 
results in the reduction of wear rate. (From Ref. 7, reprinted with permission from ASME.) 


Another example of a transition in wear behavior is shown in Fig. 4.34. This is for 
sliding wear of a metal-polymer system. In this case, an increase in wear rate is seen well 
beyond the break-in period, and is associated with the disruption of the third-body film. 
The data shown in the figure are for UHMWPE (ultra high molecular weight polyethy¬ 
lene) and were obtained in a thrust washer test. The same material, when tested in a 
pin-on-disk configuration, showed similar behavior (i.e., the occurrence of a transition 
well after break-in) (11,28). The reason for the increased wear was identified with the start 
of fatigue wear, as evidence by micro-cracks in the surface. These delayed contributions 
from fatigue wear are the result of the incubation period associated with this mechanism. 

Another example of transitional behavior is the PV Limit generally associated with 
the wear of polymers in metal-polymer and polymer-polymer sliding systems. In this case. 
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the transition is between mild and severe wear behavior. Sliding conditions above the PV 
Limit result in too high a temperature for the polymer, softening it to the extent that accel¬ 
erated wear occurs. This behavior is illustrated in Fig. 4.35, which shows the PV Limit 
curve for a polyimide and the corresponding relationship between wear rate and surface 



Figure 4.31 Examples of wear scar morphologies for the system referenced in Fig. 4.30. “A” illus¬ 
trates wear scar morphology prior to the formation of a stable and continuous oxide film. “B” illus¬ 
trates the appearance after the formation of such a film. (From Ref. 24, reprinted with permission 
from Elsevier Sequoia S.A.) 
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Figure 4.32 Example of break-in behavior as a result of oxide formation. Micrograph “A” shows 
the appearance of the wear scar prior to the formation of the oxide layer, and “B” shows the appear¬ 
ance after. (From Ref. 14, reprinted with permission from ASME.) 
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Figure 4.33 Time-dependent wear behavior of a lubricated metal couple in a four-ball wear test. 
(From Ref. 19.) 
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Figure 4.34 Transition in plastic wear behavior as a result of disruption of third-body film (unlu¬ 
bricated sliding between UHMWPE and steel. (From Ref. 16.) 
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Figure 4.35 Wear behavior of polyimide sliding against a steel counterface. (From Ref. 23.) 
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Figure 4.36 Wear behavior UHMWPE sliding against steel with and without cooling. (From 
Ref. 16.) 


temperature. A similar transition for another polymer is indicated as a function of sliding 
speed in Fig. 4.36. The appearances of the polymer wear scar above and below this type of 
transition are different, as shown in Fig. 4.37. Above the transition, the morphology indi¬ 
cates the occurrence of softening and flow. The relationship between temperature, load. 



Figure 4.37 Examples of polymer wear scar morphology below (A) and above (B) the mild/severe 
wear transition in the case of sliding. (From Ref. 97, reprinted with permission from ASME.) 
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Figure 4.38 Transitions in the sliding wear rate for an unlubricated steel/steel couple, associated 
with changes in oxide structure. (From Ref. 9.) 


and speed in this type of transition can be understood by recognizing that the product of 
the pressure and velocity is proportional to the energy dissipated at the sliding interface, 
which determines the surface temperature. 

Metal and ceramic sliding systems also exhibit similar transitions related to tempera¬ 
ture, load, and speed, as well as relative humidity. In general, these are usually associated 
with the formation of various oxides and films on the surface (5,13,14,24,33,50). Examples 
are shown in Figs. 38—42. Surface analysis techniques, such as microprobe. Auger and 
ESCA analysis have confirmed the existence of different oxides and films in these regions. 
The wear on one side of the transition is usually mild, while, on the other side, severe. Fre¬ 
quently, wear rates are found to change by as much as two orders of magnitude in these 
transitions. 

Transitions can also be associated with stress levels. For example, in the case of the 
impact wear of thin polymer sheets, a stress limit has been identified with the transition 
from mild to a severe wear region (3,41,51). Above this limit, an over-stressed condition 
exists and the film experiences catastrophic wear. An example of the wear in this region 
is shown in Fig. 4.43. A much milder form of wear occurs below that limit. In this region 
of mild wear, further transitions can also occur. An example of this is the impact wear 
behavior of elastomers (51). During the initial period of wear, the elastomer progressively 
deforms, asymptotically approaching some limit of deformation. After a certain point, 
crack formation becomes evident and there is loss of material from the surface. The 
appearance of the wear scar before and after this transition is shown in Fig. 4.44, along 
with a graph of typical wear behavior below the critical stress. For materials, which have 
an elastic region and a plastic region, it is also common to find different wear behavior for 
loading conditions in the elastic range as compared to those in the plastic range. Fre¬ 
quently, severe wear behavior is associated with wear in the plastic situation. An example 
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Figure 4.39 Differences in fretting water behavior of an unlubricated metal couple as a result of 
changes in oxide formation. The graph shows the influence of temperature on wear rate. The two 
micrographs illustrate the differences in wear scar morphology that can occur as a function of tem¬ 
perature. “A” is the condition after 120,000 cycles at 500°C; “B”, 168,000 at 600°C. Wear was much 
lower at the higher temperature. (From Ref. 24, reprinted with permission from Elsevier Sequoia 
S.A.) 
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Figure 4.40 Wear rates of cast iron sliding against steel for different humidity conditions and with¬ 
out lubrication. (From Ref. 13.) 
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Figure 4.41 Wear rate as a function of load for different steels sliding against a steel counterface 
without lubrication. (From Ref. 5.) 
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Figure 4.42 Wear of SiC fretting against unlubricated 52100 steel for different relative humidity 
conditions. The micrograph graphs show the wear scar morphologies occurring under very dry 
and very moist conditions. (From Ref. 50, reprinted with permission from ASME.) 


of this is shown in Fig. 4.45. A wear scar, representative of the milder wear behavior gen¬ 
erally found in elastic situations, is also shown in the figure for comparison. These suggest 
that the relative contributions from the various wear mechanisms are different above and 
below the yield point. Typically, single-cycle deformation and adhesion would tend to 
predominate at stress levels above the yield point (52). 

A further example of a transition in wear behavior is shown in Fig. 4.46. In this case, 
the initial wear rate is low but with an increased number of operations, a dramatic increase 
in wear rate is seen. Examination of the wear scars in the two regions suggests that adhe¬ 
sion becomes more pronounced in the region of accelerated wear. Prior to this, several 
changes in the surface features were observed. One was that the surface became smoother, 
which contributes to increased adhesion. Discoloration of the surface was also observed to 
increase, suggesting increased surface temperature, which again would enhance adhesion. 
Wear tests with the same material system under similar stress conditions but at a much 
lower sliding speeds resulted in wear behavior which could be correlated with the initial 
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Figure 4.43 An example of “overstressed” impact wear behavior of polymer films. In this case, the 
film was a urethane coated fabric impacted by a steel hammer. (From Ref. 3, reprinted with permis¬ 
sion from Elsevier Science Publishers.) 


wear behavior in the application. It was concluded that the high sliding speed in the appli¬ 
cation was a significant factor in the surface modification that initiated the accelerated 
wear behavior. Several material systems were tried in this application. All the metal/metal 
metal and metal/ceramic systems tried exhibited this type of transition; metal/polymer 
systems did not but had wear rates well above the initial wear rates of these other systems. 

Changes in the degree or amount of lubrication provided to a sliding or rolling sys¬ 
tem can also lead to transitions in wear behavior. The wear behavior as a function of 
amount of lubrication is shown in Fig. 4.47. In this case, the appearance of the wear scars 
looked similar in both regimes. However, there is often a significant difference in wear scar 
appearance of a well-lubricated surface and a poorly lubricated one. Typically, this is the 
result of the wear changing from mild to severe between these two conditions. 

A further example of a transition in wear behavior is shown in Fig. 4.48 for a lubri¬ 
cated metallic system under combined rolling and sliding. There is a transition from mild 
to severe wear as a function of load and speed, analogous to PV behavior, and the transi¬ 
tion is associated with oxide formation, softening of the metal, and lubricant rheology. 
The inset in the figure illustrates wear scar morphology on the two sides of the transition. 
Frequently, the wear above the transition in such a situation is referred to as scuffing. 

Transitions in wear behavior can generally be associated with changes in the appear¬ 
ance of the wear scar and frequently in the nature of the debris that is produced (44,53). In 
addition, as will be further discussed in the section on friction, changes in frictional beha¬ 
vior are often associated with transitions in wear behavior. These two attributes, morpho¬ 
logy and friction, are often key in identifying and understanding these transitions and 
observations regarding these are useful in engineering evaluations. 

4.5. GALLING 

Galling is a severe form of adhesive wear that can occur with sliding between metals and 
metals and ceramics. Localized macroscopic roughening and creation of highly deformed 
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Figure 4.44 Impact wear behavior of elastomers. The micrographs show the initial (“A”) and long¬ 
term (“B”) appearances of the elastomer surface. (From Ref. 51, reprinted with permission from 
Elsevier Sequoia S.A.) 


protrusions, resulting from adhesion and plastic deformation, are distinguishing charac¬ 
teristics of this wear mode. Examples of galling and galls are shown in Fig. 4.49. This type 
of wear is generally limited to unlubricated tribosystem, unless there is a breakdown with 
the lubrication. Galling is stress dependent, increasing with increasing stress. A minimum 
contact pressure is required for galling to take place (13,14). This minimum pressure 
depends on the material pair, as well as on parameters that affect adhesive wear behavior. 
The severity of the galling also depends on ductility. Galling tends to be more severe with 
ductile materials than with brittle materials. 
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Figure 4.45 An example of severe wear behavior in a metal-metal sliding situation, when the elas¬ 
tic limit is exceeded, is shown in “A”. “B” shows an example of milder wear when this limit is not 
exceeded. (From Ref. 52, reprinted with permission from Elsevier Sequoia S.A.) 


The minimum contact pressure required for galling to take place is called the galling 
threshold stress. This threshold stress characterizes resistance to or susceptibility for gal¬ 
ling between a pair of materials. Threshold stresses are generally determined in tests invol¬ 
ving a single unidirectional rubbing action and examining the surfaces for evidence of 
galling. There is an ASTM (American Society for Testing and Materials) International 
standard test method, ASTM G98, for determining galling threshold stresses, which uses 



Figure 4.46 Wear behavior on an unlubricated stainless steel print band and a Cr-plated steel pla¬ 
ten. Wear depth is measured behind the location of a character and results from sliding at this inter¬ 
face during printing. 
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Figure 4.47 Wear of a steel/steel interface, subjected to combined impact and fretting, as a func¬ 
tion of oil supply. (From Ref. 12.) 


a single 360° rotation of a flat button pressed against a flat surface. A description of this 
test can be found in Sec. 9.2.9. Threshold stresses can also be determined using other 
methods (54-57). A tabulation of galling threshold stresses determined by such tests can 
be found in the appendix. 

Surface changes caused by wear can affect susceptibility to galling. For example, 
changes, such as removal of protective layers and growth of the real area of contact with 
increased rubbing, are likely factors for lowering threshold values. There is evidence that 
such effects can be significant and lower threshold values when there is repeated contact. 
This is illustrated by the data shown in Table 4.1, where threshold values based on a single 
rotation and three rotations are listed. 

The susceptibility to galling is also affected by surface roughness (54,56). Generally, 
increased R a or center-line-average (CLA) roughness decreases the tendency for galling. 
This is shown in Fig. 4.50, where threshold values for a stainless steel-steel couple is 
plotted as a function of roughness. Extremely smooth surfaces, that is, R a < 0.25 pm, 
should be avoided. The tendency for galling can be affected by other aspects of surface 
roughness as well. Long-wavelength waviness tends to promote galling by localizing the 
contact. Galling tends to be most severe when there is a lay to the surface that is perpen¬ 
dicular to the sliding motion and least when the lay is parallel. A surface without lay, such 
as produced by grit blasting, is somewhere in-between. This influence of lay is caused by 
the effect that the lay has on the growth and size of junctions. 

Material pairs, hardness, and ductility are also factors in galling behavior (56). 
Rankings of various metal combinations in terms of their susceptibility for galling are 
shown in Table 4.2. Flardness and ductility, through their effect on junction size and 
growth, are factors in galling. Higher hardness and fracture reduce the size of junctions. 
As a consequence, the severity of galling tends to be reduced by increases in hardness, 
reduced ductility, and brittle behavior. Galling thresholds tend to be high and galling 
mild for material couples that have these characteristics. Many surface hardening treat¬ 
ments provide all three attributes. Figure 4.51 illustrates the change in galling behavior 
that resulted from nitriding two stainless steel surfaces. 
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Figure 4.48 Transition in wear behavior under combined rolling and sliding conditions. The wear 
rate is much higher for loads and speeds above the curve. “A” shows wear scar morphology for con¬ 
ditions below the curve; “B” shows conditions above the curve. (From Ref. 98, reprinted with per¬ 
mission from ASME.) 
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Figure 4.49 Examples of wear scars on metal surfaces where galling has occurred. (“A” from Ref. 
54; “B” and “C” from Ref. 55, reprinted with permission from ASME.) 


While not limited to these situations, galling tends to be a problem in two types of 
situations. One type of situation is when the contact is heavily loaded and the device is 
operating infrequently. A valve that tends to be closed most of the time and only occasion¬ 
ally opened would be an example of such a situation. The other type of situation is when 
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Table 4.1 Threshold Stresses for Galling as a Function of Cycles for Self-mated Stainless Steels 


Material 


Threshold stress (MPA) 

Stainless steel 

Flardness 

Single rotation 3 

Triple rotation 

S20161 

95 HRB 

>104 

> 104 


28 HRC 

>104 

> 104 

S28200 

96 HRB 

166 

7 

S21800 

92 HRB 

>104 

48 

T440C 

55 HRC 

124 

14 

T304 

86 HRB 

55 

<7 

T430 

98 HRB 

10 

<7 

S42010 

50 HRC 

>104 

21 

T420 

49 HRC 

55 

14 

S24100 

23 HRC 

97 

14 

S45500 

48 HRC 

97 

7 

S66286 

30 HRC 

14 

<7 

Type 303 

85 HRB 

138 

<7 


a ASTM G98 Test Method. 
Source: Ref. 73. 



Figure 4.50 Effect of surface roughness on the galling threshold stress. The ordinate is the galling 
threshold stress. The data are for a 440C stainless steel (59HRC) against 1020 steel (90HRB). (From 
Ref. 54, reprinted with permission from ASME.) 
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Table 4.2 Galling Resistance of Material Pairs 



400 

Series 

(soft) 

400 

Series 

(hard) 

300 

Series 

Soft 

Steel 

Hard 

Steel 

Cast 

Iron 

Ductile 

Iron 

Hastalloy 
A and B 

Hast¬ 

alloy 

C 

Hast¬ 

alloy 

D 

Stelite 

Nitride 

Cr 

Plate 

Bronze 

(leaded) 

Bronze 

A 

Bronze 

B 

Bronze 

D 

400 Series 

N 

F 

F 

N 

F 

S 

S 

N 

F 

S 

S 

F 

F 

S 

F 

S 

S 

SS (soft) 

400 Series 

F 

S 

F 

S 

S 

S 

S 

F 

S 

S 

S 

S 

S 

S 

S 

S 

s 

SS (hard) 

300 Series 

F 

F 

N 

N 

F 

S 

s 

N 

F 

s 

S 

S 

S 

S 

F 

s 

s 

SS 

Soft steel 

N 

S 

N 

N 

S 

S 

s 

N 

F 

s 

S 

s 

s 

S 

S 

s 

s 

Hard steel 

F 

S 

F 

S 

S 

S 

s 

F 

S 

s 

S 

s 

s 

S 

S 

s 

s 

Cast iron 

S 

s 

S 

S 

S 

S 

s 

S 

S 

s 

S 

s 

s 

S 

S 

s 

s 

Ductile iron 

S 

s 

S 

S 

S 

S 

s 

S 

s 

s 

S 

s 

s 

S 

S 

s 

s 

Hastalloy 

N 

F 

N 

N 

F 

S 

s 

N 

F 

s 

S 

s 

s 

S 

F 

s 

s 

A and B 

Hastalloy C 

F 

s 

F 

F 

S 

S 

s 

F 

F 

s 

S 

s 

s 

S 

S 

s 

s 

Hastelloy D 

S 

s 

S 

S 

S 

S 

s 

S 

S 

s 

S 

s 

s 

S 

S 

s 

s 

Stellite 

S 

s 

S 

S 

S 

S 

s 

S 

s 

s 

S 

s 

s 

S 

S 

s 

s 

Nitride 

F 

s 

s 

S 

S 

S 

s 

s 

s 

s 

S 

s 

s 

S 

F 

s 

s 

Cr plate 

S 

s 

s 

S 

S 

S 

s 

s 

s 

s 

S 

s 

? 

S 

S 

s 

s 

Bronze 

S 

s 

s 

S 

S 

S 

s 

s 

s 

s 

S 

s 

s 

S 

S 

s 

s 

(leaded) 

Bronze A 

F 

s 

F 

S 

S 

S 

s 

F 

s 

s 

s 

F 

s 

S 

F 

s 

s 

Bronze B 

S 

s 

s 

S 

S 

S 

s 

s 

s 

s 

s 

s 

s 

S 

F 

s 

s 

Bronze D 

S 

s 

s 

S 

S 

S 

s 

s 

s 

s 

s 

s 

s 

S 

S 

s 

s 


Level of resistence: S, satisfactory; F, fair, N, little or none. 
Source: Ref. 74. 
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Figure 4.51 Wear scars showing the effect of increased hardness on galling, “A” and “B” are 
examples of the galling that took place on lug prior to hardening the surface. “C” shows the wear 
on the same surface after the surfaces were nitrided. 
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Figure 4.52 Examples of fretting wear scars on metal surfaces. (From Refs. 24, 50, 99, and 100, 
reprinted with permission from ASME, Elsevier Sequoia S.A., and ASTM.) 
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there are tight tolerances between almost or nearly conforming surfaces such as a piston in 
a cylinder. While nominal contact pressures in this type of situation are often small or 0, 
galling tends to occur as a result of high contact stresses caused by misalignment and 
errors-in-form. When galling occurs in these and other applications, the concern is gener¬ 
ally not with material loss but binding that results from the size of the protuberances and 
debris that galling causes. In addition to the identification of galls in these situations, com¬ 
mon manifestations of a galling problem are seizure, increased difficulty in operating a 
device, and scouring. The minimal criterion for avoiding galling in unlubricated situations 
is to design so that the maximum contact pressure is below the threshold galling stress. 
A design approach to a galling wear problem is discussed in Sec. 5.16 in EDW 2E. 


4.6 FRETTING 

When the amplitude of a reciprocating sliding motion is less than a few millimeters, the 
motion is generally referred to as fretting or fretting motion. The wear that results from 
this type of motion is called fretting wear, or simply fretting. If oxide formation is 
involved in the wear process, it is often called fretting corrosion. Fretting wear is the 
more general form and may occur with any material; fretting corrosion is generally 
limited to non-noble metals. Examples of fretting wear and fretting corrosion wear scars 
are shown in Fig. 4.52. As illustrated by the micrographs in the figure, fretting wear scar 
features tend to be fine. In addition, the morphology of fretting scars can be similar to 
that resulting from unidirectional and larger amplitude motion. However, as illustrated 
in these examples, striations, directionality, and evidence of adhesion tend to be less 
pronounced with fretting scars than with gross sliding. Also wear debris in fretting situa¬ 
tions tends to be finer than in many other sliding situations. This modified appearance, 
the presence of fine and often oxidized debris, and the possibility of small amplitude 
vibrations are general indicators of fretting wear (58). 

Fretting wear can involve the transition from non-abrasive to abrasive wear beha¬ 
vior (58). In the initial stages of fretting wear, it is a non-abrasive, typically resulting from 
adhesive, repeated-cycle deformation, or chemical wear mechanisms, or some combination 
of these. With the entrapment of work-hardened and oxidized wear debris from these 
mechanisms in the contact region abrasive wear behavior can become dominant. When 
this occurs, single-cycle deformation mechanisms tend to become significant and wear is 
generally accelerated by the abrasion. When this does not occur, longer-term behavior 
is characteristic of non-abrasive sliding wear. In such cases, repeated-cycle deformation 
or chemical wear mechanism likely dominates wear behavior. However, adhesive, thermal 
and tribofilm mechanisms are also possible as dominating and contributing mechanisms to 
the overall wear [(41,59-64) See Secs. 5.6 and 7.3 in EDW 2E], 

While the mechanisms are the same for general sliding and fretting, there are some 
specific trends in fretting situations. For fretting amplitudes less than 1 mm, the dimen¬ 
sionless wear rate, Q, defined in Eqs. (4.4) and (4.5) tends to dependen on the amplitude 
and load (58,60,61,63). Trends with amplitude and load are shown in Figs. 4.53 and 4.54, 
respectively. Analysis of the data suggests the following relationship between Q and slip 
amplitude, e, in the region between 10 and 100 pm. Above and below that range, it tends 
to be independent of amplitude. Wear has been observed with slip amplitudes as low as 
0.06 pm (65,66). 

Q ex e” 2 (4-6) 
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Figure 4.53 Effect of slip amplitude on wear rate. Each curve is from different investigations. 
(From Ref. 58, reprinted with permission from ASM International.) 
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Figure 4.54 Example of the effect of load on slip amplitude and wear rate in fretting. (From Ref. 
61, reprinted with permission from ASME.) 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 





The data also suggest the following relationship with load, P: 


a ex p 03 - 1 - 5 


(4.7) 


While the frequency of the motion is generally not a significant factor, it can be 
in some situations, particularly unlubricated situations (58,61). With unlubricated 
metals, wear rates tend to be inversely dependent on frequency below 10-20 Hz, 
because of increased time for oxide growth at lower frequencies. This behavior is 
shown in Fig. 4.55. Wear rates can also be affected by frequency as a result of the 
effect that frequency has on the power (energy per unit time) that is dissipated in 
the contact and consequently temperature. Generally, this is only significant in situa¬ 
tions where there is the potential to develop high enough temperatures to affect wear 
behavior (41,62,63). In situations where this does not occur, there is no apparent effect 
over several orders of magnitude change in frequency. For example, under some con¬ 
ditions, wear rates of unlubricated steel couples have been found to be independent of 
frequency in the range between 100 and 2xl0 5 Hz (67). An additional illustration of the 
typical trend with frequency can be found in Fig. 4.58. 

While a small temperature increase of 20-30° C is likely in many fretting situations, 
larger increases, such as several hundred degrees, are also possible in others (41,62,63). 
In fretting situations, temperatures can be obtained by treating the interface as a sta¬ 
tionary heat source. Equation (4.8) is an approximate relationship for the temperature 
rise, A T, based on a linearized form of the first law of heat flow. T is the power dis¬ 
sipated and k m ’s are the thermal conductivities. / b ’s are the distance from the surface 
at which there is no temperature rise in each body. A is the apparent area for the bulk 
temperature rise and is the real area for the flash temperature. 


A T = 


A 


Gml^b2 T kmllbl 


4>i4>2 


(4.8) 



Figure 4.55 Example of the effect of frequency on fretting wear. (From Ref. 58, reprinted with 
permission from ASM International.) 
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Because of friction and the compliance of surfaces, small amplitude oscillatory dis¬ 
placements of bodies do not necessarily result in slip at the interface (68,69). There is a 
threshold displacement, which is required for slip to occur. Three regions of slip are gen¬ 
erally identified in fretting situations. These are indicated on the graph in Fig. 4.54. 
Below the threshold is the stick region. In the stick region, there is no slip. However, 
some damage may occur as a result of plastic flow and repeated deflection. Above the 
threshold, there are two regions, the stick-slip and gross slip regions. The stick-slip 
region occurs at lower displacements than the gross slip region. In the gross slip region, 
there is slip across the entire contact and it is equal to the displacement of the bodies. In 
the middle region, there are limited and varying amounts of slip across the interface. 
Wear takes place in both these regions. Normalized wear rates tend to be lower in 
the mixed region as a result of reduced slip and tend to be more sensitive to frequency, 
as indicated in Fig. 4.58 (67). Fretting maps are used to identify combinations of para¬ 
meters, most often displacement and load or load and shear force, which represent 
boundaries between the three regions of slip behavior. Examples of fretting maps are 
shown in Fig. 4.56. These maps indicate the general progression from one region to 
the other as a function of load, fretting displacement amplitude, and shear force. The 
progression of slip is illustrated in Fig. 4.57 for a point contact. In the simulation of 
a fretting contact between a sphere and a plane, stress analysis shows that there is a 
threshold for slip to take place and when it does, it does not occur uniformly over 
the entire contact surface (70,71). It starts in an annulus at the edge of the contact 
region. The width of this annulus grows with increasing displacement amplitude until 
slip occurs over the entire contact region. In the analysis, an applied shear force simu¬ 
lates displacement. The slip region is defined as the region over which the applied shear 
stress exceeds the product of the contact pressure and the static coefficient of friction. 

Fretting fatigue is another phenomenon that results from fretting motion. It 
involves progressive damage to a solid surface and leads to the formation of fatigue 
cracks (72). It is a combination of normal structural fatigue, which results from cyclic 
strain and stress, and fretting wear. An example of a situation where fretting fatigue 
occurs is the contact between a clamp and a flexing beam. The flexing motion of the 
beam could result in slip between the clamp surface and the beam surface. In fretting 
fatigue, the wear that is caused by the fretting can accelerate the formation of fatigue 
cracks, which then propagate through the material, leading to fracture of the compo¬ 
nent. An example of typical fretting fatigue behavior as a function of frequency is shown 
in Fig. 4.58, along with the corresponding behavior of fretting wear in both the gross 
slip and partial slip regions. 

The general methods to control and reduce sliding wear can be used to reduce and 
control fretting wear. An additional element to consider with fretting is the possible 
transition to abrasive wear. Materials and designs should be chosen to eliminate the 
accumulation of debris harder than the surfaces involved. This may be accomplished 
by providing paths for the debris to escape or lubrication methods designed to flush 
out debris. There is an additional way for resolving fretting problems. Fretting motions 
are generally not intended or required. They are either superimposed on an intended 
motion, such as fretting motions generated in an impact situation and at the reversal 
of directions or occur in nominally stationary situations, such as clamped joints or 
mated electrical contact, as a result of vibrations, actuation cycles, or thermal cycling. 
Consequently, the elimination or reduction of these motions offers another possibility 
for solving fretting wear problems. One approach would be to eliminate or isolate the 
cause or source of these motions. For example, in the case where these are caused by 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 




T [N] 


Figure 4.56 Example of wear maps used to characterize slip behavior in fretting situations. “A” is 
an example of a fretting map relating load and displacement amplitude to slip. “B” is an example of 
fretting map relating slip to the normal load and tangential load. (From Ref. 61, reprinted with per¬ 
mission from ASME.) 


machine or structural vibrations, this might be done by the use of isolation dampeners, 
eliminating impact situations, tightening tolerances, or increasing stiffness. The other 
possibility is to decrease or eliminate the slip by changing the threshold for slip to occur. 
One possibility here is to increase the compliance of the interface. As a result of their 
ability to accommodate large strains, elastomers can often be used for this purpose by 
inserting them between the two surfaces. It is also possible to do this by increasing 
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Figure 4.57 Slip annulus in fretting between a sphere and a flat surface. Higher friction and smaller 
amplitude result in a narrower annulus (I). Lower friction and larger amplitude result in a wider 
annulus (II). “A” is an example of a fretting wear scar where there was partial slip, showing the slip 
annulus. “B” is an enlargement of the wear in the slip annulus. (“A’' and “B” from Ref. 65, reprinted 
with permission from ASTM.) 
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Figure 4.58 Example of the effect of frequency on wear rate and fretting fatigue life. The effect on 
wear rate is shown for complete slip and partial slip. (From Ref. 61, reprinted with permission from 
ASME.) 


the load and the coefficient of friction. However, if these increases are insufficient to 
eliminate slip entirely, such changes could result in increased wear. 


4.7. MACRO, MICRO, AND NANO TRIBOLOGY 

The macro, micro, and nano classifications of tribology resulted from the needs of new 
technologies, such as magnetic disks storage and micro electro-mechanical device 
(MEMS) technologies. These newer applications tend to be more sensitive to wear and 
to different types of wear, than devices associated with older technologies. The basic 
distinction between these tribological categories is the order of magnitude of the dimension 
of the wear phenomenon involved. This is shown in Fig. 4.59. In addition to this, there are 
other differences as well. With macro-tribology, the concern is general with the accumula¬ 
tion of wear and wear behavior tends to be characterized in terms of wear rates. Wear beha¬ 
vior ranges from mild and fine to severe and coarse and encompasses a wide range of 
materials in macro-tribology. With nano and micro-tribology, the interest tends to be more 
with the occurrence of wear than with the accumulation of wear, as well as with the milder 
and finer forms of wear. For example, with repeated cycle deformation mechanisms, the 
concern is more likely to be with the first manifestation of wear, such as the appearance 
of surface cracks or fracture, then with the progressive loss of material. Milder forms of 
the various wear mechanisms are of more importance than coarser forms. Also atomic 
forms of wear become more significant in nano and micro-tribology than in macro-trib¬ 
ology. With nano and micro-tribology, the materials of interest tend to be more limited and 
different from those considered in macro-tribology. In summary, because of the uniqueness 
of the applications and the sensitivity to wear in these newer applications, the focus with 
nano and micro tribology tends to be on very specific forms of wear and wear mechanisms 
that occur with specific materials for a narrow range of conditions. Typically, the study of 
nano and micro tribological phenomena requires the use of more sophistication and state- 
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Figure 4.59 Schematic illustrating the magnitude of significant wear phenomena in macro, micro, 
and nano-tribology. 


of-the-art instrumentation and testing apparatus than is generally required or used for stu¬ 
dies in the macro-tribology range, particularly at the engineering level. 

While there are these differences, the more fundamental and general understanding 
of tribological behavior and concepts, which are generally based on studies in the macro¬ 
tribology regime, tend to apply or can be extended to the nano and micro regimes. How¬ 
ever, many more specific and less basic concepts do not. In general, the extrapolation and 
application of information, either data or concepts, obtained in one regime to another 
should be done with caution. In many situations, the data gathered in the nano and 
micro-tribology regimes or the macro-tribology regime are not useful or applicable in 
the other. For example, nano and micro-tribological evaluations of thin coatings and sur¬ 
face treatments for applications in newer technologies are often not applicable or useful in 
macro-tribology application. They tend to be too thin to significantly affect wear behavior 
in the macro-tribology applications. Some tribosystem trends between nano and macro¬ 
tribology are given in Table 4.3. Consideration of the effects of these differences on wear 
behavior generally helps in the extrapolation of information and data between macro, 
micro, and nano-tribological. 


Table 4.3 Tribosystem Trends From Macro to Micro-Tribology 

Bulk properties become less important; surface properties become more significant 
Significant stresses move closer to the surface 

Apparent area becomes less significant; real area becomes the primary consideration. In the ex¬ 
treme the apparent area equals the real area and there is one junction 
Increasing focus on damage of or by individual asperities or at junctions 

Single events become more important: single spall or crack; localized disruption of oxide or protec¬ 
tive layers; adhesive failure at a junction; single scratch 
Significance of materials and material properties change; the importance of materials and the 
significant of material properties tend to be different 
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5 

Friction 


As defined previously, friction is a force, which occurs between two surfaces, is parallel to 
the interface, and opposes relative motion between the surfaces, as illustrated in Fig. 5.1. 
There are three general mechanisms, which are proposed as the basis for friction between 
two solid surfaces (1,2). These are companions to the fundamental wear mechanisms 
associated with adhesion, single-cycle deformation, and repeated-cycle deformation. With 
friction the term abrasion in general refers to single-cycle deformation mechanisms. 
Similarly, hysteresis is used for the friction mechanisms associated with repeated-cycle 
deformation. When a lubricant is between the two solid surfaces, a fourth mechanism 
is introduced, namely viscous losses in the fluid. The magnitude of the friction force, 
F, between two surfaces can be expressed as follows: 

F = F a d + F a b + Thys + F v is (5-1) 

where F ad is the friction associated with adhesion; F ab , abrasion; F hys , hysteresis; F vis , fluid 
viscosity. Dividing this expression by the normal load between the two surfaces, a corre¬ 
sponding expression for the coefficient of friction, /i, can be obtained 

A /Ad T flab T flhys T Avis (5-2) 

The basic concepts related to these mechanisms are illustrated in Fig. 5.2. The 
concept for adhesive friction is that a force is required to shear the bonded junctions 
that are formed between the two surfaces. Similarly for abrasive friction, a force is 
required to deform the surface, either elastically or plastically, or to cut a groove or 
chip. Viscous friction is similar in that a force is required to shear a fluid. In these three 
cases, friction would be the resistive force to such action that the materials exhibit. For 
hysteretic friction, the concept is somewhat different. As one surface passes over the 
other, a stress cycle is produced in the material. Generally, materials are not perfectly 
elastic and there is a hysteresis effect associated with such a cycle. Energy is dissipated 
in this cycle and can be related to a friction force through the following: 

Ehys = Fh ys S (5.3) 

where E hys is the energy dissipated over a distance of sliding, S. This hysteretic effect can 
be on a micro or macro-scale. In the former, it is associated with asperity deformation 
and in the latter, with the deformation of the overall or gross geometry of the contacting 
bodies. 

The wear counterpart to each of these friction mechanisms is evident. Adhesive wear 
occurs with adhesive friction when the shearing of the junctions occurs other than at the 
original interface. In abrasive friction, wear occurs when there is plastic deformation or 
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Figure 5.2 Sources of friction. 
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chip formation. Repeated-cycle deformation wear results from the accumulation of plastic 
strain associated with the stress cycle, culminating in progressive plastic deformation, 
crack formation, and crack propagation. 

This consideration of hysteretic friction points out a significant aspect of friction, 
namely that it results in the dissipation of energy. The energy associated with friction is 
dissipated in two general ways. The vast majority of the energy is dissipated as heat 
(3-5). A much smaller amount is associated with material loss or deformation, that is, 
wear. Most estimates indicate that well over 90% of the energy dissipated in friction goes 
in the form of heat energy. 

Models have been proposed for these friction mechanisms but are typically limited 
in applicability. Generally, all of the models indicate a more complex situation than indi¬ 
cated by the postulations of da Vinci and Amontons (ca. 1500 and 1700, respectively) 
which frequently are used in engineering. These statements, commonly referred to as 
Amontons’ Laws of Friction, may be summarized as: (1) the friction force is propor¬ 
tional to the normal load, (2) the friction force is independent of the apparent area of 
contact. The current models, as well as experimental data, indicate that these conclu¬ 
sions should be viewed as approximations with a limited range of applicability. This 
view can be illustrated by the consideration of some simple models for friction force 
and the coefficient of friction and some examples of observed behavior. For simplicity, 
only dry or unlubricated surfaces will be considered at this point. Friction behavior 
under lubricated conditions will be discussed in the section on lubrication. A model used 
for paper can be used as a way of illustrating these general models (6). 

For adhesion, the general concept is that the F ad is given by 

Fad = sA r (5.4) 

where s is the shear strength of the junctions, and A r is the real area of contact (7). s is a 
property of the material system at the interface and is influenced by the same parameters 
as discussed for adhesive wear (e.g., oxides, cleanliness of the surface, solubility, material 
strength properties). As was discussed in the sections on wear, A r can be affected by mate¬ 
rial properties, asperity distribution, and contact geometry. For example, in the case of a 
sphere pressed against a plane, a general relationship for A r is of the following form: 

A r = CR"P m (5.5) 

where C is a material parameter, R is the radius of the sphere, and P is the normal load 
(8,9). The exponents, n and m, are positive and depend on both the nature of the stress 
system at the junctions and the asperity distribution. For plastic deformation, n = 0 
and m = 1. For elastic deformation, n > 0 and m is between 0 and 1 for relatively simple 
asperity distributions but can be greater than 1 for some complex asperity distributions. 
The expression for the coefficient of friction then has the following form: 

/Ad = K ad R'P m - 1 (5.6) 


where C and s are combined into K ad . Implicit in this relationship is the additional depen¬ 
dencies on load and other parameters as a result of their ability to influence tribosurfaces. 
These would be contained in K ad . 

Abrasive friction can be illustrated by considering a cone of included angle O plowing 
through a softer surface. For plastic deformation, the force required to do this, F', is given by 


F' = 


cot O P 1 


n 


(5.7) 
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where P' is the load on that asperity. For an array of such asperities supporting a total load, 


P, F ab can be expressed as 


F a b = A ab COt <t> P 

(5.8) 

where 


ffabCOt <I> P = 7 C 1 ^2 cot ®i Pi 

(5.9) 


In this expression, cot<h reflects the average sharpness of the asperities, while 
K ab is the parameter accounting for the complete description of the asperity distribu¬ 
tion. The coefficient of friction is then 

n ab = /fabCOtd) (5.10) 

If the cone produced only elastic deformation, there would still be a friction force 
and the form of the expression for the coefficient of friction would be similar. However, 
in this case, the friction force would be generated by hysteresis. Equation (5.10) would be 
modified by a factor e, which is the ratio of the energy lost to the energy required for the 
deformation (10). This similarity of form implies that Eq. (5.10) is also appropriate 
for more realistic material behavior, where the deformation contains both an elastic 
and plastic portion. 

Hysteresis can also be associated with the stress system associated with the macro¬ 
geometry of the contact. In this case, the coefficient of friction is proportional to the stress 
level (11). In the elastic contact between a sphere and a plane, the stress level is propor¬ 
tional to the P 1,73 and inversely proportional to R 13 , where R is radius of the sphere. 
The friction force, F hys , would be 


Ft lys = K hys P* ,3 R 213 

and the coefficient of friction would be 

(5.11) 

/(hys = K h y s P l/3 R- 2/ 3 

(5.12) 


Assume that a fraction of the load, a, is supported by junctions at which adhesion 
takes place and the remaining fraction by junctions at which deformation occurs, that is 
by adhesion and single-cycle deformation, respectively. For such a situation, the general 
expression for the coefficient of friction for a rough sphere sliding on a plane is 

H = K ad a" , P m - l R n + A ab cdfO(l - a) + K hys P l FR- 2 R (5.13) 

The observed behavior of the coefficient friction between hardened steel and sheets 
of paper, supported by a steel platen, shows the same type of dependencies indicated by 
this equation. These data are shown in Figs. (5.3-5.5). These data show the coefficient 
of friction to be dependent on the roughness of the sphere, the radius of the sphere, and 
the normal load. However, the relationships appear more complex than indicated by 
Eq. (5.13). A dependency on paper thickness is also evident, which modifies the influ¬ 
ence of load and radius. This effect can be attributed to the influence that the thickness 
of the paper layer has on the nature of the stress system developed in the paper. The 
thinner the paper layer, the greater is its apparent stiffness. This is analogous to the 
behavior for friction of a layered metallic surface (12,13). 

The simple models for the abrasion and adhesion components of friction imply that 
under rolling their effects should be eliminated (14). Consequently, rolling friction tests 
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Figure 5.3 Influence of roughness on the coefficient of friction for sliding between steel and paper. 
(From Ref. 6.) 

were conducted to estimate the significance of hysteresis in the overall behavior and the 
results are shown in Fig. 5.6. It can be seen that while a significant load dependency is indi¬ 
cated that is somewhat stronger than that suggested by Eq. (5.13), actual friction is much 
lower than for sliding. This suggests that the major contributors to the sliding friction for 
this system are adhesion and abrasion. Furthermore, the actual data suggest that m and n 
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Figure 5.4 Influence of the radius of a steel slider on the coefficient of friction for sliding between 
steel and paper. (From Ref. 6.) 
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Figure 5.5 Influence of load on the coefficient of friction for sliding between steel and paper. 
(From Ref. 6.) 


of Eq. (5.6) are close to 1 and 0, respectively. The data also show that size is a significant 
factor. 

While this example of frictional behavior indicates that load and geometry can influ¬ 
ence friction, it also shows that Amontons’ Laws are also approximately followed, that is, 
the coefficient of friction is independent of load and geometry. At least over limited 
ranges, this situation is true for most material systems, especially those that exhibit low 
hysteresis. This would include metals, ceramics, and the more rigid polymers or plastics. 



Figure 5.6 Influence of load on the coefficient of friction for rolling between a steel sphere and 
paper. (From Ref. 6.) 
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Figure 5.7 Coefficients of friction for sliding and rolling between a steel sphere and a well-lubri¬ 
cated rubber surface. (From Ref. 26.) 


Materials, which tend to exhibit high hysteresis, such as rubbers or elastomers, usually 
exhibit a greater effect of load and geometry on the coefficient of friction. Examples of this 
behavior are shown in Figs. 5.7 and 5.8. 

While the above is generally true, there are examples in which load and geometry 
significantly influence friction, independent of a hysteretic effect. Sliding over a woven 
surface provides an example of the influence of geometry and load. Data for such a 
situation are shown in Fig. 5.9. Metallic and ceramic sliding systems can also show an 
influence of load on the coefficient of friction. This is generally related to the relationship 
between oxide formation and sliding parameters (15,16). The coefficient of friction for 
unlubricated, self-mated copper is shown in Fig. 5.10 as a function of load. Two regimes 
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Figure 5.8 Coefficients of friction for spheres and cones sliding on lubricated rubber. (From 
Ref. 26.) 
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Figure 5.9 Variations of the coefficient of friction for sliding between steel and a lubricated fabric 
with different steel geometries. (From Ref. 27.) 


of friction behavior are evident as function of load. In each, the coefficient of friction is 
independent of load, indicating that within those regimes Amontons’ Law is applicable. 
In this particular case, the formation of different oxides in the two regions is the expla¬ 
nation for this behavior. This is also an example of a transition in friction behavior as a 
result of tribosurface modification, similar to the transitions in wear behavior. 

As shown by the development of Eq. (5.13), roughness can influence the coefficient 
of friction through abrasive and hysteresis effects (17). In addition, roughness can affect 
friction behavior through the adhesive mechanisms. In fact, this can be a stronger or more 
pronounced effect than those associated with the other two mechanisms, tending to 
increase the coefficient of friction, as surfaces become smoother. The coefficient of friction 
for clean, self-mated copper surfaces is shown in Fig. 5.10 as a function of roughness. It 
can be seen that friction increases much more rapidly for smoother surfaces than it does 
for rougher surfaces. The explanation for this is that as the surfaces become smoother, the 
real area increases rapidly and tends to become independent of the load. Perfectly smooth, 
flat surfaces result in the real area of contact being equal to the apparent area. Under these 
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Figure 5.10 Coefficient of friction for unlubricated sliding between Cu surfaces. (“A” from Ref. 
28; “B” from Ref. 29.) 


conditions, adhesion can be extremely large, with the contact being one large junction. 
Consequently, there would be a significant increase in the adhesion term, as the surfaces 
become smoother. This concept is illustrated in Fig. 5.11. 

In the case of rubber, smooth surfaces also introduce additional aspects to friction. 
With rubbers, Schallamach waves or waves of detachment occur and can be the primary 
contributor to the friction between rubber or elastomers and smooth surfaces (5,18). 
Fig. 5.12 illustrates this. In this situation, there is strong local adhesion between the rubber 
surface and the counterface. As sliding occurs, local regions remain attached, at least up to 
a certain point. Then the bond is broken and the rubber snaps forward. At some point, it 
again adheres and the process repeats. This process can be viewed as waves, which propa¬ 
gate across the rubber surface. Examinations of sliding contacts and wear scar morphology 
suggest this behavior as well. This is shown by the examples in Fig. 5.13. In this case, the 
friction force is associated with adhesion as well as with hysteresis losses in the stretch¬ 
ing of the rubber. The following equation has been proposed for this mechanism (5): 


2 G* 

<t[(2/e,) + 1] 1/2 


(5.14) 


where e , is the compressive strain; G*, the loss portion of the complex shear modulus; 
and <jy the mean pressure. 



Roughness 

Figure 5.11 Changes in the ratio of the real and apparent areas of contact as a function of load and 
roughness. 
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Figure 5.12 Illustration of the propagation of Schallamach waves across a rubber surface (trun¬ 
cated cone in figure) during sliding on a flat surface. (From Ref. 18.) 



Figure 5.13 Examples of the wave-like wear scar morphology frequently observed on elastomer 
surfaces as a result of sliding. (“A” from Ref. 30, reprinted with permission from ASTM.) 
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While the simple models used to describe the mechanisms associated with friction 
do not explicitly indicate a dependency on sliding velocity, most systems exhibit some 
velocity effect. The effect is relatively mild for most engineering materials as changes 
of several orders of magnitude in sliding velocity might result in less than a factor of 
2 change in friction. An example is shown in Fig. 5.14. In this figure, the coefficient 
of friction for unlubricated sliding between steel surfaces is plotted as a function of 
speed. There can be several reasons for a dependency on speed and the specific reason 
is usually related to the material or materials involved. For materials, which exhibit 
creep, such as soft metals and polymers, it is usually associated with viscoelastic beha¬ 
vior of such materials. For such materials, friction usually achieves a maximum value in 
a particular range of velocity. For other types of materials, friction generally tends to 
decrease with sliding. Melting and softening at higher speeds can also be a factor, as 
in the case with polymers, and oxide formation can be a factor in metal systems, as 
is the case with the data shown in Fig. 5.15. Junction growth phenomena can also con¬ 
tribute to this decrease in friction. This is because junction size tends to increase with 
time under shear (19). There will be less time for growth at higher sliding speeds. Smaller 
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Figure 5.14 Variation in the coefficient of friction with sliding velocity for unlubricated steel. 
(From Ref. 31, reprinted with permission from Elsevier Science Publishers.) 
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Figure 5.15 Effects of sliding speed on the coefficient of friction for several systems. “A”, general 
trend; “B”, Ti/Ti unlubricated; and “C”, steel against Pd and In. (From Ref. 31.) 


junctions result in less real area of contact and a lower adhesion contribution to friction. 
The graphs in Fig. 5.15 show some examples of this type of behavior. 

Because of the adhesive component of friction, friction behavior is very sensitive to 
surface film and layers, particularly in unlubricated situations. The effect of oxide for¬ 
mation on the coefficient of friction and the effect of humidity illustrate this. Another 
example is surface contamination from handling or exposure to contaminating environ¬ 
ments. With metals, this can often reduce the coefficient of friction from a value near 
1 to 0.3-0.6. 
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Figure 5.16 Static and kinetic coefficients of friction. 


Frequently, the friction associated with the initiation of sliding and the friction 
associated with maintaining uniform motion are different. In terms of the coefficient 
of friction, the value associated with the initiation is referred to as the static coefficient 
of friction; the value for maintaining motion is the kinetic coefficient of friction. Gen¬ 
erally, the static coefficient tends to be higher than the kinetic coefficient as a result of 
increased junction growth that can occur under static conditions. This is the same con¬ 
cept as that associated with the velocity dependency. An example of this type of fric¬ 
tion behavior is shown in Fig. 5.16. While this behavior is common, the difference 
between static and kinetic coefficients can often be negligible and exceptions to this 
behavior are often encountered. 

Before concluding the consideration of friction, the relationship between friction and 
wear must be discussed. From the previous discussions on the origins of friction, frictional 
behavior, and the prior treatment of wear, it can be seen that both friction and wear are 
sensitive to the same parameters and the same general type of phenomena. This frequently 
is an aid when addressing wear problems. Because of this common dependency, changes 
to tribosurfaces that result in wear transitions frequently result in frictional changes as 
well. This is illustrated in Fig. 5.17. As a result, the monitoring of friction behavior during 
wear tests can aid in the identification of wear transitions. While this is the case, the same 
trends should not be assumed for both these phenomena. Material systems with higher 
friction do not necessarily have higher wear. Examples of this can be seen in Table 5.1 
and Fig. 5.18. Another example is provided in the case of irradiated PTFE. In this case, 
increased radiation doses tend to result in increased friction but lower wear rates (20). 

One way of understanding this distinction between friction and wear trends is by 
considering the energy dissipated by the system. Friction can be related to the total energy 
dissipated. This energy can be considered to consist of two parts, heat energy and wear 
energy. While the portion of the total energy going into heat generally predominates, 
the ratio between these two forms can vary between tribosystems and for different wear 
mechanisms. Consequently the same trends cannot be assumed for both phenomena. 

Nonetheless, friction and wear are not independent. Wear can lead to surface mod¬ 
ifications, which influence friction, such as film formation and roughness changes. 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 










Specific Wear Rate (nn 2 /N) Specific Wear Rate tm 2 /N) 






Sliding Velocity tn/s) 


Figure 5.17 Changes in the coefficient of friction and wear rate of several self-mated ceramic 
couples as a function of humidity and speed. (From Ref. 33.) 


Table 5.1 Unlubricated Sliding Friction Coefficients and Wear 


Tribosystem 


Wear (/i in ) 

Sphere 

Flat 

52100 Sphere 

302 SS flat 

1.02 

0 

8 

303 SS flat 

0.79 

0 

5 

410 SS flat 

0.64 

0 

20 

1018 Steel 

0.80 

0 

4 

4150 Steel 

0.67 

0 

2 

112 Aluminum 

1.08 

0 

82 

220 Aluminum 

0.79 

0 

35 

Brass sphere 

410 SS flat 

0.62 

200 

0 

440 SS flat 

0.72 

72 

0 
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Figure 5.18 The influence of different lubricant additives on the coefficient of friction and wear 
of a sliding 52100 steel/cast iron couple lubricated by paraffin oil. (From Ref. 21, reprinted with 
permission form ASME.) 


Friction, through a heating effect, can influence oxide formation and affect material prop¬ 
erties, which in turn can influence wear behavior. In addition, friction modifies the contact 
stress system by introducing a shear or traction component, which can also be a factor in 
wear behavior (3,4,18,20-24). Because of these aspects, friction and wear must be generally 


Table 5.2 Coefficients of Friction 




Tribosystem 

Unlubricated 

Lubricated 

Sliding 

Steel/steel 

0.6-0.8 

0.1-0.3 

Steel/stainless steel 

0.7-1.2 

0.1-0.3 

Steel/Ni alloys 

0.7-1.3 

0.1-0.3 

Steel/Cu alloys 

0.7-1.2 

0.15-0.3 

Steel/Al alloys 

0.8-1.4 

0.1-0.3 

Stainless steel/stainless steel 

0.9-1.5 

0.1-0.2 

Acetal/steel 

*41.35 

*41.15 

PTFE filled acetal 

0.2-0.3 


Nylon/steel 

0.4—0.6 

0.15-0.25 

Graphite filled nylon/steel 

*;0.6 

*;0.25 

MoS 2 filled nylon/steel 

**0.6 

*41.25 

PTFE filled nylon/steel 

0.1-0.2 


PTFE/steel, low speed 

0.05-0.08 

0.05-0.08 

PTFE/steel, high speed 

^0.3 

*^0.3 

Filled PTFE steel 

0.09-0.12 


Polyurethane/nylon 

1-1.5 


Isoprene/steel 

3-10 

2^1 

Polyurethane/nylon 


0.5-1 

Rolling 

Steel/steel 

*41.001 

*41.001 
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considered as related phenomena, but not equivalent phenomena. However, direct cor¬ 
relation between the two is possible in specific cases or for specific systems. 

In Tables 5.2 and 5.3, typical values of the coefficient of friction for a variety of sys¬ 
tems are given as a general reference. Table 5.2 is for common engineering materials, while 
Table 5.3 is for medical and dental materials. Figure 5.19 contains coefficients of friction 
for different woods. It is interesting to note that while normalized wear coefficients range 
over many orders of magnitude, friction values cover a much more limited range. 




Figure 5.19 Coefficient of friction of various woods sliding against carbide and steel counterfaces. 
(From Ref. 34.) 
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Figure 5.20 Stick-slip behavior. 


There is one additional aspect of friction that needs to be considered. This is stick- 
slip. This is manifested in friction traces of the type illustrated in Fig. 5.20 and frequently 
as noise in a sliding system. The peaks in these traces associated with stick-slip give the 
static coefficient of friction. The lower value is dependent on the dynamic characteristics 
of the system, material properties, and the measurement system used to record the data, 
and therefore does not provide a measurement of the friction. Two conditions are required 
for the occurrence of this phenomenon. One is a variable coefficient of friction, the other is 


P 
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Table 5.3 Coefficient of Friction for Medical, Dental, and Biological Materials 


Material couples 

Coefficient of friction 

Dry Wet 

Amalgam on: 

Amalgam 

0.19-0.35 


Bovine enamel 


0.12-0.28 

Composite resin 


0.10-0.18 

Gold alloy 


0.10-0.15 

Porcelain 

0.06-0.12 

0.07-0.15 

Bone on: 

Metal (bead-coated) 

0.50 


Metal (fiber mesh-coated) 

0.60 


Metal (smooth) 

0.42 


Bovine enamel on: 

Acrylic resin 

0.19-0.65 


Amalgam 

0.18-0.22 


Bovine dentin 

0.35-0.40 

0.45-0.55 

Bovine enamel 

0.22-0.60 

0.50-0.60 

Chromium-nickel alloy 

0.10-0.12 


Gold 

0.12-0.20 


Porelain 

0.10-0.12 

0.50-0.90 

Composite resin on: 

Amalgam 

0.13-0.25 

0.22-0.34 

Bovine enamel 


0.30-0.75 

Gold alloy on: 

Acrylic 

0.6-0.8 


Amalgam 

0.15-0.25 


Gold alloy 

0.2-0.6 


Porcelain 

0.22-0.25 

0.16-0.17 

Hydrogel-coated latex on: 

Hydrogel 


0.054 

Laytex on: 

Glass 


0.47 

Hydrogel 


0.095 

Metal (bead-coated) on: 

Bone 

0.54 


Metal (fibre mesh-coated) 

Bone 

0.58 


Metal (smooth) on: 

Bone 

0.43 


Prosthetic tooth material 

Acrylic on acrylic 

0.21 

0.37 

Acrylic on porcelain 

0.23 

0.30 

Porcelain on acrylic 

0.34 

0.32 

Porcelain on porcelain 

0.14 

0.51 


Source : Ref. 25 
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elasticity in the sliding system. The basic concept is that elasticity in the system allows 
variations in friction to produce oscillations between the two members. If the system 
were rigid, no oscillations would start, or if the friction were constant, there would be 
no variable force to initiate the oscillation. This can be illustrated by considering a sim¬ 
ple example in which the static coefficient of friction is higher than the dynamic coeffi¬ 
cient. Consider the situation shown in Fig. 5.21. As the flat begins to move, the ball 
follows until the stored elastic energy in the spring overcomes the friction. At this point, 
the ball becomes free and moves relative to the flat. This results in reduced friction. At 
some point of time, determined by the stored energy in the spring and the energy dissi¬ 
pated by friction, the ball will stop moving relative to the flat. At this point, the cycle 
will repeat itself. There can be many reasons for the instability of the coefficient of fric¬ 
tion. Flowever, stick-slip is frequently observed under conditions, which favor adhesion, 
such as clean, dry surfaces, marginal lubrication, etc. 
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6 

Lubrication 


A lubricant is any substance, fluid or solid, which when placed between two surfaces 
reduces either the friction between the two surfaces or the wear of either surface. Consis¬ 
tent with the fact that wear and friction are distinct phenomena, a lubricant does not 
necessarily have to do both or be effective to the same degree for each of these phenomena. 
This aspect is demonstrated by the following examples. 

The effect of different oils on the coefficient of friction and the wear behavior for 
several combination of sliding metal pairs is presented in Table 6.1. It can be seen that 
minimum friction and minimum wear are not necessarily obtained with the same lubri¬ 
cant. It can also be seen that all the lubricants do reduce both friction and wear but that 
the degree of improvement can be significantly different. Since the coefficient of friction 
for these systems ranges from approximately 0.5 to 1.0 without the use of a lubricant, 
the coefficient of friction is reduced by a factor of 1/2 to 1/4 with the use of these lubri¬ 
cants. The reduction in wear is generally far more pronounced, typically being an order of 
magnitude or more. 

While it is generally found that both wear and friction are simultaneously reduced by 
the use of a lubricant, as illustrated by the data shown in Table 6.1, it is not always the 
case. It is possible that a lubricant may decrease friction while increasing wear. An exam¬ 
ple of this is one in which the wear of primary system is controlled by transfer or tribofilm 
formation film formation. As was discussed in the section on wear phenomena, the addi¬ 
tion of a lubricant in such a system can increase the wear by inhibiting the formation of the 
film. However, the lubricant can still be effective in reducing the adhesive component of 
friction for the basic pair of materials. Data illustrating this are shown in Table 6.2. 
For most of these systems, transfer films were observed to form for unlubricated sliding 
conditions but not under lubricated conditions. In these cases, the data show that the wear 
increased with the use of the inks while the coefficient of friction generally reduced. For a 
material pair which did not form a transfer film under the same unlubricated sliding 
conditions, lubrication by these inks reduced both friction and wear. 

Systems, which have low coefficient of friction under unlubricated conditions (< 0.1), 
can sometimes exhibit the opposite behavior, that is the wear is reduced but the friction 
increases. In these cases, the viscous losses in the lubricant can significantly contribute 
to the overall friction. The significance of such a contribution to the coefficient of friction 
can be illustrated by the case of 302 stainless steel sliding on polytetrafluoroethylene 
(PTFE). In tests with a ball-plane friction and wear apparatus, the coefficient of friction 
was measured to be 0.09 without lubrication. With a low viscosity paraffin oil, the coeffi¬ 
cient increased to 0.12 and with a higher viscosity paraffin oil, to 0.15 (1). Part of this 
increase can also be related to the effect that the use of a lubricant has on the formation 
of transfer films. 
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Table 6.1 Effect of Three Different Hydrocarbon Lubricants on the Wear and Friction of 
Different Metal Couples 3 


Lubricant 


Couple 

A 


B 


C 


Minimum 
reduction in 
system wear with 
lubrication 

without 

lubrication 

h 

in in) 


h 

(M in) 

0 

h 

(M in) 


52100 /415 

12 

0.15 

0 

0.13 

5 

0.17 

5 x 10” 4 

0.97 

52100 /440 

6 

0.12 

8 

0.13 

5 

0.18 

5 x 10~ 4 

0.66 

52100 11060 

77 

0.20 

26 

0.20 

38 

0.32 

0.02 

0.73 

52100 /phosphor bronze 

11 

0.23 

0 

0.16 

0 

0.18 

3 x 10" 3 

0.74 

302 11060 

0 

0.15 

10 

0.15 

21 

0.16 

1 x 10" 3 

0.88 

302/220 aluminum 

10 

0.18 

0 

0.17 

16 

0.25 

2.5 x 10~ 3 

0.92 

Brass/1055 

110 

0.20 

32 

0.19 

110 

0.25 

0.01 

0.69 

Brass/220 Aluminum 

90 

0.14 

108 

0.15 

90 

0.19 

0.5 b 

0.95 

Brass/Monel C 

21 

0.22 

21 

0.21 

108 

0.28 

5 x 10" 3 

0.85 


a Data from reciprocating ball-plane tests, using different test loads for the different material couples, h is the 
depth of the wear scar on the wearing member, which is italicized. 
b With lubrication the brass wears; without lubrication the aluminum wears. 


Another example of a tribosystem in which lubrication can reduce wear but increase 
friction is rolling bearings. Rolling contacts fall into this category of low, unlubricated 
friction. Coefficients of friction for rolling are typically less than 0.1 (2). With ball and 
roller bearings, lower friction is usually obtained without the use of oil or grease; however, 
life and loading capacity are generally increased by the use of a lubricant (3-5). The 


Table 6.2 The Effect of Lubrication on Wear and Friction for Several Plastics Against a 302 
Stainless Steel Slider 


Plastic 

Wear depth (cm) 


Evidence of film formation 

PPS 

Dry 

4 x 

10~ 3 

0.5 

No 

Lubricated 

1.5 x 

10~ 4 

0.16 

No 

PPS + MoS 2 + Sb 2 0 3 

Dry 

8 x 

10~ 4 

0.5 

Yes 

Lubricated 

1.5 x 

10~ 3 

0.35 

No 

PPS + Glass+ PTFE 

Dry 

1 X 

10~ 4 

0.15 

Yes 

Lubricated 

1.5 x 

10~ 4 

0.16 

No 

Acetal + PTFE 

Dry 

1 X 

10~ 4 

0.14 

Yes 

Lubricated 

1.5 x 

10~ 4 

0.12 

No 

Polyester + Graphite + PTEF 

Dry 

4 x 

10~ 5 

0.18 

Yes 

Lubricated 

8 x 

io - 5 

0.16 

No 


Lubricant was a non-abrasive aqueous-based electrostatic ink. 
Source: Ref. 10. 
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increase in friction results from the viscous flow of the lubricant. The improvement in wear 
behavior is related to reduction in sliding wear that lubrication produces. In rolling con¬ 
tacts, there is always some sliding, if only on a micro-scale as a result of deformation that 
occurs (2). As a result, some sliding wear is involved and adhesion can play a role in rolling 
wear behavior. A lubricant will tend to inhibit the adhesive contribution to the wear, limit 
and reduce surface traction (stresses), and provide separation, all of which tend to reduce 
sliding wear. 

The ability of a material to lubricate is a function of its thickness and indirectly the 
amount. There is a minimum thickness or amount required for maximum effectiveness. 
This behavior with fluid lubricants is illustrated in Figs. 6. 1-6.3. With solid lubricants, 
the behavior is somewhat different. There is often an optimum thickness range, as illu¬ 
strated in Fig. 6.4. 

Lubricants can be liquids, gases, or solids (6-8). Examples of solid lubricants are 
PTFE, molydisulfide (MoS 2 ), graphite, and soft metals, such as lead. Oils are examples 
of liquid lubricants but this category is not necessarily limited to them. For example, water 
coolants, refrigerants, and even inks, can provide some lubrication (6,9,10). Also, greases, 
which are mixtures of oils and thickening agents, are generally considered to be liquid 
lubricants. Greases are thought to function in two ways. One is as a very viscous fluid 
and the other is as a reservoir for the oil component. For this latter mode, the concept is 
that oil leaches out of the grease that surrounds the contact to cover the contact zone (11). 
The class of liquid lubricants includes a wide range of materials with significantly different 
rheological properties. As classes, liquid and gaseous lubricants generally have the prop¬ 
erty of self-healing, which is the tendency to flow back into the region of contact, reple¬ 
nishing any of the lubricant that is displaced during the wearing action. Solid lubricants 
do not have that ability and, as a result, the durability of the solid lubricant is often a 



Figure 6.1 Behavior of wear rate and friction coefficient as a function of the thickness of liquid 
lubricant. 
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Figure 6.2 Effect of the amount of lubricant on the friction and wear of an electrical contact. 
The contacts were coated with the lubricant diluted with different amounts of a solvent, which after 
evaporation of the solvent, resulted in different amounts of residual lubricant on the surfaces. 
(From Ref. 33.) 


factor in engineering situations. Local wear-through of the solid lubricant layer can result 
in degraded or complete loss of lubrication in the contact region. When this type of lubri¬ 
cant is used, an underlying friction or wear problem is translated into a wear concern with 
the solid lubricant itself. 

This is illustrated by the behavior of a MoS 2 coating used in a band printer appli¬ 
cation (12). When present, the coating significantly reduced the wear of the interface. 
A sharp increase in wear occurred with the local depletion of the MoS 2 coating. The 
durability of this coating was found to be dependent on the processing parameters and 
the initial wear problem of the interface was converted to optimizing the process for the 
coating to obtain adequate life. The influence of the MoS 2 coating on wear and the influ¬ 
ence of processing parameters on durability of the MoS 2 are shown in Fig. 6.5. 

Liquid lubricants can also exhibit “wear-out” characteristics but for different 
reasons. Liquids can evaporate and spread over available surfaces so that, with time, 
the amount of lubricant available to the contact interface can decrease. Therefore, if an 
adequate supply is not maintained, the system will ultimately go dry. Also, the lubricant 
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Figure 6.3 Effect of lubricant supply rate on the wear of a type carrier in a high speed line printer. 
(From Ref. 34.) 


may degrade with time as a result of oxidation, polymerization, or some other mechanism, 
with the consequence that the ability of the fluid to lubricate the contact may degrade (13). 

Another aspect of lubrication is that the ability of a material to provide lubrication 
can change as a result of the conditions surrounding the contact. Pressure, temperature, 



Film Thickness (cm) 
(arbitrary scale) 


General Trend 



Figure 6.4 Illustration of the general effect of the thickness of a solid lubricant film on friction 
coefficient and wear rate. (From Ref. 35 reprinted with permission from Oxford University Press.) 
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Figure 6.5 Micrographs of MoS 2 conversion coatings resulting from poor (“A”) and good (“B”) 
processing conditions. The graph shows the effect of processing conditions on the durability and 
performance of the coating. (From Ref. 12.) 


sliding speed at the interface, and material compatibility can all be factors in determining 
the degree to which any material can function as a lubricant or, as will be discussed later 
in this section, the manner by which it provides lubrication. As a consequence, there is 
generally more distinction in lubricant performance when they are used in harsher, more 
challenging wear and friction environments, such as in tribosystems with high speeds, 
pressure and temperature, than in milder wear situations. However, even in the milder 
situations, there can be significant differences in performance (1). Many of the tests used 
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Figure 6.6 Lubrication mechanisms. 


to evaluate, compare, and characterize lubricants focus on their ability to survive as effec¬ 
tive lubricants under harsh or challenging conditions (14). These aspects of lubrication, 
as well as others, such as supply of lubrication to the interface, make the selection of 
lubricants and lubrication techniques a discipline in itself. Discussions of many of these 
aspects can be found in references on lubricants and lubrication, such as Handbook of 
Lubrication (15). 

The primary way by which a lubricant influences friction and wear is by reducing 
adhesion (5,9,14,16,17) and there are three general mechanisms for this. One is by absorp¬ 
tion on the contact surfaces. The second is by chemically modifying the surface. The third 
is by physical separation of the surfaces. These three ways are illustrated in Fig. 6.6. The 
first two mechanisms tend to reduce the strength of the bonds at the junctions, while the 
third tends to reduce the number of junctions. Secondary effects of lubrication are cooling 
of the interface, modifications of the stresses associated with the contact, and flushing of 
wear debris or contamination from the contact region. Since lubricants tend to lower 
friction, the heat and shear action developed at the contact interface is reduced. For fluid 
lubricants, additional cooling occurs as a result of the lubricant transporting heat out of 
the contact area. The lubricant can also influence the distribution of load within the 
contact by supporting some of the load. 

For fluid lubricants, mechanical separation results from the response of the lubricant 
to being trapped between two surfaces under relative motion. Under such conditions, 
a fluid can support a normal load, thus providing separation between the two surfaces 
(5). Two examples of this type of response are shown in Fig. 6.7. In one case, the effect 
is caused by the constriction of the fluid as a result of tangential relative motion between 
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the surfaces, which is referred to as the physical wedge mechanism or simply the wedge 
mechanism. The second mechanism is referred to as the squeeze film mechanism and 
results from normal or perpendicular relative motion between the two surfaces. In both 
cases, the film thickness that results is dependent on the load, geometry, and velocity of 
the contact and rheological properties of the fluid. 

For the wedge mechanism and a simple Newtonian fluid, 

(xV\ m 

h <x > 0.5 < m <1 (6-1) 

where h is the minimum thickness; V, the velocity; P, the normal load; and t, is the 
viscosity. For more complex fluids, for example non-Newtonian fluids, the relationships 
are more involved. Temperature gradients within the fluid and a pressure dependency 
on viscosity can have significant effects on the existence and the thickness of these fluid 
films. Under these conditions, sufficient pressure can be produced in the fluid so that 
the surface can be deformed, resulting in local geometry changes (18-21). These changes 
tend to enhance film formation and the ability of the fluid to support a normal load. With¬ 
out deformation, lubrication by these types of fluid films is frequently referred to as hydro- 
dynamic lubrication. For deformation of the surface within the elastic range, it is termed 
elasto-hydrodynamic lubrication. If plastic deformation is involved, it is referred to as 
elasto-plasto-hydrodynamic lubrication. 

Investigations suggest that these additional aspects of deformation, temperature 
distribution, pressure dependency of viscosity, and non-Newtonian fluid properties, play 
significant roles in this type of lubrication. The amount of lubricant available is also a 
major factor. If there is not an adequate supply to the inlet of the contact, the film will 
not form. As an illustration of the significance of some of these aspects in lubrication, 
the pressure distributions and wedge shapes for a hydrodynamic model and an elasto- 
hydrodynamic model for two spheres in sliding contact, are shown in Fig. 6.8 (22,23). 
The equations for the film thickness are 


h = 4.9 R 



for the hydrodynamic model and 


h = 2.65 


0£°' 54 ( t 0 F ) 0,7 !? 0 - 43 

po.n£i om 


( 6 . 2 ) 


(6.3) 
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Figure 6.8 


Comparison of hydrodynamic and elasto-hydrodynamic models for wedge formation. 


for the elasto-hydrodynamic model. t 0 is the absolute viscosity at the inlet; a is the pressure 
coefficient of viscosity (allowed for in the elastohydrodynamic model); E', the reduced 
elastic modulus for Hertzian contacts; and R is the equivalent radius for the contact. 

Overall, lubrication as a result of these types of film formation with fluid lubri¬ 
cants is referred to as fluid lubrication. As can be seen, surface separation is the primary 
way that this type of lubrication effects the amount of adhesion and the degree of separa¬ 
tion is directly related to the relative speed between the two surfaces and the geometry. The 
higher the speed and the flatter the geometries, the thicker the film formed. The other two 
ways in which a fluid effects adhesive components of friction and wear, the formation of 
absorption and chemical reacted layers, are generally referred to as boundary lubrication 
and are not as directly sensitive to these two parameters. The formation, strength, and 
tenacity of these films are primarily related to the chemical nature of the surfaces and 
the lubricant (14,16,17,24,25). Boundary lubrication is frequently the key factor in lubri¬ 
cation, especially under extreme conditions. The situation in which both boundary and 
fluid lubrication occur is normally referred to as mixed lubrication. 

In Fig. 6.9, the Streibeck Diagram is used to illustrate these three regions of lubri¬ 
cation (18,26,27). This diagram shows the relationship between the coefficient of friction 
and wedge formation under sliding conditions. It can be seen that the abscissa of this 
diagram, the Sonmierfeld Number, is related to the thickness of the lubricant layer, based 
on fluid lubrication concepts [see Fig. 6.1 and Eq. (6.2)]. In the fluid lubrication region, 
the film thickness is great enough so that the two surfaces do not interact at the asperity 
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Figure 6.9 Relationship of viscosity, t 0 , speed, F, and load, P, to the coefficient of friction and oil 
film thickness, (t qV/P) is called the Sommerfeld Number and the lower diagram is referred to as the 
Streibeck Diagram. 


level. In the mixed region, the film thickness allows occasional asperity interaction. In the 
boundary region, the fluid film thickness is so small that it is ineffective in preventing 
complete asperity interaction. Generally, wear decreases monotonically as film thickness 
increases. In the fluid range, wear would be limited to repeated cycle deformation mecha¬ 
nisms associated with the pressure transmitted through the fluid and is generally negligible. 
As the film thickness decreases and more and more asperity contact occurs, the potential 
for different wear mechanisms is introduced. 

The transition from the mixed region to the fluid region is governed by the ratio of 
the asperity heights to the film thickness. Conceptually, the film thickness should be 
greater than the combined asperity heights of the two surfaces for complete separation 
and to be in the fluid lubrication regime. For two rough surfaces, the film thickness 
required for full fluid lubrication is given by 

Q = p(a 2 1+ a 2 2 ) l/2 (6.4) 

where the ct’s are the center line average (CLA) roughness of the two surfaces. Studies have 
indicated that an average value for [> is approximately 3 (18,19,28). 

The basic concept of solid lubrication or lubrication by solids is that the lubricant or 
lubricant/counterface junction is easier to shear than the base material or base materi¬ 
al/counterface junction (26,29). In the case of solid film lubrication, a relationship between 
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friction and film thickness also exists and is shown in Fig. 6.4. While the shape of the curve 
is quite similar to the shape of the curve in the Streibeck Diagram for fluids, the reasons 
are quite different. Initially, for very small thickness of the solid lubricant, the coefficient is 
reduced by reducing the number of strong adhesive junctions, without increasing the total 
number of junctions or real area of contact. The real area of contact is controlled by the 
harder substrate and the real area of contact is thought to be composed of a mixture of 
junctions, ones without the solid lubricant present and ones with the solid lubricant 
present. As the percent of junctions with the lubricant increases, the coefficient of friction 
decreases. Mathematically, the situation is expressed by 

/z = a — + (1 — a)— (6-5) 

where a is the fraction of non-lubricated junctions; t s , the shear strength of the non- 
lubricated junction; q, the shear strength of the lubricated junction; S s , the flow stress 
of the substrate. Since S s is greater than q, fi decreases as a decreases. 

In the second region, the film is continuous and all junctions involve the lubricant 
and the lubricant influences the real area of contact. Because the solid lubricant is softer 
than the substrate, the real area of contact would tend to increase, leading to increased 
friction. For very thick films, the coefficient of friction would be the coefficient of friction 
associated with the solid lubricant and the counterface. Since the coefficient of friction 
involves the ratio of the shear strength to the compressive strength, the friction between 
the lubricant layer and the counterface may be higher than that between the substrate 
and the counterface. Models indicate that the approximate relationship between friction 
and thickness is 

1/2 

( 6 . 6 ) 

where h is the thickness of the solid lubricant and P is the normal load (30). 

While effective friction behavior as a function of thickness is similar for fluid and 
solid lubrication, wear behavior is different. Generally for solid lubrication, there is an 
optimum thickness for wear behavior. If there is not enough solid lubricant, the wear of 
the surfaces is not significantly effected; if there is a very thick layer, the wear of the system 
will be the wear of that layer. Since solid lubricants generally have poorer wear properties 
than the base materials, the effective wear will be initially higher than without lubrication. 
As the lubricant layer thins, the optimum condition will be produced and improved wear 
behavior achieved. However, since solid lubricants do not self-heal, there will be a finite 
time for this period and eventually wear performance will degrade again. Graphically, this 
behavior is shown in Fig. 6.4. 

While the conceptually solid lubrication can be considered simply in terms of thick¬ 
ness and coverage, the actual situation can be more complex. Optimum behavior may 
involve the formation of a mixed layer on the surface, composed of elements from the 
lubricant and the base materials. This layer would function, much like a transfer or 
third-body film in influencing wear and friction. Unlike these films, the solid lubricant 
equivalent will have a finite life since the lubricant is not replenished. 

In addition to the film type of lubrication discussed to this point, lubrication to an 
interface can also be provided by utilizing materials, which have lubricants “built-in”. 
Examples of this type would be polymers, which have lubricating fillers, like PTFE, 
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MoS 2 , and graphite. An example in metallic systems would be metals, which have lubricat¬ 
ing phases in them, such as leaded steels. These generally fall under the category of self- 
lubricated or self-lubricating materials. In this case, lubrication is usually achieved by 
transfer and third-body film formation. Hard phases and fillers can also be added to mate¬ 
rials to improve wear resistance. Still another example would be porous materials filled 
with a solid or liquid lubricant, such as oil impregnated sintered bronze journal bearings. 
In this case lubrication can occur by boundary and fluid lubrication mechanisms (27,31). 
Circulation of the fluid through the porous media is an additional factor that needs to be 
considered in the fluid lubrication process of these types of bearings. 

Because friction and wear are distinct, the ranking of lubricants in terms of their 
ability to lubricate can be different for friction and wear. Within the realm of lubricated 
systems, it is frequently found that while lubricant A gives lower friction than B, there 
is less wear with B (1,32). While there are these differences in the effectiveness of lubri¬ 
cants, they are generally not as significant as the differences between lubricated and unlu¬ 
bricated conditions. This can be paraphrased by saying that in most cases the biggest 
improvement obtained in wear and friction performance is associated with the use of 
any lubricant; a secondary improvement is associated with the selection of a particular 
lubricant for the system. In terms of wear, the change from unlubricated to lubricated 
wear generally results in improvement by more than one order of magnitude, with an 
improvement of 100 times or more being typical. Differences between lubricants are often 
smaller but can be significant. For lubricated sliding, /.( is generally less than 0.3; under 
unlubricated conditions, // frequently exceeds 0.6. For rolling, a is less than 0.01. 
(see Table 5.2). 
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7 

Selection and Use of Wear Tests 


From an engineering standpoint, the reason for performing a wear test is to provide 
data that can be applied to a specific application, generally to increase life, reduce cost 
and maintenance, and provide reliable performance. Frequently in the minds of the engi¬ 
neer or designer, this is translated simply into selecting the best material for the design. 
However, as will be discussed in Engineering Design for Wear; Second Edition, Revised 
and Expanded, wear tests are used to provide additional engineering information as well. 
For example, wear tests may be required to help identify the wear mode and wear equa¬ 
tion associated with the application; to develop the necessary engineering relationships 
among various design factors (e.g., shape, roughness, counterface properties, and wear); 
to determine values of wear parameters associated with models; and to determine and 
characterize transitions in wear behavior. All this may be summarized by saying that 
wear tests are done to provide wear data of one type or another, not simply material 
ranking. 

From a designer's standpoint, the primary need is to obtain wear data, preferably 
without doing a wear test. Frequently as a result, the focus is initially on finding and utiliz¬ 
ing available wear data and not on developing or selecting a wear test to generate the 
needed data. What has to be recognized in such an approach is that implicitly the selection 
and use of wear data is equivalent to selecting and using a wear test. The data were 
obtained from some test. As a result, the subject of wear testing is fundamentally equi¬ 
valent to wear data selection and the points that will be developed regarding wear testing 
can be applied to the selection of published wear data. Of course with the use of existing 
data, the cost and the time associated with doing a test are eliminated. 

As discussed in Part A Fundamentals, the nature of wear is complex. There are sev¬ 
eral mechanisms for wear, each of which is sensitive to a wide number of parameters but 
not necessarily to the same ones nor in the same way. There is no single, unique, universal 
parameter, which can be used to characterize wear behavior. As a consequence, there is no 
single, universal test for wear. Rather, this complex nature of wear results in the need for a 
variety of wear tests, each addressing one particular aspect of wear or wear situations. The 
large number of wear tests and apparatuses that can be found in the literature serves to 
illustrate this point (1-6). Another point that needs to be recognized from the information 
about wear presented in Part A is that wear testing does not define or measure a funda¬ 
mental or intrinsic material property, like modulus or strength. In that sense, it is not a 
material’s test. Rather, it measures or characterizes a material’s response to or behavior 
in a system environment. Basically, this is because wear is not a materials property but 
a system property. Materials can behave differently in different wear situations, as has 
been discussed and illustrated previously. As a consequence, different wear tests tend to 
provide different rankings of materials. 
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To the engineer this situation begs the question, “What is the appropriate test for the 
application at hand?” Hence, wear test selection and use is an appropriate and key aspect 
in the overall consideration of wear testing. Furthermore, the answer to the question is to 
select the wear test which best simulates the actual wear situation. The need to simulate the 
application in the wear test is pointed out again and again in the literature (2-5, 7-13). 

The key to the relevance of any wear test to an application lies in the degree to which 
the application is simulated in the test. There are several levels of simulation, which are 
significant to the development, selection, and use of wear tests. The most fundamental 
or basic level of simulation is in terms of the general nature of the wear situation. For 
example, this level of simulation is concerned with whether both the application and the 
test represent a rolling, sliding, or impact wear situation; unlubricated or lubricated wear; 
two- or three-body abrasion; erosion by solid particles or liquids; etc. This level of 
simulation can be termed as first-order simulation. 

The next level of simulation (or second-order simulation) is related to the values of 
key parameters of the wearing system. Two elements are involved in this: the first is 
the identification of the significant parameters, and the second is the identification of 
the appropriate range that is needed for this parameter in the test in order to provide simu¬ 
lation. Examples of elements to be considered in this respect are load, speed, stress, and 
temperature. Other elements that have to be considered at this level are counterface 
parameters, nature of the third-bodies involved, amount and type of lubrication, and 
unidirectional or reversing sliding. However, the list is not limited to these as any aspect 
or parameter, which can influence wear or friction is a candidate for consideration at this 
level of simulation. 

Third-order simulation, the next level, is essentially replicating the actual wear situa¬ 
tion. All parameters and features are similar, if not identical, to those in the application. 
At this level of simulation, the wear tester is often very similar to the actual device and may 
be an instrumented version of the device or a replica of a portion of the overall machine or 
mechanism. Wear testers at this level of simulation may be called wear robots, to contrast 
them to the type of apparatuses used in first- and second-order simulation, which are gen¬ 
erally laboratory type devices. The differences between third-order simulation and actual 
machine testing or field-testing generally lie in the area of control and data acquisition. 
At this level of simulation, testing conditions are generally more controlled and wear 
measurements are more frequent and refined than in field-testing. 

The level of simulation that is required in a wear test depends on the purpose of the 
wear test. If the intent of the test is to provide only general type of information, then first- 
order simulation is adequate. Tests to understand the general nature of wear occurring in 
a given type of situation, to provide broad ranking of material groups, to identify major 
factors effecting wear and to identify general trends, are examples of this type of purpose. 
When more specific information is required, such as the need to rank or select materials 
for a given application, to project wear performance of a given design, or to determine 
the value of a specific design parameter required for optimum performance, second- or 
third-order simulation is required. The need for specific information of this type is gener¬ 
ally characteristic of engineering applications and consequently wear tests generally done 
for engineering purposes will require this higher degree of simulation. Tests associated 
with more fundamental or research studies generally have only first-order simulation, 
when compared to applications. Tests used by material developers tend to provide 
first-order simulation for most applications. 

Providing second-order simulation assumes that the major factors influencing the 
wear have been identified. That identification might in itself require some testing, possibly 
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involving first-order simulation, or might be available from experience or published infor¬ 
mation. The thoroughness to which this is done influences the degree of risk associated 
with the use of the data from the test. Another way of stating this is that the correlation 
expected between the test and actual performance is controlled by this element. The less 
thorough this is done, the higher the risk associated with projecting the actual perfor¬ 
mance or the lower the anticipated correlation. With the use of third-order simulation, risk 
is minimized and improved correlation with actual performance can be obtained. 

For most engineering situations, third-order simulation is not required to provide 
the useful and specific information desired. Second-order simulation is usually adequate, 
provided the parameters influencing the wear are correctly identified and understood. That 
is the key. Frequently though, tests that are basically representative of third-order simula¬ 
tion are used as a result of pragmatic considerations. In certain cases, it may not be prac¬ 
tical or desirable to spend the time to identify the major factors in the wear situation or to 
develop an apparatus that provides the adequate simulation and control over these. It may 
be easier to instrument the device itself (or a replica of the device) and use it as a wear 
robot to provide data under actual use conditions. Because this approach tends to include 
all interactions, it reduces risk and enhances correlation. This type of test does have some 
negative aspects, though. While time and effort are usually saved by avoiding tests to iden¬ 
tify significant parameters, these robot-type tests tend to be more lengthy and involved 
than those associated with second-order simulation. Also, robot tests generally do not 
directly provide information about fundamental relationships. However, robot tests do 
provide information regarding parameters, which, while not basic, may be more relevant 
and significant to the application. 

The choice of the apparatus used is a key part in any simulation. While this is the 
case, there are other elements, which are equally as important to the simulation and have 
to be considered. For example, the environment in which the wear test is done, the proper¬ 
ties of the counterface(s), and the characteristics of the wearing media (particularly in ero¬ 
sion and abrasion testing) are equally as important. In addition to simulation, there are 
other testing and tester aspects which are also important to the proper conduction of a 
wear test. Sample preparation, data recording, wear measurement technique, and analysis 
of the data are examples. Variations in these elements are generally sources for the scatter 
in test data. While procedures for these elements are often specified for standard tests, they 
may not be adequate. It is also necessary to recognize the primary purpose of the standard 
test. It may not be wear but friction or lubricant evaluation. As a result, it is necessary to 
review these procedures and perhaps modify them for use as a wear test. These elements, 
along with simulation, wifi be discussed in greater detail in subsequent sections. 

Because of the need to simulate and the complex nature of wear, most laboratories 
associated with wear testing have a variety of test apparatus and procedures that are used, 
often with modifications, to address specific problems (2,10,14-17). The particular comple¬ 
ment of test apparatus that a laboratory has and the procedures used generally reflect the 
nature of the industry that the laboratory supports and the purpose for which the testing is 
done. For example, a laboratory associated with the wear of office and data processing 
equipment typically utilizes different apparatuses than a laboratory associated with the 
wear of airframes (18,19). Similarly, both will likely have different tests and procedures 
than a laboratory supporting a light manufacturing operation (20-24). 

Laboratories associated with material suppliers and developers tend to form a 
unique category that tends to be somewhat different than laboratories associated with 
design. Generally, laboratories associated with material development have testers and pro¬ 
cedures, which allow them to differentiate material behavior quickly for some broad area 
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of application and which are appropriate for one particular class or type of material. For 
example, tests used in laboratories concerned with the development of hard, bulk materi¬ 
als, such as tool steels or ceramics, are generally not the same as those used in laboratories 
associated with the development of coatings or plastics (3-5,25,26). High speeds, high 
stress, and, in the case of ceramics, high temperature, are typical features of tests used 
for the former; for the latter, milder tests conditions and different durations are generally 
required to differentiate between materials. The harsher conditions used for tool steels or 
ceramics would result in such large and more severe wear for the other two types of mate¬ 
rials that differences in performance would be less apparent. Conceptually this is illu¬ 
strated in Fig. 7.1, where wear rate is plotted as a function of test severity or harshness. 
Above the mild/severe wear transition, there is less difference in rate than below the tran¬ 
sition. Transition points can also vary with material. As a result, movement of the transi¬ 
tion point can also confound the comparison as well, as is illustrated in the same figure. 
The situation with coatings is shown in Fig. 7.2, where wear depth is plotted as a function 
of test duration. As can be seen, if the test results in wear-through of the coating, the 
ability to differentiate is again reduced. 

The milder conditions required for plastics and coatings evaluations, as compared to 
tool steels and ceramics evaluations, also reflect the differences between the typical appli¬ 
cations for these types of materials. In effect, this demonstrates the requirement of simula¬ 
tion. The situations illustrated in Figs. 7.1 and 7.2 indicate the source of some of 
the problems that can occur as a result of lack of adequate simulation, namely improper 
ranking and selection of materials. 

A common feature of most of the tests used by materials-oriented laboratories is the 
tendency to focus simply on providing material rankings, rather than on the determination 
of parameters needed for wear prediction or selection of an over-all design (25-34). These 
latter aspects tend to be found in the tests used by the laboratories associated with the 
design and development of new equipment and the development of design information. 
Examples of this type of data might be specific values of wear parameters to be used in 
conjunction with a model (35), the determination of transition points (36,37) and the influ¬ 
ence of design parameters other than material selection on system wear (38,39). In tests 
used for material ranking purposes, it is often the practice to use the amount of wear gen¬ 
erated after a particular amount of time, number of revolutions, abrasive consumed, etc., 
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Figure 7.1 The effect of test severity on relative wear behavior. 
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Figure 7.2 The effect of coating wear-through on relative wear performance. 


to provide the ranking. In tests used to provide more design-oriented data, tests involving 
the generation of a wear curve, that is, a plot of wear or wear rate vs. usage or exposure, 
are frequently desirable or needed. In general, the wear curve provides more information 
than a single point and may be needed to differentiate behavior, particularly when the 
possibility of different wear modes exists with different materials. 

The need to simulate the application in the wear test and the confounding influences 
of purpose and materials on that simulation can have significant effect on the testing pro¬ 
cedures and equipment used. One way of illustrating this is to consider the wear tests and 
approaches associated with three different laboratories that have been published in the lit¬ 
erature. The first laboratory is associated with the wear of components found in business 
machines and peripheral computer equipment (18,40^12). The next is associated with the 
wear of components of light manufacturing equipment in a chemically oriented industry 
(20-24). The third is concerned with the wear of airframe elements (19). Figures 7.3, 
7.4, and 7.5 contain illustrations of the testers used by these laboratories, along with a 
description of the data generated in the tests and the purpose of the test. An examination 
of these figures shows that the apparatus and procedures are quite different for each of 
the laboratories. This is a consequence of the need to simulate the significantly different 
applications as well as difference in the purposes of the wear tests. 

In the first laboratory, the focus was to select a design which would achieve a given 
life and therefore the tests were used to provide more general engineering information, not 
simple material selection. The tests were used to develop engineering models for wear, 
determine values of parameters associated with those models (including material para¬ 
meters), and investigate the influence of other design parameters on the wear, such as 
radius or shape, thickness of coatings or layers, roughness, edge conditions, and align¬ 
ment. Once a model was developed, an appropriate test to evaluate and compare materials 
was usually identified, since material selection is always a part of a design approach. 

The wear situations encountered in this laboratory included: sliding, rolling, 
impact, and mixtures of these motions; metal/metal, metal/polymer, polymer/polymer 
interfaces; wear both by and of paper, inks, ribbons, and magnetic media; some form 
of boundary or dry lubrication; generally mild environmental conditions, e.g., room tem¬ 
perature or near room temperature and normal atmosphere. Normally, only mild wear 
behavior could be accepted in these applications. While in most of the applications loads 
tended to be small (e.g., order of pounds or less), stress levels could be high because of 
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Figure 7.3 Wear tests used for computer peripheral applications. The tests were used to develop 
wear models, to determine wear coefficients, to investigate the effects of different parameters, the 
selection of design parameters, and to rank materials. 


small contact areas in the applications. However, since long life generally requires the 
stress level to be well below the elastic limits of the materials, stresses in the applications 
were generally a fraction of the elastic limits of the materials used. 

Often the loads in these applications were generated from kinematic conditions or 
were time varying, rather than a constant load supplied by a dead-weight or spring. Parts 
were relatively small and contacts were generally nonconforming. Performance was typi¬ 
cally affected by small amounts of wear. Changes in the range from 0.001 to 0.010 in. 
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Figure 7.4 Wear tests used for manufacturing equipment in a chemically oriented industry. The 
tests were used to rank materials in terms of their resistance to different types of wear. Often, several 
tests were combined into a screening procedure of the selection of materials for a given application. 


(sometimes less) of a critical dimension frequently resulted in functional failure in the 
applications. 

A review of the apparatuses used by this laboratory and their features, shown in 
Fig. 7.3, indicate that these apparatuses have the same general features of the applications. 
The apparatuses accommodate small specimens, provide light loads and different motions, 
accommodate different materials, and generally involve nonconforming contacts. The 
nature of these wear situations has typically resulted in the development of unique 
apparatuses and test methods in order to simulate these situations and to provide the 
needed data. The impact wear apparatuses, the drum tester, the C-ring configuration, 
and the configuration used for elastomer drive rolls (Fig. 7.3), are examples of some of 
the unique test configurations used. Since initial wear cannot be ignored in applications 
which are sensitive to small amounts of wear, many of the tests involve the development 
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Figure 7.5 Tests used by a laboratory concerned with the selection and development of materials 
for use on airframes, including components that had to be optically transparent. The tests were 
used to rank materials, to determine the effects of different parameters, and to investigate wear 
mechanisms. 
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of wear curves rather than simply utilizing data after a stable wear situation is achieved. 
An illustration of this is the procedure employed with the ball/plane tester used for sliding 
wear. In this case, a wear curve was developed to determine the exponent associated with 
different wear modes as well as the determination of a material wear factor (43,44). This 
method is illustrated in Fig. 7.6. 

In order to establish a more complete engineering approach, many of the tests and tes¬ 
ters were developed or selected so that the design parameters other than material 
selection could be evaluated and to provide the basis for the development of engineering 
models. Examples of this are the approaches used for impact wear (42,45,46), rolling/sliding 
wear (41), the abrasive wear of a magnetic sensor (47), and C-ring wear (48). In these 
cases testers were developed in which the effects of geometry, loading, and other design 
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Figure 7.6 Example of a wear curve and the data obtained from the ball-plane test for sliding wear 
used in addressing wear concerns in computer peripheral applications. 


factors could be evaluated as well providing a capability for evaluating different materi¬ 
als. Because of the complexity of simulating some of the situations, many studies were 
performed utilizing robots rather than developing specific testers; in some cases, 
both were used to varying degrees. The wear of electroerosion print elements (49), 
type carriers (50), print cartridges (51), and band/platen interfaces (Fig. 4.46) are 
examples of situations for which robots were used extensively in this laboratory. 

In contrast to this situation, the focus in the other two laboratories was to maximize 
the machine or component life by selection of the optimum material or material pairs. 
Consequently, testing was primarily associated with material ranking. The thrust was to 
develop a test procedure that simulated the application and allowed differentiation of 
materials in a reasonable length of time. The test was then used to evaluate a matrix of 
materials or material pairs for the application. A higher degree of simulation was 
employed than is typical of simple material testing. Both laboratories generally establish 
a second-order simulation in their tests. 

In the second laboratory, that is the laboratory supporting a chemically oriented 
light manufacturing operation, many of the wear situations were more representative of 
classical contact situations, found in bearings, gears, and cams, than those encountered 
in the first laboratory. Since hostile environments frequently limit the choice of materials 
in chemical environments, the approach in this laboratory was generally to modify a stan¬ 
dard tester and test methods to account for the specific conditions of the application, 
rather than to develop unique testers or test methods. This point is evident from examina¬ 
tion of Fig. 7.4, which contains a summary of the tests used and the applications to which 
they are applied. In complex wear situations in which several distinct wear modes are pre¬ 
sent, perhaps in different regions of the part, this laboratory tended to utilize a series of 
tests, each focused on a particular mode, to provide a full evaluation (52). This is an 
approach used in many laboratories (14,53,54). 

While the third laboratory, that is the laboratory supporting airframe applications, 
also focused on material selection, significantly different test apparatuses were required as 
a result of the differences in the wear situations encountered. The primary concerns were 
with the wear produced by high-speed motion through the atmosphere. Solid particle 
erosion due to air-borne dirt, sand, etc. was one concern, others were the effects of rain 
drop impingement and cavitation. The apparatuses developed and used for these types 
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Table 7.1 Levels of Simulation in Tests 


Level of test simulation 


Use Correlation with applications 


First-order (general nature of 
wear situation replicated) 

Second-order (key 
parameters replicated) 


Third-order (most or all 
parameters replicated) 


To obtain general 
information 

To obtain engineering 
information when the 
influences of parameters 
understood 

To obtain engineering 
information when the 
influences of parameters 
not understood 


Generally poor except in terms 
of general trends; often not 
adequate for engineering 
Generally good; correlation tends 
to improve with the level of 
understanding regarding the 
effects of key parameters; 
often adequate for engineering 
Good; correlation tends to 

decrease with lack of replication 


of situations are shown in Fig. 7.5. Again, simulation is evident. In this laboratory, the 
need was to select a single material for a range of environmental and operating conditions. 
This is different from many of the situations encountered by the second laboratory in that 
the wear performance of a material pair was of importance. The testers and methods 
reflect this aspect as well. In the third laboratory, the wearing media is changed to match 
the conditions of the environment associated with the situation and wear evaluations sim¬ 
ply focus on the wear of the target material in the test. In many of the tests employed by 
the second laboratory, material pairs were evaluated and counterface wear was an impor¬ 
tant element in the evaluation. In this respect, the first and second laboratory are similar in 
that for many of their wear situations they have the ability to control both members of the 
wear system and wear of both is important. 

All three laboratories have reported successful application of their approaches. Fun¬ 
damentally they employ the same simulation strategy. The first differs from the second and 
third primarily in that it strives to optimize the entire design to achieve a specific life or 
performance target, while the other two aim only to insure adequate life and to achieve 
as long a life as possible. The combined influence of the need to simulate and the purpose 
for which the test is done on the selection of the wear test is clearly indicated by this 
comparison of these three laboratories. 

Further examples of simulation and the impact of purpose and materials on wear 
testing can be found in a series of books published by the American Society for Testing 
and Materials on the subject of wear testing (2-6). A summary of first-, second-, and 
third-order simulation and their relationships to the nature of the test, their use, and 
correlation is given in Table 7.1. 
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8 

Testing Methodology 

8.1. GENERAL 

While wear testing may not be an exact science, it is also not a black art. There is a general 
methodology that can lead to the successful selection, development, and implementation 
of wear tests for engineering applications. As should be evident from the preceding section, 
the cornerstone of this methodology is simulation. However, several other elements also 
have to be contained in the methodology if useful engineering information is to be 
obtained. The methodology requires that the appropriate degree of control be used, that 
appropriate measurement and analysis techniques be used, that the appropriate informa¬ 
tion and observations be recorded, and that a suitable degree of acceleration be associated 
with the test. If any of these elements are not addressed or inadequately addressed in the 
test strategy, correlation with the application is generally reduced and, in the extreme, 
may be completely missing. On the other hand, if these elements are correctly addressed, 
excellent correlation can be obtained. The individual elements of this test methodology 
are treated in the following sections on Simulation, Control, Acceleration, and Data 
Acquisition, Analysis, and Reporting. 

8.2. SIMULATION 

A minimum of second-order simulation is required a priori to insure good correlation. 
That is to say, the test must simulate the application in all key aspects. A good way 
to establish that degree of simulation is to start with two assumptions. One is that all 
attributes of the application are key and that specific values of all the parameters should 
be the same in the test as in the application. The second assumption is that any deviation 
from complete replication, unless justified, will tend to reduce or even eliminate correla¬ 
tion. Basically, this amounts to assuming that third-order simulation in the test is required 
for good correlation. A test representing second-order simulation evolves by accepting 
modification of only those parameters or attributes that can be shown or expected to have 
negligible influence on the wear behavior. 

Generally the attributes surrounding a wear situation that should be considered for 
simulation can be grouped into seven broad categories: 

1. materials, 

2. geometry, 

3. motion, 

4. loading, 

5. lubrication, 
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6. environment, and 

7. heat dissipation/generation. 

There are many elements in each of these categories which have to be considered and 
these can vary with the situation. Table 8.1 provides a summary of some of the typical 
elements considered in these categories. The significance of some of these elements is 
discussed in the following paragraphs. 

Since wear testing frequently has the element of material selection associated with it, 
the need to consider materials in the simulation process appears obvious. However, the 
degree to which this should be considered may not be as obvious. First of all, it has to 
be recognized that wear is influenced by both bulk and surface properties and that these 
properties are not solely controlled by composition. Consequently, simulation simply in 
terms of bulk composition is frequently not sufficient for second-order simulation. Beyond 
composition, material and surface preparation has to be considered. A wrought specimen 
of the same alloy may exhibit different wear characteristics than a cast version of the same 
alloy. Differences in machining techniques also have to be considered; a ground surface is 
not necessarily equivalent to one prepared by milling or polishing. In addition to differ¬ 
ences in surface topography that might be associated with these methods, there may be 
difference in such things as residual stresses, degree of work hardening or microcracking 
that can be very significant to wear behavior. In the case of polymers, skin effects can be 
significant. Testing with a machined surface, where the skin is removed, may not provide 
a valid simulation where the same material is to be used in molded form, since the wear 
in the skin may influence behavior in the application. With polymers and possibly with 
other materials, some environmental preconditioning of the specimens might be required 
to simulate behavior in service, since such things as absorbed and adsorbed moisture 
have been observed to influence wear rate. In the case of coatings or platings, consider¬ 
ation must also be given to the substrate, not just to the coating. The wear can be influ¬ 
enced by deformation and thermal characteristics of the substrate in addition to 
adhesion aspects. 

When associated with the wearing member of a device, many of these aspects are 
almost automatically recognized and addressed by the design engineer or wear test deve¬ 
loper. The significant point that has to be brought out is that the same issues and concerns 
apply to the counterface or wearing media in the test and in application. Its surface and 


Table 8.1 Simulation Categories 


Category Typical Aspects to Be Considered 


Materials 

Geometry 

Motion 

Loading 

Lubrication 

Environment 

Heat dissipation and 
generation 


Composition, processing conditions, cleaning, 
surface preparation, sources, coating thickness 
Line, point or area contact, size, roughness conditions 
Rolling, sliding or impact, unidirectional, oscillatory 
Constant, fluxuating, impact, contact stresses, uniformity 
Lubricated or not, solid, grease or fluid, composition and 
properties, amount, supply, aging, breakdown, boundary 
Temperature, relative humidity, gaseous and particulate 
composition, abrasive, corrosive, fluid flow characteristics 
Heat conduction paths, source of heat, cooling, 

specimen thickness, surface temperatures, flash temperatures 
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bulk properties can influence wear behavior as well. In the case of a solid counterface, the 
elements to be considered are identical. In the case where the wear is the result of fluid or 
slurry encounter, the composition of the fluid, its pH, its viscosity, and the particles 
contained in it, as well as their hardness and number, are examples of additional material 
aspects which have to be considered. 

Geometry or shape is also an element that has to be considered in simulating a wear 
situation. One element of this consideration is simply the nature of the immediate contact 
situation (e.g., point contact, line contact, or conformal contact). A prime difference 
between these contacts is the stress distribution. Since stress can be a factor in some wear 
situations, it may not be appropriate to simulate a wear situation that is basically a con¬ 
formal contact with a point or line contact test configuration. An illustration of this would 
be the evaluation of coatings for such an application. A point contact which concentrates 
loading might result in immediate break-through of the coating, while in the 
conformal application, the coating will fail by gradual wear. Another aspect about these 
different contact configurations is that stress levels change with wear for both the point 
and line contact configuration. In a conformal contact, such as a flat on a flat, they 
may not. In the former cases, wear modes can change as wear progresses as a result of this 
changing stress condition, while a conformal situation may not exhibit a similar change. 
Phenomena, such as temperature rise, transfer film formation, and hydrodynamic 
lubrication, can also be influenced by the nature of the contact as well. 

A further element that has to be considered in terms of shape or geometry is the 
general or over-all nature of the contact (e.g., a journal or a thrust-bearing configuration, 
a roller bearing, piston ring, etc.). This general nature can influence such aspects as heat 
dissipation, debris entrapment or removal, tribofilm formation, as well as lubrication 
effects. For example, while a line-contact test geometry, such as a rotating cylinder on a 
flat, might simulate some aspects of a journal bearing, it does not provide a complete simu¬ 
lation. Any effects of clearance between shaft and bearing on wear would not be simulated 
with this simple configuration. Another example of this sensitivity to the over-all nature of 
the contact is in an erosive wear situation, like an airfoil moving through a fluid. Differ¬ 
ences in geometry between the actual case and a proposed test configuration could result in 
differences in the type of flow across the wearing surface. For example, in the actual 
device, the flow might be turbulent, while in the test, the flow is streamline. Since the 
nature of the flow can have significant impact on wear in these situations, significant 
differences in wear behavior might result. As a consequence, this would not provide good 
simulation. 

Geometrical considerations can also be coupled with surface roughness or topogra¬ 
phy. Consideration should be given to whether the test configuration provides the 
same orientation as the application with respect to any lay that the surface might have. 
A companion consideration of geometry is motion. The basic level of this consideration 
is in terms of the general nature of the motion (e.g., rolling, sliding, impact, or fluid flow). 
For example, a rolling wear test is generally needed to simulate a rolling wear situation; a 
sliding test, to simulate sliding wear; etc. However, the consideration cannot be limited to 
that level and it is necessary to consider several other aspects of the motions. For example, 
is the motion unidirectional or reciprocal? Are stop/starts involved? If the motion is reci¬ 
procating, what is the length of the stroke? In a rolling situation, is there slip or sliding 
involved and if so, how much? Is it on a micro- or macro-level? Does the motion involve 
a combination of impact and sliding, impact and rolling, etc.? The magnitude of the 
velocities and any acceleration also need to be considered for effective simulation, as 
well as the repetition rate in the case of cyclic motion. In the case of erosion, the angle 
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of impingement and the fluid velocity are also included in this category. These aspects can 
influence the mixture of the basic wear modes involved, material response, temperature 
rise, formation of surface films and tribofilms, and the influence of debris. 

Some of the elements discussed so far in the motion category are relatively obvious. 
Perhaps a less evident element is the relative amount of wearing action that each element 
of the couple experience. For example, in the case of a cam/follower system, the follower 
will generally experience more sliding or rolling than the cam. Second-order simulation 
would typically require that this feature be in the test configuration. Another element that 
may not be immediately evident is the possible presence or absence of vibrations superim¬ 
posed on the general motion. In sliding, impact, and rolling situations, this additional 
fretting component can be a significant factor in total wear behavior. Differences in this 
aspect can frequently be related to differences between the mechanical stiffness of the 
device and the tester. This can also be a factor in data scatter and the differences in results 
obtained with similar but different test equipment (1). 

Like the previous categories that need to be considered for simulation, loading must 
be examined from several different perspectives. Perhaps the most obvious is the nature of 
the force between the wearing bodies. Magnitude and direction of the force must be part of 
that consideration but it should not be limited to these. For example, is the force constant 
in the wear situation, and if it does vary, what is the loading rate? The latter aspect can be 
significant with materials, which are strain-rate sensitive. In impact wear situations, the 
loading is in the form of a pulse. In this case, not only should the magnitude of the pulse 
be considered but also its shape and duration. These features can also influence wear beha¬ 
vior. Beyond the consideration of the force, the stress systems that result in the application 
and the test need to be considered as well. This should not be done only in terms of contact 
pressure, but it should also be done in terms of the entire stress system, including the 
subsurface stress, which can influence wear behavior. For example, these subsurface 
stress systems influence subsurface deformation, crack formation, and crack propagation. 
Consideration should also be given to the general stress/strain level in the test and the 
application so that the material is being tested in the same region of behavior as in the 
application. If only elastic deformation is present in the application, the test should 
have the same feature; conversely if the application involves plastic deformation, then so 
should the test. 

The stress systems associated with point and line contacts are significantly different 
than those in conformal contacts. In the former, maximum shear can be below the surface, 
while in the latter, maximum shear always occurs on the surface. As was mentioned in 
prior considerations, the stress system can change with wear, as a result of changing 
geometry. Such changes can be different for different geometries and can have different 
effects on the total wear behavior of the system. 

The elements that influence loading between a fluid and a surface need to be consid¬ 
ered in a similar fashion. These would include nature of the flow, velocity of the fluid, 
angle of impingement, and abrasive content of the fluid. 

It can be seen in these discussions that individual parameters associated with wear 
may enter into several of the considerations for simulation. For example, the nature of 
the contact (e.g., point, line, or conforming), has both shape and loading considerations. 
This is also true in two of the remaining aspects, heat generation/dissipation, lubrication, 
and the environment. The primary concern with heat generation/dissipation is to insure 
that there is no significant difference in the temperature of the wearing surface in the test 
and in application. Geometry, loading, and motion parameters are involved in this 
consideration. The temperature of the environment and the ambient temperature of the 
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components are also factors to be considered in this respect. The considerations regarding 
lubrication has similar features. Since the intent is to insure that lubrication in the test is 
the same in the test and in application, the type of lubrication is significant. The mixture or 
degree of boundary and hydrodynamic lubrication are important and; speed, geometry, 
and load influence this. In addition to using the same lubricant in the test and in applica¬ 
tion, the supply, quantity, possible aging, and contamination are elements that also need 
to be considered. All could have an effect on wear performance. With the environment, 
the general concern is to insure that the temperature of the surfaces, surface films, and 
chemical interactions are similar for the test and application. Typical considerations with 
this element are the temperature, humidity, and chemical composition of the atmosphere 
surrounding the contact, but other elements could be involved as well. For example, 
motion and geometry can be factors as the test geometry might allow the formation of 
a stagnant region around the wear spot. This would tend to inhibit or reduce chemical 
effects. In the application, this may not occur and the wear would be modified. 

While these discussions of the seven attributes of a wear test illustrated elements that 
need to considered for simulation, they do not indicate how one goes about establishing 
simulation in practice. As was mentioned previously, the starting point should be from 
the standpoint that the actual device or wear situation must be replicated for simulation. 
Then, by considering the various elements, a judgement can be made as to whether or not 
certain features need to be replicated or how close the replication should be. This is usually 
done on a hierarchical basis. Those elements, which constitute first-order simulation and 
basically define the basic wear situation, need to be replicated. What this means is that for 
a rolling wear situation, the test should be a rolling test; if erosion, erosion; etc. Further¬ 
more, the relative amount of wearing action that each member experiences should be simi¬ 
lar in the test and in application. In a cam-follower application for example, the follower 
surface tends to experience more rubbing than the cam. Consequently, a ball-plane test 
configuration, where the cam material is the ball and the follower materials is the flat, 
would not be an appropriate simulation of the situation. The material for the cam should 
be used for the slider or ball for simulation, as illustrated in Fig. 8.1. As a rule, it is also 
generally necessary to replicate the nature of the contact configuration (e.g., flat-on-flat, 
thrush washer, point contact, etc.). 

For adequate simulation, there is generally more latitude in the selection of the 
specific values of the parameters associated with these features, as well as for secondary 
elements, than there is with the selection of the basic elements. Values of velocities, 
loads, sizes, repetition rate, etc., typically do not have to be identical in the test and 
in application. This is also true of such aspects as the use of unidirectional or reciprocat¬ 
ing motion, degree of vibration present in the test, method of applying or developing the 
load, as well as others. However, they should be in appropriate ranges. This is also 
appropriate for the considerations of lubrication, environment, and thermal aspects. 
To a large extent, what defines these ranges are the natures of the materials involved, 
including known sensitivities to different wear situations. These ranges are also defined 
by the sensitivity of relevant wear phenomena to these elements and parameters. The 
intention is to insure that the same relative mixtures of wear phenomena and mechan¬ 
isms occur in the test as in the application. For example, the general sensitivity of most 
materials to high temperature would suggest that tests for engine components (e.g., 
piston rings or valves) should simulate the high temperature of that application. For 
plastics, greater consideration needs to be given to frictional heating elements, such as 
speed and heat conduction paths, in wear evaluation for nominally low or room temp¬ 
erature applications than for most metals and ceramics. This is because the temperature 
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Follower 





Figure 8.1 Illustration of good and poor simulation for a cam-follower application in a ball-plane 
test. 


sensitivity and poor heat conduction properties of plastics generally make them more 
sensitive to these elements. 

Some additional examples may help to illustrate this as well. Consider the simu¬ 
lation of an erosion or cavitation wear situation. If the materials involved in the evalu¬ 
ations are inert with respect to the chemical make-up of the fluids involved in the 
application, there is little need to replicate that element in the test. However, if the 
materials are sensitive, then this would become a significant element in the simulation. 
Such things as temperature and depletion of the corrosive element would now have to 
be considered. Another example would be in the case of simulating a wear situation, 
which is primarily a normal impact but does involve a small amount of sliding. Since 
studies have shown that a small sliding component has a small effect on the overall wear 
of metals in such situations, the small amount of sliding can most likely be ignored in 
the simulation if only metals are to be evaluated. However, similar studies have shown 
that elastomers are much more sensitive to the sliding component. As a result, if elasto¬ 
mers are to be investigated for the application, then the sliding element must be repli¬ 
cated in the simulation. Another illustration of these types of consideration involves 
stress levels. Since many materials have both an elastic and plastic range of behavior, 
a primary requirement for simulation is that the loads and stresses in the test and in 
application be in the same range. However, the actual values in the range may be 
relatively unimportant, provided they are representative. Testing under elastic conditions 
for a wear situation where plasticity is a factor will result in missing those mechanisms, 
which are related to plasticity. 

In these considerations for simulation, it must not be forgotten that surfaces are 
modified as a result of wear. The influence of load, geometry, etc., on such things as trans¬ 
fer film, third-body film, and oxide layer formation must be considered. In a material-wear 
system where transfer film formation is known to be a major factor, care has to taken to 
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replicate those elements, which influence the formation and durability of such films. Such 
elements as unidirectional vs. reciprocating motion, amplitude of motion cycle, which 
member experience the greater amount of rubbing, and relative size of the components 
are major factors in the considerations involved with simulation in these cases. On the 
other hand, if transfer film formation is not a factor, these considerations may be relatively 
unimportant and need not be replicated. 

Having gone through these considerations, an apparatus is selected or designed and 
built. Given that there is the ability to perform some tests, it is desirable to investigate the 
influence of some parameters and features before being satisfied with the degree of simula¬ 
tion. If this testing indicates strong sensitivity to an element of the test or the test appara¬ 
tus, this would suggest that it is an important element to simulate. The degree of 
replication of that element between the application and the test should be reviewed at that 
point. It may be necessary to modify the test or apparatus to replicate completely that 
element. 

The litmus test of simulation is the comparison of the wear-scar morphology that 
occurs in the test to that which occurs in the application. The primary consideration is 
the nature of the damage and the appearance of the worn surfaces. These give indications 
of the wear mechanisms and phenomena involved. Differences in morphology would indi¬ 
cate that simulation is poor. Since wear is a system property, this comparison should be 
done for both of the surfaces involved; not just one. In addition to comparison of 
wear-scar morphology, comparison of wear debris and the condition of abrasives, lubri¬ 
cants and fluids after the wear exposure can provide additional insight into the adequacy 
of the simulation. Difference should always be viewed as an indication of lack of simula¬ 
tion. Two examples of wear-scar morphology comparisons are shown in Fig. 8.2, 
illustrating good and poor simulation. 

Many of the considerations addressed for simulation are somewhat intuitive from a 
materials perspective. While this is the case, it is important to keep in mind that for wear, 
the considerations for simulation must be not be limited to that element, since wear is a 
system property. One key element of this is that materials concerns must focus on both 
members of the wearing couple; it cannot be limited to simply the wearing member or 
the material being evaluated. 

These general areas of considerations involved with simulation should be used as a 
checklist. The selection of parameters associated with these considerations depends on the 
degree of simulation desired and the purpose for which the test is being done. In addition 
to using the list to design or develop a test, it can be used to assess the relevance of existing 
data to an application or the applicability of an existing test or test apparatus. The general 
concepts of this chapter are illustrated in the case histories covered in Engineering Design 
for Wear: Second Edition, Revised and Expanded (EDW2E). 

Before concluding this treatment of simulation, there are two additional points that 
require some specific comments. One is concerned with the simulation of break-in. Since 
break-in can have a significant influence on ultimate wear behavior, specific attention 
should be given to this element in considering simulation. This can be extremely important 
in providing successful correlation to field performance. For good simulation, it is gener¬ 
ally desirable that the test replicates the break-in and wear-in of the application. A second 
point is in connection with wear situations that involve multiple wearing actions. In cases 
where these multiple actions are independent, each action can be simulated in separate 
tests and still provide correlation with the field. For example, two modes of wear or wear 
actions were identified for a roller used in a check-sorting machine. One was an abrasive 
wear action as a result of slip on the surface of a check. The other was a tearing or fatigue 
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type of wear as a result of engagement with the edge of a check. In this case, two wear tests 
were developed to characterize wear behavior and used in the resolution of the wear pro¬ 
blem; one simulated the abrasive action, and the other, the edge engagement (2,3). 
Another example of this approach is associated with the development and selection of 



Figure 8.2 Example of test and field wear scar morphology. “A” is the wear surface of UHMW 
polyethylene from an application; “B” through “D”, from laboratory tests. The magnification of 
the micrographs is similar. “B” shows an example of good simulation; “C” and “D”, poor simula¬ 
tion. “E” through “H” show examples of good simulation in the case of abrasive wear of metals. 
“E” and “F” show examples of the range of wear-scar morphology found in a field test on steels. 
“G” and “H” show the morphology on these same steels in a laboratory test. (“B” from Ref. 35; 
“C” from Ref. 36; “D” from Ref. 37; and “E”-“H” from Ref. 38; reprinted with permission from 
ASME.) 
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Figure 8.2 ( continued ) 


coatings for icebreaker hulls, where several tests were developed to simulate different 
wear actions (4). In both of these cases, examination of actual wear scars and theoretical 
considerations indicated that the underlying assumption of independence was valid. This 
type of approach is sometimes more convenient or practical than trying to develop a test 
combining all the elements. However, the assumption of independence has to be verified. 

A system for characterizing a wear situation in terms of mechanical features has been 
proposed for use in selecting tests for evaluating materials for different applications. In 
this system, a Tribological Aspect Number (TAN) describes both the test and application. 
Simulation is obtained by matching TAN values (5). This system is described in Sec. 8.7. 

8.3. CONTROL 

Wear testing and wear tests generally have poor reputations. A common impression about 
the general characteristics of wear tests and wear testing is that there is: large scatter in the 
data, poor reproducibility, and that correlation between laboratories is poor. Unfortu¬ 
nately, this is an accurate description of many wear tests and evaluations that have been 
done. While it might be correct to conclude from this that wear testing has a definite 
tendency for such a behavior, it is not correct to conclude that such a behavior is inherent 
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to wear testing. Many studies and standardization activities have shown that such a beha¬ 
vior is not an intrinsic feature (6-14). In standardized tests, repeatability of 25% or less has 
been shown to be achievable with wear tests, both within a single laboratory and between 
laboratories. Reproducibility of results within a laboratory tends to be higher than that 
between laboratories. Within a laboratory, repeatability of 10% or less has been demon¬ 
strated in some cases. There are many non-standard tests reported in the literature, which 
show similar repeatability within a laboratory. 

The tendency for large scatter and poor repeatability in wear testing can be under¬ 
stood in terms of the complex nature of wear and wear phenomena. A wide range of 
factors influences wear behavior and parameters, as has been discussed in Part A, which 
provides a summary of wear and friction behavior. Lack of control on any of these para¬ 
meters during a wear evaluation may result in large scatter. Since wear coefficients can 
vary several orders of magnitude, lack of adequate control of key parameters can easily 
result in scatter by a factor of 10 or more. On the other hand, scatter can be considerably 
reduced with adequate control, with repeatability in the range of 10% being possible. 
Likewise, differences between laboratories in the values of these influencing parameters 
or the degree of control of these parameters can result in poor inter-laboratory correlation, 
while adequate control and the use of the same parameter values result in good agree¬ 
ment. Without proper control, completely different results are possible between lab¬ 
oratories (e.g., different rankings or large differences in absolute values), but with proper 
control agreement within 10% is possible. 

The considerations involved with control are very similar to the considerations 
involved with simulation; in fact a checklist that could be used for control considerations 
is the same as that used for simulation. However, there would be a difference in the focus. 
For simulation, the focus is the correspondence between test and application. While for 
control, the focus is the consistency within the test itself. Another way of considering 
the control aspect of wear testing is to focus on four general areas of the test or testing. 
One is the test apparatus. The second is the materials used in the test. The third is 
the environment surrounding the test. The fourth is the procedures associated with the 
conduction of the test. The subject of control in wear tests will be addressed from the 
standpoint of these four areas with emphasis placed on the more common contributors 
to scatter and poor inter-laboratory agreement in these areas. 

With respect to the test apparatus, the primary concern is associated with the ability 
of the testing apparatus to consistently provide the proper wear situation (e.g., load, 
motion, lubrication, etc.). Generally, the scatter of wear test data is inversely related to 
the ability of the wear tester to repeatedly provide the same wear conditions, such as align¬ 
ments, loads, and motions; hence, the design, construction, maintenance, and calibration 
of these apparatuses are significant factors. For good control, wear test apparatuses 
should have the characteristics of precision equipment and, in addition, be durable. Typi¬ 
cally, repeatable positioning and alignment capabilities within a few 0.001 in. or less is 
required, as well as load and speed control of better than 10%. In tests which involve 
the feeding of abrasive materials or fluids in the wear zone, a similar precision with respect 
to such aspects as flow rates, pressures, particle velocities, and orientation of the stream is 
generally required. The ASTM’s wear tests referred to previously offer good examples of 
this requirement. In these tests, tolerances on key dimensions of the test apparatus are 
specified, as well as tolerances on loads, alignments, and speeds. In erosion and sand 
abrasion tests, tolerances on velocities and sand feed rates are also specified. In addition 
to being concerned with this intrinsic nature of the wear apparatus, it is also necessary 
to be concerned with the continued performance of the apparatus. This means that it is 
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also necessary to establish procedures and techniques to monitor the performance and 
calibration of the apparatus. For many of these aspects, typical engineering techniques 
can be used for checking loads, dimensions, speeds, etc., but because of the unique nature 
of certain tests, it might be necessary to develop a technique to measure key parameters in 
the test as well. An example of this is the special techniques used for measuring particle 
velocity in the standard test for erosion (11). 

This need for checking or monitoring the condition of a wear apparatus is of parti¬ 
cular significance in cases where the counterface is part of the wear tester. An example of 
this is the rubber wheels used in the dry and wet sand wear tests, where a rubber wheel is 
used to press and rub abrasives against a wear specimen (7,8). The purpose of these tests is 
to measure the wear resistance of the specimen to low stress cutting abrasion and wear or 
damage to the wheels is not of interest. However, while the wheel materials used are quite 
resistant to wear or damage in this situation, they do degrade and wear, which can affect 
the wear of the specimen. Consequently, it is necessary to monitor the condition of the 
wheels and to either change or dress them to insure repeatability. As part of the develop¬ 
ment of these test methods, standard techniques for dressing the wheels and guidelines for 
wheel replacement were developed. Another example of this type of concern is testing with 
the Taber Abraser, which uses standard abrasive wheels to evaluate materials. Their state 
must also be monitored. An example of such a test is ASTM FI978, which is used for the 
evaluation of abrasion resistance of metallic thermal spray coatings. Beyond these unique 
types of concerns, there has to be a general concern with the overall wear of the test appa¬ 
ratus as well. Bearings and reference surfaces of the apparatus can wear with use; nozzles 
used in erosion and cavitation tests can wear and change dimensions. Hence, it is desirable 
to continually monitor the status of the apparatus so that tolerances stay within the 
appropriate limits and performance is maintained. 

The next area to consider in terms of control is the materials involved in the wear 
test. This consideration is of equal importance to the concern with the apparatus and is 
not limited to the wear specimens. Control of the other materials associated with a wear 
test, such as lubricants, abrasives, slurries, or counter face materials, is of importance as 
well. The particular aspects that need to be controlled vary with the materials and the test. 
Lack of consistency and uniformity in composition and purity are common materials 
aspects that generally increase scatter in wear results. Variations in hardness, cure, heat 
treatment, as well as surface finishing techniques, are also common contributors to scatter. 
In the dry sand/rubber wheel test, for example, the dressing, cure, composition, and 
durometer (hardness) of the rubber wheel all need to be controlled. The abrasive sand used 
in that test also must be controlled in terms of composition, size, and angularity. Moisture 
content of the sand must also be controlled. A drying procedure is specified to insure 
consistency. For fluids used in wear tests, other aspects, such as viscosity, viscosity index, 
and pH, may need to be controlled as well. In certain cases, this same level of control needs 
to be extended to materials, which are used to prepare the wear specimens or counterface 
surfaces. For example, a high level of purity for solvents or cleaning agents used to prepare 
wear specimens and counterfaces may be required (e.g., reagent grade). 

For wear specimens and non-specimen counterfaces, such as the wheels in the 
referred to dry and wet sand/rubber wheel tests or the Taber Abraser type test, control 
of dimensions is also important. These might be in the form of tolerances on sizes and 
shape, such as length, width, thickness, or radius, or they can be in the form of concentri¬ 
city, flatness, and parallelism requirements. These aspects obviously are significant factors 
in achieving reproducibility since they directly influence the geometry of wear contact and 
can also influence stress level, load distributions, and shape of the wear scar. This element 
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generally has to be addressed if a test is to be well controlled. However, what parameters 
have to be specified and the degree to which they have to be controlled vary with the test 
and materials involved. For example, point contact wear configurations are generally more 
forgiving then those involving area or line contact. However, tight tolerance might be 
required for the radii involved in the point contact configuration. Materials also influence 
this as well. In tests involving elastomer and less rigid polymers, alignment is less critical 
than with more rigid materials, like metals or ceramics. Certain test techniques and 
methods of analysis may be developed to minimize some of these sensitivities as well. 

Another aspect that is frequently a concern with wear specimens is surface pre¬ 
paration or cleanliness. Wear specimens can be produced or need to be produced by 
a variety of means. Some are machined from wrought stock; others are molded and still 
others may be weldments or castings. In addition, the specimens can be handled, stored, 
or packaged in a variety of ways. The net result is that the surface of the specimens can 
be contaminated by a variety of organic and inorganic materials in an uncontrolled 
manner as a result of these processing and handling techniques. Since wear is influenced 
by absorbed and adsorbed layers and by the nature of surface films, the presence of 
these uncontrolled layers can result in scatter in wear performance. Consequently, it is 
desirable to clean or prepare the specimens in a prescribed and controlled manner to 
insure consistent surface conditions. Again, the particular procedures and techniques 
vary with type of materials and the nature of the test and may involve several steps, each 
addressing a particular aspect. For example, a solvent may be needed to remove organ¬ 
ics, such as oils from a machining process or handling. An abrasive action might be 
required to remove oxide and scale from a surface, followed by a rinse and drying 
procedure to remove the abrasive. This can be a very difficult area to address because 
of the wide range of contaminants possible, the need to use techniques and solvents 
which do not effect the base material, and the fact that some solvents and cleaning tech¬ 
niques can leave residues. The need to control surface contamination is especially impor¬ 
tant in unlubricated wear tests and the challenge is greatest in these cases. Lubricated 
tests tend to be less sensitive to contamination. Even in such cases where there is not 
as strong a sensitivity to contamination, some form of surface preparation and cleaning 
generally needs to be established. 

The third general area that has to be considered for control is the environment sur¬ 
rounding the test or wear couple. In wear tests in which unique and specific environments 
are established, the need to provide a stable and repeatable environment is self-evident. In 
such a case, the uniqueness of the environment has been recognized as a major factor in 
the wear situation and the significant parameters identified. Examples in this category 
are wear tests done for space applications, engine components, and devices operating in 
atmospheres other than air (15-17). Temperature, composition of the environment, uni¬ 
formity of gas mixture, and relative humidity are examples of specific parameters, which 
have to be controlled in these cases. However, the majority of wear tests are done for 
room-ambient applications and therefore, there is not an a priori sensitivity to environ¬ 
mental conditions. In these cases, the parameters normally of interest are temperature 
and relative humidity. Both can have significant effects on wear behavior and may need 
to be controlled to a few degrees and a few percent of relative humidity. The tolerances 
on both depend on the wear situation and the materials involved. It is possible that the 
tolerance on either of these parameters may be tighter than that provided by normal air 
conditioning systems. In such a case, special air conditioning may be required to minimize 
scatter and improve repeatability. Alternatively, an environmental chamber may be 
required for the tester to provide the needed control. 
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A case history might serve to illustrate this point. In determining the abrasivity of 
papers, a test was developed and found to be quite repeatable over a three-month period 
of extensive testing. Tests generally repeated within 10-15%. The need for testing declined 
for a period of time and resumed about six months later. Increased scatter was observed in 
the second series of tests and differences of an order of magnitude were found between the 
two testing periods. After some investigation, it was finally concluded that the abrasivity 
of paper was extremely sensitive to moisture. Both test series were conducted in the same 
air-conditioned laboratory. The first occurred during winter months and the second in 
late spring and early summer. While the room in which the testing was done was air- 
conditioned, the relative humidity varied with the season. The relative humidity was 
low during winter months, possibly as low as 10-20%, while in the spring it typically 
was 60%. It was concluded that for adequate control it was necessary to conduct further 
tests in specially controlled test chambers. 

In conducting tests in ambient environments, which are not specifically controlled, it 
is generally a good rule to monitor and record temperature and humidity. Such records 
might be useful in sorting out problems with test scatter. 

Identification of the parameters and estimates of the tolerances that are required for 
the different parameters associated with the apparatus, the materials, and the environment 
may be made from theoretical considerations regarding possible wear mechanisms and 
material behavior considerations, published data, and prior experience. While these con¬ 
siderations should always be involved in test development or selection, they are often not 
adequate. Systematic testing is frequently required and generally desirable to characterize 
the significance of these parameters on the results and, in some cases, to determine the 
required tolerances. It is often desirable to do some initial experiments with a jury-rigged 
or preliminary apparatus to address some of these aspects prior to building a final appa¬ 
ratus. Alternatively, a design might be developed which allows for modification as this 
information is developed. While it might be concluded from these activities that a 
particular parameter need not be controlled tightly, it is generally a good rule of thumb 
to build-in as much control as possible. 

In addition to using specific methods and techniques to monitor individual features 
of the apparatus, materials, and the environment, a frequently used technique in wear test¬ 
ing is to develop a reference wear test with the apparatus. This test would be done utilizing 
controlled reference materials and a fixed set of other test parameters. First, a database for 
this condition and representative of stable performance of the apparatus is established. 
This test is repeated from time to time and the results compared to the database. If the 
results fall outside the range that is typical for the test, investigation into possible reasons 
for the change is then done, including a review of the calibration and current status of 
the apparatus, the procedures used in preparing the specimens and controlling the 
materials, and the environmental controls. 

Many standardized tests specify this approach for controlling the test and provide 
reference conditions for such tests. In this comparison, not only can the magnitude of 
the wear be used as a check, but also the shape, location, and morphology of the wear. 
These individual elements can highlight different problems. For example, variations in 
the shape or location of the scar could point to an alignment problem. If the magnitude 
of the wear has changed, this could point to a loading problem. Changes in the morphol¬ 
ogy of the scar and the presence or absence of films could indicate loss of control in 
environmental conditions or preparation procedures. 

Surrounding the entire issue of control is the establishment of procedures for 
conducting the test and insuring routine monitoring of the critical parameters involved. 
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As stated, wear testing is prone to large scatter. One element in minimizing this is to exer¬ 
cise good discipline in conducting the tests and paying attention to details. It is a good 
practice to include the use of the reference test as part of this procedure to help insure this 
discipline. For example, the reference test could be done at the start and end of a testing 
sequence to insure that nothing has changed. If the test or apparatus is particularly sensi¬ 
tive or is prone to large scatter, interspersing this reference test during a sequence may be 
desirable as well. When this is done, these reference tests can often be used to provide or 
develop a correction or scaling factor for the data obtained between the reference tests. 
This is often an effective way of accounting for variations in environmental conditions 
or some of the materials used in the tests, like abrasives, that cannot be controlled as 
well as desired (18,19). 

The routine used in performing the test is as important an element as control of the 
apparatus, materials, and environment. For example, such details as maintaining the same 
sequence of tightening screws in positioning a wear specimen, length of time between pre¬ 
paring a specimen and starting the test, method of stopping the test or performing the 
measurements, can be important in minimizing scatter. These details should be covered 
in the procedures established for tests. 

If a wear apparatus has the capability of measuring friction, this can also be used as 
a monitor for control. Wear and friction are sensitive to many of the same parameters. If 
changes in the friction behavior are seen in repeated tests, this would tend to imply that 
one or more of the parameters involved are varying. The reasons for these variations 
should be investigated and proper controls established. This would be both for the 
reference test as well as replicates of other tests. 


8.4. ACCELERATION 

There is a desire to minimize or reduce test time in most wear testing situations. This can 
be for a variety of reasons but it is usually so that the testing does not delay the achiev¬ 
ing of the primary goal, such as material or design optimization or problem resolution. 
In any event, this desire brings an element of acceleration into wear testing. To achieve 
acceleration, one or more of the parameters associated with the wear needs to be more 
severe in the test than in the application. This directly conflicts with the primary rule in 
wear testing, namely, to simulate the application in the test. However, effective accelera¬ 
tion is possible in some cases, but in general it is risky and should be approached in a 
careful and deliberate manner. There are several reasons for this. One is that there are 
many mechanisms for wear and in any wear situation one or more of them are typically 
present. Since the different mechanisms do not necessarily depend on the same para¬ 
meters in the same manner, the relative contribution of these mechanisms can change 
as a result of changing the value of a parameter. Consequently, the effect of the accel¬ 
eration on each mechanism needs to be understood if simulation is to be maintained. 
Another aspect is that changes in the parameters can also eliminate or introduce differ¬ 
ent mechanisms, phenomena, and material changes that can significantly alter the situa¬ 
tion. An example of this would be thermal softening of a polymer or the formation of 
different oxides on a metal surface as a result of the use of too high a speed in the test. 
Increased loading might introduce plastic deformation that is beyond the level found in 
the application. In general, the sharp and dramatic transitions that have been found in 
wear behavior make acceleration in wear testing an element that needs to be approached 
with caution. 
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Acceleration in wear testing can be approached by considering physical parameters, 
such as load, speed, temperature, or environmental composition. Depending on the situa¬ 
tion, altering these parameters may provide some degree of acceleration and still maintain 
adequate simulation. However, there is not a general rule of thumb associated with these 
factors like there is for the acceleration of chemical reactions by increasing the temperature 
(i.e., a factor of 2x for every 10°C). When relationships between wear measures and these 
parameters are approximated by a power relationship, x’\ there is considerable variation 
in the value of n that is obtained. In some cases, it is less than 1. In which case, the amount 
of acceleration that may be achieved may be minor. Double of the parameter would result 
in less than doubling the wear or wear rate. In other cases, it can be much larger than 1 and 
significant acceleration can be obtained with relatively small changes in the parameter. For 
example, with fatigue wear, wear is related to some high power of the stress, for example, 
n > 5. In cases where this mechanism is dominant, a small increase in stress level may 
provide significant acceleration. Because of this wide range of possibilities that exist with 
wear, it is not possible to identify a universal rule of thumb for estimating acceleration 
factors. 

Effective acceleration can also be achieved in other ways. One way is by increasing 
the amount of wearing action that takes place in a unit time, in the case of abrasive wear, 
for example, the amount of abrasive applied to the interface could be increased beyond the 
quantity that is present in the application (18). Another example would be in the case of 
rolling with some slip (20-22). The amount of slip in the test could be made larger than 
that in the application. For applications in which the wearing action is intermittent, accel¬ 
eration can be achieved by shortening the time between wearing actions. Approaches 
based on increasing the wearing action per unit time are generally less risky than signifi¬ 
cant modifications of the physical parameters and can provide significant acceleration 
and good simulation. However, problems can occur with this type of acceleration as well. 
For example, too short a time period between wearing actions could result in increased 
surface temperature or decreased healing of a lubricant film. In the rolling case, too much 
slip could be introduced and overshadow the rolling aspects of the contact. In addition, 
there might be saturation effects associated with this type of approach, limiting the 
amount of acceleration that can be achieved. An example of this is in the case of abrasive 
wear. Abrasive action tends to increase with the amount of abrasive present up to a certain 
level but beyond that level, any increase in the amount of abrasive does not increase the 
amount of wear (17). Similarly, there might be a maximum amount of sliding that can 
be introduced in the rolling situation. In addition, duty cycles can only be increased to 
100 %. 

A third way of approaching acceleration is by refining the amount of wear that can 
be measured and using smaller amounts of wear to project performance or to base deci¬ 
sions. This approach does not effect simulation, since it does not involve changing para¬ 
meters. Because this approach implies that no changes in wear-behavior occurs as the 
magnitude of the wear increases, the test duration should be long enough so that signifi¬ 
cant wear is produced and stable wear-behavior is apparent. With this approach, special 
care has to be taken in situations in which materials properties vary with distance from 
the surface. This is a situation frequently encountered in practical wear situations, such 
as the situation where platings or other coatings are used. Situations involving casehar- 
dened steels and molded plastics are other examples. In cases like these, the wear test 
has to be carried to a depth representative of the depth to which it will be allowed in 
the application. If not, erroneous projections or assessments will be made since the 
wear properties of the underlying layers will not be measured in the test. In many printer 
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applications, for example a hard Cr plating is used on the surface of case- or through- 
hardened steel parts. The thickness of the plating is typically in the range of 0.001 in., while 
end-of-life wear depth on these components can be in the range of 0.005 in. This means 
that the useful life of the part involves the wear resistance of the Cr plating and the wear 
resistance of the hardened steel. This is in addition to any role that the hardened steel has 
as a substrate for the Cr layer. A wear test which results in wear less than 0.001 in. would 
only provide information regarding the Cr plating, supported by the particular substrate. 
It could not be used to project or assess the performance in an application where the wear 
would be allowed to progress into the substrate. A test resulting in a wear depth of greater 
than 0.001 in. would be required for that assessment. 

In practice, wear tests frequently involve all three ways of providing acceleration. 
Values of individual parameters will be used which are higher or more severe than in 
the application, wearing action per unit time is increased by using saturated amounts of 
abrasives or by insuring continuing wearing action, and small amounts of wear are 
measured. The amount of acceleration that any or all of these elements provide or the 
effect of these on simulation has to be evaluated on a case-by-case basis. The amount 
of acceleration that the parameters or wearing action intensity can provide can be 
estimated from models associated with different wear mechanisms and phenomena. While 
these same models can be used to estimate the effect on simulation, the effect of the 
acceleration on simulation still needs to be addressed empirically. One way of doing this 
is to conduct wear tests at accelerated and non-accelerated conditions and compare the 
results. This comparison should focus on the physical appearance of the wear scars and 
debris. The intention is to verify that the same mechanisms and wear phenomena occur 
under accelerated conditions as they do under normal conditions. Comparison to actual 
wear scars from applications would also be of benefit. The amount of acceleration that 
is provided can be verified or established by comparison of the quantitative results of these 
tests as well. Because of the complex nature of wear behavior, any claim to simulation is 
suspect if these comparisons are not done. 

An additional point to be recognized in both the considerations of simulation and 
acceleration is that conditions, which are acceptable for one type of material may not 
be acceptable for another type. For example, acceleration by increasing speed or repetition 
rate may be acceptable for metals, but the same acceleration may result in signifi¬ 
cant temperature rise with plastics and invalidate simulation. Similarly, test duration and 
loading that are developed to evaluate hard bulk materials might be too coarse to eval¬ 
uate softer materials or thin coatings. Several of the ASTM standard tests have 
different practices for the different types of materials because of these considerations. 


8.5. DATA ACQUISITION, ANALYSIS, AND REPORTING 

Obviously, one piece of data from a wear test that is to be obtained, used for analysis, and 
reported is a measure of the wear on the wear specimen. This can be a direct measure, such 
as volume loss or change in a dimension, or an indirect measure, such as time to seizure or 
malfunction of a device. A common presumption is that this measurement provides an 
adequate or complete summary of the wear behavior. This is usually more an idealistic 
desire from a testing standpoint than a realistic assumption in wear testing. Generally, 
a simple measurement of the wear of one member by itself is not adequate. It is a good 
practice in most wear testing and, in certain cases necessary, to gather, analyze, and report 
other pieces of data as well. In addition, it may not only be useful but necessary to develop 
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Figure 8.3 The effect of possible non-linear behavior on the interpretation of wear test results. 
“A” represents possible wear behavior of two materials in the same sliding wear test. “B” represents 
wear behavior often found in cavitation tests. In these cases, the ranking of the materials, using a 
single end point value, depends on the duration of the tests. 


a wear curve with the test, rather than use a single end-point value. A wear curve is a plot 
of wear or wear rate values obtained for different amounts of wearing action, such as test 
time, amount of sliding, or amount of abrasive supplied. Typical wear curves that might be 
obtained with different materials are illustrated in Fig. 8.3. As can be seen, end-point 
values do not necessarily provide sufficient information when variations in behavior and 
non-linear behavior are involved. As can be seen in this illustration, even ranking of the 
materials can change depending on the duration of the test. 

The amount, type, and value of additional data that is obtained can vary with the 
state of development and application of a test and also with the use of the test. It is 
generally the greatest during the initial stages of the development of a test and the esta¬ 
blishment of simulation. Simple material ranking or selection tends to require less than 
the development of a complete model or the establishment of correlation with the field. 
Flowever, even in simple material ranking, it is desirable to obtain more data than the 
amount of wear on one member. As a minimum, data regarding the degree, magnitude, 
or state of the wear of the counterface are generally significant and should be obtained. 

The following examples indicate the need for additional and various types of data 
obtained from a wear test. While it is often a practical necessity to summarize wear in 
terms of a single parameter, such as a scar volume or depth, this single parameter does 
not necessarily describe all the significant attributes of the wear. For example, morpholo¬ 
gical aspects of the worn surfaces, such as evidence of transfer, cracking, and plastic flow, 
are aspects that are needed to identify mechanisms and provide a basis for modeling and 
simulation. This is also true for transfer and third-body film formation. Do they occur or 
not? The nature and extent of these films are additional attributes that might be noted. 
Also, the general shape and uniformity of the scars often can be significant in terms 
of control. 

Finally, the relevance of the primary measure can change, depending on the nature 
and occurrence of some wear phenomena. For example, if mass loss is being used as the 
measure of wear, adhesive transfer of material to the surface can result in misleading 
values. In fact, when this measure is used, negative wear or mass gain can occur. This 
condition is illustrated in Fig. 8.4. In this case, mass loss would not provide a good 
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Figure 8.4 “A” is a micrograph of sphere, showing mass gain in a sliding wear test. “B” is a 
profilometer trace across the region, showing the build-up of material on the sphere. 


measure of wear volume. Another example would be in the case of the measurement of 
wear of a coating. If there is no deformation of the substrate, the depth of the wear scar 
can be directly related to the thinning of the coating. However, if deformation of the 
substrate occurs, there may be no thinning of the coating but a depression or wear depth 
can still be measured. The micrographs in Fig. 8.5 show the wear of printed circuit contact 
tabs. In one, no noticeable wear of the Au plating has occurred, while there is a deep 
wear scar, caused by deformation of the substrate. In the other, there is no deformation 
of the substrate and the Au layer is severely worn. These two situations are extremely 
different in terms of the corrosion protection and contact resistance that is provided by 



Figure 8.5 Cross-section through the wear scar produced on Au plated printed circuit card tabs. 
“A” shows the situation when there is little or no substrate deformation involved; “B”, when there 
is significant deformation. 
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the Au layer. In this case, wear scar depth is not always a measure of the residual 
thickness of the Au layer. 

Consequently, it is a good practice to collect data regarding the general nature and 
appearance of the wear scar produced in the test. This usually means observing and 
recording information regarding the nature of the scar to supplement the primary mea¬ 
surement. The most basic methods for this are: visual and low power optical micro¬ 
scopy, followed by scanning electron microscopy (SEM), and higher power optical 
microscopy. Some additional techniques that may be appropriate include electron dis¬ 
persive x-ray analysis (EDX), Fourier Transform infra-red analysis (FTIR), electron 
scanning for chemical analysis (ESCA), and Auger analysis (AUGER), as well as pro- 
filometer measurements and cross-section examinations. In the extreme, it may be neces¬ 
sary to routinely take SEM or optical micrographs of the wear scars, along with the 
primary quantitative measurement. In cases where profilometer traces of the wear scars 
do not provide the primary wear measure, consideration should be given to using them 
as a means of providing additional information. In situations like the electrical contact 
situation shown in Fig. 8.5, routine cross-sectioning on the scar might be needed or 
desirable. These additional pieces of data have often proved to be very valuable and 
in some cases essential in either improving control, modeling, or establishing correlation. 

In sliding and rolling wear situations, it is generally desirable to measure or monitor 
frictional behavior during the test. The correlation of frictional changes with wear 
behavior frequently provides useful information regarding mechanisms and modeling. 
This aspect will be treated further in a following section. 

The minimum information that should be recorded and associated with each wear 
test is the values of the major parameters that influence the wear situation. These would 
be those parameters, which are specifically controlled in the test. Beginning and ending 
values of these parameters are desirable. It is also desirable to note and record information 
regarding additional parameters and factors, which could influence the wear. Basically, a 
fundamental set of auxiliary information that should be kept is information regarding spe¬ 
cimen preparation, operational parameters of the test, and the environment surrounding 
the test. When lubrication is involved, additional data and observations regarding the 
lubricant and the method of supplying or application are also needed. Noting the state 
of lubrication at the start, during, and end of the test is generally a good practice. Char¬ 
acterization of the lubricant by Fourier Transform infra-red analysis and chromatography 
techniques may be needed where degradation of the lubricant is a factor. Within a lab¬ 
oratory, it is sometimes useful to note which engineer or technician conducted the test as 
well. This might be of use in resolving problems associated with technique. 

Several all-inclusive lists or forms for this purpose have been proposed (23,24), one 
such form or list is shown in Fig. 8.6. Examination of this form in Fig. 8.6 shows that the 
listing is very extensive and identifies all the additional information and data referred to 
in the preceding paragraphs. These lists include data and information regarding the nature 
of the wear and wear scars for both members of a wearing interface. It is also recommen¬ 
ded that such information be provided with the results reported in the literature. This ena¬ 
bles the reader of such literature to assess the relevance of the published data to their 
specific situations and can alert them to specific problems and sensitivities. 

While it may not be practical or necessary to record all the information requested by 
such a form, it is frequently desirable to review such a form when developing a wear test. 
This helps to identify aspects that should be controlled in the specific case or that should 
be recorded to aid in the resolution of potential problems with the test or with correlation 
to the field. Experience with the development and utilization of wear tests indicates 
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that what initially appears to be unnecessary attention to detail often turns out to be valu¬ 
able information needed for the improvement of a test and establishing correlation. Once 
a test is well-established, the amount of information that is needed can often be reduced 
to the minimum set of major parameters or factors and attributes of wear scars. 

One of the initial points made in this chapter was that it is frequently desirable to 
generate wear curves in a test, rather than simply determine a single end-point value 
(see Fig. 8.3). In the former, a curve of wear vs. amount of wearing action is developed 
in the test. For example, this could be a curve relating depth of wear scar to number of 
cycles, amount of time, or amount of abrasive used. In the latter, the wear is simply 
measured after a specific amount of wearing action or exposure has taken place. There 
are a few reasons for developing a wear curve. A fundamental one is that, in using a 
single value, an underlying assumption is made that all the systems evaluated follow the 
same relationship with duration or amount of wearing action. Consider a situation for 


_ I Technical function of the tribo-system 

Friction and wear test with pin-on-disc apparatus 


U Operating variables _ 

Type of motion 1 continuous sliding \ Duration at operation // h A 7 h run-in time 


Load !l FJI)l N 1 

Velocity 11 v(t)lm/sl 

Temperature* 1 T(t)f °C / 


F^=10 N = const. 



v = 0.51-10.2m/s 
(10 steps) 


427 

T 




Other op. variables: 


v (m/s) 

Location inside the pin, 5mn 
from contact surface 


IH Structure of the tribo-system 


Properties of elements 

(initial/imeP- 


Tribojoiement 


Tri bo-element 

in 


Lubricant 

-Ol 


Atmosphere 

in 


Designation of element 
and materia! 


pin 


disc 


Co (polycryst Co (polycryst) 


Geometry/'Dimensions/ 
Volume 


r=4.76 mm d=63.5 inn- 

V=1.45 cm3 V-29.4 end 


Chemical composition 


99,88Co; 0.026 0 2 ; 0.02 Zr; 
0.02 Ni; 0.01 Fe; 0.03 Cu 


Phys-mech. data: 
Hardness 
Viscosity qtT.pt 
other * 

thermal conduction 


165 O n 

(cm/s/cmV C) 


165 y _ 
(cm/s/cnr/°C) 


Topography descriptors 
tcla.ctcl R (pm) 


0.1 - 0.2 


0.1 - 0.2 


5K 
on 


Surface layer data 
Of different from volume) 


Other data: 

-9 

vacuum 10 Torr 
(130 nPa) 


Contact area Afnwtf) 

A Hertz °- 05 

BKdL«»/ 

tlV ioo 1<1 

App lubrication mode: unlubricated 


Tribological interactions . (1) ^ ( 2 ) 

adhesion, 

plastic deformation, 
(31- - -M metal transfer 


Changes in properties of the 

elements 61 -, crystal structure 


HT Tribological characteristics 


Friction data 


--fry- 


:»L 


Weor data 

i — t —i 


disc: 

pin: 




0.8 




‘ 35 

0.38 

(260°c| 


hexagonal 


f 

0.6 

- 


5o- 6 

i 

hex.—J-^-fcc 



mmfNm 

-, ' u.- 


0.4 

-1- 





v (m/s) 


(v=2 m/s) 


Other characteristics(e.g.: contact resistance, vibrations, noise, etc): 


Appearance of worn surfaces: 

plastic flow (T-260 °C) 
metal transfer (T=370 °C) 


Figure 8.6 Examples of wear test data sheets. “A”, pin-on-disc test; “B”, ball-on-cylinder test. 
(From Ref. 23, reprinted with permission from Elsevier Science Publishers.) 
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Figure 8.6 ( continued) 


which the depth of wear, h, is related to the distance of sliding, S, by a relationship of the 
following form: 

h = KS n (8.1) 

The use of a single value implies that the wear situation in the test is characterized by K. 
This is valid if n is the same for all tribosystems involved in the evaluation. If n varies with 
the system, which is often encountered in practice, a value for K no longer provides an 
adequate characterization. In this case, both K and n are needed for complete character¬ 
ization. The use of a single value approach in such a case can lead to errors, as illustrated 
in Fig. 8.7. This figure shows wear curves for two different materials obtained in the same 
test. In this case, the wear curve is plotted on log-log paper. The linear behavior on the 
log-log plot of these materials indicates that the behavior of both materials can be 
described by Eq. (8.1) but with different values for n. As a result, it can be seen that if 
an end-value of a short-term test is used to compare materials, material A would be 
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Figure 8.7 Hypothetical wear data for two materials in the same wear test, illustrating the 
significance of wear curves in evaluations and the need for more than one parameter in charac¬ 
terizing wear behavior. 


selected since it has less initial wear than material B. If, on the other hand, a longer test 
time is used, material B would be selected. In this case, a value for both K and n is needed 
to compare the behavior of these two materials. 

The example shown is not an isolated case. There are many examples in the literature 
which show wear curves intersecting, indicating that it is not appropriate to simply assume 
that all systems will have all the same relationships, even in the same test (25—27). At the very 
least, some testing should be done initially to demonstrate that such an assumption is valid. 
If it is valid, then the test can be reduced to a single point; if not, a curve or multiple 
point approach needs to be used to characterize a system. For a relationship of the type 
shown, values of K and n as determined from the curve could be used to characterize the 
system. 

Transitions in wear behavior as the amount of wearing action or test duration 
increase can occur and is another reason for utilizing wear curves. Break-in and the intro¬ 
duction of additional modes of wear due to debris action are examples. In addition, there 
can be incubation periods, such as can occur with fatigue wear, or there might be two 
distinct modes of wear possible with one being more significant early in the test and other 
becoming more significant in the longer term. An example of this behavior is the impact 
wear of elastomers as shown in Fig. 8.8 (28). Initially, the impact wear of elastomers 
is associated with a compression set (or creep type) behavior, which asymptotically 
approaches a limiting value. After an incubation period, the elastomer begins to wear 
by a fatigue process. A single measurement cannot provide adequate information about 
such behavior and can often be misleading, as can be seen in this example. A short-term 
test (e.g., less than 10 5 impacts) provides only comparison of materials in terms of their 
initial creep behavior. It would, therefore, not be a good indicator for long-term perfor¬ 
mance and in fact the wrong material could be selected for an application which involves 
a few million or more impacts. On the other hand, if simply an end-point value is obtained 
in the long-term behavior region, the tendency would be to explain the wear behavior and 
relative wear performance simply in terms of a fatigue mechanism. The result is at best 
an incomplete, or more likely, an erroneous model or understanding. This would be a 
problem in an application where the creep behavior is a significant contributor to the 
dimensional change caused by the impact. 
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Figure 8.8 Impact wear behavior of elastomers, showing the effect of the presence of two wear 
modes on the shape of the wear curve. In the initial region, a deformation mode predominates. 
In the later stages, a surface fatigue mode predominates. 


Another reason for the use of wear curves in wear tests is associated with the more 
sophisticated uses of such tests, that is, projecting field performance. Generally, a relation¬ 
ship between time, cycles, distance, etc., and wear is needed. This relationship can be 
established from a wear-curve approach but not from a single value. From these consi¬ 
derations, it is evident that the use of wear curves in wear testing not only provides more 
data and information about the wearing system but helps to avoid errors in wear testing. 
Because of these aspects, wear curves should be used during the development of wear 
tests. When a system or wear situation is sufficiently understood, then the reduction to a 
single value may be appropriate. Also, if the relationship between wear and duration 
is established, the wear measurements obtained at the individual data points used to 
establish the wear curve can be normalized to provide additional values of the wear 
coefficient. For example, in a case where the wear can be described by Eq. (8.1), the 
depth of wear, hi, determined at different numbers of cycles or time, Sj, can be divided 
by S" to provide values of K. 

Having addressed the merits and need for the development of wear curves in wear 
testing, it is worthwhile to consider how such a curve can be developed. There are two 
general ways of doing it. One is to interrupt the test at intervals for measurement and 
characterization of the wear. The other is to use several different specimens or individual 
tests, each being performed for different duration. Both approaches have been used 
successfully. However, there is an inherent concern with the former. Since that method 
involves interruption of the test, the wear situation could be altered. For example, beha¬ 
vior of the type shown in Fig. 8.9 has been reported (29). This behavior suggests a break- 
in type phenomenon occurring at each continuation point. Possible perturbations, which 
can result in this type of behavior include: changes in alignment or positioning, oxide growth 
or contamination of surfaces, and disturbance of wear debris. The sensitivity to these 
elements or even relevance of these elements is not the same for all wear situations. 
Consequently, provided proper care is taken, the perturbations can have a negligible effect 
and the technique is acceptable in some cases. The second method, which utilizes several 
specimens, eliminates this type of concern but in addition to requiring more specimens, 
generally requires somewhat longer time. In addition, each data point obtained has 
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Figure 8.9 Illustration of the possible effects of intermediate measurements and test interruptions 
on wear behavior. 


included its own scatter due to specimen variations. Therefore, specimen control is 
extremely important in this approach since specimen-to-specimen variations can mask 
other dependencies. An additional advantage of this approach is that worn samples from 
each data point can be retained for more intensive analysis. With the single specimen 
approach only samples from the end point are available for such type of analyses. 
Because of this element, most testing programs should involve some testing using the 
multiple specimen approach so that detailed analysis of the state of wear in various 
regions can be analyzed. This sort of analysis is generally required in addressing 
simulation, acceleration, and correlation concerns. 

Another element with the development of a wear curve is the selection of the inter¬ 
vals for measurements. A good initial approach to use is to obtain data at an order of 
magnitude difference (e.g., 1, 10, 100 cycles), or on a logarithmic scale rather than on 
a linear one. This provides a broad enough perspective that can be used to identify the 
general dependency on duration, while minimizing concerns with measurement accuracy. 
This approach is generally useful since for stable wear situations, the relationship between 
wear and duration is at most linear and, if the measure is other than volume, typically less 
than linear. This means, for example, that doubling of duration typically does not result in 
doubling the wear measure. In mild wear situations that are appropriate for many 
engineering applications, the wear often has a very low dependency on duration, such that 
an order of magnitude increase in duration might only result in a 20-30% increase in the 
wear measure (30,31). For this type of behavior, it is difficult to discern differences in wear 
behavior over a small increment of duration. 

These large increments also help to identify transitions and help in the development 
of models and projections. Figure 4.46 is an example of a wear curve that shows a tran¬ 
sition in wear behavior that is very significant for the application. In addition, it can be 
seen that because of the relationship between wear and duration prior to the transition, 
small increments of duration are not an appropriate way of gathering data in that region. 
In the refinement of a test, smaller intervals can be used and may be desirable with 
certain types of behavior. In the application associated with Fig. 4.46, for example, finer 
intervals near the transition region are appropriate since the value of this transition point 
is quite significant. 
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At each of the data points associated with the development of a wear curve, the data 
gathering should not be limited to the wear measure. The additional observations dis¬ 
cussed at the beginning of this section should be done and it is desirable to record informa¬ 
tion regarding operational parameters, environment conditions, etc., at these points. With 
either approach, that is the single point or wear curve approaches, the investigator should 
review all the data and observations, and look for consistencies or discrepancies between 
the various observations. From these detailed examinations, one can develop information 
regarding possible wear mechanisms and phenomena to aid in the formulation and selec¬ 
tion of models. By coupling these types of observations with similar ones from actual 
applications, simulation can be refined and verified. Such examinations also aid in the 
establishment of adequate control. For example, alignment problems or the appearance 
of different surface films or oxide layers could be identified. On the basis of these observa¬ 
tions, the need for improvement in fixturing or environmental control could be assessed. In 
performing these types of analyses, it is generally very helpful and informative to use sev¬ 
eral levels of examination of the wear scars. Each level can provide a different perspective 
about the wear situation. The use and coupling of visual examination of the wear scar, low 
power stereo optical microscopy, metallographic microscopy, and SEM is frequently 
desirable. Figure 8.10 shows an example of such a sequence. The visual and stereo micro¬ 
scopic views provide information about the overall nature of the scars (e.g., shape, 
gross features, debris formation, etc.).The higher levels of magnification associated with 
metallographic microscopic and SEM examination provide information regarding the 
microscopic details of the wear (e.g., transfer, cracks, etc.). 

It is generally prudent not to rely on a single test; in wear testing, replicates are 
generally necessary. Statistical design of experiments and statistical analysis can be used 
to establish the proper number of replicates. However, as a rule of thumb, it is generally 
desirable to use a minimum of 3. One is simply not sufficient. If there is a big difference 
in the results, it is difficult to differentiate between simply a poor result, or inherent scatter. 
A third test can help to resolve that issue. More replicates might be required to provide 
a good determination of the mean and standard deviation associated with the test. 
However, for many engineering cases, estimates of these based on three tests are often 
sufficient. 


8.6. FRICTION MEASUREMENTS IN WEAR TESTING 

In wear tests involving sliding or rolling, it is useful to incorporate friction measure¬ 
ments, so that the coefficient of friction can be determined and to monitor tribosystem 
behavior. There are several reasons for this. One is that in many engineering applications 
tribological concern is not limited to wear. For example, in cases where traction, power 
consumption, noise, and heat generation is of concern, knowledge of the coefficient of 
friction and its behavior with wear is of direct interest and needs to be determined. 
Another reason is that the coefficient of friction can be a factor in wear behavior. This 
is the case with wear mechanisms that are sensitive to stress distribution and shear stres¬ 
ses, since contact stress distributions and shear stresses can be modified by friction. The 
maximum shear stress is a function of the contact pressure and the coefficient of friction 
as well. For example, the maximum shear stress of a flat on a flat is given by 

T = </ 0 (l + /r) 1/2 (8.2) 
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Figure 8.10 Example of the use of several examination techniques. “A”, wear scar observed with a 
stereo microscope and “B”, the same wear scar observed in a metallographic microscope; 
“C”, another wear scar observed with a stereo microscope and “D”, the same wear scar in an 
SEM; “G” and “H”, another wear scar observed in an SEM, using two different detection modes. 
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Figure 8.10 



(continued ) 


where t is the maximum shear stress, q Q , is the average pressure and /(is the coefficient of 
friction. Other contact situations have similar relationships (32). The location of maximum 
shear stress and the distribution of shear stresses in a contact can also change with friction. 
For example, for a point or line contact, the distribution changes with the coefficient 
of friction. For coefficients less than 0.3 the maximum shear is below the surface. As 
the coefficient increases the surface shear increases and above 0.3 exceeds the subsurface 
shear stress (32). An additional reason for including friction measurements in a wear test 
is that friction and wear are often sensitive to the same parameters. Changes in friction 
are often associated with and are an indication of changes in wear-behavior. 

In summary, knowledge of the coefficient of friction and frictional behavior is gen¬ 
erally needed for a complete approach to the wear. Beyond this as indicated previously, 
friction measurements during the course of a wear test can often be of use in analyzing 
wear behavior and insuring proper control in a wear test. This is because wear and friction, 
while distinct, are sensitive to the same general range of parameters. Transitions in wear 
behavior, which are associated with surface modifications, are frequently associated with 
changes in friction. For example, in the case of unlubricated sliding between metals, the 
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Figure 8.11 Example of a change in friction during a wear test as a result of oxide formation. 
(From Ref. 39, reprinted with permission from ASME.) 


occurrences of different oxides have been shown to influence both wear and friction, as 
shown in Figs. 3.46 and 8.11, respectively. Also, many systems show a decrease in friction 
with break-in, as shown in Fig. 8.12. Similarly, increases in friction are also often obser¬ 
ved with changes from mild to severe wear. Therefore, monitoring friction during a test 
can help point to changes either in wear behavior or other changes that will influ¬ 
ence wear-behavior. This is of particular significance since this monitoring can be done 
without interrupting the test. 

Friction measurements can also be used to establish adequate control. This is of 
particular use in terms of specimen preparation and environment control. The initial 
friction behavior (i.e., coefficient of friction) is often a good indicator for whether or 
not there is sufficient control in these areas. For example, inadequate cleaning or varia¬ 
tions in cleaning often result in different values of initial friction. In the case of dry 
sliding with metals, clean surfaces generally have a high coefficient of friction (e.g., 
0.6 or greater). But if oils from machining or from handling contaminate the surfaces, 
initial values are in the range of 0.2. In the case of polymer specimens, which tend to 
have skins, variations with the presence or absence of the skin frequently can be 
observed as well (33). In a testing procedure, the initial friction can be used as an 



Amount oF Lubrication 
IX oF Polyol Ester Solution) 

Figure 8.12 Example of a change in friction with break-in. (From Ref. 40) 
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indicator as to whether to continue with the test or not. This would avoid wasting time 
and effort on a test, which would ultimately be considered invalid. In fact, being able to 
obtain accepted and consistent values of the coefficient can be used as a training 
technique for specimen preparation with those conducting friction and wear tests. The 
procedures can be practiced until the accepted value is consistently obtained. Also, such 
measurements can be used as a monitor of laboratory environment. If the standard 
values are not achieved, this could point to contamination in the atmosphere, such as 
hydrocarbon vapors, or drifting of temperature or relative humidity. 

Long-term friction behavior can be of significance from a control standpoint as well. 
For example, if friction is monitored through the test and the same behavior and values 
are not obtained from test to test, then lack of adequate control should be suspected. A 
thorough investigation into the reasons for these types of variations and an assessment 
of their possible significance to wear behavior needs to be done. 

With these uses of friction measurements in wear testing, it must be recognized that 
stable or consistent friction behavior does not automatically imply stable and consistent 
wear behavior. Similarly, variation in friction does not necessarily mean changes in wear. 
However, when changes are seen, an understanding of why they occur and their possible 
significance to wear and performance should be determined. It should be kept in mind that 
sensitivity plays a role in this as well. For example, some changes associated with wear 
might be associated with only a 10% change in the coefficient of friction. If the instrumen¬ 
tation used to monitor friction force does not allow that resolution, a change in friction 
would not be observed; similarly the wear measurement might be too coarse to detect a 
change in wear behavior. 

The incorporation of friction measurements into a wear test generally requires 
providing a means to measure friction force. Sometimes, this can be done indirectly, such 
as monitoring the torque of a motor. At other times, a direct measurement of the friction 
force can be done such by the use of strain gages or force transducers. An important 
point is that in providing for this capability care has to be taken so that it is done in a 
way which does not perturb the wear situation and therefore might result in a reduced 
or poor simulation. 

Another use of friction measurements in wear tests is to use friction as the wear 
measure. For example, a rise in the coefficient of friction or a friction force to a certain 
level can indicate that a coating has been worn-through. The time it takes for this to 
occur can be a measure of wear resistance (34). Also, a rise in friction could be corre¬ 
lated to a change into a catastrophic wear mode (e.g., very high wear rate), that is asso¬ 
ciated with the end of useful life. Wear testing of brake liners is an example of this type 
of use. 


8.7. TRIBOLOGICAL ASPECT NUMBER 

The Tribological Aspect Number or TAN is a method for characterizing the general nat¬ 
ure of the basic mechanical parameters of a contact situation, namely, motion, loading, 
and geometry (5). TAN characterization of a wear test and a wear situation can be a useful 
tool for looking at simulation. However, it does not address all aspects that need to be 
considered for simulation nor is it equally applicable to all wear situations that can be 
encountered. For example, it does not address magnitudes, environment, impact, erosive, 
and abrasive conditions; however, the method could be expanded upon to include these 
and other aspects. 
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With the TAN system, a sequence of four numbers are used to characterize a 
contact. The first number in the sequence describes contact velocity characteristics: the 
second number contact area characteristics; the third number contact pressure charac¬ 
teristics; and the fourth and final number the entry angle characteristics. The system uses 
four general relative motion conditions to characterize the contact velocity. Eight 
contact area conditions are identified in the system. Three contact pressure conditions 
and nine entry angle conditions are used. This classification system is shown in 
Table 8.2. 

As can be seen from table, the code primarily relates to sliding motion. Additional 
conditions could be added to cover pure rolling and different impact conditions. These 
are shown in Fig. 8.13. The contact area classification provides a classification of con¬ 
tact geometry in terms of how contact area changes with time. The first six conditions 
describe wear situations in which contact is maintained between the same regions on the 
surfaces of the two contacting bodies. The last two conditions, described as “open”, 
apply to situations where contact is always with new areas of one of the surface, such 
as pin following a spiral path on a flat surface. If the pin had a spherical tip in this case, 
it would be classified as 8; if flat, 7. If the sliding path formed a ring on the disk, the 


Table 8.2 Tribological Aspect Number (TAN) 
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(A) Contact velocity characteristic number, 1^1 (C) Contact pressure characteristic number, 1-3 
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Figure 8.13 Additional categories for contact velocity and contact pressure characteristics for 
use with the TAN methodology of characterizing wear situations. These extend the concept to 
rolling and impact wear situations. 


classification would be 3 and 5, respectively, and referred to as “closed”. This distinc¬ 
tion is illustrated in Fig. 8.13. Conceptually, the “open” area categories could be 
expanded to allow the same degree of differentiation used for “closed” contacts, that 
is 1-6. 

The third number characterizes contact pressure behavior over one second or less 
time intervals. Three different conditions are identified. One is when the contact pressure 
is constant. This condition is referred to as “unidirectional”. If the pressure slowly varies, 
the condition is classified as “cyclic”. If there are rapid variations or if the pressure goes 
negative, it is classified as “high frequency”. The difference between these three conditions 
is graphically illustrated in Table 8.2. If the TAN concept were extended to included 
impact wear situations, additional contact pressure behavior categories, 4 and 5, would 
be needed to differentiate different impact conditions. One would be where there is an 
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Figure 8.14 Examples of wear paths on the larger surface for TAN closed and open contact areas. 
“A”, where a body is sliding is sliding over the same circular path, is an example of a closed area 
situation. “C”, where a body is sliding back and forth over the same track, is also an example of 
a closed area. ! 'B”, where a body is sliding in a spiral-like manner, always encountering unworn 
regions of the surface, is an example of an open area situation. “D”, unidirectional sliding, is also 
an example of the wear path for an open contact area. 


impact load, such as when a cam follower is driven onto a cam, 4; the other would be a 
ballistic impact where the momentum of the impactor generates the pressure, 5. These 
pressure profiles are shown in Fig. 8.14. 

The fourth number characterizes the entrance angle or the angle formed between the 
leading edge of one surface and the contacting surface, as illustrated in Table 8.2. This 
aspect of the contact can affect lubrication, debris entrapment, and tribofilm formation 
and needs to be considered in simulation. 

This method of characterization has been used to select test methods for the evalua¬ 
tion of materials for specific applications. The approach is to select a test method, which 
has the same TAN value as the application. Values for the various test parameters and 
environmental conditions are then chosen to provide further simulation (5). 


REFERENCES 

1. R Bayer ed. Effects of Mechanical Stiffness and Vibration on Wear, STP 1247. West Consho- 
hocken, PA: ASTM, 1995. 

2. R Bayer. Tribological Approaches for Elastomer Applications in Computer Peripherals. In: 
R Denton, K Keshavan, eds. Wear and Friction of Elastomers, STP 1145. West Consho- 
hocken, PA: ASTM, 1992, pp 114-126. 

3. N Payne, R Bayer. Friction and wear tests for elastomers. Wear 130:67-77, 1991. 

4. S Calabrese, S Murray. Methods of Evaluating Materials for Icebreaker Hull Coatings. In: 
R Bayer, ed. Selection and Use of Wear Tests for Coatings, STP 769. West Conshohocken, 
PA: ASTM, 1982, pp 157-173. 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 



5. R Voitik. Realizing Bench Test Solutions to Field Tribology Problems by Utilizing Tribological 
Aspect Numbers. In: A Ruff and R Bayer, eds. Tribology: Wear Test Selection for Design and 
Application, STP 1199. West Conshohocken, PA: ASTM, 1993, p 45. 

6. Standard Test Method for Wear Testing with a Crossed-Cylinder Apparatus. West 
Conshohocken, PA: ASTM, G83. 

7. Standard Test Method for Measuring Abrasion Using the Dry Sand/Rubber Wheel 
Apparatus. West Conshohocken, PA: ASTM, G65. 

8. Standard Test Method for Conducting Wet Sand/Rubber Wheel Abrasion Tests. West 
Conshohocken, PA: ASTM, G105. 

9. Standard Test Method for Ranking Resistance of Materials to Sliding Wear Using Block- 
on-Ring Wear Test. West Conshohocken, PA: ASTM, G77. 

10. Standard Test Method for Determination of Slurry Abrasivity (Miller Number) and Slurry 
Abrasion Response of Materials (SAR Number). West Conshohocken, PA: ASTM, G75. 

11. Standard Test Method for Conducting Erosion Tests by Solid Particle Impingement Using Gas 
Jet. West Conshohocken, PA: ASTM, G76. 

12. Standard Test Method for Cavitation Erosion Using Vibratory Apparatus. West Conshohocken, 
PA: ASTM, G32. 

13. Standard Practice for Liquid Impingement Erosion Testing. West Conshohocken, PA: ASTM, 
G73. 

14. Standard Test Method for Abrasinvess of Ink-Impregnated Fabric Printer Ribbons. West 
Conshohocken, PA: ASTM, G56. 

15. R Bayer. Influence of oxygen on the wear of silicon. Wear 69:235-239, 1981. 

16. W Wei, K Beaty, S Vinyard, J Lankford. Friction and Wear Testing of Ion Beam Modified 
Ceramics for High temperature Low Heat Rejection Diesel Engines. In: C Yust, R Bayer, 
eds. Selection and Use of Wear Tests for Ceramics, STP 1010. West Conshohocken, PA: 
ASTM, 1988, pp 74-87. 

17. G Lundholm. Comparison of seal materials for use in Stirling engines. Proc Inti Conf Wear 
Materials. ASME 250-255, 1983. 

18. R Bayer. A model for wear in an abrasive environment as applied to a magnetic sensor. Wear 
70:93-117, 1981. 

19. J Miller. American Institute of Mining, Metallurgical, and Petroleum Engineers (AIME). Paper 
73-B-300. Society for Mining, Metallurgy, and Exploration (SME) Meeting Pittsburgh, 1973. 

20. P Engel, C Adams. Rolling wear study of misaligned cylindrical contacts. Proc Inti Conf Wear 
Materials. ASME 181-191, 1979. 

21. R Morrison. Test data let you develop your own Load/life curves for gear and cam materials. 
Machine Design. 8/68. Cleveland, OH: Penton Publishing Co, 1968, pp 102-108. 

22. E Buckingham, G Talbourdet. Roll Tests on Endurance Limits of Materials. New York, NY: 
ASME, 1950. 

23. H Czichos. Tribology. Tribology Series. New York: Elsevier Science Publishing Co, 1978. 

24. M Godet, Y Berthier, J Lancaster, L Vincent. Wear Modeling: How Far Can We Get With 
Principles? In: K Ludema, R Bayer, eds. Tribological Modeling for Mechanical Designers, 
STP 1105. West Conshohocken, PA: ASTM, 1991, pp 173-179. 

25. R Barkalow, I Goebel, F Pettit. Erosion-Corrosion of Coatings and Superalloys in High- 
Velocity Hot Gases. In: Erosion: Prevention and Useful Applications. W Adler, ed. STP 
664. West Conshohocken, PA: ASTM, 1979, pp 163-192. 

26. C Yang, S Bahadur. Friction and wear behavior of alumina-based ceramics in dry and 
lubricated sliding against tool steel. Proc Inti Conf Wear Materials. ASME 383-392, 1991. 

27. C Young, S Rhee. Wear process of TiN coated drills. Proc Inti Conf Wear Materials. ASME 
543-550, 1987. 

28. R Bayer. Impact wear of elastomers. Wear 112:105-120, 1986. 

29. P Blau, C Olson. An application of thermal wave microscopy to research on the sliding wear 
break-in behavior of a tarnished Cu-15 wt%Zn alloy. Proc Inti Conf Wear Materials. ASME 
424-431, 1985. 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 



30. R Bayer. Predicting Wear in a Sliding System. Wear 11:319-332, 1968. 

31. R Bayer, J Wilson. Paper No. 71-DE-39. Design Engineering Conference and Show, 4/71. 
ASME, New York, 1971. 

32. R Bayer, T Ku. Handbook of Analytical Design for Wear. New York: Plenum Press, 1964. 

33. R Bayer, N Payne. Wear Evaluation of Molded Plastics. Lub Eng May:290-293, 1985. 

34. R Bayer, A Trivedi. Metal Finishing Nov:47, 1977. 

35. K Tanaka, Y Yamamuda. Effect of counterface roughness on the friction and wear of 
polyethylene under a sliding condition involving surface melting. Proc Inti Conf Wear 
Materials. ASME 407^114, 1987. 

36. M Watanabe. The friction and wear of high density polyethylene in aqueous solutions. Proc 
Inti Conf Wear Materials. ASME 573-580, 1979. 

37. M Kar, S Bahadur. Micromechanism of wear at polymer-metal sliding interface. Proc Inti Conf 
Wear Materials. ASME 501-509, 1977. 

38. P Swanson. Comparison of laboratory and field abrasion tests. Proc Inti Conf Wear Materials. 
ASME 519-525, 1985. 

39. A Iwabuchi, K Hori, H Kudo. The effects of temperature, pre-oxidation and pre-sliding on the 
transition from severe wear to mild wear for S45C carbon steel and SUS304 stainless steel. Proc 
Inti Conf Wear Materials ASME 211, 1987. 

40. E Hsue, R Bayer. Tribological properties of edge card connector spring/tab interface. IEEE 
Trans CHMT 12(2):206 214. 1989. 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 



9 

Wear Tests 


9.1. OVERVIEW 

A number of different wear tests will be reviewed in this section. There are several purposes 
associated with these reviews. One is to provide examples of the methodology; another is to 
use these tests to point out deficiencies and areas of concerns that are frequently encoun¬ 
tered in wear testing, and a third is to illustrate some of the approaches used to resolve 
these deficiencies and to address these concerns. However, the application and use of wear 
tests to address design concerns and to resolve problems will not be specifically treated. 
These aspects will be illustrated in Engineering Design for Wear: Second Edition, Revised 
and Expanded (EDW2E). In addition to discussing these tests in terms of such aspects 
as simulation, acceleration, and control (which were addressed in Chapter 8 Methodo¬ 
logy), the correlation of these tests to field performance will also be reviewed. 

It is useful to consider and classify wear tests in terms of two general categories, 
phenomenological wear tests and operational wear tests. These two categories tend to have 
different degrees of simulation associated with them, be used in different ways, and require 
different levels of knowledge about the wear situation. Phenomenological wear tests are 
those tests which tend to focus on some broad or general type of wear situation or 
phenomenon, such as sliding wear, erosion, or low-stress cutting abrasion. Such tests tend 
to provide generic information. In terms of simulation, these tests provide either first- or 
second-order simulation. Frequently, there is an underlying element that a particular 
mode or mechanism of wear is induced, and this element is often key in the development 
of the test. Operational wear tests, on the other hand, focus more on specific applications 
or situations. The names of these types of tests often indicate this focus, such as a wear test 
for brake liners, journal bearings, or gears. The operational parameters associated with the 
situation or application tend to be duplicated in the test, and the test is generally represen¬ 
tative of second- or third-order simulation. In designing the test, the simulation of the 
loading, motion, geometry, and environment of the application is the primary consider¬ 
ation. Consideration of wear mechanisms is secondary. Wear mechanisms are identified 
by analysis of the results and frequently may change with the materials or particular values 
of the parameters. 

In many engineering environments, wear tests tend to migrate from one category 
to the other. Frequently, initial forms of wear tests developed to address engineering 
concerns can be classified as operational; however, with experience, increased knowledge 
and further development, these tests tend to be modified and used in a manner more 
consistent with the phenomenological category than the operational. The converse is also 
true. In engineering situations, phenomenological tests are often modified to provide 
better simulation of an application and evolve into operational tests. 
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Tests used by material developers tend to fall into the phenomenological category. 
Many of the standardized tests are also representative of this category and are used to 
support material development activities. 

Phenomenological tests are useful in understanding and characterizing basic wear 
behavior, either of materials or wear mechanisms. On the other hand, operational tests 
are useful in characterizing and understanding wear behavior of devices and accounting 
for subtle difference in applications. Less is presumed about the wear situation with an 
operational test approach than with a phenomenological approach. Achieving correlation 
is in general more direct and less involved with the operational approach than with a 
phenomenological approach, and the degree of simulation is high enough that little has 
to be done to establish correlation. With a phenomenological approach, additional infor¬ 
mation is required (e.g., failure analysis of worn components, demonstration of simula¬ 
tion, or identification of limits of applicability) to establish correlation between the test 
and application. 

The tests that will be discussed are grouped into these two general categories, phe¬ 
nomenological and operational. The reasons for the particular classification in each case 
will be identified and will further illustrate the difference in focus and relevance associated 
with these two categories. It will be seen that in many cases a test is composed of both 
phenomenological and operational elements, but is biased in one direction or the other. 


9.2. PHENOMENOLOGICAL WEAR TESTS 
9.2.1. Dry Sand-Rubber Wheel Abrasion Test 

This is a good example of a phenomenological wear test. The test was developed to 
simulate wear situations in which low-stress scratching abrasion is the primary mode of 
wear. This is the mode of wear associated with loose abrasive grains being dragged across 
a surface under loading conditions which do not induce fracture of the abrasive particles. 
The test has been used to investigate the influence of various parameters on this mode of 
wear, such as abrasive particle size and shape and material parameters. In addition, since 
the test generally correlates with field conditions, it has been used effectively to rank mate¬ 
rials in terms of their resistance to this type of wear and to select materials for applications 
in which this type of wear occurs (1). For example, good correlation in rankings was 
demonstrated between the test and the tilling of sandy soils (2). 

Low-stress scratching abrasion is simulated in the test by trapping a stream of 
free-falling abrasives between a wear specimen and a rotating rubber coated wheel. The 
test configuration is shown in Fig. 9.1. The rim of wheel is coated with rubber to avoid 
crushing the grains in the nip between the specimen and the wheel. A typical wear scar 
is shown in Fig. 9.2. The wear is usually determined by weight loss. However, since wear 
volume is generally the preferred way for describing the magnitude of wear, weight loss is 
converted to wear volume by dividing by the density. A standard version of this test for 
material ranking has been developed by the ASTM (ASTM G65). In this standard key 
design elements of the apparatus are specified, along with load, test duration, specimen 
shape and tolerances, cleaning procedures, abrasive definition, method of analysis, and 
data reporting. When the test is conducted in the manner outlined in the standard, a 
coefficient of variation of 5% or less is achievable. 

The low variation associated with the standard method results from the degree of 
control that this version of the test insures. The overall design of the apparatus and the 
associated tolerances insures good stability and alignment, as well as control of the normal 
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Figure 9.1 Sketch of the dry sand-rubber wheel test. 


load and speed. In addition, a fundamental element in the repeatability of this test is con¬ 
trol of the amount and type of abrasive used. The test concept is to operate in a region in 
which the results are insensitive to feed rate of the abrasive. This is done by using a nozzle 
that consistently provides a uniform curtain of abrasive wider than the wheel and by 
using a feed rate, which insures saturation in the nip. The shape and dimensions of the 
nozzle are critical to provide this control. In addition, the abrasive is controlled both in 
terms of size, type, and moisture content. This last element is needed because variation in 
moisture content can influence feed rate, as well as directly influencing the wear. Since 
the test causes some wear and damage to the abrasives, it is recommended that it be 
used only once. 

The properties of the rubber can also influence the wear. Therefore the composition, 
cure, and durometer are specified. Since the rubber also wears and heats up in the test, 
intervals between tests are controlled, a dressing procedure defined, and an interval for 
dressing defined. The amount of rubbing that the wheel provides also influences the 
amount of wear that is generated. A standard amount of rubbing is used as a reference 
in order to provide a valid comparison of materials. While rotational speed of the wheel 
is specified with tolerances, a fixed time is not used. Specifying the number of revolutions 
for the test controls the amount of rubbing. Since wheel diameter changes as a result 
of wear and dressing, a correction or scaling factor is also introduced to account for 
such changes. 

The actual speed, load, and number of revolutions used in the standard test were 
determined empirically to produce a level of wear that can be measured with sufficient 
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Figure 9.2 Examples of wear scar morphology from the dry sand-rubber wheel test. (From 
Ref. 113.) 


accuracy to provide material ranking in a reasonable length of time. In addition, they were 
also chosen to avoid complicating elements, such as excessive heating of the rubber 
or degradation of the abrasive. In the standard test, different practices are defined for 
different classes of materials to achieve these goals. Milder conditions are specified for less 
abrasive resistant materials and coatings. 

The ASTM test procedure also advises the visual examination of the wear scar to 
insure that there is good alignment and no problem with the flow of abrasives. In addition, 
the test method also uses tests with reference materials to insure consistency. The ASTM 
procedure also calls for the reporting and measuring of a number of parameters associated 
with the test. The recommended data sheet is shown in Fig. 9.3. This test configuration can 
be used for other purposes other than ranking materials, such as evaluating the abrasivity 
of different materials. When used in this fashion, the standard test procedure can be used 
as a guide in establishing proper control, etc. 

One point should be made regarding the weight loss method for wear determina¬ 
tion used in the procedure. To provide valid comparisons, the volume of wear should be 
used; this requires knowledge of the specimen’s density. If this is not done, ranking 
might be in error because of density differences. This is of particular concern when 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 









TABLE 3 Data Sheet 


Dry Sand/Rubber Wheel Test 

ASTM G-65 Procedure 

Qualification of Apparatus (114) 







Adjusted Volume Loss (avg) — mm 3 

Coefficient of Variation 


% 


Test Data 

Wheel diameter: 

. . Wheel width:_ 

. — " — —— . . , — n ■ - .— Wheel hardness: 


Test No. 







Test load 







Wheel revolutions 







Sand flow, g/m 







Initial mass, g 







Final mass, g 







Mass loss, g 







Density, g/cm 3 







Volume loss, mm 3 (mass loss/density) x 1000 







Adjusted volume loss, mm 3 








Comments 


Material Description 

Heat Treatment_ 

Hardness _ 

Surface Preparation 


Company Name 


Tested by^ 


Date 


Figure 9.3 Data sheet for the dry sand-rubber wheel test. (From Ref. 114, reprinted with 
permission from ASTM.) 


coatings are evaluated, since the densities of the coatings may be unknown. Therefore 
other techniques, such as computation of the wear volume from wear scar dimensions, 
might yield better results. 

An important element to recognize in this test is that while it simulates a wear 
mode and correlates to field performance, it does not directly provide a wear constant 
or parameter that can be applied to different situations. To determine absolute perfor¬ 
mance in an application, a reference material for which there is field and test data must 
be used and a scaling factor established for that application. This is because the test does 
not address the question of relative severity in the test and in application, either on an 
empirical or a theoretical basis. This is also the case in several of the other tests that will 
be discussed. This implies that there is an unknown amount of acceleration provided by 
the test and that the acceleration could be different for different applications. The 
amount of acceleration that exists can be significantly dependent on differences in 
the amounts and type of abrasives in the test and in application. 

9.2.2. Wet Sand-Rubber Wheel Abrasion Test 

This test also simulates low stress scratching abrasion and is very similar to the dry 
sand-rubber wheel test. A diagram of the wet sand test is shown in Fig. 9.4. It can be 
seen that the basic test concept is very similar to the dry sand test, namely using a 
rubber wheel to drag abrasives across the face of a wear specimen. In the wet sand test, 
however, the abrasive is in the form of a water slurry. The wear in both tests is deter¬ 
mined by weight loss and converted to volume for material rankings. Both tests have 
been used extensively to investigate scratching abrasion and both have been found to 
correlate well with many practical applications (1-3). While there is the potential for 
differences, similar material behavior is generally found with both tests. The wet sand 
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Figure 9.4 Sketch of the wet sand-rubber wheel test. 


test or test configuration offers an advantage in that the normal procedure can be 
modified to utilize a slurry more representative of an application. In this way, chemical 
effects associated with an application can be addressed. 

As with the dry sand test, a standard version for material comparisons has been 
developed by the ASTM (ASTM G105). Similar repeatability is found with both the 
wet and dry sand tests when the procedures are followed. A coefficient of variation of 
5% is characteristic of the wet sand test. To achieve this, the test procedure controls many 
of the same factors that are controlled in the dry sand test. These include design and 
construction of apparatus, measuring techniques, specimen tolerances and preparation, 
and rubber wheel and abrasive specifications. A procedure and interval for dressing the 
rubber wheel are also given. However, some of the approaches used are different. 

As with the dry sand test, the feeding and control of the abrasive is a significant 
factor in the test. Composition of the slurry is defined in terms of abrasive size, type 
and source, and the type and amount of water. A uniform supply to the interface is 
achieved by having the contact below the surface of the slurry. To maintain uniformity 
of the slurry during the test, paddles on the side of the wheel provide agitation 
(Fig. 9.4). The test procedure also requires that the wear specimens be demagnetized prior 
to the test. This is to avoid problems with magnetic wear debris adhering to the wear 
surface or clustering in the slurry. 

In the wet sand test, three rubber wheels of different durometer (A50, A60, and 
A70 durometer) are used to minimize the effect of wheel variation. This is done by using 
the wear obtained with these different durometer wheels to define a best-tit linear 
relationship between durometer and log of the wear. The value of wear reported for 
the test is that obtained for A60 durometer from that curve. Graphically, this is 
illustrated in Fig. 9.5. 

Another difference between the two tests is that the wet sand procedure requires a 
break-in cycle with the A50 durometer wheel. This is to minimize the effects of surface 
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Figure 9.5 Illustration of the method of analyzing wear data in the wet sand-rubber wheel test. 
(From Ref. 3.) 


defects and variations. After each of these tests, including the break-in, it is specified that 
the slurry chamber be cleaned and new slurry used. The technique also requires reposition¬ 
ing of the specimen, which is controlled by the fixturing and associated tolerance. Visual 
inspections and statistical criteria are associated with the procedure as well. For example, 
tolerance on the correlation coefficient for the linear fit is specified. Also, if the coeffi¬ 
cient of variation is beyond 7%, the test is considered out-of-control and the test procedures 
and apparatus should be examined to determine the reason for this condition. 

Like the dry sand test, the wet sand provides a ranking of materials but does not 
provide absolute values. Different test conditions are specified for different classes of 
materials to provide suitable resolution and separation in wear resistance. 

9.2.3. Slurry Abrasivity 

This test is also associated with low stress scratching abrasion. However, it was primarily 
developed to address slurry abrasion problems in pipelines, which handle slurries. It has 
been used extensively for these applications with good correlation (4,5). The initial focus 
for this test was to rank the abrasivity of the slurries encountered, but the test method was 
expanded to provide a ranking capability for wear resistance against a particular slurry. 
For the former, the test results in what is termed a Miller Number; for the latter, a 
SAR Number. SAR stands for slurry abrasion response. Both are based on a weight loss 
technique for measurement of wear, although a wear rate is used for ranking. This test 
is also an ASTM test procedure (ASTM G75). 

The basic configuration of the test is a flat rectangular wear specimen sliding back 
and forth across a rubber lap, flooded by a slurry; both the wear specimen and the lap 
are submerged in the slurry (Fig. 9.6). The flat wear specimen is mounted on an arm, which 
moves it back and forth at a controlled speed. The arm lifts the specimen at the end of each 
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Figure 9.6 Sketch of the slurry abrasivity test apparatus. 1, Molded plastic tray; 2, neoprene lap; 3, 
tray clamp; 4, splash guard; 5, block lifting cam; 6, standard wear block—27% Cr-iron; 7, dead 
weight; 8, adjustable plastic wear block holder; 9, pivoted reciprocating arm; 10, sand slurry; 11, 
molded plastic filler “V” channel; 12, tray plate. 


stroke to allow the slurry to come between the specimen and the lap. The tray that holds 
the slurry has tapered sides so that with the motion of the wear specimen, mixing and cir¬ 
culation of the slurry occurs. The wear specimen is removed periodically and weight loss 
determined. By varying the slurry and keeping the wear specimen constant, the abra¬ 
sivity of slurries can be ranked. This is essentially the Miller Number. By keeping the 
slurry constant and varying the wear specimen, wear resistance of different materials 
to that slurry can be ranked. This is used to generate the SAR Number. 

The reproducibility of the test is good, as the coefficient of variation is approximately 
6% for the Miller Number and 12% for the SAR Number. The larger value for the SAR 
Number reflects the decrease in control that this version of the test has. A carefully 
controlled reference wear specimen is used in the Miller Number test, whereas in the 
SAR version the wear specimen is simply a material of interest. One element contri¬ 
buting to this increased variation would be lack of precision in the value for specific gravity 
of this specimen; other factors are variation and nonuniformity in other material 
properties, such as composition and grain structure. 

The test procedure associated with each of these tests involves a well-designed and 
specified test apparatus, cleaning and specimen preparation steps, specifications and 
controls on the materials involved, and carefully outlined steps for conducting the test. 
The test method calls for replacement of the rubber lap with each test to avoid problems 
associated with degradation and contamination of the lap. In particular, extensive details 
are provided to insure proper alignment of the wear specimen to the lap, including a 
method of checking alignment prior to the start of the test. Procedures for preparing 
the slurry are also given. 

The analysis method involves the developing of a wear curve and using a wear rate to 
rank either the abrasivity of the slurry or the abrasion resistance of a material to a given 
slurry. Measurements are made after 4, 8, 12, and 16 hr. Using a least square method, the 
wear data obtained are fitted to the following equation: 

mass loss (mg) = A x t B (9.1) 
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Figure 9.7 Example of the method of analysis used in the slurry abrasivity test. The curve repre¬ 
sents the least squares fit of the data, using Eq. (9.1). Best fit values of A and B are, respectively, 
13.4262 and 0.749182, which result in a wear rate of 8.47mg/hr at 2 hr and a Miller Number of 
154. (From Ref. 6.) 


where t is time. Using the value of A and B obtained in this manner, the wear rate (mg/hr) 
at the 2 hr point is determined. This method is illustrated in Fig. 9.7. The wear rate is then 
multiplied by a scaling factor of 18.18 hr/mg to provide the dimensionless Miller Number. 
The higher this number, the more abrasive the slurry is. The scaling factor was determined 
so that the Miller Number of a reference slurry of sulfur is 1 and of a reference slurry of 
corundum is 1000. 

The method of analysis is the same for the SAR Number. However, the wear rate at 
the 2 hr point is multiplied by the scaling factor and the ratio of the specific gravity of the 
reference material to that of the test specimen 

7 58 

SAR Number = (wear rate at 2 hr) x 18.18 (h/mg) x —— (9.2) 

where p is the specific gravity of the test specimen. To reduce scatter, the method of 
analysis uses the average value of two runs for the fit. The test apparatus is usually built 
with two separate trays so that two tests can be performed at the same time. In addition, 
the test procedure calls for the samples to be rotated 180° between each measurement to 
reduce effects of misalignment and orientation. Since separation of the slurry can occur 
while these measurements are made, the procedure requires stirring of the slurry prior 
to continuing the test. 

The format for reporting the results of the test is shown in Fig. 9.8, which shows that 
more data and observations regarding the test are recorded than simply the mass loss of 
the wear specimen(s). Included in this are the temperature and pH of the slurry, observa¬ 
tions regarding the degree of wear seen on the lap, and a detailed identification of the 
slurry used in the test, including the preparation technique of the slurry. The recom¬ 
mended slurry for the test is a 50% mixture of the solid extracts from the slurry in question 
and water. However, the procedure allows the use of other types of slurries, such as the 
slurry in question or the mixing of the dry extracts with other media. 

The test parameters and procedures were selected and developed with the use of 
additional studies, aimed at insuring simulation with the intended application, minimum 
scatter, and a convenient test (4-6). One focus of the studies was the influence of 
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Figure 9.8 Format for reporting wear data in the slurry abrasivity test. (From Ref. 6, reprinted 
with permission from ASTM.) 


concentration and slurry media; a nonlinear effect was found (Fig. 9.9). The Miller 
Number becomes less sensitive to concentration as the concentration increases. This 
means that performing the test at higher concentration can minimize variation. The use 
of higher concentration also enhances simulation in that many of the applications involve 
high concentration (e.g., in the 50% range). 

These same studies also showed effects associated with the liquid phase of the 
slurry. For example, oil-based slurries tend to result in lower wear than water-based slur¬ 
ries. Some of this behavior can be associated with the different fluids providing different 
lubrication and dispersion. In addition, this type of behavior can also be the result of 
differences in chemical or corrosion effects that occur with different fluids. Several things 
were done to control this element in the test. One was to use a design, which employed 
the use of nonconducting materials to eliminate electrochemical effects; another was to 
use a chromium iron, which is used in some applications and is somewhat corrosion 
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Figure 9.9 The effect of slurry concentration on the Miller Number. (From Ref. 6.) 

resistant, as the standard material for the Miller Number. These effects also influenced 
the selection of a water/dry solids mixture as the preferred slurry for the test. However, 
because of the varied and uncontrolled ionic nature of the dried solids from various 
applications, these do not necessarily eliminate corrosion effects from tests. To help 
separate and assess the significance of corrosion on the test results, it is suggested that 
a second test be done with a slurry specifically buffered to eliminate corrosion. This 
concern is reflected in the pH data requested in the data sheet. It also underscores the 
desirability to test with the actual slurry from an application to enhance simulation 
and the use of the SAR Number test. Since the material of interest is tested in the 
SAR Number test, the specific corrosion effects on that material are included in a test 
with the actual slurry. It can also be seen that both the SAR and Miller Numbers must 
be referenced to a particular slurry. 

The use of several different test conditions suggested with the slurry abrasion test 
procedure illustrates the need in some cases to modify standard wear tests to improve 
correlation with an application. 

The primary intention of both the dry and wet sand test and the slurry test is to rank 
materials in terms of their abrasion resistance. Neither the wet nor the dry sand test is as 
sensitive to the corrosion element as the slurry test. In the dry sand test, it is eliminated 
since a fluid is not used. In the wet sand test, corrosion effects are limited by the use of 
a nonionic abrasive in water. From a test for pure abrasion resistance standpoint, the 
dry and wet sand tests have some advantage in that the wear situation is less complex. 
However, from an application standpoint, they may be poorer since the actual situation 
may involve corrosion. Consequently, in performing evaluations for an application, which 
involves fluids, the slurry test provides the better simulation in that the confounding effects 
of corrosion can be assessed. This may or may not be significant, depending on the relative 
degree of pure abrasion and corrosion, in any given situation. 
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Figure 9.10 Behavior of abrasive particles trapped between two surfaces, which are sliding relative 
to one another. “A”, when one surface is an elastomer; “B”, when both surfaces are metals. 

These three tests, dry and wet sand, and slurry abrasivity, have a common feature in 
that they use a rubber lap as a counterface. In simulating low stress scratching abrasion, 
the use of rubber as a counterface has an advantage in the way that it helps to reduce the 
stress on the abrasive particle and thereby to reduce fracture. Also, since they tend to 
provide large contact area with the particles, they tend to preferentially hold the particles 
and drag them across the wear specimen. Figure 9.10 illustrates this for both a rubber and 
rigid (e.g., steel), counterface. This action plus the use of a much larger surface area for the 
rubber counterface results in preferential wear of the wear specimen. These two effects 
account for the apparent superior abrasion resistance of the rubber laps in comparison 
with the much harder materials evaluated in these tests. Flowever, in a situation where 
the abrasive would be dragged across the rubber surface, the rubber materials would show 
a large reduction in wear resistance and inferior behavior to many of the materials 
evaluated in the test. 

The slurry abrasion test allows for different procedures for different material 
categories. It does not provide absolute values of wear performance but rather a material 
ranking. 

9.2.4. Erosion by Solid Particle Impingement Using Gas Jets 

Gas jets have been used to investigate solid particle erosion and to rank materials in 
terms of resistance to this mode of wear (Fig. 9.11). It has been found to correlate well 
with erosion situations characterized by near normal particle impacts, such as erosion of 
valves in coal gasification and similar equipment (7,8), but not with situations which 
involve grazing impacts. Examples of these latter situations would be erosion by 
wind-blown dust and erosion of airfoil surfaces. Differences in the impingement condi¬ 
tions for these cases are illustrated in Fig. 9.12. The effect of incident angle on wear scar 
morphology is shown in Fig. 9.13. 

Using the conditions and procedures for this type of test outlined in ASTM G76, 
coefficients of variation in the range 5-20% are achievable. The standard conditions for 
the test are shown in Table 9.1. which lists the significant parameters to be controlled 
in the test and tolerances are specified for each. The test procedure also requires the 
routine use of a reference material and the monitoring of the nozzle for signs of wear 
(erosion). If the diameter of the nozzle increases by 10% or more, the nozzle is to be 
replaced. Procedures for specimen preparation, cleaning, and repeatability are also 
addressed in the standard. 

Weight loss is the method used for determining the amount of wear that occurs. 
However, the resistance to erosion is measured in terms of the wear volume per gram 
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Figure 9.11 Schematic of the solid particle erosion test. 


of abrasive. This is obtained through the use of a wear curve that is generated by 
measuring the mass loss at different time intervals. The slope of this curve is then used 
to determine an average wear rate. Examples of wear curves obtained in this test are 
shown in Fig. 9.14. The mass loss rate is converted to a volume loss rate by dividing 
by the density of the specimen. This volume wear rate is then normalized to the abrasive 
flow rate to provide the erosion value, which is defined as wear volume per gram of 
abrasive. The smaller the erosion value, the more wear resistant the material. Guidelines 
for the test duration are provided with the intention that the measurements be made in a 
period of stable wear behavior. Since 2 min or less is typically required for stabilization, 
it is specified that the first measurement be taken after 2 min. The test should be carried 
out for at least a total of 10 min but should not go beyond the point where the scar 
depth exceeds 1 mm. The reason for this limit is that beyond that depth the shape 
of the scar becomes significant in determining impact angle. Figure 9.15 shows a typical 
scar and the effect of wear geometry on angle of impact. 

The data and information that are to be recorded and reported in conjunction with 
the erosion value are indicated in Fig. 9.16. When nonstandard test conditions are used. 



Figure 9.12 Comparison of near-normal and grazing-normal particle impact. 
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Figure 9.13 Morphology of particle erosion wear scars for grazing- (“A” and "B") and near¬ 
normal (“C” and “D”) impact conditions. (From Ref. 115, reprinted with permission from ASTM.) 


the test procedure calls for the testing of the reference material under those conditions that 
are performed and reported. 

Studies have been done to understand the effect of various parameters on the test 
and to determine the level of control required. These studies also identified some of the 
factors, which can influence this mode of wear (9). Among these are particle velocity, 
abrasive or particle characteristics, particle flux, and temperature. Differences between 
the test and application conditions with respect to these parameters cause the test to 
provide a relative ranking rather than absolute performance. However, the erosion value 
generated in this test does provide some means of directly relating test and application. 
This is in terms of amount of abrasive. The erosion value is defined as wear per amount 
of abrasive. Therefore, knowledge of the amount of abrasive experienced or the amount 
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Table 9.1 Standard Test Conditions of ASTM G76 Test Method for Solid Particle Erosion 


Nozzle tube 

Dimensions 

ID 1.5mm±0.075mm; minimum length 50 mm 


Orientation 

Axis 90 ± 2° with specimen surface 


Position 

10 ± 1 mm from specimen surface 

Test gas 


Dry air 

Particle 

Composition 

ai 2 o 3 


Size 

50 pm 


Shape 

Angular 


Feed rate 

2.0 ± 0.5 g/min 


Velocity 

30 ± 2 m/sec 

Flow 

Rate 

8 L/min 


Presssure 

140 kPa (may be different) 

Duration 


Minimum, 10 min; maximum, any acceptable 
provided crater depth does not exceed 1 mm 

Temperature 


18-28° 


of abrasive per unit time in an application can provide an estimate of the wear or wear 
rate in the application. This information can also aid in assessing the relative severity of 
the test to the application and possible acceleration. Although additional aspects of 
the particle streams in the two situations are also needed to address these elements 
completely, such as type and velocity of the particles, and impingement angle. 

In the standard tests methods for dry and wet sand and slurry abrasivity, the design 
of the test apparatus is treated in more detail than in the standard test method for this 
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Figure 9.14 Wear curves obtained in the solid particle erosion test for 1020 steel at two different 
velocities. (From Ref. 115.) 
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Figure 9.15 An illustration of the effect of erosion wear scar geometry on particle impact condi¬ 
tions. As a result of wear, the angles of impact are no longer constant across the surface. 


erosion test. This is because of the nature of the wear situation involved. In the former 
two bodies pressed against one another under conditions of relative motion generate the 
wear. In these types of situations the alignment, rigidity, and consistency of speed provi¬ 
ded by structure have significant influence on wear behavior. Hence, there is a need to 
control the structure to a high degree in those cases. In the present erosion test, however, 
the situation is obviously quite different. The pressing together of two bodies does not 
provide the wearing action but rather by the impingement of gas stream. As a consequence, 
alignment and characteristics of this stream are the controlling factors. Such items as the 
static alignment of the nozzle with respect to the wear specimen, the nozzle shape, 
particle flux, particle velocity, and other aspects of the stream are of importance. Since 
these are recognized in the method and tolerances are specified, the design of the rest 
of the apparatus is not critical. 

This test also illustrates another aspect discussed in the general section on wear test¬ 
ing, which is the need to develop unique methods to measure and control certain para¬ 
meters. Examples of this in the gas jet test are the measurement techniques for abrasive 
flux and abrasive particle velocity. These are both significant factors in the test and 
required development. A method for the former is presented and references to techniques 
developed for the latter are given in the ASTM standard, G76 (10-12). 

9.2.5. Vibratory Cavitation Erosion Test 

This test was developed to simulate the erosive wear caused by the formation and 
collapse of cavitation bubbles in applications associated with high-speed hydrodynamic 
systems. Surfaces of hydraulic turbines, pumps, propellers, and hydrofoils are exposed to 
this type of wear. This test has been used as a mechanism for studying cavitation erosion 
and has been used successfully in the selection and ranking of materials for applications 
where this type of wear is of concern. The test is illustrated in Fig. 9.17. The cavitation 
field generated at the surface of a vibrating specimen immersed in a liquid is used to 
generate wear. The wear surface of the specimen, which is submerged, is located close 
to the surface of the liquid, and an ultrasonic horn is used to vibrate the specimen. 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 










A Test Report for G76 



Material 

Type _ 

Composition 

Hardness _ 

Density _ 

Heat/processing treatment 


Specimen Number 

Initial roughness _ 

Preparation/cleaning procedures 


Particles 

Type _ 

Size distribution _ 

Shape _ 

Purity _ 

Source/method of manufacturing 


Test conditions 

Carrier gas 

Particle velocity and method of 
determination _ 

Beam orientation _ 

Particle flow _ 

Particle flux _ 

Temperature 

(particle/gas/specimen) 

Size/shape of eroded area _ 

Test duration _ 

Standard or nonstandard 
conditions 

/ / 

Test apparatus 

Description 

Calibration frequency 

Calibration material 


Reference material 

Type _ 

Description 


Erosion values 

Average 

Standard deviation _ 

(mm 3 /g of abrasive) 
(mm 3 /g of abrasive) 

Additional observations 

— 



Figure 9.16 Data and information that are to be reported with the ASTM solid particle erosion 
test. 
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A standard method for conducting this test is described in ASTM G32. The results of 
tests conducted with this procedure typically repeat within 20%. 

Like the solid particle erosion test, the standard cavitation erosion test method 
focuses on the control in the immediate wear situation and not the overall apparatus. 
In addition to specimen geometry, other influences on cavitation include the temperature 
and properties of the fluid, the frequency and amplitude of the vibration, and the pressure 
above the liquid (13-21). Also, the method of specimen attachment can influence the cou¬ 
pling of the ultrasonic vibration between the specimen and the horn and therefore effects 
the cavitation. The standard method requires control of the frequency and amplitude of 
the vibration, control of the specimen and the liquid, including its temperature, attachment 
of the specimen to the vibrator, and pressure over the fluid. Procedures and techniques for 
implementing the test are given, as well as cautions regarding some of the common pro¬ 
blems encountered with this type of test. Along with wear data, the method also requires 
the recording and reporting of additional information, including specimen characteriza¬ 
tion, test parameters (if the recommended standard ones are not used), identification of 
the liquid used, and observations of singular or unusual nature. The standard also specifies 
that tests on a reference material or materials should be done in any test program as a 
means of control. If nonstandard conditions are used, it provides a means of relating test 
conditions. Several reference materials are identified in the standard for this purpose. 

The wear produced in this test is directly measured as mass loss. By using the density 
of the wear surface and the dimensions of the standard wear specimen, mass loss is 
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converted to a wear depth, which is used as the measure of wear performance. The stan¬ 
dard method requires the reporting of the mass loss as well as the wear depth. The test 
method involves the generation of a wear curve (i.e., wear depth vs. time) by interrupting 
the test at appropriate intervals. Typical curves for wear and wear rate from this test are 
shown in Fig. 9.18. While these curves are generally nonlinear, their shapes tend to vary. 
Both the intervals and overall duration of the test are dependent on the materials being 
evaluated and the test conditions. If possible, the duration should be long enough 
so that a maximum wear rate is produced. If that is not possible, different test times 
should be used so that the materials compared reach the same depth of wear. The 
intervals also should be selected so that a well-defined curve can be established. In 
practice, this means that the test can range from a few to 10 or more hours. 

In several of the preceding tests, a wear curve was developed and fitted to some 
functional relationship. The best fit was then used to develop a single value that was used 
to compare wear resistance or quantify wear behavior. In the slurry abrasion test, for 
example, this was the wear rate after 2 hr. While it would be desirable to do something 
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Figure 9.18 The general forms of the wear curve and the curve for erosion rate as a function of test 
time obtained in the vibratory cavitation erosion test. (From Ref. 117.) 
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similar in the case of cavitation, there is no consistency of behavior between materials to 
make such an approach generally feasible. While some materials exhibit a maximum ero¬ 
sion or wear rate in the test, others do not. In addition, the shape of the wear curve 
appears to be sensitive to the manner in which the test is conducted. This range of 
behavior can be seen in Fig. 9.19. Thus, the standard requires the reporting of the wear 
curve itself and that material performance be compared in terms of the relationship of 
one curve to the other. In any individual study, the wear curves or wear behavior might 
be similar enough that a single parameter or value can effectively be used to rank 
materials. In this case, the maximum erosion rate in the test or the terminal erosion rate 
of the test might be useful indicators of relative wear behavior. 

This graphic comparison of wear behavior used in with this test is not as precise or 
desirable as the use of a single value to rank materials. However, it does illustrate the type 
of comparison that can be used and may be necessary to use in other wear studies or 
evaluations, where there is a wide range of behavior. In doing this type of comparison, 
there are certain conditions that tend to lead to confusion and errors in evaluations. 



B 



\ / 

Test Durations for Comparisons 


Materials 


Figure 9.19 Illustration of the two methods of comparison used with the vibratory cavitation 
erosion test. When the materials exhibit a maximum erosion rate in the test, the maximum erosion 
rate is used, as shown in “A”. For the case when there is not a maximum erosion rate in the test, the 
time used to develop the same wear depth is used, as shown in "B”. (From Ref. 117.) 
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For example, curves can cross. In such a case, the relative rankings of the materials 
change, depending on the region the ranking is done (e.g., before or after the intersection). 
Another example is when one material shows a decreasing wear rate, while another shows 
an increasing wear rate. This implies that an intersection is likely at some point, even if 
it did not occur in the test. In cases like these, direct application of the results to a situation 
is risky. In general, such results indicate that further study or additional information 
is needed before the results can be applied. Frequently, this can be done by extending the 
test long enough so that the overall behavior can be broken up into a short- and long-term 
region, each being characterized by a particular level or amount of wear and morphology. 
The concept is that these two regions can be related to initial and long range wear in 
an application. 

In effect, the ASTM standard for the cavitation test does that in terms of the guide¬ 
lines for test duration, that is, test until the maximum erosion rate is achieved (long-term 
behavior) or test to common wear depth. The magnitude of the wear depth that is used 
would depend on the application that is being considered. These concepts are illustrated 
in Fig. 9.19. In general, when the use of a graphic comparison is needed because of the 
varied nature of the materials wear behavior, more extensive testing and careful consi¬ 
deration of the application are required. An alternate approach is to use another test to 
simulate the application, one in which the ambiguity does not occur. 

9.2.6. Block-on-Ring Wear Test Using Wear Volume 

The basic configuration of this test is shown in Fig. 9.20. It is one of the more commonly 
used test configurations to study sliding wear and to rank materials in terms of resistance 


Test Block Cytlndricatly 
Seated for Uniform 
Load Distribution Over 
Entire Line Contoct Area 



Test Ring 


Rotation 


Friction Force at Line of 
Contact Directly Transmitted 
to Load Pick-Up 


Load cell. 
Friction Pick-Up 


Figure 9.20 Schematic of a block-on-ring sliding wear test. Transducer to measure friction is not 
always part of apparatus. 


Another test method using this general configuration and wear rate is discussed in Sec. 9.2.16. 
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to sliding wear. While both the block and ring can wear in this test, the test is primarily 
used to evaluate the wear of the block material. This same test configuration has been used 
to evaluate lubricants (22). The methods of conducting the test, the data obtained, and the 
methods of analysis used are different for lubricant evaluations and wear studies. How¬ 
ever, many of the aspects associated with control are the same. The test itself can be con¬ 
ducted under a variety of conditions of load, speed, lubrication, and even environments. 
When this test is used to rank materials, the ring material is typically fixed and the block 
material is varied. However, the wear of the block, which tends to experience the most pro¬ 
nounced wear in the test, can be influenced by the material of the ring. As a consequence, 
when used to rank individual materials for an intended application, the ring material 
should be one of the materials used in the application. If not, the correlation between test 
rankings and field performance is likely to be poor. Also, in relating wear behavior in the 
test to wear behavior in an application, it is necessary to consider the wear on the block 
and the ring, not just the wear on the block. When this is done and the test conditions 
provide good simulation of an application, material rankings obtained with this test have 
been found to correlate with field experience (23). 

An ASTM standard for wear testing using this type of test has been developed 
(ASTM G77). These provide guidelines for conducting the test and analyzing and 
reporting data. Interlaboratory test programs using the procedures of ASTM G77 have 
indicated that the intralaboratory coefficient of variation for the block wear volumes is 
typically 20% for metals. The interlaboratory variations are larger, 30%. For some 
materials and test conditions, coefficients in the range of 10% have been obtained. 
The coefficient for ring volume tends to be significantly higher than those obtained 
for the block (e.g., two times higher). The coefficients of variation can vary with mate¬ 
rials and test parameters. For example, with some plastics and short test times intra 
and interlaboratory coefficients of variations in the range between 30% and 60% have 
been found. For lOx longer tests, these coefficients reduce to the order of 10%. The 
variation associated with this test is partially the result of the sensitivity of this type 
of wear to a large number of parameters. It is also the result of measurement accuracy. 
The coefficient of variation for the width of the wear scar on the block, which is 
directly measured in the test and used to compute the volume, is significantly less 
(e.g., they are in the range 5-20%). However, for the geometries of the test, wear 
volume is related to the square of the width, which results in larger coefficients for this 
measure. For the ring, wear volume is determined by measuring a small change in a 
large mass. Because of the large variation associated with wear volumes in this test, 
it is generally recommended that several replicates (e.g., three or four tests) be done 
when using it to rank material pairs. 

The basic test method is to press the block against the rotating ring and the wear on 
both the block and ring is measured after a specified number of revolutions. On the block, 
a cylindrical groove is generated as a result of the wear. The volume of the wear is deter¬ 
mined by first measuring the width of the groove and to use this to calculate the volume. 
The geometrical relationship and the equation are shown in Fig. 9.21. The volume of wear 
for the ring is determined by mass loss and converted to volume loss by means of the 
density of the ring. While the standard test method does not specify a load or test dura¬ 
tion, it does require a single load and number of revolutions be used when evaluating 


ASTM G176 is a specific version of this method for plastic. 
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Figure 9.21 Method for determining the block wear volume from a measurement of the width of 
the wear scar. (From Ref. 118.) 


materials. The number of revolutions and load used is to be reported with the wear volume 
measurements. The wear volumes are then used to rank materials in terms of their 
wear resistance. In addition, the standard test method requires friction measurements 
at the beginning, during and at the end of the test. 

Elements of control are a significant portion of the standard test method. Principal 
areas of concern are apparatus construction and design and specimen geometry and pre¬ 
paration. Like the dry and wet sand tests, the overall construction of the apparatus can 
influence the results, through such aspects as dynamic characteristics, stiffness, ability to 
maintain alignment under dynamic conditions, to name a few. To control these factors, 
specific dimensions and tolerances are specified for critical elements, such as concentricity 
of the ring, specimen geometry, and bearings. Beyond this, the standard also specifies 
that a standard test be run to qualify a particular apparatus. This standard qualification 
test is found in ASTM’s D2714. 

Since the test can be performed with a wide variety of materials with different surface 
conditions, specific details regarding specimen preparation and cleaning are not provided. 
It is pointed out that this mode of wear can be very sensitive to the presence of surface 
contamination, surface composition, roughness, and oxide layers, and therefore these 
elements need to be controlled. It is pointed out that characterization of surfaces by 
such techniques as scanning electron microscopy (SEM) and electron dispersive x-ray 
(EDX) might be appropriate. If a lubricant is being used in the evaluations, appropriate 
control of the lubricant and method of lubrication is also needed. 

The standard also prescribes specific procedures to be followed in the test as an 
additional means of providing control. For example, instructions as to how to handle 
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Figure 9.22 Black wear scars—conditions found in the block-on-ring test, “a” shows an ideal scar, 
“b” shows a scar with nonuniform edges as a result of galling and deformation, “c” shows the 
condition associated with crowned specimens and “d”, misaligned specimens. (From Ref. 119, 
reprinted with permission from ASTM.) 

the specimens once they are prepared are given, as are procedures for applying the load 
and bringing the ring up to speed. The user is also instructed to examine the shape and 
morphology of the wear scar on the block, pointing out features that should be 
observed and what actions should be taken if they are found. For example, micrographs 
in Fig. 9.22 show the effect of misalignment between block and ring, as well as an 
out-of-flatness condition on the block. When these conditions occur, the test should 
be rerun. 

Also, evident in one of the micrographs (Fig. 9.22b) is an example of the effect that 
galling and plastic deformation may have on the appearance of the wear scar. This type of 
phenomena is a frequent characteristic of this test, particularly when a lubricant is not 
used and for certain types of materials and material pairs. These phenomena can distort 
the definition of the edges of the wear groove. When this distortion is small or moderate, 
as is shown in the micrograph, it is possible to estimate the true edge with sufficient accu¬ 
racy for a valid test. Sometimes the distortion is so severe that this cannot be done, and a 
milder form of the test should be considered for evaluating the materials. This might 
involve using a lighter load, slower speed, and shorter duration. Even if this type of phe¬ 
nomena does not prevent accurate measurement of the edges, their significance in terms of 
simulation should be considered. If such phenomena are not relevant to the application, 
the test conditions should be modified to achieve better simulation. As a rule of thumb, 
the more “wear resistant” the category of the materials tested, the higher the loads and 
speeds that can be used without experiencing these types of phenomena. For example, 
higher loads and speeds can be used when ceramics or hardened steels are being evaluated, 
than when plastics or softer alloys are tested. 

An extensive amount of information and data should be recorded and measured 
with respect to the test. The list of data that the standard recommends be reported with 
the test is shown in Fig. 9.23. This includes friction data. Comparison of friction behavior 
in repeated tests can be an indicator of the amount control in the test, as has been 
discussed. 

While the test method allows the investigator to select parameters to best simulate 
the application, there are some features that potentially limit the degree of simulation that 
can be achieved. Since the block experiences significantly more rubbing than the ring, the 
test is limited in terms of its ability to simulate the relative amount of wear between the 
pair of materials. It is also a unidirectional test. The test also is one in which the contact 
pressure varies through the test. Initially, the contact can be described as a Hertzian line 
contact. Small contact area, high stress and significant subsurface stresses characterize this 
type of contact. Once a wear groove is formed in the block, it becomes a conforming 
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A Format for Reporting G77 Data 

Test parameters 

Block material and hardness 
Ring material and hardness 
Initial and Final roughness: Block 

Ring 

Ring rpm 
Lubricant 
Test load 
Test distance 
Number of duplicates 
Results 

Block scar width 
Block scar volume 
Ring weight loss 
Ring scar volume 

Final dynamic coefficient of friction 
Optional information 
Block weight loss 
Ring heat treatment 
Block heat treatment 
Lubricant composition 

Initial static and dynamic coefficients of friction 
Unusual conditions 


Figure 9.23 A format for reporting block-on-ring test data. 


contact. With this change, the stress system changes and the overall stress level decreases. 
As the wear increases, the area of contact continues to increase and the stress level 
continues to reduce. Since stress can influence wear, this characteristic can limit the degree 
of simulation that can be obtained with this test. For example, this aspect of the test could 
be a factor in the degree of correlation that can be obtained with conforming contact 
applications, such as with thrust bearings. 

Because of this aspect, wear rate tends to change its wear progresses with the result 
that a wear curve for this test configuration tend to be generally nonlinear. This results in 
the requirement that a single test duration be used for comparing materials. While this 
approach to the problem of nonlinear behavior has been found to be effective in material 
rankings with this test, it is not the only approach or the most complete approach that 
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can be taken. An exposure that is associated with this approach is that if the nonlinear 
behavior or relationship varies with material pairs (24), it is possible to obtain different 
rankings with different test duration. This is because the wear curves can cross 
(Fig. 8.7). An alternate approach would be to develop a wear curve and base comparison 
on this, such as done in the standard liquid cavitation test. Since wear rates tend to become 
stable or quasistable (slowly decreasing) in this test, another approach is to use long-term 
wear rate, such as done described in Sec. 9.2.16. 

To address this concern and other limitations, variations in the test procedure and 
parameters may be necessary. In such cases, the practices of the standard test can be 
used as guides as to what to control, how to insure a valid test, etc. For the nonlinear 
relationship problem, tests for two different durations can be performed to insure that 
the same type of relationship occurs for the different pairs. To better characterize the 
wear behavior of a pair of materials, tests interchanging block-and-ring materials can 
be performed. The tester can also be modified to provide oscillatory motion of the 
ring and thereby to provide better simulation to applications which are not unidirec¬ 
tional or which have different relative amounts of rubbing than that provided by the 
standard test. 

As with several of the other tests the block-on-ring test may provide a ranking of 
materials for an application, but it does not provide an absolute measure of the wear 
performance in that application. Also, with the block-on-ring test, the relative separation 
in the rankings obtained in the test and in the field may not be the same. For example, 
a relatively large difference in performance in the test, perhaps a factor of two times, 
could be much less in the application (e.g., only 10% or 20%). Conversely, a relatively 
small difference in the test could correlate to a very large change in performance in the 
application. This lack of correlation is because of the nonlinear nature of the wear behavior 
that tends to be characteristic of this test. Finally, changing the test parameters can 
influence this type of correlation between the test and application. 

9.2.7. Crossed-Cylinder Wear Test 

This is a test that has been used to rank material pairs in terms of their resistance to sliding 
wear. It has been used for a number of years in industry, principally to evaluate tool steels 
and hard-surfacing alloys. Procedures and parameters used by the different laboratories 
tend to vary although a standard practice has been developed and issued as ASTM G83 
for this type of test. The basic configuration of the test is shown in Fig. 9.24. One cylinder 
is held stationary and the other is pressed against it and rotated. The basic concept is 
to rank materials in terms of the wear produced after a fixed number of revolutions. Wear 
is directly measured by a mass loss technique but converted to volume loss for comparison. 
Studies, which used the standard practice, have shown that the coefficient of variation 
for intralaboratory test is within 15%, and for interlaboratory tests, 30%. 

Unlike the block-on-ring procedure, which allows considerable flexibility in terms of 
test parameters and materials evaluated, the standard test method for the crossed-cylinder 
test is specific in terms of test parameters and limited in terms of the materials for which it 
can be used. The test is designed for unlubricated evaluations of metals but other materials 
are allowed, if they are sufficiently strong and stiff so that the specimens do not deform, 
fracture, or significantly bend under the load conditions specified. In general, this would 
exclude polymers. The standard test method has three procedures, which differ in terms 
of speed and duration to address different levels of wear behavior. Procedure A is the most 
severe test and is recommended for the most wear resistant materials. Procedure B is a 
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shorter version of A, which can be used for less wear resistant materials that exhibit 
sufficient wear in the shorter period of time. Procedure C is a milder test (i.e., lower speed), 
that is run for a fewer number of revolutions. This was developed for the evaluation of 
materials that exhibited such severe wear under the conditions of A or B that valid or 
useful comparisons could not be made. This could be because of excessive heating under 
the more severe conditions, extensive galling or adhesion, which would influence the accu¬ 
racy of the measurement technique, or complete wear-through of surface treatment layers. 
The selection of which procedure to use therefore depends considerably on the nature of the 
materials and associated wear behavior. It is possible that more than one procedure might 
be acceptable; however, the ranking and comparison of materials should be confined to 
within one test procedure. Inferring the relative behavior of materials in one test procedure, 
based on relative behavior in another, should not be done for several reasons. For example, 
using results from procedure C with results from either of the other procedures to establish 
a ranking should not be done, since the test conditions are different and their effect on 
material behavior is generally not known. Also, since the nature of the wear curves in this 
type of test tends to be of a variable, nonlinear nature, cross-comparison between proce¬ 
dures A and B may not be valid, even though load and speed conditions are the same. 

This test method does not provide much flexibility in terms of providing simula¬ 
tion since there are only two speeds allowed. Basically the test simulates high-speed, 
dry sliding wear. The user of the test has to decide first of all whether or not the appli¬ 
cation can be described in those same general terms. If the answer is yes, the test pro¬ 
vides first-order simulation. Second-order simulation would depend on the similarity of 
the standard test parameters and those of the application and the sensitivity of the 
materials to any differences in those parameters. Because of the unique geometry of 
the test, which is complicated by the wear of both cylinders, it is generally not possible 
to make an a priori judgement regarding second-order simulation. Therefore, compar¬ 
ison of wear scar morphology from the test with that from the application is one 
way of deciding on the degree of simulation and the likelihood of good correlation 
between the test and application. Similarity in the appearances generally implies that 
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there should be correlation, even though there might be differences in specific values of 
the parameters. 

The primary intention of the test is to characterize the wear resistance of self-mated 
pairs. In this case, the total volume of wear (i.e., the sum of the wear volumes obtained 
from the stationary and rotating member) is used as the measure of wear resistance. 
The test method allows testing with dissimilar metals as well, in this case the wear volume 
for both specimens should be reported separately. In addition, the method requires two 
tests with the dissimilar couple, with the position of the materials interchanged in each test. 
The sum of the wear volume obtained as the stationary and rotating specimen is reported 
and can be used to compare with self-mated behavior. 

In addition to the quantitative measurement of wear, the test procedure requires that 
the worn specimens be examined for features that might make the test invalid, such as 
evidence of transfer, deformation, or distortion. If any of these occur to a significant level, 
the test is to be considered invalid and the test should not be used to evaluate the wear 
resistance of those materials. 

Specimen preparation, cleaning, measurement procedure, as well as dimensions 
and tolerances of critical elements of the apparatus, are covered in the ASTM standard. 
In the block-on-ring test, a key element is the alignment of the block in the axial direc¬ 
tion of the ring and considerable details as to how to insure proper alignment are pro¬ 
vided in that standard. In the crossed cylinder wear test, however, the alignment 
criteria is not as critical, since it is a point contact but concentricity and run-out are 
major factors. Consequently, the test method provides considerable detail and com¬ 
ments regarding the needed tolerances and recommends specific chuck designs. It also 
identifies a qualification test and acceptance criterion to insure adequate performance 
and procedures. 

There are several elements in this test that are similar to those in the block-on- 
ring test. One feature is that in both tests, the stress level decreases with duration and 
wear. A second feature is that the wear curves associated with both of these tests tend 
to be nonlinear and of a varying nature. A third similarity is that both involve the 
wear of two surfaces or bodies. To address the first two elements, both test methods 
employ the same general approach (i.e., using fixed numbers of revolutions to rank 
materials). Consequently, the general problems discussed regarding the extrapolation 
of block-on-ring test results to absolute performance in an application are the same 
for the crossed-cylinder test. The limited range of test parameters and the use of total 
wear to characterize the material couple further complicate the situation with the 
crossed-cylinder test. The more dissimilar the test and application conditions are, 
the less likely that relative rankings will be applicable. When there is only first-order 
simulation, only large differences in test results should be considered significant. 

Another interesting observation with both of these tests is that the scatter asso¬ 
ciated with interlaboratory results are noticeably higher that with intralaboratory tests. 
This suggests a bias between laboratories with respect to the test but not lack of control. 
Such a bias could be attributed to slight but consistent variations in procedures or am¬ 
bient environments. Slight variations in the testing apparatus (e.g., in design and constru¬ 
ction, alignment, load control, and vibration) also can be factors. Assuming this is the 
major factor, the studies done in terms of these two tests suggest that these types of 
machine variations can cause 10-15% scatter in sliding wear behavior. Of course much 
larger variation can result with poorly designed and built apparatuses. This in turn 
emphasizes the need for proper design and construction of wear apparatuses if minimal 
scatter is to be achieved. 
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9.2.8. Pin-on-Disk Wear Test 

This is another configuration that has been used extensively to study wear and to rank 
materials. It is viewed as a general test that can be used to evaluate the sliding wear 
behavior of material pairs. Its correlation with an application depends on the degree 
of simulation that the test parameters have with those of the application. The basic con¬ 
figuration is shown in Fig. 9.25. A radius-tipped or flat-ended pin is pressed against a 
flat disk. The relative motion between the two is such that a circumferential wear path 
on the disk surface is generated. Either the pin or the disk can be moving. The test para¬ 
meters that have been used with this test vary. The ASTM standard for this test, ASTM 
G99, which does specify the use of a rounded pin, does not specify specific values for the 
parameters, but allows those to be selected by the user to provide simulation of an appli¬ 
cation. The parameters that can vary include size and shape of the pin, load, speed, and 
material pairs. The test can also be done in a controlled atmosphere and with lubrica¬ 
tion. Like the block-on-ring and crossed-cylinder tests, stress levels in the rounded pin 
version of this type of test change during the course of the test as a result of the wear. 
Consequently, the relationship between wear and duration or amount of sliding tends to 
be nonlinear. For material ranking and comparison, the ASTM standard recommends 
measuring the wear on both members after a fixed number of revolutions. It is also 
recommended that with dissimilar pairs of materials that two tests be performed with 
the materials changing positions in the test. The standard allows the use of wear curves 
for comparison. This is particularly useful if nonlinear behavior is to be taken into 
account. When this approach is used it specifies that new specimens are to be used 
for each data point on the curve. The test should not be stopped for intermediate wear 
measurements and restarted because of potential problems with alignment, disturbance 
of debris and surface films, and introduction of contamination. 

With flat-ended pins, an additional concern is initial alignment. In such a case, it is 
necessary to allow the specimens to wear-in (so that uniform contact is achieved) before 
useful data can be obtained. This is illustrated in Fig. 9.26. The block-on-ring test has 
a similar problem associated with alignment in the axial direction of the disk. With this 
type of pin, the duration has to be long enough so that the wear-in wear is negligible 
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Figure 9.25 Diagram of pin-on-disk test and cross-sections of pin shapes used with this type of 
test. With curved surfaces wear is generally confined to the curved region. 
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Figure 9.26 Misalignment in the pin-on-disk test when a flat pin is used. “A”, initial; “B”, after 
wear-in. 

in comparison to the final wear, if final wear volume is to be used as the measure of wear 
resistance. An alternative approach is to use wear rate in which case the test has to be long 
enough so that a stable wear rate is obtained. Because it eliminates the alignment problem, 
a rounded pin is the preferred configuration. With a rounded pin useful wear data can be 
obtained after small amounts of sliding and thereby provide a continuous curve. If the 
pin is flat-ended, this would not be possible since the initial portion of the wear curve 
would be strongly influenced by the misalignment between the pin and the disk. 

The ASTM test method allows both geometrical and mass loss methods for deter¬ 
mining wear but in either case the measurement should be converted to volume loss for 
reporting. With mass loss, this is to be done by dividing the mass loss by the density. With 
the geometrical approach, this is done by converting a measured linear dimension, to a 
volume using the appropriate relationship for the geometry of the wear scar. For example, 
in the case of negligible wear on one member and a spherical-ended pin, the width of 
the wear scar can be used to compute the volume by means of the following equations: 


k IF 4 . 

V = — x —— pm wear 


(9.3) 



(9.4) 


disk wear 


where V is the volume of wear; W is the width of the flat on the pin or the width of the 
wear track on the disk; D is the radius of the wear track; R is the spherical radius of 
the pin. In both cases, the wear scar is either the volume of a spherical cap of cord W 
(pin wear) or a groove whose profile is a circular section of cord W (disk wear). This is 
shown in Fig. 9.27. For situations in which there is wear on both surfaces or in which 
the radius end of the pin is not spherical, similar relationships have to be identified or 
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Figure 9.27 Wear scar cross-sections in the pin-on-disk test with a spherical-ended pin. “A” shows 
the situation when there is a negligible wear on the disk; “B”, negligible wear on the pin. 
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Figure 9.28 Overlay technique to determine pin wear depth when there is significant wear on the 
disk. “A” is the profilometer trace over the center of the spherical surface before the test; “B”, the 
trace over the same location after the test. “C” shows “A” and “B" overlaid to determine the depth. 


developed. In these cases, wear depth rather than width might be the best direct measure¬ 
ment of wear. For the pin, profilometer traces before and after wear can be used to deter¬ 
mine depth by means of an overlay technique illustrated in Fig. 9.28. For the disk, 
a profilometer trace across the wear scar can be used. This is shown in Fig. 9.29. Once 
this is done, appropriate geometrical relationships or numerical methods can be used to 
determine wear volumes (37,112). More examples of this geometrical approach can be 
found in the design and problem solving examples in EDW2E. 

While this geometrical technique is more complex than the mass loss technique, it is 
often a more sensitive technique when small amounts of wear are involved, as may occur 
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Figure 9.30 


Illustration of a technique to estimate wear depth when transferred material is present. 


in this test. Also in this test, as well as in the two previous ones for sliding wear, transfer 
can occur to such a degree that ability to accurately measure the wear is greatly decreased. 
Sometimes transfer is so great that the test is an invalid method for ranking materials. 
With proper interpretation of profile measurements, however, it is sometimes possible 
to distinguish build-up from wear so that a valid result can be obtained. An example of 
such an interpretation is shown in Fig. 9.30. 

The ASTM standard method addresses specimen preparation, cleaning, tolerances, 
loading, and measurement techniques. It also requires that the wear volumes of both mem¬ 
bers, test conditions, a complete description of the materials involved, and the preparation 
and cleaning procedures used should be reported. Test parameters should include load, 
speed, temperature, roughness, dimensions, and shapes. It also recommends that the 
coefficient of friction be measured in these tests and that these values be reported. Initial 
and final values for the coefficient of friction should be given and any significant changes 
during the test should be noted. 

The test method also provides specific cautions. For example, it is pointed out that 
while the test can be performed with the disk either horizontal or vertical, the results can 
be different. The reason for this is that in the vertical position wear debris can be removed 
from the system by gravity, while in the horizontal position it cannot. It also advises 
against the use of wear measurements made with continuously monitoring transducers. 
Transfer films, wear debris, and thermal effects can influence such measurements, and, 
as a result, be erroneous. The method, per se, does not specify either the magnitude or 
the method of loading, but it is pointed out that the method of loading can be a factor 
in the wear. For example, differences have been observed between tests that have used a 
dead weight loading method and those which have used a pneumatic method. This is 
attributed to differences in the stiffness associated with these approaches and the presence 
or absence of significant vibrations. 

Interlaboratory test programs have been conducted for this test method. These stu¬ 
dies have shown that when the procedures and techniques of the standard are followed 
intralaboratory tests should be repeatable within 20%. If tests do not repeat within that, 
it is recommended that some investigation should be done to determine the reason for the 
increased scatter. Possibilities are apparatus problems, poor discipline in performing 
the test, or variations associated with the materials used. Interlaboratory variation is of 
the order of 40%. Both of these variations are similar to those associated with the 
previously discussed tests for sliding wear. This difference in the coefficient of variation 
between intra- and interlaboratory implies that machine-to-machine differences can 
contribute significantly to wear behavior. 
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Correlation with an application is dependent on the simulation associated with the 
test parameters. The usual techniques for addressing simulation need to be pursued 
(e.g., comparison of wear scar morphology, selection of loads and speeds, etc.). 
Acceleration can be associated with this type of test as well and the actual degree depends 
on the relative values of the parameters. However, very little acceleration may be asso¬ 
ciated with test conditions that provide good simulation. Any attempts to provide 
acceleration should be investigated carefully. 

9.2.9. Test for Galling Resistance 

Galling is a severe form of wear characterized by macroscopic material transfer and 
removal or formation of surface protrusions. It generally occurs in sliding systems, which 
move slowly or intermittently and are either poorly lubricated or not lubricated. Seals, 
valves, and threaded components are examples of applications, which often exhibit this 
type of wear. However, it can also occur in gears and bearings under heavy loads. ASTM 
G98 is a standard test method for ranking material pairs in terms of their resistance to 
galling. It is an accelerated test in that the conditions of the test were selected to promote 
galling and not to provide a simulation of an application. Generally, the rankings 
that have been obtained with this test have been found to be useful guides in selecting 
material pair for applications, which are prone to galling (25,26). 

The basic test configuration is shown in Fig. 9.31. It consists of a flat-ended cylinder 
pressed against a flat surface. The test is performed by slowing rotating the cylinder 
through 360° and then separating the two members. The surfaces are visually examined 
for evidence of galling. If there is none, the test is repeated with new surfaces at a higher 
load. If there is evidence of galling, the test is repeated at a lower load. This procedure is 
followed until two load levels bracket the occurrence of galling and the load midway 
between the two is used to calculate what is called the threshold galling stress. This is used 
to rank the material pairs. The higher the stress, the more galling resistant the pair. 

The size, flatness, and roughness of the specimens and maximum load intervals are 
specified. The speed of rotation in the test is controlled by specifying the duration of the 
rotation. The method allows the use of any apparatus that can maintain a constant load to 
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Figure 9.31 Configuration of the test for galling. 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 



A Format for Reporting G98 Data 


Materials Button 

Block 

Specimens Preparations and 

cleaning 

Procedures 

Initial roughness 

Environment Atmosphere 

Temperature 
Humidity 

Test system description 

Test conditions Interval 

Rotation time 

Threshold galling stress for couple 
Unusual conditions 


Composition 
Hardness 
Heat treatment 
Composition 
Hardness 
Heat treatment 


Button 

Block 

Button 

Block 


Figure 9.32 Data to be reported in the ASTM test for galling. 


the accuracy required, provide proper alignment, and rotational control. Since galling is 
an adhesive phenomena, proper cleaning of the specimens is a critical factor in this test 
and this is emphasized in the test procedure. The information that should be reported with 
results is shown in Fig. 9.32. The method also provides guidance as to how to examine the 
surfaces for evidence of galling. Examples from this test are shown in Fig. 9.33. 

This test is an example of one in which the appearance of the worn surface is used to 
evaluate the wear resistance of materials. When such an approach is used, it is necessary to 
define the type of technique to be used in evaluating the appearance. One aspect of this is 
magnification. Different techniques could enhance or degrade the identification of certain 
features and variations in precision would result. In addition, different techniques might 
be sensitive to different aspects of the phenomena and in effect would result in varying 
criteria. To address these concerns, the test method specifies unaided visual inspection for 
determining whether or not galling has occurred. While qualitative approaches, like the 
one used in this test, are more subjective than quantitative approaches and as a result tend 
to be less precise, they can be effective and consistent. Good inter and intralaboratory 
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Figure 9.33 Examples of wear scars produced in the test for galling. “A” shows examples of sur¬ 
faces exhibiting galling in the test. “B” shows the results of a test sequence used to determine the 
galling threshold. (From ASTM G98, reprinted with permission from ASTM.) 


reproducibility has been found in interlaboratory testing done for the development of 
the ASTM standard. Experience has shown that a 5-10 kpsi difference in the galling thre¬ 
shold stress is needed before a difference in field performance is observed. Interlaboratory 
testing programs, utilizing this standard method, generally have shown repeatability 
within that range. 

9.2.10. Rolling Wear Test 

A configuration that has been successfully used to address rolling wear is illustrated in 
Fig. 9.34. Basically, it consists of a pair of driven rollers pressed against one another. 
The typical procedure is to visually monitor the condition of the roller surfaces and deter¬ 
mine the number of cycles for a selected level of surface damage to occur. This could be the 
appearance of cracks, surface texture change, or spalls. Figure 9.35 illustrates examples of 
this type of damage and wear. These tests are usually quite long, extending for days or 
weeks and inspections are done on a periodic or scheduled basis. This is another example 
of the use of appearance criteria in a wear test. The longer the number of cycles, the more 
resistance the pair is to rolling wear. 

Critical elements of this test are control of the surface velocities of the two rollers, 
alignment of the rollers, and geometrical tolerance of the rollers. With respect to the last, 
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Figure 9.35 Examples of wear produced in a rolling test. “A’' shows various stages in the forma¬ 
tion of a single spall. “B” shows the appearance of the surface of a roller with extensive spalling. 
(“A” from Ref. IB, reprinted with permission from NLGI; “B” from Ref. 27, reprinted with 
permission from Penton Publishing Co.) 
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Figure 9.36 Configuration of a rolling wear test in which curved rollers are used. 

particular attention has to be paid to the edge conditions of the rollers so that a significant 
stress concentration condition does not occur. This means that the edges of rollers should 
be well rounded. Use of rollers of the same length can help to minimize this exposure, as 
well. Another approach that has been used is to use slightly curved or crowned rollers, 
as is shown in Fig. 9.36. This type of test has been used to address conditions of pure 
rolling, in which case the surface velocities of the two rollers must be identical. In addi¬ 
tion, the test has also been used to address conditions of mixed rolling and sliding. In this 
case, the relative velocities must be controlled so that the proper ratio of sliding to rolling 
is achieved and maintained. There are two elements to controlling the velocity; one 
element is the rotational speeds of the two rollers. The other is the radius of the rollers. 
In addition, control of the preparation and cleaning of the rollers are important, as well 
as the consistency and uniformity of the materials and lubrication, if used. 

This test has been used for the evaluation of material pairs for rolling applications 
such as gears, cams, roller bearings, and ball bearings. In these types of applications, 
additional forms of wear might also be present. For example, different regions of gear 
teeth are exposed to different modes of wear. Rolling predominates along the pitch line, 
while sliding predominates at other locations along the tooth profile. Nonetheless, 
generally good correlation has been found between this test and actual performance 
for those regions where rolling is the major characteristic. One way in which this type 
of test has been used is to develop data in conjunction with a model for rolling wear 
(27,28). The basic concept of that model is that there is a power law relationship between 
the number of cycles to failure and the stress level under which rolling takes place, as per 
the following equation: 

V = X (I)' (9.5) 

N is the number of cycles to failure at stress level S and N 0 is the number of cycles to 
failure at stress level S a . The parameters of the model that need to be determined experi¬ 
mentally are N a and n. This can done by performing a series of tests at different stress 
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Figure 9.37 Examples of the relationships between stress and number of revolutions obtained in 
rolling wear tests with different materials. (From Ref. 27.) 


levels and determining the number of cycles to failure for each of the stress level. By fitting 
these data to Eq. (9.5), the values can be determined or a curve defined that represents that 
type of equation. Examples of several curves characterizing pairs of materials are shown in 
Fig. 9.37. This is a log-log plot and Eq. 9.5 is a straight line on such a plot. Consequently, 
a minimum of two tests at different stress levels is required to define the parameters. 
It is generally desirable to do repeated tests and ones at additional stress levels. The 
differences in stress levels and number of repetitions should be large enough that a good 
estimate of n can be obtained. Changing geometry, size, or load can vary stress level. 
However, it is usually more convenient and preferred to perform tests at different loads, 
since specimens can then be made to a single size and shape. Changing size and shape 
may introduce or change other factors, particularly the amount of slip and alignment, 
which can result in increased variability or scatter. 

The same basic test and procedure is used with different amounts of sliding intro¬ 
duced. Examples of curves obtained for these mixed conditions are shown in Fig. 9.38. 
Again, the data are fitted to Eq. (9.5). In general, different values of N a and n are obtained 
for different percentages of sliding. The percentage of sliding is defined as 

% Sliding = 2x x 100% (9.6) 

where V\ and V 2 are the surface velocities of bodies 1 and 2, respectively. At some 
percentage of sliding, the morphology of the wear changes to one more characteristic of 
sliding wear (e.g., scratches, scuffed appearance, adhesion, etc.). This would represent a 
limiting value for the rolling wear model. This transition point can be established by 
performing tests at different percentages of sliding and looking for this type of change 
in morphology. Since the value of this transition point can vary significantly with materials 
pairs (e.g., 9-300%), it is often of engineering significance. 

Testing in this fashion (i.e., to determine values of parameters of a model) provides 
the test with the element of being able to determine absolute performance, as well as accel¬ 
eration. Eq. (9.5) can be used to predict or project actual performance if the stress level in 
the application is known. Acceleration is provided by being able to define N 0 and n in 
shorter periods of time by performing tests at stress levels above those in the application. 
For the simulation of application, it is important to insure that the stress levels in the 
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Figure 9.38 Examples of the relationships between stress and number of revolutions obtained in 
rolling tests involving slip. (From Ref. 27.) 


test remain in the same range as that of the application. Generally, this means that the 
loads used in the test should result in stresses in the elastic range. If the test loading is 
such that plastic deformation occurs, the test method is not valid. This can be a practical 
problem for some materials, like thermoplastics. For these materials, stress levels required 
to avoid creep or deformation might result in very long test times and it may not be a 
practical way to evaluate these materials. 

9.2.11. Reciprocating Pin-on-Flat Test (Oscillating Ball-Plane Test) 

Generically this test is very similar to the pin-on-disk test and used for the same purposes. 
It differs only in the type of motion. The generic features of a reciprocating pin-on-flat or 
ball-plane test are shown in Fig. 9.39. One difference between the flat and disk tests is the 
shape of the flat member of the contact. In the pin-on-disk, it is a disk to accommodate 
rotation, while with the flat and plan test configurations, it is normally a rectangular block 
or flat specimen. However, the fundamental difference is with the type of motion that each 
provides. The motion is generally unidirectional at a constant speed in the pin-on-disk 
test. In the pin-on-flat test and ball-on-plane test, there is a reversing of the direction of 
sliding and the speed may vary throughout the cycle. One of the consequences of the 
change in directions is that each cycle contains acceleration and deceleration portions, 
an element that is not present in the pin-on-disk test. The velocity profile tends to vary 
with different apparatuses and depends on the nature of the drive mechanism used. For 
example, the profile is sinusoidal if a rotating eccentric is used. If a linear stepper motor 
is used, it would have a square wave profile. These differences in the motion can influence 
wear behavior for a variety of reasons including the influence of debris, build-up of trans¬ 
fer and third-body films, lubrication, and fatigue wear mechanisms (which can be influ¬ 
enced by stress reversals). Consequently, the motion in one type of test could provide 
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Figure 9.39 Configuration of reciprocating pin-on-flat test, using a spherical specimen as the 
“pin”. The shapes used for the pin are the same as with the pin-on-disk test. (See Fig. 9.25.) 


better simulation for an application than the motion in the other type. While this potential 
exists and must be recognized, it generally does not appear to be a major factor. Both tests 
have been used effectively to address wear concerns in both unidirectional and oscillatory 
applications. 

It is also desirable to measure friction in conjunction with a pin-on-flat or ball-on- 
plane wear test, as it is with the block-on-ring and pin-on-disk tests. Therefore it is a good 
practice to incorporate this capability into these types of apparatuses. Many of the ones 
described in the literature (29) have this capability. One advantage or use of these 
oscillating tests is that its oscillatory nature makes it suitable for the simulation of fretting 
or fretting corrosion situations. This is done by reducing the amplitude of the motion 
to the range of associated with fretting (30,31). 

Like with the pin-on-disk test, these reciprocating tests can be used to rank material 
pairs in terms of wear resistance. ASTM G133 describes a standard test method for such a 
purpose, which utilizes a sphere or spherical-ended pin. Like the ASTM test method for 
pin-on-disk, ASTM G99, wear volume after a fixed amount of exposure (number of cycle) 
is used. The coefficients of variation from interlaboratory test programs are between 20% 
and 30% within a laboratory and about 50% between laboratories. This test method and 
ASTM G99 (pin-on-disk test) are useful guides for conducting these types of tests. The 
ball-plane test has also been used in a different manner to address engineering wear situa¬ 
tions (30-35). With these uses the same methods for providing control apply but with 
some modifications that are associated with the taking and analysis of the data. However, 
the measurements made and the analysis techniques tend to be different for these two uses. 
If the standard method is used, the volume of wear generated after a specified amount of 
sliding is used to rank the material pairs (with the caution that the wear curves in these 
tests are frequently nonlinear). In the engineering use, a linear wear dimension (e.g., such 
as scar width or depth) is often used and a wear curve developed, rather than a single 
measurement. 

The following is a description of a method that can be used for engineering evalua¬ 
tions with a ball-plane test and extended to the pin-on-disk test as well. In addition, 
some elements of this approach can also be applied to the block-on-ring test. In many 
of the engineering applications of this test, the primary wear measure is the depth of the 
wear scar. This is usually determined by means of a profilometer measurement. Fig. 9.40 
shows typical traces for the ball and the plane. With the plane, the trace automatically 
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Figure 9.40 Profilometer traces across wear scars occurring in ball-plane wear tests. “A” and “B” 
are for the ball specimen; “C” and "D ". for the plane surface. The radii of the spheres used and the 
magnifications of the traces are different. 


provides a reference level to determine wear depth. For the ball, some technique com¬ 
paring the unworn profile with the worn profile is often used. A graphical over-lay tech¬ 
nique is shown in Fig. 9.41 for a flat wear spot on the ball and for a more general 
condition in Figs. 9.28 and 9.30. Analytical techniques, which are based on the measure¬ 
ment of the width of the spot, can also be used (36). To improve accuracy with an over¬ 
lay technique, it is desirable to use unworn profiles of the actual specimen rather than a 
theoretical or nominal shape. 

The method involves the use and analysis of a wear curve, generally plotted on a 
log-log scale. Conducting tests of different duration generates the wear curve. The inter¬ 
vals and overall duration of the test vary with the situation or application being 
addressed. The concept is to generate a well-defined wear curve which is representative 
of the wear in the application. As a rule, this means adjusting the total measurement 
interval to extend from the smallest amount of sliding required to produce a measurable 
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Figure 9.41 Illustration of the overlay technique used to determine wear depth on a curved surface. 
“A” shows the proper technique; “B”, an improper technique. In using the technique, the wear scar 
should be at the apex of the trace. 


wear depth to that required to produce a significant increase in the wear depth (e.g., for 
example an order of magnitude increase or more). It is generally appropriate to select 
logarithmic or half-logarithmic intervals since the wear depth typical increases in a less 
than linear fashion. To characterize the wear behavior the data are then fitted to a 
power relationship 


(9.7) 


h = C x S” 


where h is the depth of wear and S is the amount of sliding, number of cycles, or time. This 
is usually best done by plotting data on log-log paper and fitting the log-form of Eq. (9.7) 
to the data. Best-fit values for C and n are used to characterize the wear behavior of the 
system. Typical wear curves obtained in such a fashion are shown in Fig. 9.42. In effect, 
the standard test method only uses C for this characterization, which presumes that n 
is a constant. 

There can be poor correlation between the wear data and Eq. (9.7) in some instances, 
as in one of the cases shown in Fig. 9.40, curve 2. In such cases, the wear data are fitted in a 
piece-wise fashion. Usually, it is sufficient to separate the data into two regions, such as 
initial and long-term behavior. The data in each region are fitted by an expression of 
the form of Eq. (9.7) (Fig. 9.43). In such cases, there is a significant difference in n for 
the two regions. Generally, this piece-wise fit is necessary as a result of transitions 
in wear behavior, which can be associated with observed changes in friction and wear 
scar appearances. In some cases, additional regions may need to be considered in the 
same manner (34). 

Once the wear curve is defined in terms of one or more pairs of C and n values, the 
results can be interpreted in terms of various models or theories. These models can then be 
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Figure 9.42 Example of wear curves obtained in ball-plane tests. Curves 1, 2, and 3 are for the 
depth of wear on a steel sphere sliding against ceramic flats of different roughnesses and with 
different lubrication conditions. Curves 4 and 5 are for the depth of wear on two different steel flats 
being worn by ceramic spheres of different radii and with different loads. (From Ref. 136.) 


extended to the application. The following example for the case of a flat spot being 
worn on a ball illustrates this type of consideration. Because of the geometries involved, 
a linear relationship between S and wear volume results in a value of n close to 0.5. If 
the value obtained for n is close to this, it would imply stable wear behavior, as well as 
the wear being consistent with models for abrasive and adhesive wear. However, if a value 
of n significantly greater than 0.5 were obtained, this would imply that there is some 
transition in wear occurring, as is illustrated in Figs. 9.43 and 4.46. Likewise if a value 
of n lower than 0.5 is obtained, this suggests a wear mode, referred to as a variable energy 
wear mode, which is associated with fatigue wear and stress-dependent, is dominant (24). 



Figure 9.43 Example of the piece-wise fit of wear data to relationships of the form, Wear = K x 
Usage". 
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Figure 9.44 The effect of a transition to a milder mode of wear on the apparent exponent. The 
solid curve represents the best fit of all the data. The dashed curves show a piece-wise fit of the same 
data, assuming a transition in wear behavior. 


Such modes are possible, since stress levels decrease with wear with a ball-plane 
geometry. Values less than 0.5 can also imply that a transition to a milder mode of wear 
is occurring as shown in Fig. 9.44. Interpretation of the wear curves in this fashion can 
then be used as a basis for predicting absolute wear behavior in an application and 
providing some element of acceleration to the wear test. For such uses it might be 
necessary to convert Eq. (9.7) to the equivalent one for wear volume by using the 
appropriate geometrical relationship between depth and volume. 

Obviously the same type of approach can be applied to other wear tests, like the pin- 
on-disk or the block-on-ring. Wear on the counterface has to be taken into account with 
this approach as well. This might require the use of two wear curves to characterize the 
system, which can complicate the evaluation and extension to an application. However, 
in many cases, the wear on one member is negligible or it might be possible to adjust 
the test situation so that this is the case. In both the pin-on-disk and the ball-on-plane 
tests, the relative wear can be changed by adjusting such factors as load, amplitude of 
motion, and location of the materials in the wear test. The occurrence of significant wear 
on the counterface at some point during the test might result in transition in the wear 
behavior of the primary surface. The use of this type of approach is illustrated in the dis¬ 
cussions of other tests and case studies in EDW2E. 

In the discussions of the three sliding tests, which utilize initial nonconforming 
contacts, the comment has been made that the wear curves are typically nonlinear. 
The general reason proposed for this nonlinear behavior is the modification of the 
contact geometry with wear and, more specifically, the variation in stress level with wear. 
On the one hand, this is a complicating feature of the test, as has been mentioned in the 
discussions of these tests. On the other hand, these tests provide a means of investigating 
the sensitivity of wear to these parameters. A test geometry, in which the geometry of 
the contact or the stress level does not change, such as a thrust washer configuration or 
a rectangular block on a flat, would miss such factors. For example, the variable and 
constant energy wear modes that have been observed with a ball-plane test would not have 
been evident in the conforming tests (24,37). While simulation might require the use of 
conforming and constant area configurations, the nonconforming tests tend to provide a 
much more complete valuation of wear behavior because of these sensitivities. 
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9.2.12. Drum Wear Test 


The test apparatus for this test is shown in Fig. 9.45. This test was developed to address 
wear problems associated with such materials as papers, printer ribbons, and tapes 
(38-40). These materials tend to be abrasive and can wear hard, wear-resistant materials 
(e.g., hardened steel, tungsten carbide, and diamond). At the same time, the wear resis¬ 
tance of these materials is very low in comparison to that of the counterface materials 
used in most applications. The use of more conventional test configurations (such as 
pin-on-disk or block-on-ring, in which one of the members could accommodate the 
mounting of paper, tape, or ribbon samples) generally results in little wear of the wear 
specimen but significant wear of the tape, ribbon, or paper specimen. In addition to this, 
the abrasivity of these materials tends to decrease with wear. As a result, it is generally not 
possible with these types of tests to either determine the wear resistance of the counterface 
or to get an accurate measure of the abrasivity of the paper, tape, or ribbon. Furthermore, 
in many of the applications, it is the counterface which experiences significant wear 
and the paper, ribbon or tape experiences minor wear. Consequently, common and 
conventional test configurations do not provide good simulation. The drum test apparatus 
was designed and the test method developed to provide a large amount of surface area of 
the paper, ribbon, or tape, against a relatively small amount of wear area for the wear 
specimen and to provide simulation in terms of loads, speeds, and relative wear. 

While this apparatus was developed to specifically address wear between magnetic 
heads and paper imprinted with magnetic characters and bar code, it can be used with 
any web-like materials. This apparatus, like the slurry abrasivity apparatus, can be used 
either to determine the abrasivity of materials or to determine the wear resistance of mate¬ 
rials to this type of wear. Several examples of its use are discussed in the literature and test 
results have been found to correlate with a variety of applications (e.g., wear of magnetic 
heads, type surfaces in printers, punches, and guiding surfaces for papers, ribbons, and 
tapes) (39-43). A standard test procedure (ASTM G56) has also been established with 
this apparatus to characterize the abrasivity of printer ribbons. While details of the test 
procedures associated with these applications do vary, there are some common features 
and elements. A review of the procedures in ASTM G56 serves to identify most of 
these. 




Ribbon Support Surface Test Motion 

Figure 9.45 Basic configuration of the drum wear test for web material. 
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Ill this type of wear test, the ribbon or other web material is wrapped around the 
periphery of the drum and the wear specimen is loaded against the wrapped surface of 
the drum. As the drum rotates, the wear specimen moves across the surface of the drum 
in an axial direction. The resultant wear path on the surface of the drum is a helix. The 
values of the load, rotational speed, and cross-feed speed of the specimen, as well as 
the shape of the wear specimen, can be varied to provide simulation. These parameters 
also influence the wear behavior in the test. For the standard test to determine ribbon 
abrasivity studies were performed to investigate the influence of these parameters on the 
wear and specific values were selected for the standard. 

To determine ribbon abrasivity, a 52100 hardened steel sphere is used as the wear 
specimen. The abrasivity of the ribbon is quantified in terms of a wear coefficient, K, which 
is given by the following equation: 


K = 


V x p 
Px S 


(9.8) 


where V is the volume of the wear produced on the sphere after a sliding amount, S, 
under a normal load of P. p is the penetration hardness of the 52100 steel. The higher 
the value of K, the more abrasive the ribbon is. A specific duration for the test is not 
specified and can be varied, provided the amount of sliding is sufficient to produce a 
sufficiently large flat spot on the wear specimen. Examples of typical wear scars gene¬ 
rated in this test are shown in Fig. 9.46. The wear scars are not always perfectly flat 
and round. There is typically some rounding of the edges of the wear scar and the scar 
tends to be elongated in the direction of sliding, particularly for small amounts of wear. 
The volume of wear can be determined by any method but the standard method uses a 
profilometer technique that involves comparing initial and worn traces in two orthogonal 
directions. One set of measurements is taken in the direction parallel to the sliding; the 
other, perpendicular to the sliding. Using data obtained from these comparisons, 
the wear volume is calculated by means of the equations provided, which are based on 
the geometry of the specimens and wear scars. One technique for comparing the unworn 
and worn traces and the equations used to determine volume are shown in Fig. 9.47. 



Figure 9.46 Examples of wear scars produced on steel surfaces by printer ribbons, using the drum 
test. (From Ref. 120.) 
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V' - 1.0472 H 2 (0.3750 - H) + 1.5708 T (A, + A 2 ) 

V= (V„+ Vi)/2 

Figure 9.47 Method for determining wear volume on spheres using a profilometer overlay tech¬ 
nique. V' is the volume obtained from a single trace. V is the average volume used for determining 
the wear coefficient. (From Ref. 112.) 


It can be seen that this method allows for wear scars that are not perfectly flat. The wear 
volumes determined from the two orthogonal measurements are averaged to account for 
noncircular wear scars. 

The coefficient of variation for K that has been obtained with this method is in the 
range 5-25%. 

While K has the form of an abrasive wear coefficient that is independent of the 
abraded material (e.g., Eq. (3.95)), it is not completely independent. As discussed in 
the section on abrasive wear, 3.8, the wear of a material can be influenced by its relative 
hardness to that of the abrasive. The wear is much less if the abraded surface is harder 
than the abrasive. Ribbons and inks can contain particles of different hardness. Conse¬ 
quently, while the abrasion by softer abrasives may be negligible with a hard specimen, 
it may be significant with a softer specimen. In addition since there is the potential for 
corrosion with ink ribbon, chemical aspect of the wear processes can be different for dif¬ 
ferent materials, making K material sensitive. Consequently, the standard test does not 
provide an absolute measure of the effective abrasivity of the ribbon but a general rank¬ 
ing of the ribbons. Slight variations in ranking would be anticipated with the use of a 
different wear specimen. Hardened 52100 steel spheres were chosen for the standard 
specimen since they are easily obtainable with good control of size, composition, and 
hardness. Furthermore, the hardness is representative of many of the materials used 
in the applications and chemically it is not unique or particularly unusual. 

To account for this potential variability and to determine an abrasive coefficient for 
different ribbon and material combinations, tests with other materials are performed. 
When this is done, another wear coefficient, K', is used. K’ is given by 


K! = 


V 

PxS 


(9.9) 


Values of K’ obtained 52100 and stainless steel specimens are shown in Table 9.2a, along 
with K values for these ribbons. These show some variation in the relative rankings. Since 
stainless steels tend to be more corrosive resistant, the primary difference in K’ values and 
rankings obtained with these two material is attributed to oxidative effects. This is 
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Table 9.2a K and K' Values for Different Ribbons 


Ribbon 

iC (10 6 ) 

52100 

K' (10- 12 in. 2 /lb) 

420 Stainless steel 

A 

11.0 

10.2 

1.6 

B 

8.0 

7.5 

1.2 

C 

7.5 

7.1 

0.8 

D 

7.1 

6.7 

0.4 

E 

5.6 

5.5 

1.6 

F 

5.0 

4.7 

1.6 

G 

4.2 

3.9 

1.2 

H 

3.2 

3.1 

0.8 

I 

2.9 

2.8 

0.4 

J 

2.8 

2.8 

0.4 

K 

2.6 

2.4 

0.8 

L 

1.4 

1.2 

0.3 

M 

0.6 

0.6 

0.4 

N 

0.6 

0.6 

0.3 

O 

0.2 

0.2 

0.4 

P 

0.03 

0.03 

0.16 


supported by the similar values obtained for K' when they are tested in a noncorrosive 
abrasive situation (Table 9.2b). K' can be viewed as a coefficient in a linear equation 
for abrasive wear, 

V = K r x P x S (9.10) 

K' is the abrasive coefficient for the particular ribbon/material pair tested and has the 
dimensions of volume/load-distance. In this context, the test provides an absolute measure 
of abrasion resistance or abrasivity and can be used to predict wear in applications 
utilizing that pair. 

In selecting the parameters for this type of test, a major factor is the amount of 
damage or wear that is produced on the web material. Obviously the load, speed, and 
shape of the slider should be such that the abrasive media is not torn or otherwise 
damaged in a macroscopic way. Beyond this there is the additional concern with micro¬ 
scopic damage or changes that can occur and influence the abrasivity of the ribbon, tape, 
or paper being tested. A general feature of these materials is that their abrasivity changes 
with use (39). For example repeated tests on the same ribbon specimen, utilizing the para¬ 
meters of ASTM G56, show a significant decrease in K values. A factor of 1/2 is usually 


Table 9.2b Comparative Data for 52100 and 420 Stainless Steel 
Under Dry Abrasive Conditions with the Same Apparatus 




Volume (10 6 in ' 3) 


52100 

420 Stainless steel 

Sand 

2 

2.4 

Paper 

0.003 

0.008 
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found with a single repeat. Paper surfaces show even larger changes (e.g., an order of mag¬ 
nitude or greater has been observed under some conditions). A major element in control¬ 
ling this effect is selecting the cross-feed speed of the specimen. Depending on the size of 
the contact zone, which increases with wear, and the advance per revolution of the drum, 
different ratios of virgin to used web surface can occur within the contact zone. This is 
illustrated in Fig. 9.48. In practice, it is not necessary to completely eliminate the overlap 
condition. It is sufficient to determine a cross-feed speed that is large enough so that the 
test is insensitive to this effect and to optimize the use of the surface area of the web mate¬ 
rial (e.g., little or no gaps between the wear tracks). The choice is influenced by the sen¬ 
sitivity of the particular material to potential damage, the size of the wear scar typically 
produced, and the load. Therefore, value that is used can vary with the type of evaluation 
being done. The particular value for the ASTM standard was selected empirically and 
based on such considerations (39). 

In general, the selection of the test parameters that can be used in this type of test will 
vary with the type of web material being involved. For example, while the values of the 
test parameters used in ASTM G56 are appropriate for ribbon, tests with papers have 



B 



\ 


Relative Hunidity 
of Test 


Figure 9.48 The diagram illustrates the overlap that can occur in the drum test. The graph shows 
the effect that this overlap can have on wear. (From Ref. 39.) 
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Figure 9.49 Micrographs of worn surfaces produced in drum tests against papers, showing the 
build-up of paper wear debris on the surface (“A” and “B”) and the distortion of the wear scar 
as a result of this build-up (C). (From Ref. 39, reprinted with permission from Elsevier Sequoia 
S.A.) 


found them to be inappropriate since paper tends to be damaged more easily. In addition, 
the accumulation of paper debris in the contact region can alter the wear behavior 
significantly. Examples of the distortion in wear behavior that can occur with paper tested 
under the wrong conditions with this type of apparatus are shown in Fig. 9.49. As a result, 
tests at lower speeds and loads but with higher cross-feed speeds are recommended 
for papers. In addition, humidity and moisture content have been found to be significant 
in tests with paper and these elements have to be controlled as well (44). 

In addition to reporting the test parameters with the wear data, any sample prepara¬ 
tion procedures and conditioning should be reported. The temperature and humidity 
conditions under which the tests were performed should also be given. 

This type of test provides an interesting aspect regarding simulation and illustrates the 
latitude that can be associated with simulation when there is sufficient understanding of the 
wear situations. The test configuration suggests simulation of applications in which paper 
or ribbon slides over a surface or where a component slides over a paper or ribbon surface, 
such as is illustrated in Fig. 9.50. Correlations applications of this type have been demon¬ 
strated for this and similar tests (41,43,45,137). In addition to these applications correlation 
has also been found with the wear of typefaces in printers, where impact is the predominate 
characteristic of the contact (46). Studies have shown that the basic wear mechanism in 
such cases is abrasion as a result of micro-slip between the paper or ribbon surface and 
the typeface that occurs during impact. The impact nature of the contact determines the 
amount of sliding and the load during the period of contact but does not directly cause 
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Ribbon 



Figure 9.50 Schematic of a system used to spool ribbon through an impact printer. Wear of the 
ribbon guides are a concern. 


any wear. This wear test is used for these applications to determine an abrasive wear coeffi¬ 
cient for the paper/ribbon-type pair, which is then used in conjunction with an abrasive 
impact wear model to predict wear in the application. When the test is used in this fashion, 
it provides an acceleration factor that reduces evaluation time by a factor of 10 -2 -10~ 3 . 
This illustrates that with increased understanding of the wear situations, it is possible to 
develop and utilize tests that focus on intrinsic behavior and are more laboratory-like than 
robot-like. Large acceleration factors often can be obtained in these types of approaches. 

9.2.13. Thrust Washer Test 

The thrust washer test is one that has been used to characterize the stable wear behavior 
of plastics sliding against metals surfaces. The basic contact condition of the test is 
shown in Fig. 9.51 and is similar to a thrust washer configuration. Generically this type 



Figure 9.51 Configuration of the thrust washer test for sliding wear. (From ASTM D3702, 
reprinted with permission from ASTM.) 
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of test is different from the other sliding wear tests described in that after a break-in 
period the pressure and area of contact remains constant with wear, both surfaces 
experience the same amount of rubbing, and the area of contact is large. These features 
tend to better simulate those associated with many bearing applications for self-lubricat¬ 
ing polymers than the spherical or cylindrical type of contacts used in the other tests. 
Since it is not possible to insure perfect alignment of the ring and the plate used in 
the test, a break-in period is required to achieve a conforming contact. During this 
break-in period wear data are usually not taken. While this type of test can be per¬ 
formed in a variety of ways and with a variety of conditions and materials, the test 
has been used mainly to characterize the wear behavior of self-lubricating materials 
(i.e., plastics), against metal surfaces. An ASTM test method, D3702, has been 
developed around this test for that purpose. 

ASTM D3702 specifies the stationary ring to be made of 1018 steel, hardened to 
R c 20 and have a 16 pin. R a surface roughness. The plate or rotating wafer, as it is called 
in the test method, is the polymer specimen. Dimensions and tolerances are specified for 
both. The test method allows the use of several combinations of speed and load, which 
are representative of the range of PV [pressure (P) times velocity (V)] values that are 
found in many applications where plastics are used. A list of those conditions is given 
in Table 9.3. Procedures and guidance for cleaning and handling of the specimens are also 
provided. In addition, a 40-hr break-in period is specified prior to obtaining wear data. 
The break-in load and speed are the same as for the rest of the test. After the break-in 
period, the polymer wear specimen is removed and cleaned with a lint-free cloth and initial 
thickness measurements made. Then the specimen is remounted, loaded, and the test run 
for a predetermined amount of time. At the end of the test, the plastic specimen is again 
removed, cleaned with a lint-free cloth, and remeasured. The change in thickness is then 
converted to a linear wear rate by dividing the change in thickness by the duration of 
the measurement period. This depth wear rate is what is used to characterize the wear 
of the self-lubricating material. 

The procedure requires the specimen to equilibrate for 1 hr at room conditions prior 
to the measurements. The thickness measurements are to be taken at four points, 90° 
apart, and the average of the four is to be used to determine the wear rate. While a fixed 
duration is not specified, it is recommended that it be long enough so that the thickness 
change exceeds 0.004 in. With a properly built apparatus and proper implementation, 
interlaboratory testing has indicated that this test should be repeatable to within 20%. 
If scatter beyond this is encountered, some further investigation should be done to 


Table 9.3 Combinations of Loads and Velocities Which May Be Used in ASTM D3702 
Thrust Washer Test 


Loads (lb) 


Rotational speed 
(rpm) 

Rubbing velocity 
(ft/min) 

1250 

2500 

5000 

10,000 




PV (psi-ft/min) 


36 

10 

25 

50 

100 

200 

180 

50 

5 

10 

20 

40 

900 

250 

1 

2 

4 

8 
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determine the reason for it. This should include an examination of the apparatus and 
techniques. The interlaboratory testing programs have also shown that an interlaboratory 
scatter should not exceed 30% when the same test parameters are used. 

While not a requirement with the standard method, it is desirable to include in the 
data reported, the particular load and speed used, the ambient conditions of the test, 
and adequate descriptions of the materials used, along with cleaning and preparation 
techniques. Comments regarding the appearances of the both the wear surface 
and the counter-face, both at the end of the break-in period and the end of the test, 
are also useful. 

The ASTM test method is designed to determine a measure of the stable wear rate of 
plastics in the mild wear regime or under the P V limit for the material. The test method 
itself does not provide a measure or determination of the P-V limit. However, by perform¬ 
ing tests at different conditions of load and speed outside of the range specified, the P-V 
limit can be determined (47). While the test has been found to be of use in ranking 
plastics in terms of general characteristics, correlation with applications depends on 
the degree of simulation between the test and the application and need to be addressed 
on a case-by-case basis. 

Since the test method limits the counter-face material to a single material and sur¬ 
face condition, the standard test does not provide an absolute measure of wear perfor¬ 
mance. Roughness, as well as composition and hardness of the counter-face are known 
to influence the wear rate of plastics (48). Such effects were discussed in the sections on 
tribofilm wear and tribosurfaces, 3.7 and 4.3, respectively. While the standard test 
method does not directly provide a measure of absolute wear performance, the format 
of the test does have the potential to do so. This is because the basic test method can 
be used to determine the coefficient of a wear model. The fundamental modification 
of the test method, required for this, would be the use of different counter-face materials 
so that actual material pairs and interface conditions could be evaluated. The following 
illustrates this use. 

The underlying model or wear relationship for this type of use would be the 
following: 

v = K x L x S (9.11) 


where v is the volume of wear; L, the load; S, the amount of sliding; K, a wear coefficient. 
Letting / be time, this equation can be reduced to the following for a conforming contact 
with constant surface area, A, and sliding at a velocity, V: 

V - = Kx(^jx{Vxt) (9.12) 


h = K x (P x V) x t 


(9.13) 


K = - x {P x vy 1 


(9.14) 


P is the contact pressure. K in this model would be the wear rate determined in the test, 
WR, divided by the PV value used in the test. 


WR, est 

P Ltest 


(9.15) 
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Using Eq. (9.16), this wear test then provides a means of predicting wear in an application 
for which the model is valid (i.e., where there is adequate simulation) 



(9.16) 


where L and S are the load and sliding distance in the application. Variation of K as a 
function of PV, velocity, and load can be addressed by testing at different velocities 
and loads. Similar approaches can be used for other test configurations. In general, 
the requirement for this to be done is that the test method associated with these either 
have to result in a wear rate or wear curve or be modified to provide one or the other. 

While this test can be used with materials other than plastics, the specific values of 
the test parameters and dimensions of the specimens are likely to be different. One reason 
for this is to provide simulation since the loads and speeds in D3702 were selected to simu¬ 
late typical conditions involving the use of plastics. Another reason is to insure proper 
break-in. Generally, metals and ceramics are stiffer than plastics and, as a result, initial 
alignment requirements are tighter. Also, different types of materials respond differently 
to different types of break-ins. For example, it might be necessary to break-in the surfaces 
with an increasing load, rather than at the test load, as is done in some versions of the 
block-on-ring test. A third reason is that with other material pairs the coefficient of fric¬ 
tion can be much higher than with self-lubricating materials. This can influence heating 
effects and the design of the apparatus. Tests with dry, clean, metal surfaces will generally 
require a much more rugged design or the use of smaller specimens and lighter loads. 

9.2.14. Hostile Environment Ceramic Tests 

When pin-on-disk or reciprocating pin-on-flat tests are applied to the evaluation of 
ceramics, the test apparatus and procedure are generally more complex than with other 
materials. This is basically because the tests are frequently done in controlled and 
varied atmospheres and at elevated temperatures. For this, the apparatus must then 
include an atmospheric chamber, heating elements, and a means of controlling and 
monitoring atmospheric composition, and temperature. The apparatus also has to be 
designed so that sliding and loading can be provided and controlled with the specimens 
being inside a chamber. In addition, the apparatuses normally have friction measure¬ 
ment capability, since the monitoring of the friction behavior during the test is typically 
done with this type of material. 

Testing in unique atmospheres and at elevated temperatures is done to simulate the 
conditions under which ceramics are frequently used. Such simulation is required since 
ceramics are reactive at elevated temperatures and it has been found that their wear 
and friction behavior are very strongly influenced by these reactions, as well as by surface 
layers of various types. Since the coefficient of friction associated with these materials is 
also affected the nature of the surface layers formed and changes in reactions, it is gener¬ 
ally desirable to monitor friction in these tests as well (49-53). As has been pointed out 
in Chapter 5 on friction, such monitoring of friction behavior is generally useful in 
understanding wear behavior. 

In addition to the simulation of temperature and atmosphere in these pin-on-disk 
tests, the values of the other parameters, such as load, stress, speed, and material prepara¬ 
tion, are also selected to provide simulation. With this degree of simulation the pin-on-disk 
tests provide a convenient way of identifying and studying major wear phenomena 
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associated with ceramics (54). While this is the case, the degree of simulation that is 
typically achieved in these tests is usually not sufficient for the results to be directly applied 
to an application. First-order simulation is typical of these tests because of the impossi¬ 
bility with a simple pin-on-disk test of completely simulating the complicated conditions 
of temperature, environment, stress, and geometry that occur in the many of the appli¬ 
cations for ceramics (53). As a result, these tests are frequently used as the initial portion 
of a graduated testing program (50,55,56) in which pin-on-disk test is used to provide 
a coarse ranking of materials and to select materials for further evaluations in more 
simulative and complex tests. The results of these more simulative or robot-type tests 
are then correlated with an application (56,57). For example, the pin-on-disk test can 
be used to select material candidates for an engine test, which is then used to rank 
materials for such an application (50). 

The duration of the tests used for ceramics varies from a few minutes to several 
hours. The volume of wear that is produced during this time period is often used 
directly as the measure of the wear performance. In some cases, this is converted to a 
wear rate by dividing by time or to a wear coefficient by dividing by the product of 
the load and distance of sliding. Either of these is then used to rank materials. In addi¬ 
tion to these quantitative measures of wear, the surfaces are typically examined in a 
variety of ways to identify reaction products, films, cracks, and morphological features. 
In some cases, the results of these examinations are used to rank material performance, 
either in conjunction with the quantitative measurements or by themselves. Which 
approach is used, as well as the duration of the test, is usually determined by the infor¬ 
mation that is desired from the test, the properties of the materials, and the nature of 
the wear behavior found. For example, the formation of a particular compound during 
sliding might be the selection criteria for a higher level test and it is necessary to deter¬ 
mine whether or not this occurs. In another case, it might be the comparison of wear 
rate that is of interest. The observations and measurements made in conjunction with 
these tests are not confined to the pin but are done for both surfaces. 

The normal procedures, practices, and elements that are associated with the proper 
performance of a pin-on-disk or reciprocating pin-on-flat test are applicable to the testing 
of ceramics. Because of the more complex nature of these tests and the unique nature of 
ceramics, certain elements deserve additional focus. One aspect is that there are usually 
more elements to control and monitor in tests with ceramics. In addition to environmental 
factors, material processing and preparation steps are often major factors in these cases. 
For example, since moisture can be a significant factor in wear and friction behavior of 
ceramic surfaces, a bake or drying step is usually recommended as part of the cleaning pro¬ 
cess (49). Another example of this type of concern is with the machining and finishing pro¬ 
cesses used. Because of the brittle nature of ceramics, their wear behavior is significantly 
influenced by the presence of micro-cracks or residual strain in the surface region. As a 
result, processes, which tend to produce such damage, should be avoided or properly con¬ 
trolled. If they cannot be avoided, care should be taken to either reduce the amount of 
damage to an insignificant level or to control it sufficiently that consistent behavior is 
obtained. Because of these additional concerns, it is usually desirable to develop a refer¬ 
ence test which utilizes a well-controlled ceramic and to use it to monitor overall test con¬ 
sistency. Furthermore, the information that is reported with the data should include 
information regarding these additional elements, such as the specific atmospheric and tem¬ 
perature conditions of the tests, preparation procedure, and initial condition of specimens. 
Also it is not only desirable to utilize friction measurements and additional forms of 
surface analysis in conjunction with these tests but also to report this information as well. 
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Figure 9.52 Examples of initial and long-term ceramic wear scar morphology in pin-on-disk tests. 
“A” illustrates the relatively coarse features that can occur initially. “B” illustrates the morphology 
associated with larger amounts of sliding. (“A’' from Ref. 121; “B” from Ref. 122; reprinted with 
permission from ASME.) 


As with all tests which utilize a pin with a curved surface, the stresses change with 
wear in ceramic pin-on-disk tests and can result in nonlinear wear curves or behavior. 
There can be a unique aspect to this complication with ceramics. With the initial point 
contact geometry of these tests, significant subsurface stresses exist to a depth comparable 
to the diameter of the contact area. It is possible for cracks to develop in this region. With 
growth, these cracks will result in the formation of large wear particles. As the wear pro¬ 
gresses, the contact geometry changes from a point to a conforming contact, with the 
result that subsurface stress is reduced. Cracks will now tend to form on and closer to 



Figure 9.53 Configuration of the three pin-on-disk test used for ceramics. 
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Figure 9.54 Pin geometry used to investigate the wear behavior of ceramics for machining 
applications. 


the surface and the resultant wear particles will be smaller. The effect of this is on wear is 
illustrated in Fig. 9.52. The formation of large initial wear particles can influence wear 
behavior in two ways. One effect is an initial high wear rate as a result of wear taking place 
in the form of larger particles. This is a short-range effect and can easily be taken into 
account by dividing the wear behavior into initial and stable regions. A second effect influ¬ 
ences long-term behavior and is more difficult to address. This can occur by these large 
wear fragments staying in the contact area and influencing subsequent wear behavior. 
Another possibility is that the surface morphology, which is produced in this initial period, 
to influence subsequent wear, such as through a roughness effect. Such effects on long¬ 
term behavior can have significant impact in terms of the degree of simulation that can 
be achieved. A test, where these effects occur, would not be expected to correlate well with 
an application, which does not experience such an initial period. 

One way of approaching this type of concern is to use a combination of load and 
radius such that the initial subsurface stress is below those needed for crack formation; 
another way is to modify the contact geometry. Two approaches that have been used 
involve a modification of the pin-on-disk test to provide better simulation. One 
approach, which is used to simulate piston ring applications for ceramics, involves the 
use of three flat pins instead of one rounded pin (50) (Fig. 9.53). In this test, the pins 
simulate the ring and the disk simulates the cylinder. With this test, a break-in period 
is used, prior to taking data, which is typical of all tests which use a flat-on-flat contact. 
A second type of modification is for the use of ceramics as cutting tools (55). In this 
case, the end of the pin has a shape simulating a cutting tool (Fig. 9.54). Typically, with 
these modified tests, measurement and analysis techniques are the same as of those used 
with the more standard pin-on-disk tests. 

9.2.15. Liquid Impingement Erosion Tests 

This type of wear is produced when jets or droplets of liquid impact a solid surface and is 
similar to that produced by cavitation erosion. Wear on airplane windshields and airfoil 
surfaces as a result of rain are examples of this type of wear. In this type of wear, the liquid 
provides pressure pulses to the surface. A variety of wear apparatuses have been used to 
evaluate materials in terms of their resistance to this type of wear. Two examples are 
shown in Figs. 9.55 and 9.56. Generally the test configurations used involve a jet impacting 
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Figure 9.55 A small, low-speed apparatus used to investigate liquid impingement erosion. (From 
Ref. 122, reprinted with permission from ASTM.) 


a specimen or a specimen moving through a droplet field. There are some significant 
differences between these two types of tests. With jets, the impact is generally focused 
on a specific region. With a droplet field, the impacts are distributed randomly over a large 
area. Repetitive impact tests tend to be more severe than distributed impact tests. With 
either type the recommended practice is to develop a wear or erosion curve relating 
damage to time or amount of liquid impingement. The measure of the damage varies, 
depending on the nature of the materials and the function of the materials. For bulk mate¬ 
rials, where dimensional changes are the only concern, mass loss is frequently used. 
For optical applications, light transmission characteristics might be used. 



Clutch Motor Starter 


Figure 9.56 A large, high-speed apparatus used to investigate liquid impingement erosion. (From 
Ref. 122, reprinted with permission from ASTM.) 
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The curves that are generated in these tests are characteristically nonlinear but tend 
to have a typical shape, “A” in Fig. 9.57A. Other possible shapes from these tests are also 
illustrated in this figure. In the typical case, there is an initial incubation or low erosion 
rate period. This is followed by a second region in which the erosion rate increases to a 
maximum value. A third region occurs in which the erosion rate decreases to some lower, 
stable value. This is illustrated in Fig. 9.57B. The duration of the incubation period, the 
maximum erosion rate, or the stable erosion rate are normally used for ranking 
purposes. The significance and selection of each depends on the application. In optical 
applications, the duration of the incubation period is more important than the rates. For 
applications in which long-term behavior is important, the stable erosion rate is the most 
significant. With anomalous behavior, curves “B”, “C”, and “D” in Fig. 9.57A, these 
features may not be present. In this case, other aspects of the curve are used for compari¬ 
son purposes. In these cases, maximum erosion rate or cumulative damage are the more 


Curve Sonetines 
Obtained At High 
Inpact Velocity Or 




Figure 9.57 “A” shows the general from of the wear curves obtained in liquid erosion tests. “B” 
shows the typical behavior of erosion rate during the course of an erosion test. (From Ref. 123.) 
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commonly used feature for comparison. This method of analyzing liquid impingement 
data can either be done with erosion curves that relate cumulative damage to test duration 
or time or with curves that relate cumulative damage and amount of impinging liquid. 
The latter approach has an advantage. When damage is correlated with cumulative 
amount of impinging liquid, rather than accumulated test time, a basis for relating results 
from different tests and between tests and applications can be established. 

When thin coatings are evaluated in these erosion tests, it is sometimes difficult 
to quantify intermediate damage and, as a result, erosion curves cannot be generated. 
In these cases, time to wear-through of the coating is used. This point is determined by 
monitoring the coating during the test. 

A general method of conducting and analyzing these tests is given in the ASTM G73. 
It is pointed out in the ASTM standard that these tests should not be carried out beyond 
the point that the wear depth of the scar exceeds the width since significant changes in 
impact angles tend to occur beyond this point (see Fig. 9.15.) The standard also focuses 
on the need for control, discusses the information that should be reported with the 
results, and recommends the use of reference materials to normalize the erosion curve 
parameters. When the procedures recommended in this standard are followed it is gene¬ 
rally found that similar rankings are obtained from different tests when the differences 
in material behavior are greater than 20%. For smaller differences rankings generally 
depend on the test and test parameters. General correlation is also found with applications 
as well, particularly in terms of ranking or screening materials. Absolute performance is 
less predictable, because of the large number of factors involved and the difficulty of 
describing field or application conditions associated with this type of wear. 


9.2.16. Block-on-Ring Test for Plastics 


A standard test method using a block-on-ring configuration has been developed for the 
ranking of plastic in terms of their resistance to sliding wear, ASTM G137. While test 
parameters and the configuration are different than those in thrust washer test used 
to evaluate plastics (ASTM D3702), there is good correlation with rankings obtained. 
The prime advantage of G137 over D3702 is the time it takes to complete a test. 
G137 is a significantly shorter test. The test method allows the use of different materials 
and roughness for the ring, different loads, different temperatures or environments, and 
different speeds, though a maximum speed is specified. The test procedure requires re¬ 
porting of these parameters along with the results. In interlaboratory testing programs 
the coefficient of variation ranges between 45% and 106% with a laboratory and between 
84% and 106% between laboratories. 

The significant difference between this test method and the more general test method 
described in Sec. 9.2.6 is that wear rate is used rather than wear volume. The test consists 
of interrupting the test at intervals for measuring mass loss of the specimen and developing 
a wear rate curve. A specific wear rate for each interval is computed, using the following 
equation, and plotted as a function of time. Such a curve is illustrated in Fig. 9.58: 


WR S = 


1 ^ Am 
NVp) ~At 


(9.17) 


where WR S is the specific wear rate for the interval. N is the load. V is the velocity, p is the 
density. Am is the mass loss for the interval and At is the duration of the interval. This is 
done until a steady state is reached. The steady state is defined as region in which the spe¬ 
cific wear rate curve becomes flat with less than 30% variation in specific wear rate for the 
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Figure 9.58 Illustration of a wear rate curve obtained with the polymer block-on-ring test, showing 
the decrease in wear rate usually observed in this test. The points represent values of the specific 
wear rate obtained for the individual test intervals. 


intervals. This is done using a minimum of six intervals of which three must be in the stable 
region. The method also specifies that the total test time in the stable region be a minimum 
of 18 hr. The average of specific wear rates for the intervals in the stable period is then used 
as the measure for characterizing the plastics wear resistance. 

In this test, variations in the wear rate in the stable period can be from two sources. 
One is simply from experimental variations and measurement accuracy. The other is a per¬ 
iodic fluctuation in wear rate that some plastics exhibit in an otherwise period of stable 
wear behavior. This type of behavior is called oscillating wear. 

9.2.17. Impact Wear Tests 

Since impact wear testing has not received the attention that sliding and rolling wear test¬ 
ing has received, there are no broadly used tests for impact wear. However, a number of 
different methods and apparatuses have been used to study normal and compound impact 
wear and to compare the resistance of materials to these types of wear (58-63). Appa¬ 
ratuses that have been used generally can be grouped into two generic categories, pivoting 
and ballistic. These are illustrated in Fig. 9.59. For simple or normal impact, that is, no 
sliding involved, the flat member is stationary. For compound impact, that is, combined 
impact and sliding, the flat member rotates or oscillates beneath the hammer or projectile. 
With impact wear tests the wear specimen is generally softer than the counterface and can 
be either the flat or the moving hammer or projectile. Testing methods and techniques 
for measuring wear and comparing materials are similar to those used for sliding wear. 



A B 

Figure 9.59 Schematics of ballistic (“A”) and pivoting (“B”) impact wear testers. 
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Materials are characterized using either wear after a fixed number of impacts, wear 
rates, or wear curves. Weight-loss and geometric methods are used for determining wear. 
Generally the same type of parameters need to be controlled and reported with the wear 
data. The number of impact usually required for these tests is large and high repetition 
rates are required or at least desirable for impact wear apparatuses. The number of 
impacts used in wear tests for evaluating materials for engineering applications is usually 
somewhere between 10 6 and 10 8 impacts (64). 

By their very nature, designs of impact apparatuses tend to be more complex than 
those used for sliding. Because of the dynamic nature of the contact in impact wear testing, 
there is usually the need for greater concern with the design of the apparatus and shape of 
the impactor to insure adequate repeatability. Fundamentally, this is because impact 
stresses and loads are not sole determined by the momentum or energy of the hammer or 
projectile. They are also affected by a number of other factors, including the geometry 
of the contact, possible rotation of the projectile, and stiffness of the hammer. Fretting in 
impact situations can also affect wear and is generally undesirable in impact test. Conseq¬ 
uently, the stiffness of the apparatus can also affect wear behavior and repeatability 
(65-67). While flat-surface hammers and projectiles have been used, curved surfaces are 
preferred because of alignment problems. 

9.2.18. Tests for Paint Films 

Examples of the need to use several wear tests to evaluate materials for a wear situations 
are a group of tests used to evaluate paints for automotive applications (68-70). These 
tests also illustrate the use of measures other than wear volume, wear rate, or duration 
for the evaluation of the wear resistance of materials. Studies of the damage found on 
painted surface of external surfaces of automotive applications lead to the identification 
of four modes of wear or damage. One is erosion, resulting from the impact of small 
particles. The other is abrasion, where hard particles are drawn across the surface. A third, 
called friction induced damage, is the pealing of the surface as a result of rubbing contact. 
The fourth is an impact wear resulting from the impact of large stones. Four different tests 
are used to simulate these conditions and in the evaluation of paints and paint systems for 
these applications. 

To simulate the erosion mode a solid particle erosion test is used (69). This test is 
shown in Fig. 9.60. The metric that is used in this test for characterizing wear resistance 
or erosion resistance is the mass of particles required for the removal of the coating, 
Q c . The larger this value the more resistant the paint. 

Studies have shown that this test results in the removal of the coating in a circular 
spot of increasing size, as shown in Fig. 9.60B. These studies have also shown that Q c 
and r, the radius of the spot, are related by Eq. 9.18. 



In this equation, h is the stand-off-distance between the nozzle and the surface, as 
shown in Fig. 9.60A. m is the mass of erodent resulting in a spot of radius r. is called 
the focus coefficient, which defines the divergence of the particle stream and is dependent 
on the nozzle roughness and the nature of the particles, not on the coating. By monitoring 
the growth of the radius with r with the amount of erodent, both j> and Q c can be 
determined. 
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Figure 9.60 “A” shows a schematic of the erosion test used to evaluate painted surfaces. “B” 
illustrates the wear scar produced in this test. (From Ref. 69.) 


A micro-abrasion test, shown in Fig. 9.61, is used to evaluate abrasive wear resis¬ 
tance (69). In this test, a ball is loaded against the paint surface and rotated. A slurry 
of abrasives is fed to the nip and abrasive particles are dragged across the painted surface. 
This test results in a wear scar, which has the shape of a spherical segment of a sphere 
the same size as the ball. The abrasion resistance of the surface is given by an abrasive 
wear coefficient, k, defined as 


k = 



(9.19) 


b is the diameter of the wear scar. R is the radius of the ball and S and L are the total 
amount of sliding and the load used in the test. The smaller value of wear coefficient 
the more abrasive resistant the paint. 

To simulate stone impact a test apparatus was developed, which fires a projectile at a 
painted surface (68). This apparatus is shown in Fig. 9.62. While actual stones can be fired 
with this apparatus, tests used for evaluating material generally use a standard projectile, 
such as ceramic cylinders. Materials are evaluated in terms of the area of paint removal 


drip 

feed 



Figure 9.61 Diagram of micro-abrasion test used for the evaluation of painted surfaces. (From 
Ref. 69.) 
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Figure 9.62 Diagram of apparatus used to simulate stone impact. “A” air reservoir; “B” fast act¬ 
ing valve; “C” breech (sabot holder); “D” barrel. “E” muzzle valve, “F” velocity measuring system.; 
“G” insulated muzzle; “FI” target mount. (From Ref. 68, reprinted with permission from Elsevier 
Sequoia S.A.) 

from a single impact. The smaller the area, the greater resistance the paint system has to 
this type of wear. 

The test for friction-induced damage involves dragging a rounded slider across a 
painted surface, under condition that will cause peeling (70). A schematic of the test appa¬ 
ratus for this test is shown in Fig. 9.63. Figure 9.64 provides an illustration of the method. 
During the test the friction force is monitored and a curve is generated of friction force vs. 
sliding distance, as illustrated in Fig. 9.65. The area underneath this curve is the energy 
expended in the test. The wear resistance of the coated is rated by the ratio of the pealed 
area to the energy expended. The smaller this value, the more wear resistance the paint. 
Figure 9.66 shows a comparison of several coatings as a function of temperature using this 
parameter. 


Air Cylinder Support Beam 



Figure 9.63 Diagram of apparatus used to simulate friction induced damage of paint surfaces. 
(From Ref. 70, reprinted with permission from Elsevier Sequoia S.A.) 
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Figure 9.64 Phenomenological model for the friction induced damage test. The specimen moves to 
the left with the counterface in its stationary position. Step A: normal load is applied and motion 
initiated. Step B: onset of damage. Step C: conclusion of test, resulting in friction induced damage. 
(j+ denotes tension; a— denotes compression; r denotes shear. (From Ref. 70, reprinted with 
permission from Elsevier Sequoia S.A.) 


9.2.19. Scratch Test 

Scratch tests are primarily used to investigate the effect of various material parameters 
with respect to single-cycle deformation processes (71). Typically, these tests involve press¬ 
ing a hard, sharp stylus against a flat specimen of the material to be evaluated and either 
moving the stylus along the surface or moving the surface underneath the stylus. The 
groove is measured and used to characterize the wear resistance. Larger grooves corre¬ 
spond to lower resistance. Styluses with angular and rounded tips are used. In addition 
to these sliding scratch tests, pendulum apparatuses are also used. In these, a stylus is 
attached to a pendulum, which is dropped with a know amount of energy. The stylus 
is set to engage the surface and move across it, creating a groove. The pendulum is then 
captured at its peak and before it can swing back across the surface. 

Wear behavior in these tests is often additionally characterized in terms of two other 
parameters. One is the ratio of the volume of material removed to the volume of material 
displaced. This ratio is sometimes called the removal coefficient, degree of wear, or abra¬ 
sive fraction. The second is specific grooving energy, which is the energy dissipated in 
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Figure 9.65 Examples of force-distance curves obtained in the test for friction induced damage. 
Areas under the curves are the energy lost or dissipated in the test. (From Ref. 70, reprinted with 
permission from Elsevier Sequoia S.A.) 



Figure 9.66 Example of the comparison of painted surfaces in terms of their resistance to friction 
induced damage. Resistance is inversely related to the ratio of the damaged area to the energy dis¬ 
sipated measured in the test. (From Ref. 70, reprinted with permission from Elsevier Sequoia S.A.) 
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Figure 9.67 Illustration of a scratch hardness test using a conical stylus. “A” illustrates the test 
when pure cutting is involved; no buildup of ridges. “B” illustrates the test when plowing or defor¬ 
mation also occurs; there is the ridge formation. Note that part of the load, N, is supported by the 
ridge. (From Ref. 71, reprinted with permission from ASM International.) 


forming per unit of mass removed. For sliding scratch test, this requires obtaining a force- 
displacement curve, such as the one used in the test for friction induced wear of painted 
surface (Sec. 9.2.18). With the pendulum type of test, the energy dissipated can be 
determined from the difference in the initial and final height of the pendulum. 

These types of tests are also used for two other purposes related to wear. One is to 
measure adhesive strength of coatings. The other is to obtain a scratch hardness number 
for materials (72). For determining adhesive strength of coatings, the load at which 
debonding is observed to occur is determined by performing tests at increasing loads. This 
load is then directly used to compare materials or converted to a more fundamental mea¬ 
sure of bond strength. In a scratch hardness test, the width of the groove is measured and 
used to compute a hardness value. As with an indentation hardness test, hardness in 
a scratch test is defined as the ratio of the load to the area supporting the load. This is 
illustrated for a scratch test and indentation test in Fig. 9.67. Values vary with the shape 
of the stylus. In scratch tests, there are two general shapes typically used for this purpose. 
Shapes with circular cross-sections, such as cones, spheres, and parabolas, are one type. 
Square-base pyramid shapes are the other type. The equation for scratch hardness using 
the former geometries is 


H s = 


8 N 
nb 2 


(9.20) 


For the latter, 


H s = 


AN 

1 J 


(9.21) 


In these equations, N is the load and b is the width of the groove. 


9.2.20. Wear Tests for Coatings 

In general, the wear resistance of coatings is evaluated using the same tests that are used 
with bulk materials. While this is the case, test parameters are usually different when 
these tests are used to evaluate coatings. Generally, test parameters are milder so that 
wear in the test can be limited to the coating. Depending on thickness, typical geom¬ 
etrical methods for measuring wear can be used. Mass loss methods are also possible, 
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if densities are known. For thin coatings, special techniques might be required. An alter¬ 
native to using wear or wear rate as the measure of wear behavior, the life of the coating 
in the test is often used to rank and compare coatings. The life can be identified by 
examination of the surface for presence of the coating after tests of different exposure 
or duration. Frequently, the life can also be determined by monitoring the friction 
during the test. With wear-through, there is often a change in the coefficient friction 
that can be detected by such measurements. Additional information on unique aspects 
of wear tests with coatings and examples of wear tests for coatings can be found in Refs. 
73 and 74. 

9.3. OPERATIONAL WEAR TESTS 

The examples of phenomenological wear tests discussed in the prior section illustrate some 
of the main attributes of that category of wear tests. One is that the phenomenological 
tests tend to address major or generic wear situations with the result that actual test con¬ 
figurations are noticeably different than the practical devices or configurations. Another is 
that the focus tends to be on the ranking or the determining of appropriate wear coeffi¬ 
cients or parameters of materials and material pairs. As will be seen, operational wear tests 
tend to focus on the wear situation associated with individual devices or applications. 
While they are also used to rank and select materials, operational tests frequently 
allow the effect of other parameters associated with the application to be evaluated. In 
addition, with operational wear tests, there may be several potential wear sites and situa¬ 
tions. As a result, the wear mechanisms involved might change as the conditions of the test 
change. These aspects, as well as some of the more general aspects of wear testing, will be 
illustrated by the consideration of several examples of these types of tests. 

9.3.1. Jaw Crusher Gouging Abrasion Test 

This test utilizes a jaw crusher to evaluate the wear resistance to what is termed gouging 
abrasion. This is a coarse form of abrasion in which macro-gouges and -grooves are pro¬ 
duced in a single action. Figure 9.68 shows an example of this type of wear. Fracture of the 
abrasives is also a common feature for this type of abrasion. Jaw crushers, which are used 
for the crushing of ore and stone in mining operations, are examples of applications in 
which this type of wear occurs. The test is a replica of this type of application and can 
be done with a jaw crusher. This is the primary reason for its classification as an opera¬ 
tional test. The test also has a phenomenological aspect as well. For example, rankings 
from this type of test have been applied to earth moving equipment, which experience 
similar wear but under different conditions (75). Because of the similarity of the wearing 
action, this type of apparatus and test has been used successfully to rank coatings for ice¬ 
breaker hulls (76). A standard method (ASTM G81) has been developed for this type of 
apparatus when used to crush rock. 

The test configuration is shown in Fig. 9.69. Basically, a jaw crusher consists of a 
pair of jaws, one stationary and the other articulated. The material to be crushed is fed 
between these two jaws and is squeezed by the action of the movable jaw against the sta¬ 
tionary one. In the wear test, two pairs of wear plates are mounted on these jaws; one 
member of the pair is a reference material and the other is the material to be tested. They 
are mounted in such a manner that the reference and test specimens oppose one another, 
as shown in Fig. 9.70. The test basically consists of crushing a minimum amount of 
rock in a series of steps. At the end of the series, the wear plates are removed and the wear 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 



Figure 9.68 Example of gouging abrasion. “A” shows the morphology of the worn surface of a 
Hadfield steel from a jaw crusher application. “B” shows the morphology of the wear surface of cast 
iron bucket teeth. (From Ref. 124, reprinted with permission from ASME.) 


determined by mass loss, which is then converted to volume loss. A wear ratio is estab¬ 
lished for both pairs, dividing the volume of wear of the test specimen by that of the refer¬ 
ence specimen. The two values of this ratio (i.e., the one for the movable and the one for 
the stationary jaws) are averaged. It is this average wear ratio that is used to rank materials 
against a reference material. A value of less than 1 means improved performance over the 
reference material, whereas a value of greater than 1 means poorer performance. 



Figure 9.69 Schematic of a jaw crusher apparatus. (From Ref. 125, reprinted with permission 
fromASTM.) 
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Figure 9.70 Position of reference and test specimens in the ASTM jaw crusher test. (From Ref. 
125, reprinted with permission from ASTM.) 


A single apparatus is not specified in the standard method. However, key dimensions 
and tolerance are given, as well as guidelines to monitor performance. One key dimension 
is the minimum jaw opening, which is specified to be 3.2 mm and the jaws are to be re¬ 
adjusted to this value after crushing 225 kg of rock. The minimum amount of rock to 
be crushed is 900 kg and twice that amount is recommended for the evaluation of very 
wear resistant materials. Because of wear, this dimension is re-adjusted several times dur¬ 
ing the course of a test. As a means of control and calibration, it is also suggested that 
three tests be run sequentially with all the test plates being reference material, if the aver¬ 
age wear ratios for the last two tests of this sequence vary by more than 3%, the apparatus 
should be examined for signs of deterioration and lack of conformance to the specifi¬ 
cations. It is also recommended that a single test of this type be performed after every 
six or so normal tests to monitor performance of the apparatus. Finally, it is recommended 
that the crushed size of the rock (i.e., after it has gone through the jaw crusher) be moni¬ 
tored. If the size changes, then state of the apparatus and the consistency of the rock used 
should be examined and any variations or degradations be addressed. 

Specific reference materials or rock to be crushed are not identified or used in the 
standard test procedure but the significant attributes of both are identified. For example, 
the reference material should have uniform and consistent properties. The size of the rock 
to be crushed is a key factor and is specified. It must be precrushed to a particle size 25- 
50 mm and it should be hard and tough. A morainal rock of a specific composition is given 
as an example of an appropriate material to be used in the test. The test method requires 
that the rock and reference material used should be reported, along with an adequate 
description of their properties, when reporting the rankings obtained with this test. 
However, while absolute amounts of wear vary with the type of rock crushed, it has been 
found that similar rankings are obtained with different types of rock. This is a conse¬ 
quence of using an index based on relative performance to a reference material, which 
tends to reduce the effect of different rock properties on results. 

The standard test method also addresses technique, specimen preparation and 
cleaning procedures. Because of the gross nature of this wear process, there is less con¬ 
cern with cleaning, surface preparation, and surface control than with many other wear 
tests. Cleaning is part of the test method mainly to insure accurate mass change data. 
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For the same reason, surface preparation is required to insure that initial rust or slag 
layers are removed. 

When the test is used as an operational test for a jaw crusher, the rankings can be 
used directly in establishing absolute performance. This requires knowing the life of the 
reference material in that application. The lives of other materials in that application 
can be determined by multiplying the life of the reference material by the reciprocal of 
the index. This illustrates an advantage that many operational tests can provide (i.e., direct 
scaling of field performance). 

However, the test does not directly provide a means of determining absolute wear 
performance in any application involving gouging abrasion. It simply provides a rank¬ 
ing for gouging abrasion resistance with respect to an arbitrary reference material, 
based on an operational type of test (e.g., crushing of a particular amount of rock). 
It does not provide the value of a wear coefficient that can provide a relationship 
between wear and parameters as load, type of rock crushed, or the amount of rock 
crushed. Such a type of relationship is needed to provide a means of quantitatively 
relating the test result to an application. Values of these test parameters can be factors 
affecting the absolute difference in the relative performance of materials found in the 
test and in the application. Consequently, the correlation of the test rankings to relative 
performance in an application other needs to be addressed on a case-by-case basis. An 
alternate way of stating this is that the sensitivity of the test with respect to an applica¬ 
tion needs to be established on a case-by-case basis. For example, large test differences 
might correspond to negligible differences in an application. Alternatively with some 
applications, a small difference in test results might correspond to a very large differ¬ 
ence in the application. However, reproducibility of this type of test is good. When 
this test is performed in the manner described in ASTM G81, variation should be 
within 5%. 

9.3.2. Cylindrical Abrasivity Test 

This test is one of several that have been used to determine the abrasivity of magnetic 
tapes. An acronym for this particular test is SCAT, which stands for SpinPhysics Cylind¬ 
rical Abrasivity Test (77,78). This test is quite similar in concept to a rod wear test devel¬ 
oped in the 1960s (79). The basic configuration of the test is shown in Fig. 9.71. The test 



Figure 9.71 The basic configuration of the rod wear test and the SCAT wear tests. 
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Figure 9.72 “A” illustrates the contact configuration between the head and the tape in a typical 
application. “B” shows the contact configuration between a worn cylinder and the tape in the SCAT 
and rod tests. 


utilizes a commercially available tape drive, replacing the normal magnetic head with a 
cylindrical wear specimen. The similarity of the contact between the tape and a recording 
head and the tape and a cylindrical specimen with some wear is shown in Fig. 9.72. The 
basic test consists of running the tape across the surface of the cylinder for 10 hr and mea¬ 
suring the depth of wear produced during that period. The depth rate of wear is used as a 
measure of the abrasivity of the tape. This rate is used as a figure of merit for tape abra- 
sivity, rather than as an absolute measure. This is because it is determined for only 
one representative condition and the methodology of the test does not address the effects 
that differences in various operational parameters, such as tension, speed, etc., can have 
on actual wear performance. 

A summary of the parameters used in the test is given in Table 9.4. The load 
between the tape and the cylinder is determined by the tension in the tape and wrap 


Table 9.4 Parameters in the SCAT Test 


Wear bar 

Material 

Dimensions 

Spinalloy 


Shape 

Cylinder 1.5 in. long, 0.250 in. diameter 


Finish 

1 pin average 

Support 

Accuracy 

Azimuth and tilts ± 1 min of arc 

Test transport 

Drive 

Tape 

Honeywell Model 7600 


Wrap 

5° each side of test bar 


Tension 

8 oz./in. of tape width 


Speed 

60 in./sec 


Width 

0.5 or 1 in. 

Environment 

Moisture 

Relative humidity to be controlled within ±2% of the desired value 

Duration 

Test time 

lOhr 


Source : Ref. 77. 
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angle of the tape around the cylinder. The size, roughness, and composition of the 
cylindrical wear specimen were selected to be representative of magnetic heads. The test 
allows the use of standard reels of either 1 /2"- or l"-wide tapes. All the mechanical and 
material parameters have to be controlled for reproducibility. In addition, since moist¬ 
ure can have an effect on the wear between heads and tapes, a tolerance is placed on 
the relative humidity under which the test is conducted. The actual temperature and 
humidity of the test should be given with the figure of merit that is determined in 
the test. 

The test utilizes a novel way of measuring wear depth, involving a form of break-in. 
The basic cylinder of Spinalloy, a head material made by SpinPhysics, is installed in the 
apparatus. With a sample of the tape, a small flat spot or window is developed on the 
cylinder. This window is the wear region for the test. The cylinder is then removed and 
a series of micro-hardness indentations are placed in this window, using a diamond pyra¬ 
mid indenter. The cylinder is then coated with a sputtered coating of ceramic to fill the 
indentations. This helps maintain the edges of the indentations during wear and enables 
small amounts of wear to be determined. The cylinder is remounted in the apparatus 
and a sample of the tape to be tested is used to remove the ceramic coating in the window 
area. The cylinder is removed and the diagonal of the diamond indentations is measured 
and recorded as the initial values. The cylinder is then replaced, an unused tape sample is 
mounted, and the test performed. The cylinder is removed at the end of the test and the 
diagonals of the indentations are measured again. The depth of wear, d, is determined 
by the following equation: 

d = 0.1428 x (A - D { ) (9.22) 

where D t and D { are the initial and final diagonal measurements. Eq. (9.22) is based on the 
geometry of the diamond micro-hardness indenter used. This technique is illustrated in 
Fig. 9.73. 

The SCAT test provides an opportunity to compare directly an operational 
test and a phenomenological test used for the same purpose. A phenomenological 
test has also been used to rank magnetic tapes in terms of their abrasivity (79). The 
test utilizes a ball-plane contact situation (Fig. 9.74). A sphere is used to press the moving 
magnetic tape against a flat wear specimen. This produces a spherical-shaped wear scar 
in the flat wear specimen. The volume of this wear scar can be determined from pro- 
filometer measurements and the use of geometrical relationships, as has been described 
with other test methods (see Secs. 9.2.6, 9.2.8, 9.2.11, and 9.2.12). The test provides a 
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Figure 9.73 The use of microhardness indentations in determining wear depth in the SCAT test. 
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Figure 9.74 The configuration of a phenomenological test used for magnetic head applications. 


great deal of flexibility in the load, sphere radius, speed, and materials used, as well as 
with the conditions surrounding the test (e.g., lubrication, temperature, and humidity). 
To a large degree, these parameters can be adjusted to simulate magnetic recording 
applications. However, the basic geometry of the contact situation and stress system 
are significantly different than in typical applications (e.g., those shown in Fig. 9.72). 
The method used to rank magnetic tapes in terms of their abrasivity is similar to that 
used for printer ribbons, namely, to determine a wear coefficient. This wear coefficient 
is the volume of wear divided by the product of the normal load, speed, and time of the 
test. The higher the value of this coefficient, the more abrasive the tape is. 

The controllable parameters and the use of a wear coefficient in this test provide a 
more general description of the wear situation and makes the results more suitable to 
general models and theories for wear. In the SCAT test, many of these parameters 
are indirectly controlled and not specifically identified. This illustrates some of the differ¬ 
ences typically associated with the two categories of tests. In general, the phenomenolo¬ 
gical test tends to have a potential for greater applicability or generalization than the 
operational test. 

With appropriate values of parameters, the spherical test can rank tapes of signifi¬ 
cantly different abrasiveness that is consistent with field data. However, the wear rates 
in the test are typically several orders of magnitude higher than observed in practice 
(e.g., 10 4 times higher). While this is the case, the wear rates from the SCAT test 
are typical of those observed in practice. This difference between the two tests is the 
result of poor simulation of the contact situation in the spherical test and good simula¬ 
tion in the SCAT test. As this implies, the spherical test provides a high degree of 
acceleration and allows tests times to be reduced from hours, required with the SCAT 
test, to minutes. At the same time such a difference introduces more concern regarding 
correlation with the field and the ability of the test to provide accurate rankings. This 
illustrates another typical difference between phenomenological and operational tests. 
With an operational test, there is usually less concern with correlation, since the degree 
of simulation is high, and a minimal amount of effort is needed to establish correlation. 
With a phenomenological test, there is generally more concern in this area and more 
effort is required to establish correlation. In this particular case, there is a higher degree 
of confidence in the rankings provided by the SCAT test than those provided by the 
spherical test, because of the higher degree of simulation in the SCAT test. 
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9.3.3. Coin Wear Test 

One type of test that has been used to simulate the wear of coins is a tumbling test. Test 
coins are placed inside a suitably designed drum and tumbled (80,81). The basic concept 
of the test is to simulate the rubbing that coins experience against one another in pockets, 
change drawers, etc. This is achieved by placing coins is a plastic drum, which is lined with 
a rubber-backed cloth. The interior of the drum has an axial ridge, which provides agita¬ 
tion to the coins as the drum is rotated (Fig. 9.75). To simulate possible chemical effects 
associated with handling of coins, the coins can be coated or dipped with artificial per¬ 
spiration. Basically the test method consists of tumbling the coins for a period of time 
and determining mass loss. This is done at intervals so that a wear curve can be developed, 
which is used to establish an average wear rate (i.e., wear per unit time). In addition 
to directly using the mass loss as a measure of wear, thickness reduction is also used 
particularly when comparisons of different materials are involved. This is done by divi¬ 
ding the mass loss by the product of density and the nominal surface area of the coin 
(including the side area). 

This test was investigated and used to evaluate the wear rates of different coin mate¬ 
rials (80). As part of the investigation of this test and its correlation to the field, the influ¬ 
ence of several of the test parameters were investigated to select optimum and desirable 
values for these parameters. The goal was to select values which result in producing similar 
wear characteristics to that found in the field, to minimize test time, and to reduce scatter 
in the data. Included in these were the effects of the number of coins in the drum, cylinder 
size, drum rotational speed, and the influence of chemical agents. It was concluded that the 
number of coins in the drum, the size of the drum, and total linear distance of rotation 
influence the wear. Total linear distance is the product of the inner circumference, revolu¬ 
tions per unit time, and time. It was found that different sizes of coins would wear at dif¬ 
ferent rates, depending on the number of coins tumbled, up to a total of 12 coins after 
which the same wear rate was obtained. Thus, 12 coins are used in the standard test. 
For a given drum size it was found that the wear curve was linear and that the amount 
of wear was simply dependent on total linear distance. However it was found that the wear 
rate was higher with smaller diameter drums; hence a smaller drum and higher rpm was 



Figure 9.75 “A” shows the overall apparatus used to study coin wear. “B” shows an individual 
drum that is used to tumble the coins. (From Ref. 126, reprinted with permission from ASME.) 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 


chosen as the standard test. It was also found that the chemical agents and the manner of 
their application influence wear behavior, which lead to the well-controlled use of artificial 
perspiration as a standard part of the test procedure. 

In addition to these sensitivity evaluations during the initial portion of the develop¬ 
ment of the test, the morphology of tested coins was also compared to that of field-worn 
coins to insure that it was representative. As illustrated in Fig. 9.76, the appearance of 
tested coins was similar to used coins. In addition since field-worn coins tended to show 
increases in hardness with time in use, tested coins were also examined for an increase 
in hardness. A similar behavior was found with tested coins, supporting the case for simu¬ 
lation. Furthermore, this increase in hardness suggests that a major factor in the wear is 
coin/coin interactions. This is consistent with the results of the sensitivity studies. The 
increased wear rate observed with larger number of coins and small drum size indicate 
that wear by the drum liner is minor. The standard test conditions selected tend to 
enhance this type of interaction. 

This is an accelerated test in terms of time or use. Comparison of test wear rates 
and field wear rates indicated acceleration factors in the range of 100-1000 times. The 
actual value is dependent on the conditions of use (e.g., degree of coin-usage in the 
society and the general environmental conditions associated with that society). For 
example, comparison with Canadian coins indicates a value of 600, while a similar com¬ 
parison with El Salvadorian coins indicates a value of 300. A partial reason for this 
difference is probably associated with the difference in coin-usage in the Canadian 
and El Salvadorian societies (i.e., more coin-usage is considered likely in El Salvador). 
Also, the environmental conditions of the two countries are significantly different. 



Figure 9.76 Examples of coins worn in the tumbling apparatus. (From Ref. 126, reprinted with 
permission from ASME.) 
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El Salvador has a hotter, more humid, marine-type atmosphere than does Canada. 
The laboratory tests indicate that such environmental conditions will tend to increase 
wear rate. 

While this test does not provide a characterization of wear behavior in terms of more 
fundamental parameters, such as load, speed, or sliding distance, it not only provides a 
ranking of materials but it also provides a quantitative assessment of field performance 
through an acceleration factor. These are frequently features of operational tests. With 
these attributes, such tests are very useful for specific applications. On the other hand, 
it is difficult to apply the results of such tests to other applications or to general wear 
behavior. 

9.3.4. Test for Rolling with Misalignment 

This test was developed to address problems associated with a linear stepper motor used 
in a robot (Fig. 9.77). In this motor, the stator acts as a rail upon which the armature 
moves back and forth. Conventional ball bearings are used as wheels for the armature, 
with the outer race being the wheel surface, which engage the stator. In this type of 
actuator, the wheels serve to support the weight of the armature and any other weight that 
is being transported and to provide guidance with a minimum of friction. The magnetic 
coupling between the stator provides accelerations and decelerations parallel to the sur¬ 
face of the rail and the armature. Some degree of misalignment between the ball bear¬ 
ings and the surfaces of the stator was likely to be present in most assemblies and 
considered to be a significant factor in wear life. To obtain adequate life, there was a 
need to select and optimize several design parameters in terms of their influence on wear. 
This included the selection of materials and the evaluation of lubricants. In addition, it 
was also necessary to select bearing size and the contour of their outer race, evaluate the 
effect of load, and determine tolerances needed to control alignment. All of these can 
affect wear and are interrelated tribosystem parameters. 

The wear situation may be described as rolling wear with some slip. Based on the 
general trend, it is expected that the wear rate will increase with the amount of slip 




' Stator/Rail 


Figure 9.77 Diagram of the rolling contact situation occurring in a linear stepper motor 
application. 
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occurring in the contact and that this will be a major factor in overall wear behavior. 
There are two potential sources of slip: one is misalignment, with the amount of slip 
increasing with the degree of misalignment present and the other is slip during starting 
and stopping of the motor. Since the rollers do not provide traction for starting or stop¬ 
ping, the latter source was considered unlikely and actual motor tests with different 
ratios of start/stops to total distance traveled confirmed this. Consequently, it was 
concluded that it was not necessary to simulate start/stop behavior in a wear test used 
to evaluate materials and design parameters. 

A test apparatus and technique was developed to investigate the influence of the var¬ 
ious design parameters in this wear situation and to select materials (82) (Fig. 9.78). It con¬ 
sisted of a driven central cylindrical wear specimen, which rotates about its axis. This 
cylinder simulates the rail or stator. Pressed against the wear specimen are three ball bear¬ 
ings located 120° apart at three different locations along the axis of the wear specimen. 
These can be varied and simulate the rollers in the application. The apparatus was de¬ 
signed so that the normal load, rotational speed, and roller alignment could be varied as 
well. Flence, the contact situation in this apparatus was very similar to that in the appli¬ 
cation. There were some differences, which were not considered significant. One apparent 
difference is that in the test apparatus the contact is between two cylinders, while in the 
application it is between a cylinder and a flat. This difference is minor since the general 
nature, i.e., a line contact, and stress distributions of the contacts are the same according 
to Hertz contact theory. Another difference was in terms of the relative wearing action 
that the two members experience. The bearing surfaces in the tester experience about 
2.5 times more wear action than the wear specimen. In the application, the bearings 




Figure 9.78 Configuration of the tester used to investigate the wear between the roller and the sta¬ 
tor in a linear stepper motor application. (From Ref. 127, reprinted with permission from ASME.) 
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experienced a varying amount, depending on the movement associated with the robotic 
action and the ratio can vary from something less than 1 to more than 10, with higher 
values being more typical. This was not considered to be significant since the ratio in 
the test was in the range of that for the application. The use of this type of wear apparatus 
was considered to be more advantageous than motor tests, because it provided adequate 
simulation with a greater degree of control of key design parameters of load, alignment, 
speed, ball bearing geometry, materials, and lubrication. 

The rollers were positioned in the test apparatus such that they did not interfere with 
one another. Their wear tracks are separate and, since 120° separate them, wear debris 
from one track would not contaminate another. As a result, it is possible to simultaneously 
conduct tests at three different alignments at the same time. This has an advantage in that 
it facilitates the assessment of misalignment effects as a function of the other design para¬ 
meters. For example, the developers of the test utilized three standard angles for much of 
their evaluations, namely 0°, 0.117° and 0.235° of axial misalignment. Examples of some 
of the differences seen in this manner are shown in Fig. 9.79. 

The test method consisted of characterizing and measuring the amount of wear as a 
function of number of revolutions. This was done for different combinations of design 
parameters. For the wear specimen, the maximum depth of the scar was used as a measure 
of wear. This was determined by means of profilometer traces through the wear scar, 
which gives a natural reference surface for this type of measurement. Since the outer races 
of the ball bearings are usually significantly harder than the surfaces of the rail materials, 
little wear is produced on the roller surfaces. However, surface modifications did occur. 
These were characterized by optical and SEM micrographs, EDX, and roughness 
measurements. Features such as the occurrence of transfer, oxidation, polishing, and 
smoothing were noted and used in the overall wear assessment of the system. These tech¬ 
niques were used to examine the wear specimen as well, and similar notations were made. 



Figure 9.79 The effect of misalignment on the wear of the center specimen in the rolling test. 
(From Ref. 127.) 
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Figure 9.80 Illustration of the effects of misalignment on the loading between the roller bearing 
and the center specimen and the profile of the wear scars on the center specimen. (From Ref. 127.) 


In addition to the measurements and characterization of the wear scars, wear debris 
was collected and characterized in terms of size, morphology, and composition. These 
observations were then integrated into an overall wear assessment of the system. 

The maximum depth was used since the scar profile is typically tapered because of 
the misalignment. As is pointed out in Ref. 82, misalignment produces a moment at the 
interface, which results in nonsymmetric loading of the interface. As a result, a nonuni¬ 
form wear scar tends to occur. A typical profile for a misaligned contact situation, along 
with a loading diagram, is shown in Fig. 9.80. 

A wide range of wear behavior was observed in this test. Depending on the amount 
of misalignment, loads, and materials involved mild or severe wear resulted. Wear scars, 
which have a fretting corrosion morphology, were obtained, as were ones with a morpho¬ 
logy similar to gross sliding. Figure 9.81 shows some of the conditions observed in the test. 



Figure 9.81 Examples of the wear scars occurring on plated center specimen in the rolling test with 
misalignment. The amount of misalignment in the test increases from left to right, 0°, 0.117°, and 
0.235°. Flaking of the plating is evident in the center scar of “B”. (From Ref. 127, reprinted with 
permission from ASME.) 
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Figure 9.82 The general relationship between wear depth and misalignment observed in the rolling 
tests. (From Ref. 127, reprinted with permission from ASME.) 


Similar wear behavior, including the occurrence of tapered wear scars, was found in motor 
tests, providing verification of the simulative aspects of the test. Of the many parameters 
investigated with this test, alignment was the overriding factor. Misalignment was found 
to affect both the magnitude and nature of the wear. The magnitude of wear increased 
with increasing amounts of misalignment. Transitions not only in the type of wear but 
from mild to severe wear were also found to be a function of misalignment. The experi¬ 
mental data indicated a critical angle for misalignment, above which a rapid increase 
in wear rate was observed (Fig. 9.82). 

In addition to the experimental aspects of the study, a theoretical model for such 
behavior was developed and used to explain the general trends observed (82). In this 
model, a critical angle is identified. Misalignment above this value results in slip over 
the entire contact region. Below this value, the compliance of the surfaces is sufficient 
to limit the slip to regions within the contact zone. The following equation for this critical 
angle identifies the parameters involved: 


9r = 


3.625 fiP 
wbE 




c 2 (v) 10 x 


log( 


(9.23) 


where // is the coefficient of friction; P is the normal load; w is the length of the contact; b 
is the width of the contact; E is the reduced modulus; v is Poisson’s ratio. Values for c\ 
and c 2 are given in Table 9.5. This relationship is illustrated graphically in Fig. 9.83. 

This test was used to investigate a number of design parameters and aspects as well 
as the evaluation of materials and lubricants. The test was used to determine the allowed 
range of misalignment for the design, the size of the rollers, whether or not crowned rollers 
should be used, and to evaluate the effect of edge conditions. Since the testing was done 
with speeds and loads appropriate to the application, selections made on the basis of this 
test were directly applicable to the application and consistent with its load capacity and life 
requirements. The high degree of simulation allowed the estimation of wear life by the 
extrapolation of the data. 
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Table 9.5 Values for C' t and C 2 of Eq. (9.23) for 
the Critical Slip Angle 


V 

Poisson’s ratio 


Ci 

c 2 

0 

0.1177 

0.2022 

0.1 

0.1198 

0.2224 

0.2 

0.1202 

0.2426 

0.3 

0.1188 

0.2628 

0.4 

0.1156 

0.2831 

0.5 

0.1107 

0.3033 


Source'. Ref. 126. 


A phenomenological rolling wear test, which could be conducted with slip (Sec. 
3.2.10), could probably have been used to rank materials in terms of their wear resistance 
under combined conditions of rolling and sliding. However, that test cannot provide all 
the information that the operational test did. The various effects of misalignment that 
were found to occur in the application and significant in terms of life cannot be studied 
in the phenomenological test (e.g., critical angle and loading alterations), since these 
depended on the unique conditions of this application. The slip in the rolling wear test 
is the result of different rotational speeds for the rollers, not from misalignment. In the 
test performed the effect on wear results from the combined influence of misalignment, 
loading, and material properties. As a consequence, the phenomenological test only pro¬ 
vides rankings and cannot be used directly in addressing load capacity and life require¬ 
ments. This illustrates a typical difference between these two types of tests. 



= 10 6 psl 


* 3 x 10^ psl 


* 10 7 psl 
= 3 x 10 7 psl 


(lbs.) 
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Figure 9.83 The relationship between critical angle of misalignment, friction, modulus, and load in 
rolling. (From Ref. 127.) 
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9.3.5. Bearing Tests 

The wear life of a bearing can be influenced by a variety of factors, which are difficult to 
address in phenomenological tests. Also, there can be several wear points and aspects of 
the wear that potentially determine life and that are influenced by different factors and 
interactions. For example, in the case of roller or ball bearings the mixture of rolling 
and sliding that takes place at various locations in the bearing is a determining factor 
in the life. In these types of bearings, there are two general wear situations which poten¬ 
tially determine life. One is the contact between the cage and the balls or rollers; another is 
the contact between the balls or rollers and the races. Which one determines life and the 
life itself is significantly affected by the general loading conditions (e.g., mixture of axial 
and radial loads, nature of time varying loads), type of motion (e.g., oscillatory or rota¬ 
tional), and preload. Other factors are also involve such as geometrical tolerances, lubrica¬ 
tion, and thermal expansion. Frequently, these elements interact in a complex way to 
determine the nature and the location of the contacts among the various elements of 
the bearing (83-86). With journal bearings, the clearance between shaft and bearing 
can be a factor in wear behavior, as well as alignment, type of loading, and motion (e.g., 
frequent or rare stop/starts). In journal bearings, these elements can directly influence the 
wear in terms of contact pressure or location of the contact and indirectly influence wear 
by their influence on the type of lubrication which occurs (e.g., boundary or elastohydro- 
dynamic (EHD )). Again, the effects of these parameters can be convoluted and interactive. 
Consider the situation with respect to clearance; temperature effects clearance and 
clearance influences heat dissipation and therefore temperature. Clearance, per se, also 
can effect load and pressure distributions and the formation of tribofilms. These factors 
in turn can influence friction, which influences temperature, etc. (87-89). These complex 
interactions and their influence on the nature and location of the wear are difficult to 
simulate in phenomenological tests. As a result, bearing wear tests are used to investigate 
these complex aspects, determine design information, and verify performance. 

A wide variety of bearing testers, differing in complexity, instrumentation, and size 
have been used for this purpose. Several of these are illustrated in Figs. 9.84 and 9.85. The 
basic element of these testers is a bearing configuration representative of an application or 
type of application. Figure 9.86 shows this generic representation. Many of the bearing 
tests contain instrumentation to measure both friction and temperature. A variety of wear 
measures are used in these tests, depending on a large degree on the nature of the bearing 
and the failure criteria. For journal bearings common ones are various forms of measuring 
increases in clearance between shaft and bearing (e.g., such as end-play, elongation of 
hole, etc.), dimensional and roughness changes on shaft and bearings, and volumetric 
and mass changes; the last of these provides a more fundamental characterization. Some¬ 
times increases in friction level and operating temperatures have been used as failure cri¬ 
teria in these types of evaluations. With ball and roller bearings, the measures tend to be 
indirect. Frequently, vibration characteristics are used to monitor bearing performance, 
since vibrations tend to increase as wear takes place. Also, play or slop in the bearing 
can be used as a measure. More basic wear measurements on the various components 
of the bearing can be used as well (e.g., depth of wear scar on race, mass loss of cage). 
However, in many cases, the useful life of the bearing is associated with very small geome¬ 
trical changes on these components. For example, when increased vibration levels asso¬ 
ciated with the end of life are detected, the wear on the rollers and races may only 
manifest themselves as increases in roughness, such as shown in Fig. 9.87. Increases in 
temperature and friction in these bearings are also used as measures of life in some cases. 
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Figure 9.84 Examples of testers used in journal bearing wear tests. (“A” from Ref. 89; “B” from 
Ref. 129; “C” and “D” from Ref. 130; “E” and “F” from Ref. 131; reprinted with permission from 
Butterworth Heinemann Ltd.) 


The general goal of these bearing tests is to correlate design and application param¬ 
eters with life. This is typically done by adjusting and controlling the bearing and test 
conditions to those of interest, including such things as the materials, dimensions, and 
lubrication system of the bearings. Also, the loading conditions of the applications are 
simulated, as well as the nature of the motion, stop/start conditions, and the environment. 
The general approach is to monitor the wear measure during the test. In the case of ball 
and roller bearings, the duration of the test is usually until failure occurs. This is often the 
case with journal bearing tests as well, but these tests may be carried out only to the point 
needed to establish a stable wear rate. These stable wear rates are then used to project life. 
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These tests provide a value for the life of the bearing for a set of operational con¬ 
ditions and, if the simulation is complete enough, this can be a direct assessment of field 
life. However, there are more sophisticated approaches and uses of the data beyond this 
direct and simple use of the test results. These methods of using the data vary with the 
type of bearing. For ball and roller bearings, the tests are frequently used to establish the 
parameters in the load-life relationships and adjustment factors used for these types 
of bearings (86,90-93). For journal bearings, a common approach is to use a P-V 
concept to interpret the data (94). In this case, the concept is either to identify acceptable 







Figure 9.85 Examples of testers used in roller and ball bearing wear tests. (“A”, “B”, and “C” 
from Ref. 131, reprinted with permission from FAG Bearing Corp.; “D”, “E”, and “F” from 
Ref. 132, reprinted with permission from Butterworth Heinemann Ltd.) 
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Figure 9.85 ( continued ) 
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Figure 9.86 General configuration of bearing wear tests: “A”, journal bearings; “B”, ball and 
roller bearings. 
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Figure 9.87 “A” shows an example of the appearances of the wear scars on the races of bearings 
during the initial stages of wear. "B”, in the intermediate stages. “C”, in the final stages. Which stage 
represents “end-of-life” depends on the application. For most applications “B” would be more 
representative than “A”, and “C” is generally unacceptable. (From Ref. 93. Original source SKF 
Industries, reprinted with permission from Texaco’s magazine Lubrication.) 


combinations of pressure and velocity as a function of all the other variables or to deter¬ 
mine the wear rate for conditions where the product of pressure and velocity are 
constant as a function of the other parameters. These methods are covered in Secs. 
2.7 and 2.8 (EDW2E). 

Bearing tests of the type discussed are generally quite long, since they are similar to 
applications in terms of operating parameters. Because of this and the complex nature of 
these devices, these type of tests are generally combined with phenomenological tests. 
Phenomenological tests provide initial screening to select candidate material and condi¬ 
tions for the bearing tests. They also provide the opportunity to investigate in more 
detail specific aspects that are involved in overall bearing performance (56,87,95). 
A variety of sliding and rolling wear tests is used in this fashion. Pin-on-disk and crossed 
cylinder tests (Secs. 9.2.8 and 9.2.7, respectively) have been used to simulate sliding 
wear aspects in journal bearings under boundary lubrication conditions and between balls 
and cages in ball bearings. The rolling wear test discussed previously in the pheno¬ 
menological section (Sec. 9.2.10) and ball rolling tests have been used to simulate race 
and roller wear in ball and roller bearings. 

9.3.6. Brake Material Wear Tests 

Dynamometers of various types are typically used to evaluate the wear and friction 
behavior of brake material systems (96-98). Such tests are used to evaluate both the 
friction (brake) material and the counterface (rotor) material. Two illustrations of typi¬ 
cal dynamometer configurations are shown in Figs. 9.88 and 9.89. With this type of 
apparatus, the wear behavior is evaluated under braking conditions which simulate 
application conditions. This typically results in a complex testing procedure or sequence 
to provide adequate simulation. A typical example of a test sequence used for automo¬ 
tive brakes is shown in Table 9.6. These sequences simulate the synergistic effects of 
break-in, high speed stops, low speed stops, pulsed and continuous braking, etc. These 
same test sequences are also used in conjunction with different ambient conditions to 
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Figure 9.88 Basic configuration of a research dynamometer used for wear and friction evaluations 
of brake materials. (From Ref. 96.) 


simulate use under different climatic conditions and at elevated temperatures. Typically, 
mass loss or thickness measurements are used to determine wear of the brake material. 
These techniques are usually not appropriate for the rotor material since their wear is 
typically quite small in these tests. As a result, the degree or severity of rotor wear that 



Figure 9.89 Configuration of a high-vacuum dynamometer used for wear and friction evaluations 
of brake materials. (From Ref. 133, reprinted with permission from ASME.) 
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Table 9.6 Test Sequence Used in a Chase Sample Dynamometer Wear and Friction vs 
Temperature Procedure 


Initial burnishing 

Twenty min drag at 312 rpm with 1001b load 
with a maximum temperature of 200° F 

Speed of drum 

325 rpm 

Load 

Test sequences, 

350 in.-lbs 

Drum temperatures (°F) 

250, 350, 450, 550, 650, 780, 250, 350, 450 

Applications 

Forty of 20 sec duration at each temperature 

Wear measurements 

Sample weighted and thickness measured after 
each test at a different temperature 


Source: Ref. 99. 


occurs is usually characterized in terms of roughness changes. These wear measurements 
are taken at various points in the test sequence. 

Since the typical use of these dynamometer tests is to provide a basis for selection 
of materials and design parameters for more extensive and costly field evaluations, these 
tests are designed to provide a relative ranking rather than an absolute determination of 
wear behavior or wear coefficients. One approach is to simulate the contact conditions 
with a standard configuration and a small sample of the brake material. In this case, the 
dynamometers are smaller and less complex, and the tests are easier to implement. An 
example of this approach is the use of the Chase dynamometer for these evaluations 
(99). While this approach is attractive from an implementation standpoint, the reduction 
in scale reduces simulation with the result that there is often poor correlation with field 
performance (99). Another approach that is used is to evaluate full-sized brake systems. 
This generally results in the need for larger, more complex, and expensive dynam¬ 
ometers and more complex tests. However, this approach has generally been found to 
correlate well with field performance (99). Because of this, full-sized testing is the recom¬ 
mended method for establishing material rankings. The smaller scale tests are used for 
more general purposes, such as investigating the effect of vacuum on performance and 
determining general trends (100), but care must be taken in extrapolating the results to 
specific applications. 

The rankings in dynamometer tests are determined directly by the amount of wear 
generated in the test sequence. The best performer is the one that has the least amount 
of wear at the end of the test. While there is generally good correlation with test performed 
with full-sized brakes, the tests do not provide universal rankings since the rankings are 
for specific applications. Different rankings can be obtained with other tests. This is 
because the test sequence is selected to simulate a specific application and, when a full-size 
brake is used, the wear performance is relative to that design. Table 9.7 shows the results 
of tests on four different materials using two different test apparatuses and test sequences. 
In these tests, the rankings are based on thickness change of the brake material. It can 
be seen that differences in rankings are obtained with these two tests. 

The complex and interactive nature of these full-scale dynamometer tests provides an 
effective means of assessing wear performance in terms of application parameters. For 
example, these tests provide a means of determining the effect of relative humidity, pul¬ 
sing, or rotor roughness on brake performance. At the same time, this same nature inhibits 
the determination of basic wear parameters or coefficients of fundamental wear relation¬ 
ships. As an example, they do not provide a means of determining the coefficients of a 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 




Table 9.7 Wear Data Comparison as a Function of Fade and 
Recovery Performance Sequences 


Friction material 

Total wear (in) 

Chase 

(Schedule J661A) 

Inertial dynamometer 
(Schedule 111) 

A 

0.009 

0.006 

B 

0.011 

0.019 

C 

0.022 

0.027 

D 

0.017 

0.031 


Source : Ref. 99. 


fundamental equation proposed for wear of brake materials, Eq. (9.24), or verifying the 
applicability of the equation (101). 

W = KP a v b T c (9.24) 

In Eq. (9.24), W is the wear volume; P, the normal load; v, velocity; T, tempera¬ 
ture. The situation is too complex and interactive in these full-scale dynamometer tests 
to isolate the effect of these parameters and to allow the determination of the coeffi¬ 
cients, a, b, and c associated with them. This is a common feature of operational wear 
tests. The effect of these parameters can be isolated and the coefficients, including K, 
determined with phenomenological tests, which are generally simpler but less simulative. 

9.3.7. Engine Wear Tests 

Many of the wear situations encountered in engines are complex and are difficult to 
simulate. One aspect is the simulation of the local environment, for example, the com¬ 
bination of combustion products and temperature that exists in various locations within 
the engine. Another aspect is associated with the complex lubrication phenomena that 
take place in engines. Lubricants contain active agents which, along with combustion 
products, can react with the surfaces and form a variety of surface layers which can 
influence wear behavior in the boundary lubrication regime. The high speeds, amount 
of lubricant involved, and the conforming nature of the components can result in 
hydrodynamic lubrication as well. At many points within an engine, the occurrence 
of wear is associated with the presence or absence of this type of lubrication. These 
different aspects are interrelated as well. For example, temperature can influence both 
boundary and hydrodynamic lubrication, which in turn influence friction, which in turn 
influences temperature. Wear also influences the conformity between surfaces, which 
influences hydrodynamic and boundary lubrication, which influence wear. With this 
type of complexity to simulate laboratory engine tests provide a “natural” simulation 
and are often used as tests to address engine wear concerns. Additional advantages with 
this type of test are that naturally occurring wear points can be identified, and many 
wear points can be evaluated simultaneously. 

An example of this type of test is in a study of wear between cylinder liners and pis¬ 
ton rings (102). In this study, three identical engines were laboratory tested under different 
conditions of service. One engine was operated at high speed, another was operated at high 
load, and the third was operated under mixed conditions. At the end of the test sequence, 
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Figure 9.90 View of a cut cylinder liner from an engine test, indicating regions of different wear 
behavior. (From Ref. 102, reprinted with permission from ASME.) 

the cylinder liners and piston were removed and examined for wear. Several wear regions 
could be observed on these parts, each with different wear characteristics. Figure 9.90 
shows a cut-away section of a worn liner from these tests. The general nature of this wear 
(e.g., small with irregular outlines), along with the size and shape of the parts, makes it 
difficult to measure wear in terms of such measurements as volume, mass loss or dimen¬ 
sional change. This is a common situation with these types of tests and therefore as a result 
a variety of examination techniques and measurement are used to assess the severity of the 
wear and to provide a basis for comparison. In the liner study SEM, optical microscopy, 
X-ray fluorescence spectroscopy (XFS), energy dispersive X-ray spectroscopy (EDS), and 
metallographic techniques were used for this purpose. Examples of some of the results of 
these analysis techniques are shown in Fig. 9.91. Wear rates were estimated using the 
amount of original surface roughness remaining. In other engine-wear studies radioactive 
doping techniques have been used to quantify the wear (103) as have such measures as the 
average width of a wear scar or amount of edge rounding. Mass loss is usually not possible 
because of the large mass of the parts and the tendency for combustion products to coat 
the parts, as well as multiple wear locations. 

The states of wear found for the three different operating conditions were very simi¬ 
lar and were not considered as significantly different. A fourth test, which was a field test, 
was also done as a part of this study. The liners and pistons from the field test were 
examined in the same manner as those from the laboratory tests. Little difference was 
observed between the field and laboratory tests. This illustrates the good simulation that 
laboratory tests of this type (e.g., full scale) can provide. It should be recognized that at 
the same time it is difficult to quantify the results of these tests in terms of the more 
fundamental measures of wear. 

9.3.8. Tests for Glazing Coatings on Plastics 

The purpose of these coatings is to protect plastic surfaces from optical degradation, either 
in the form of reduced luster or transparency. These coatings are used extensively in the 
mass transit industry to coat surfaces of such components as windows, windshields, lights, 
and transparent panels. These surfaces can be worn or damaged by a variety of mechanisms 
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Figure 9.91 Wear morphology at the locations indicated in Fig. 9.90. “A”, unworn surface, Al; 
“B”, A2; “C”, A3; “D”, A4; “E”, A5. (From Ref. 102, reprinted with permission from ASME.) 


and as a result a variety of tests have been developed to address these different situations 
(73). One of the modes encountered is the wear that is associated with the use of large, 
rotating brushes in the washing of trains and buses; another is the wear associated with 
the action of a windshield wiper. In both of these situations, sand or other abrasive par¬ 
ticles can be drawn across the surface of the plastic by the action of the brush and the 
wiper, causing wear. Operational tests have been developed to simulate both of these situa¬ 
tions (104). The similarity of the tests to the wear situations is apparent in Figs. 
9.92 and 9.93. Controlled slurries, selected to be representative of those encountered in 
practice, are used to provide the abrasive action in both tests. Loads and speeds 
representative of these applications are used in these tests. 

Wear in these tests is quantified by measuring the haze of the surface, which is 
defined in ASTM D1003. These measurements are used in different manners in the two 
tests. In the Brush Abrasion Test, the change in the haze value from the initial value is 
used as a measure of wear for comparing and ranking coatings. In the Wiper Test, the 
amount of haze produced in the test is the measure since the specimens are initially trans¬ 
parent. This type of functional wear measure is commonly used for the evaluation of 
wear on optical surfaces. 
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Hopper For Feeding 
Sand/Water Slurry 



Figure 9.92 Diagram of test configuration used to simulate the wear caused by brushes during 
the cleaning of vehicles. 


Both of these tests correlate well with field experience. This is to be expected as a 
result of their high degree of simulation provided by these tests. However less simulative, 
more phenomenological tests can provide good correlation as well, provided they 
simulate the basic wear mechanisms involved in the application. For example, tests with 



Figure 9.93 Diagrams of the test configuration used to simulate the wear between wiper blades and 
windshields. 
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Figure 9.94 A commercial version of a Taber Abraser is shown in “A”. “B” shows examples of the 
wear scar produced in the test. (From Ref. 104, reprinted with permission from ASTM.) 


a Taber Abraser (ASTM D1044) (Fig. 9.94) correlate well with the Brush Test (105). The 
test with the Taber Abraser provides a dry, two-body abrasive wear condition. 
The common or basic element in these two tests is a mild abrasive wear, which appears to be 
the controlling factor in this type of application. This is to be expected since corrosive wear 
should not be a significant element in the wear of these coating materials in these 
applications, based on their properties. 

9.3.9. Drill Wear Tests 

Controlled drilling is a frequently used approach to address drill wear concerns 
(106,107). These tests consist of sequential hole drilling in a controlled work piece at a 
controlled speed, depth, and feed rate. The number of holes that can be drilled before fail¬ 
ure determines the wear life of the drill. Several criteria for failure are used, depending 
somewhat on the type of drilling being done. One general type of criteria is the quality 
of the hole being drilled including hole dimensions, hole appearance, smear, and rough¬ 
ness. Periodic measurements or inspection of the holes are performed with these type of 
criteria. Another type of criteria is associated with various attributes of the drilling 
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chisel edge vear 



Figure 9.95 Twist drill geometry and location of wear zones. (From Ref. 107, reprinted with 
permission from ASME.) 

processes. For example, the occurrence of squealing might be used to determine drill life. 
Other criteria could be the occurrence of chatter, increased torque, temperature or drill 
fracture. With all these criteria, drilling is continued until the event occurs and the number 
of operations is used as a measure of performance. Frequently, several of these criteria 
might be used with the nature of the failure changing with the drilling conditions or drill. 

Tests of this nature are very operational in character, defining wear life in terms of 
the number of holes that can be successfully drilled rather than directly in terms of wear. 
In fact, there are several wear points or zones associated with drills. The wear conditions 
can be different at these points, and the wear at these points can have a different effect on 



Number oF Holes Drilled 


Figure 9.96 Wear curves for flank wear of twist drills. (From Ref. 105.) 
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performance. For example, the geometry of a twist drill, with the different wear zones 
identified, is shown in Fig. 9.95. The wear in each of these zones can also be addressed with 
these tests, in addition to the overall wear behavior. Since the geometry of these regions 
is complex, qualitative techniques are frequently used to evaluate the wear, such as SEM 
and optical microscopy. Sometimes a linear dimension, such as scar width, can be 
used to quantify the wear. Some quantitative wear data for flank wear are shown in 
Fig. 9.96, and some SEM micrographs of drill wear scars are presented in Fig. 9.97. 

These tests are used not only to compare materials but also to investigate a wide vari¬ 
ety of parameters associated with drills and drilling. For example drill speed, various 
dimensions and angles of the drill, hole thickness, and work piece properties are para¬ 
meters, which can be studied and evaluated in these tests. Some data from these types 
of studies are shown in Figs. 9.98 and 9.99, illustrating the way the data are analyzed 
and presented with these types of tests. 




Figure 9.97 Examples of the wear of twist drills. (From Ref. 106, reprinted with permission from 
ASME.) 
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Figure 9.98 The effect of drill speed on drill life when drilling two different materials. (From 
Ref. 107.) 



Number of Holes Drilled 


Figure 9.99 The effect of different drill material on drill life. A statistical measure is used to 
quantify performance in this case. (From Ref. 107.) 
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9.3.10. Seal Wear Tests 

There are several aspects of the wear of seals that are of significance. One is directly related 
to materials loss (e.g., changes in dimensions and clearances). Another is changes in 
surface roughness, and the third can be the formation of transfer or third body films. All 
three can individually and jointly influence sealing and cause functional failure, namely 
leakage. All of these aspects can be influenced by the operational conditions associated 
with the application. Because of this complex relationship between wear and function, 
it is desirable to evaluate seal wear under highly simulative conditions in an operational 
type test (108). An example of this type of test is one that was used to investigate 
seals for Stirling engines (109). 

A cross-section of the test apparatus is shown in Fig. 9.100. It replicates the sealing 
conditions of the engine rod, with the exception that inert gas at a fixed pressure is used to 
simulate the conditions in the combustion chamber. The fixed pressure is selected to be 
representative of the average pressure in the chamber under some generic operating con¬ 
ditions (e.g., highway or urban travel conditions). The other parameters, such as rpm, 
stroke length, speed, and temperature, are selected to be representative of the application 
and can be varied to represent different conditions of operation. The apparatus can 
accommodate different materials and design parameters. It was also designed so that 
leakage measurements, as well as seal temperature measurements, could be made. Thus, 
this apparatus can be used in the evaluation of a wide range of material, design, and use 
factors in terms of their effects on seal wear performance. 



Figure 9.100 Diagram of an apparatus used to evaluate the wear of seal material. (From Ref. 134, 
reprinted with permission from ASME.) 
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Table 9.8 Data Obtained in Seal wear Test Used to Simulate the Stirling Engine Application 




Rod 

N, 

Initial 

Final 


Wear 



Time 

temp. 

leakage 

roughness 

roughness 

Hardness 

rate 


Rod surface 

(hr) 

(°C) 

(1/hr) 

(R a pm) 

(R a pm) 

(HV 1) 

(mg/h) 

Comments 

Nitrided Steel 

78 

55 

1.3 

0.06 

0.03 

1127 

0.105 



88 

71 

2.8 

0.25 

0.09 

1162 

0.132 



70 

47 

7.3 

0.04 

0.14 a 

1132 

0.250 

Wavy a 

Plasma sprayed 

71 

64 

2.1 

0.22 

0.18 

530 

0.107 


molybdenum 

70 

67 

2.9 

0.21 

0.31 

589 

0.110 



70 

74 

1.7 

0.24 

0.18 

620 

0.117 


Plasma sprayed 

71 

47 

3.1 

0.26 

0.09 

708 a 

0.086 

Uncertain 3 

aluminium 

oxide 

70 

51 

4.9 

0.43 

0.26 

680 

0.033 


Plasma sprayed 

70 

58 

13.6 

0.65 

0.55 

617 

0.343 


chromium 

oxide 









Nedox 

70 

56 

14.9 

0.22 

a 

739 

0.409 

Very Wavy a 

Hard chromium 

70 

56 

13.1 

0.31 

0.01 

1039 

0.554 


on zinc 










Seal material: Rulon LD. 
Source: Ref. 134. 


The basic methodology of the test is to run the apparatus for a specific length of time 
and to monitor leakage and temperature during that period. At the end of the complete 
test duration, the samples are removed and examined for wear. This included profilometer 
measurements of roughness, mass loss of the seals, and other characterizations of the rub¬ 
bing surfaces, such as optical and SEM examinations. The type of quantitative data gen¬ 
erated in this test is shown in Table 9.8. Leakage is considered to be the primary criteria 
for wear. The other measurements and observations aid in identifying the particular fail¬ 
ure mode and differences in wear behavior. For example, in this study, it was concluded 
that the plasma-sprayed Mo coating performed the best, primarily because it maintained 
its roughness and allowed the formation of a very stable polytetrafluoroethene (PTFE) 
transfer film. 

While this test provides good simulation of most of the aspects and allows wear phe¬ 
nomena to be correlated with performance (i.e., leakage), it does not provide complete 
simulation. Combustion does not occur, only the mean pressure of the duty cycle is simu¬ 
lated. As a consequence, this test is used to select material and design parameters for eva¬ 
luation in a more simulative test in a laboratory engine. At the same time, more 
phenomenological type wear tests are used to identify promising candidates for this inter¬ 
mediate seal test (110). This is an example of a staged or multilevel testing program, with 
each level serving as a screen for selecting materials for the next and more simulative test. 

9.3.11. Wear Test for a Magnetic Sensor 

In this application, pieces of encoded magnetic tape are attached to or mounted on a vari¬ 
ety of items, such as boxes, packages, or routing documents. To read the information, a 
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Scanning Direction 




Figure 9.101 “A” illustrates the use of a magnetic hand scanner in reading stored information on 
magnetic strips located on labels, cards, and documents. "B” shows the design of the sensor in the 
region of the magnetic head. 


magnetic head or sensor is pressed up against the surface of the tape section with a hand¬ 
held scanner and moved across the surface of the tape. A use for such a scanner is at the 
checkout station of a retail store, serving a similar purpose to the bar code readers found 
in many supermarkets. However, the magnetic tape may contain more information than 
provided by the bar code. Another use is to monitor the flow of materials through a man¬ 
ufacturing plant. In this case, the magnetic code not only provides information regarding 
identification but also about processing steps, etc. The scanning situation in these types of 
applications is illustrated in Fig. 9.101, along with a diagram of the magnetic head that 
was used. 

The basic wear situation is similar to but significantly different than that encountered 
with more typical uses of magnetic tape (e.g., tape recorder and memory tape drives). Both 
are concerned with the wear of the head by the magnetic tape, but there are differences in 
speed and relative usage. Surface speeds are higher in magnetic recording. In both the head 
surface experiences the greater amount of sliding but the tape surface experiences much 
less use in this application than in recording and data storage applications. However, 
the major difference is that in tape recorders and drives, the tape surface is relatively clean. 
This is not the case in this sensor application since the tape surfaces are exposed to a wide 
variety of environments, some of which are quite dirty and contain very abrasive materi¬ 
als. Examples of these types of environments would be that of an open manufacturing or 
machining area, or receiving and shipping bays. Sand, iron oxide particles, aluminum 
oxide grit, and other abrasive particles are common in these environments (111). The 
abrasive action of these particles collected by the tape surfaces can become the primary 
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Figure 9.102 The effect of abrasive contamination on the wear of the magnetic head. (From Ref. 
135.) 


wear mode, masking the effect of the tape itself. Figure 9.102 shows the effect that contam¬ 
ination can have on the wear of these sensors. To address this wear situation, a wear 
test was developed that utilizes the drum configuration discussed previously in the 
section on phenomenological tests (Sec. 9.2.12) (42). 

The drum test configuration was selected for the same reason that it was developed 
to address wear by paper and ribbon, namely that the tape surface wears more readily than 
the heads. In this use of the device, the magnetic tape is wrapped around the surface of the 
drum, and the magnetic head replaces the normal spherical wear specimen. To simulate 
the action of the abrasive contamination of the tape surface in the application, the surface 
of the tape is coated with different types and amounts of abrasive particles. This simu¬ 
lation was verified early in the development of the test by comparing wear scars produced 
in the field to those produced in the test for a variety of abrasive dust coatings on the 
surface of the tape. Figure 9.103 shows such a comparison. It was concluded that several 
methods of coating could be used to provide simulation, and that the primary reason for 
selecting one or the other was control and ease of application. A spray coating of AC Fine 
Test Dust, which is mainly sand (Si0 2 ), and gelatin were selected for this purpose. This 
technique provided a uniform coating of abrasive particles protruding above the surface 



Figure 9.103 “A” shows an example of the wear morphology found on heads worn in field tests. 
“B” and “C” show examples of the morphology obtained in laboratory tests on tape surfaces con¬ 
taminated with abrasives. (From Ref. 135, reprinted with permission from Elsevier Sequoia S.A.) 
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Figure 9.104 Examples of contaminated tape surfaces after a wear test. In “A”, the tape was 
coated with loose AC Fine Test Dust. In “B”, the tape was coated with a mixture of AC Fine Test 
Dust and gelatin. (From Ref. 135, reprinted with permission from Elsevier Sequoia S.A.) 

of the gelatin (Fig. 9.104). Tests were done to investigate the possible influence that the 
gelatin might have on the wear. This was done by comparing wear behavior with this type 
of coating to those without the gelatin, that is dust coated tapes. No difference was found. 
Wear was found to depend solely on the amount, size, and nature of the 
abrasives on the surface. This is probably because the gelatin layer is weak, allowing easy 
movement of the particles, and thin enough not to mask or bury the particles. The gelatin 
layer is less than 2 pm, while approximately 80% of the sand particles are greater than 
2 pm. To insure consistency of these coatings a short test, which utilized only a small 
portion of the tape, was conducted with a 52100 steel ball on each coated tape. If the 
amount of wear in this test fell outside an acceptable range, the tape was not used. 
Within the acceptable range, these same results provided a means to scale the individual 
tests to improve resolution. 

As was described in Sec. 9.2.12, the wear specimen moves across the surface of the 
drum in an axial direction while the drum rotates, producing a helical path on the surface 
of the drum. A high enough axial speed for the specimen can insure that the specimen is 
always sliding on a new or fresh tape surface. Such a condition was used for most of the 
evaluations done with this test. This eliminated the complexities introduced by changes in 
the abrasive characteristics of the tape surface with wear. It also provided a worst case 
situation, since the abrasivity of both the uncoated and coated tape surfaces tend to 
decrease with wear. A standard drum rotational speed was also selected with two concerns 
in mind. One was to maintain simulation. The other was to reduce test time. Similar wear 
behavior was observed for surface speeds up to 300 cm/sec; however, testing with abrasive 
coatings at the higher speeds produced temperature increases which were beyond those 
found in the application. As a result, a speed more representative of the application and 
one which did not produce a significant temperature rise was selected. The drum rotational 
speed selected was 36 cm/sec and the specimen speed was 0.25 mm/rev or 0.02 mm/sec. 

A gimbal-spring loaded mounting was used for the magnetic head in the application. 
This insured that even though the sensor was hand-held a consistent load and proper 
orientation would occur at the head/tape interface. A limited amount of testing was done 
to characterize wear behavior as a function of load. However, the majority of the tests, 
particularly those done to evaluate materials and design options, were done using the load 
in the application, 50 gm. 

The relative wear performance of the heads was measured in terms of the amount of 
sliding under standard test conditions that was required to produce a 5-ohm change in the 
resistance of the magnetic element, located beneath the surface (see Fig. 9.101). The 5-ohm 
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change was a functional criteria for the device. This was accomplished by monitoring this 
resistance during the test and stopping the test when a change equal to or greater than 
5 ohms occurred. An automatic system was developed for this. In these tests, as well as 
in the field, a 5-ohm change could be caused by several different phenomena which could 
occur in the abrasive environment. This included gradual wear of the surfaces down to the 
magnetic element, micro- and macro-fracture down to the element, and penetration by 
abrasive particles of the seam between the two halves. These conditions are illustrated 
in Fig. 9.105. In most cases a combination of gradual wear, micro-fracture of the edges, 
and penetration determined life. The relative contribution of each was assessed at the 
end of the test by optical and SEM microscopy, and profilometer measurements. The pro- 
filometer measurements were also used to estimate wear volume, which was normalized 
with load and distance of sliding to provide a wear coefficient for the material and abra¬ 
sive condition. With these types of tests, the evaluations of a wide variety of design and 
manufacturing aspects were addressed. These included radius, load, magnetic element 
location, material selection, adhesive thickness, deposition techniques for the magnetic 
element, grinding and polishing of the head, environmental effects, and orientation of 
the seam with sliding direction. The test was also used to precondition heads in a 
controlled manner for use in corrosion evaluations. 



A 



B 



C 



D 


Figure 9.105 Illustrations of the wear conditions found on heads. 
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With the head replaced by a spherical-ended wear specimen, material studies were 
performed. In this type of test, the volume of wear after a fixed amount of sliding was 
determined in the same manner as in the test for ribbon abrasivity (Sec. 9.2.12) (112). A 
wear coefficient was developed from these data by dividing the volume by the load and 
distance of sliding. This was used to compare and rank materials. 

In addition to the development of rankings and the identification of dependencies, 
this test was also used to determine coefficients of a wear model that was developed to 
describe wear by contaminated tape (42) The basic equation of this model is 

V = [(1 — a)K' + a K"]PS = KPS (9.25) 

where V is the volume of wear; P. the load, S, the distance of sliding; K', the wear coeffi¬ 
cient for a clean tape surface; K", the wear coefficient of a tape surface saturated by abra¬ 
sives; a is the fraction of the tape surface covered by the abrasive. K is the effective wear 
coefficient for that condition of contamination. K' is the wear coefficient determined with 
a drum test on clean, uncoated tape. K" is related to the wear coefficient determined by 
tests on the tape coated with the gelatin mixture, which was found to be equivalent to a 
saturated amount of abrasives. (The details of the model are presented in a case study 
in Sec. 5.12 EDW2E.) Some values of K' and K" for different conditions are shown in 
Table 9.9. 

Based on the studies that were done to investigate correlation with field performance, 
it was concluded that the test method provided good simulation of the field and could be 
used to predict field performance when used in conjunction with the model, that is, 
Eq. 9.25. Scatter in the test data was typically in the range of 10%. 


Table 9.9 Abrasive Wear Coefficients for 52100 Steel Specimens for Various Abrasive Conditions 


Type 

Abrasive condition 


Abrasive coefficient 

Average 
size (pm) 

Coverage 

amount 

(pg/cm 2 ) 

Saturation 

coverage 

(pg/cm 2 ) 

K (pm 3 /g-m) 

K" (gnT/g-m) 

Clean tape 

0 

0 

- 

^58 

- 

Si0 2 

4 

4 

67 

118 

1661 


6 

69 

too 

1796 

2584 


6 

255 

too 

2707 

2707 


8 

33 

too 

664 

1969 


8 

11 

too 

317 

2584 


8 

8 

too 

121 

1969 


8 

36 

too 

926 

2461 


8 

120 

too 

3076 

3076 


15 

170 

too 

7874 

7874 


40 

170 

too 

10,458 

10,458 

AI 2 O 3 

50 

170 

too 

24,483 

24,483 


Saturated coverage is the surface coverage above which there is no change in the abrasive coefficient K" is the 
maximum abrasive coefficient or saturation abrasive coefficient for particles of a given composition and size. 
Source: Ref. 135. 
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10 

Friction Tests 


Friction tests are tests to determine the coefficient of friction of material pairs or rank 
material pairs in terms of their friction. The amount of motion in these tests is limited 
and generally small, being just sufficient to allow the measurement to be made. The meth¬ 
odology elements are the same with friction tests as they are with wear tests with the 
exception of acceleration (1,2). There is no need to consider this aspect with friction tests 
since these tests are typical short enough so that there is no practical need for acceleration. 
As with wear tests simulation is the key element in friction tests. The same parameters 
need to be considered for simulation and control, though their significance in a friction 
test can be different than in a wear test. One trend is that initial surface films tend to 
be more significant in friction tests than in many wear tests. This is particularly true 
for unlubricated conditions and material pairs that have high coefficients of friction. This 
is because such films can provide significant lubrication but are usually quickly worn 
away, so that their effect on long-term wear is often negligible. However, friction tests 
are generally limited to initial and not long-term conditions. For example, residual oil 
films on metal surfaces can reduce the coefficient of friction from near 1 to near 0.3. 
As sliding progresses, a gradual increase in friction from this low value to the higher value 
will occur, as a result of removal of this film from the contact area. This behavior is illu¬ 
strated in Fig. 10.1. When determining the coefficient of friction for a particular applica¬ 
tion, the general nature of the contact geometry in the application should be replicated in 
the test. For example, a flat-on-flat test configuration should be used for an application 
where the contact is a flat on a flat. Similarly, if the application involves a web material 
wrapped around a cylinder or similar curved surface, the test configuration should also 
have the web material wrapped over a cylinder as illustrated in Fig. 10.2 (3). For nominal 
values of the coefficient, this degree of simulation is generally not necessary. 

There are a large number of configurations and test methods used for measuring and 
characterizing friction. Many of these test methods evolved from the nature of different 
applications where friction is important. There are a large number of friction tests for 
which standard test methods have been developed. This is illustrated in Table 10.1, where 
sketches of the configuration and methods of measurements used in these different tests 
are shown. In addition, there is an ASTM standard, G115, which provides guidelines 
for measuring and reporting the coefficient of friction. Most methods result in a value 
for the coefficient of friction. With some only the static coefficient of friction, /,< s , is mea¬ 
sured. In others, the kinetic coefficient of friction, /( k , is determined and with some both 
the static and kinetic coefficient can be measured. However, not all friction tests result 
in a coefficient of friction. With some of these standard methods, differences in friction 
are used to characterize friction behavior of materials. Still others use the energy dissipated 
to characterize friction. Tests using pendulums are of this type. In these, the height that the 
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Coefficient 
of friction 



Test Duration (time) 


Figure 10.1 Nominal behavior of the coefficient of friction between unlubricated steel specimens 
when organic films contaminate the surfaces. The effect on long-term wear behavior is generally 
negligible. 


pendulum reaches after contact is used as a measure. Generally, friction tests that provide 
values for the coefficient of friction are more relevant to wear behavior than those that 
do not. 

There are three general relationships that are used in tests for determining the coeffi¬ 
cient of friction. For tests in which one body slides across another, the coefficient of 
friction is given by 



( 10 . 1 ) 


F is the friction force and N is the normal force. For friction tests using an inclined plane 
the following is generally used: 

H = tan (j) (10-2) 


Application 


Test 



Figure 10.2 Example of a friction test (ASTM G143) used to simulate tape or other web material 
sliding over a guide. 
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Table 10.1 Standard ASTM Test Methods for Friction 


Standard (committee) 


Title 


Materials (parameters measured) Test configuration 


B460 (B-9 on metals) 

Dynamic Coefficient of Friction and 
Wear of Sintered Metal Friction 
Materials Under Dry Conditions 

Friction materials vs. metals 
(p k vs. temperature) 

B461 (B-9 on metals) 

Frictional Characteristics of Sintered 
Metal Friction Materials Run 
in Lubrication 

Friction materials vs. metals 
(p k vs. number of engagements) 
(p k vs. velocity) 

B526 (B-9 on metal 
powders) 

Coefficient of Friction and Wear 
of Sintered Metal 

Friction materials vs. gray cast iron 
(fis and |i k ) 

D1894 (D-20 on plastics) 

Static and Kinetic Coefficients 
of Friction of Plastic Films 
and Sheeting 

Plastic film vs. stiff or other 
solids (|i s and |i k ) 






60% RH 
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Table 10.1 (Continued) 
Standard (committee) 


Title 



Materials (parameters measured) 


Test configuration 


Flooring materials vs. shoe heels 
and soles (g s and g k ) 


Wood and wood-base flooring vs. 
sole leather (g s and p k ) 


Steel ring vs. block lubricated with 
standard oil (p k ) 





D3028 (D-20 on plastics) Kinetic Coefficient of Friction 

of Plastic Solids and Sheeting 


D3108 Coefficient of Friction, 

(D-13 on textiles) Yarn to Solid Material 


D3247 (D-6 on paper) Coefficient of Static Friction of 

Corrugated and Solid Fiberboard 


D3248 (D-6 on paper) Coefficient of Static Friction of 

Corrugated and Solid Fiberboard 
(inclined plane method) 
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Plastic sheets or solids vs. other solids 
(Ps and g k ) 


Textile yarns vs. solids (p k ) 


Self-mated cardboard (|i s ) 


Self-mated cardboard (|i s ) 







Table 10.1 ( Continued) 

Standard (committee) Title 

D3334 (D-13 on textiles) Testing of Fabrics Woven from 

Polyolefin Monofilaments 


D3412 (D-13 on textiles) Coefficient of Friction, 

Yam to Yarn 
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Materials (parameters measured) 


Test configuration 


Self-mated woven fabric (p s ) 


(i s = tan 9 

Continuous filament and spun 
yarns self-mated (p s and p k ) 


v- = [in (7" 2 / r,)]/9 
where: 

ft m coefficient of friction 
0 = wrap angle, rad 
r, * input tension, gf (ormNj 
r 2 = output tension, gf (or mN) 




E303 (E-17 on traveled Measuring Surface Frictional 
surfaces) Properties Using the British 

Pendulum Tester 


E510 (E-17 on Determining Pavement Surface 

traveled surfaces) Frictional and Polishing 

Characteristics Using a Small 
Torque Device 


E670 (E-17 on traveled Side Force Friction on Paved 
surfaces) Surfaces Using the Mu-Meter 
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Rubber vs. pavement (BPN, 
British Pendulum Number) 


Rubber vs. pavement (TN, 
torque number) 


Tires vs. pavement (p) 

(Ffry-Fwet) 



Putted by vehicle 



Table 10.1 ( Continued ) 


Standard (committee) 


Title 


Materials (parameters measured) Test configuration 


E707 (E-17 on 
traveled surfaces) 

Skid Resistance of Paved Surfaces Using 
the North Carolina State University 
Variable Speed Friction Tester 

Rubber tires vs. pavement 
(VSN, variable speed number) 

F489 (F-13 on footwear) 

Rating of Static Coefficient of Shoe 

Sole and Heel Materials as Measured 
by the James Machine 

Leather and rubber sole and heel 
material vs. walking surfaces (p s ) 

F609 (F-13 on footwear) 

Test Method for Static Slip Resistance 
of Footwear, Sole, Heel or Related 
Materials by Horizontal Pull 

Slipmeter (HPS) 

Footwear materials vs. walking 
surfaces (|i s ) 


Locked tire 

Water 
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F695 (F-13 on footwear) 


F732 (F-4 on medical 
and surgical materials) 


Evaluation of Test Data Obtained by 
Using the Horizontal Slipmeter or the 
James Machine for Measurement of 
Static Slip Resistance of Footwear, 
Sole, Heel, or Related Materials 


Footwear materials vs. walking surfaces 
(reliable ranking of footwear for slip 
resistance)(p s ) 



Reciprocating Pin-on-Flat Evaluation of Materials for human joints (p k ) 
Friction and Wear Properties of Poly 
meric Materials for Use in Total 
Joint Prostheses 



Bovine blood serum 
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Table 10.1 ( Continued) 
Standard (committee) 


Title 

G143 (G-2 on wear Measurement of Web/Roller 

and erosion) Friction Characteristics 


G164 (G-2 on wear Determination of Surface 

and erosion) Lubrication on Flexible Webs 


Source: Refs. 1-4. 
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Materials (parameters measured) 


Test configuration 

T ___ 



n = Iln(T/ W)]/d 

where: 

/i = coefficient of friction 
8 = wrap angle, rad 
T “ input tension, gf (or mN) 
W = output tension, gf (or mN) 


Lubricated flexible web materials 
vs. steel (detection of lubricant film 
on surface) (p s ) 



Time 


Figure 10.3 Examples of friction behavior in sliding tests. “A” illustrates a friction curve where the 
force required to initiate sliding, F s , is higher than the average force needed to sustain motion, F k . 
The static and dynamic coefficients are generally based on these two values, respectively. “B” illus¬ 
trates a tribosystem which does not exhibit a higher breakaway force. This system has a single value 
for the coefficient of friction, based on F, the average force to sustain motion. Stick-slip behavior is 
illustrated in “C”. In this case, the peak value is used to determine the static coefficient of friction. 
(From Ref. 1. Reprinted with permission from ASM International.) 
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is the tilt angle. The tilt angle at which sliding starts gives the static coefficient of 
friction. The minimum angle, which is needed to just sustain motion, gives the kin¬ 
etic coefficient. For tests involving sliding over a cylindrical mandrel, the following 
relationship is used: 


In (7V 72) 


(10.3) 


In this equation, T x and 7k are the tensions on each side of the mandrel (7j > 3k) is the 
difference in tension across the mandrel and is wrap angle in radians. 

In friction tests where Eq. (10.1) is used, the friction force is usually measured as a 
function of time during the test. Figure 10.3 shows two general forms of these data when 
plotted as a function of time or sliding distance. Curve A illustrates a situation where the 
static coefficient of friction is different than the kinetic coefficient of friction. In this 
case, the static coefficient is based on the initial peak value of the force. The kinetic co¬ 
efficient is generally based on a time-average of the force after slip takes place. Some 
initial stick-slip behavior is also shown in this curve. Curve B is a general form where 
there is no difference between the static coefficient and the dynamic, as well as no 
stick-slip. In either case, these two graphs illustrate the fact that the friction force is 
not usually constant but fluctuates in these tests. The ability to resolve such fluctuations, 
including stick-slip behavior, curve C, and a difference between static and kinetic coeffi¬ 
cients, depends on the resolution capability of the measuring system. In addition, the 
stiffness of the apparatus can be a factor in stick-slip behavior and differences between 
the static and kinetic coefficients. It is possible that both types of curves could be 
observed for the same materials with different instrumentation and apparatus stiffness. 
When the normal force is not constant, instantaneous values of the coefficient of friction 
can be defined by simultaneously measuring the friction and normal. Again the ability to 
resolve short-term fluctuations depends on the instrumentation. 

An illustration of stick-slip behavior is also shown in Fig. 10.3, curve C. When this 
occurs, only the static coefficient of friction can be determined, using the peak values of 
the friction force. It is possible that variations in the peak force might be observed over 
time, as a result of changing surface conditions. 

As with wear test, it is generally recommended that details of the test be reported, 
along with the results. 
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Glossary of Wear Mechanisms, 
Related Terms, and Phenomena 


Abrasion: A process in which hard particles or protuberances are forced against 
and moving along a solid surface. (See abrasive wear.) 

Abrasion-corrosion: A synergistic process involving both abrasive wear and corro¬ 
sion, in which each of these processes is affected by the simultaneous action of 
the other. 

Abrasion erosion: Erosive wear caused by the relative motion of solid particles, 
which are entrained in a fluid, moving nearly parallel to a solid surface. 

Abrasive wear: Wear by displacement of material caused by hard particles or hard 
protuberances or wear due to hard particles or protuberances forced against 
and moving along a solid surface. 

Adhesive wear: Wear by transference of material from one surface to another 
during relative motion due to a process of solid-phase welding or wear due 
to localized bonding between contacting solid surfaces leading to material 
transfer between two surfaces or loss from either surface. (Note: Sometimes 
used as a synonym for dry (unlubricated) sliding wear.) 

Anti-wear Number (AWN): The base-10 log of the inverse of the wear coefficient. 

Asperity: A protuberance in the small-scale topographical irregularities of a solid 
surface. 

Atomic wear: Wear between two contacting surfaces in relative motion attributed 
to migration of individual atoms from one surface to the other. 

Beilby layer: An altered surface layer formed on a surface as a result of wear. 

Boundary lubricant: A lubricant that provides boundary lubrication. 

Boundary lubrication: A condition of lubrication in which the friction and wear 
behavior are determined by the properties of the surfaces and by the properties 
of fluid lubricants other than their bulk viscosity. 

Break-in: See run-in. 

Brinelling: Indentation of the surface of a solid body by repeated local impact or 
impacts, or static overload or damage to a solid bearing surface characterized 
by one or more plastically formed indentations brought about by overload. 

Brittle erosion behavior: Erosion behavior having characteristic properties that can 
be associated with brittle fracture of the exposed surface, such as little or no plas¬ 
tic flow and the formation of intersecting cracks that create erosion fragments. 

Brittle fracture: A form of wear in rolling, sliding, and impact contacts, charac¬ 
terized by the formation of tensile cracks in a single loading cycle. 
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Burnish (ing): To alter the original manufactured surface of a sliding or rolling 
surface to a more polished condition or to apply a substance to a surface by 
rubbing. 

Catastrophic wear: Rapidly occurring or accelerating surface damage, deteriora¬ 
tion, or change of shape caused by wear to such a degree that the service life 
of a part is appreciably shortened or its function destroyed. 

Cavitation erosion: Progressive loss of original material from a solid surface due to 
continued exposure to cavitation or wear of a solid body moving relative to a 
liquid in a region of collapsing vapor bubbles that cause local high-impact 
pressures or temperatures. 

Checking: See craze cracking. 

Chemical wear: See corrosive wear. 

Coefficient of friction: Ratio of the force required to initiate or maintain motion 
between to bodies, F, and the force pressing these bodies together, N, F/N. 

Compound impact wear: Impact wear when there is a component of relative velocity 
parallel to the interface between the impacting bodies. 

Coulomb friction: A term used to indicate that the frictional force is proportional to 
the normal load. 

Corrosive wear: A wear process in which chemical or electrochemical reaction with 
the environment predominates. (Also called chemical wear.) 

Craze cracking: Irregular surface cracking associated with thermal cycling. (Also 
called checking.) 

Deformation wear: Sliding wear involving plastic deformation of the wearing sur¬ 
face or in impact wear of elastomers, the initial stage of wear not involving 
material loss but progressive deformation, generally approaching an asympto¬ 
tic limit. 

Delamination wear: A wear process in which thin layers of material are formed and 
removed from the wear surface or a wear process involving the nucleation and 
propagation of cracks so as to form lamellar wear particles. 

Diffuse wear: Wear processes involving diffusion of elements from one body into 
the other, such as those often occurring in high-speed cutting tool wear, gener¬ 
ally requires high temperatures. 

Diamond film: A carbon-composed crystalline film that has the characteristics of 
diamond. 

Diamondlike Film: A hard, non-crystalline carbon film. 

DLC: Diamondlike carbon coatings. 

Droplet erosion: Erosive wear caused by the impingement of liquid droplets on a 
solid surface. 

Dry-film lubrication: Lubrication resulting from the application of a thin film of a 
solid to a surface. 

Dry sliding wear: Sliding wear in which there is no intentional lubricant or moisture 
introduced into the contact area. 

Dynamic friction: See kinetic friction. 

Ductile erosion behavior: Erosion behavior having characteristic properties that can 
be associated with ductile fracture of the exposed solid surface, such as consid¬ 
erable plastic deformation preceding or accompanying material loss from the 
surface which can occur by gouging or tearing or by eventual embrittlement 
through work hardening that leads to crack formation. 

Electrical discharge wear: Material removal as a result of electrical discharge. 
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Electrical pitting: The formation of surface cavities by removal of metal as a result 
of an electrical discharge across an interface. 

Elastohydrodynamic lubrication: A form of fluid lubrication in which the friction 
and film thickness is a function of the deformation of the surfaces and the 
viscous properties of the fluid lubricant. 

EP lubricant: See extreme-pressure lubricant. 

Erosion: Loss of material from a solid surface due to relative motion in contact 
with a fluid that contains solid particles or progressive loss of original material 
from a solid surface due to mechanical interaction between that surface and a 
fluid, multi-component fluid, and impinging liquid, or solid particles. 

Erosive wear: See erosion. 

Erosion-corrosion: A conjoint action involving corrosion and erosion in the pre¬ 
sence of a corrosive substance. 

Extreme-pressure lubricant (EP lubricant): A lubricant that imparts increased load¬ 
carrying capacity to a rubbing surface under severe operating conditions. 

False Brinelling: Damage to a solid bearing surface characterized by indentations 
not caused by plastic deformation resulting from overload, but thought to 
be due to other causes such as fretting or fretting corrosion or local spots 
appearing when the protective film on a metal is broken continually by 
repeated impacts. 

Fatigue wear: Removal of particles detached by fatigue arising from cyclic stress vari¬ 
ations or wear of a solid surface caused by fracture arising from material fatigue. 

Ferrography: Characterization of magnetic wear debris from oil samples. 

Flash temperature: The maximum local temperature generated at some point in a 
sliding contact. 

Flow cavitation: Cavitation caused by a decrease in static pressure induced by 
changes in the velocity of a flowing liquid. 

Fluid erosion: See liquid impingement erosion. 

Fluid friction: Frictional resistance due to the viscous or rheological flow of fluids. 

Fluid lubrication: A form of lubrication with a fluid in which the friction and thick¬ 
ness of the film is a function of the viscosity of the fluid. (See elastohydrody¬ 
namic and hydrodynamic lubrication.) 

Fracture: See brittle fracture. 

Fretting: Wear phenomena occurring between two surfaces having oscillatory rela¬ 
tive motion of small amplitude. (Note: Term also can mean small-amplitude 
oscillatory motion.) 

Fretting corrosion: A form of fretting in which chemical reaction predominates. 

Fretting fatigue: The progressive damage to a solid surface that arises from fretting 
and leads to the formation of fatigue cracks. 

Fretting wear: See fretting. 

Friction: The tangential force between two bodies that opposes relative motion 
between these bodies. 

Friction coefficient: See coefficient of friction. 

Friction polymer: An organic deposit that is produced when certain metals are 
rubbed together in the presence of organic liquids or gases. 

Full-film lubrication: Fluid lubrication when the surfaces are completely separated 
by the fluid film. 

Galling: A severe form of scuffing associated with gross damage to the surface or 
failure or a form of surface damage arising between sliding solids, distinguished 


Copyright 2004 by Marcel Dekker, Inc. All Rights Reserved. 



by macroscopic, usually localized roughening and creation of protrusions 
above the original surface, often includes plastic flow or material transfer or 
both or a severe form of adhesive wear. 

Gouging abrasion: A form of high-stress abrasion in which easily observable 
grooves or gouges are created on the surface. 

Heat checking: A process in which fine cracks are formed on the surface of a body 
in sliding contact due to the buildup of excessive frictional heat. 

High -stress abrasion: A form of abrasion in which relatively large cutting force 
is imposed on the particles or protuberance causing the abrasion, and that 
produces significant cutting and deformation in the wearing surface. 

Hydrodynamic lubrication: A form of fluid lubrication in which the friction and film 
thickness is a function of the viscous properties of the fluid lubricant. 

Impact wear: Wear of a solid surface resulting from repeated collisions between 
that surface and another solid body. 

Impingement corrosion: A form of erosion-corrosion generally associated with the 
impingement of a high-velocity flowing liquid containing air bubbles against a 
solid surface. 

Incubation period: An initial amount of wearing action that is needed for the occur¬ 
rence of some wear mechanisms or for these mechanisms to become detectable. 

IRG Transition Diagram: See transition diagram. 

Kinetic friction: Friction associated with sustained motion. 

Lapping: A surface finishing process involving motion against an abrasive 
embedded in a soft metal or rubbing two surfaces together with or without 
abrasives, for the purpose of obtaining extreme dimensional accuracy or super¬ 
ior surface finish. 

Limiting PV: The value of the PV Factor above which severe wear results. 
Typically use to characterize the wear behavior of plastics and other bearing 
materials. 

Liquid impact erosion: See erosion. 

Liquid impingement erosion: See erosion. 

Low-stress abrasion: A form of abrasion in which relatively low contact pressure on 
the abrading particles or protuberances cause only fine scratches and micro¬ 
scopic cutting chips to be produced. 

Lubricant: Any substance interposed between two surfaces in relative motion for 
the purpose of reducing the friction or wear between them. 

Lubrication: The reduction of wear or friction by the use of a lubricant. 

Lubricated impact wear: Impact wear with lubrication. 

Lubricated rolling wear: Rolling wear with lubrication. 

Lubricated sliding wear: Sliding wear with lubrication. 

Measurable-wear: In the context of the Zero and Measurable Wear Models for slid¬ 
ing and impact, it describes a state of wear in which the wear exceeds the mag¬ 
nitude of the surface roughness. 

Mechanical wear: Removal of material due to mechanical processes under condi¬ 
tions of sliding, rolling, or repeated impacts; includes adhesive wear, abrasive 
wear, and fatigue wear but not corrosive wear and thermal wear. 

Metallic wear: Typically, wear due to rubbing or sliding contact between metallic 
materials that exhibits the characteristics of severe wear, such as, significant 
plastic deformation, material transfer, and indications that cold welding of 
asperities possibly has taken place as part of the wear process. 
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Mild wear: A form of wear characterized by the removal of material in very small 
fragments. 

Mixed lubrication: A condition of lubrication in which the friction and wear beha¬ 
vior are determined by the properties of the surfaces and by the viscous and 
non-viscous properties of fluid lubricants. 

Oxidative wear: A corrosive wear process in which chemical reaction with oxygen 
or oxidizing environments predominates. 

Peening wear: Removal of material from a solid surface caused by repeated impacts 
on very small areas. 

Pitting: A form of wear involving the separation of particles from a surface in the 
form of flakes, resulting from repeated stress cycling, generally less extensive 
than spalling. 

Plowing: The formation of grooves by plastic deformation of the softer of two sur¬ 
faces in relative motion. 

Polishing wear: An extremely mild form of wear, which may involve extremely fine- 
scale abrasion, plastics smearing of micro-asperities, and/or tribochemical 
material removal. 

PV Factor: Product of pressure and velocity. (See Limiting PV.) 

Quasi-hydrodynamic lubrication: See mixed lubrication. 

Ratcheting: A sliding wear process involving progressive deformation, ultimately 
leading to the formation of loose fragments. 

Rehbinder Effect: Modification of the mechanical properties at or near the surface 
of a solid, attributed to interaction with a surface-active substance or 
surfactant. 

Repeated-cycle deformation wear: Mechanical wear mechanisms requiring repeated 
cycles of mechanical deformation or engagement. 

Ridging (wear): A deep form of scratching in parallel ridges usually caused by 
plastic flow. 

Rolling-contact fatigue: Wear to a solid surface that results from the repeated stres¬ 
sing of a solid surface due to rolling contact between that surface and another 
solid surface or surfaces, generally resulting in the formation of sub-surface 
cracks, material pitting, and spallation. (Note: Often used as a synonym for 
rolling-contact wear.) See rolling-contact wear. 

Rolling-contact wear: Wear due to the relative motion between non-conforming 
solid bodies whose surface velocities in the nominal contact location are iden¬ 
tical in magnitude, direction, and sense; most common form is rolling-contact 
fatigue. 

Run-in: An initial transition process occurring in newly established wearing con¬ 
tacts. (As a verb, run in, refers to an initial operation designed to improve wear 
and friction performance of a device.) 

Scoring: The formation of severe scratches in the direction of sliding or a severe 
form of wear characterized by the formation of extensive grooves and scratches 
in the direction of sliding. (Note: Sometimes also called scuffing in USA.) 
See scuffing and scratching. 

Scouring abrasion: See abrasion. 

Scratch: A groove produced in a solid surface by the cutting and plowing action of 
a sharp particle or protuberance moving along that surface. 

Scratching: The formation of fine scratches in the direction of sliding; a mild form 
of scoring. 
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Scuffing: Localized damage caused by the occurrence of solid-phase welding 
between sliding surfaces, without local surface melting or a mild degree of 
galling that results from the welding of asperities due to frictional heat or 
a form of wear occurring in inadequately lubricated tribosystems which is 
characterized by macroscopically observable changes in surface texture, 
with features related to the direction of relative motion. (Note: Sometimes 
also called scoring in USA.) See scoring. 

Selective transfer: A wear process involving the transfer and attachment of a spe¬ 
cific species from one surface to the mating surface during sliding. 

Self-lubricating material: Any solid material that shows low friction without appli¬ 
cation of a lubricant. 

Severe wear: A form of wear characterized by removal of material in relatively 
large fragments. 

Shelling: A term used in railway engineering to describe an advanced phase of spalling. 

Single-cycle deformation wear: Mechanical wear mechanisms requiring only a 
single cycle of contact or engagement. 

Sliding wear: Wear due to relative sliding between two bodies in contact. 

Slurry abrasion: Three-body abrasive wear involving a slurry. 

Slurry erosion: Erosion produced by the movement of a slurry past a solid surface. 

Smearing: Mechanical removal of material from a surface, usually involving plastic 
shear deformation, and redeposition of the material as a thin layer on one or 
both surfaces. 

Solid impingement erosion: Progressive loss of original material from a solid surface 
due to continued exposure to impacts by solid particles. 

Solid lubricant: Any solid used as a powder or thin film on a surface to reduce 
friction and wear. 

Solid particle erosion: See solid impingement erosion. 

Sommerfeld Number: A dimensionless number that is used to characterize the state 
of lubrication of a bearing. (See Stribeck curve.) 

Spalling: A form of wear involving the separation of particles from a surface in the 
form of flakes as a result of repeated stressing, generally more extensive than 
pitting or a form of wear involving the separation of macroscopic particles 
from a surface in the form of flakes or chips, usually associated with rolling 
but may also result from impact. 

Specific wear rate: Wear volume divided by load and distance of sliding. (See wear 
factor.) 

Static friction: Friction associated with the initiation of motion. 

Stick-slip: A relaxation oscillation in friction, which is generally characterized by a 
sharp decrease, followed by a more gradual increase in the force of friction. 
It generally causes jerky-type motion and squeaking. 

Stiction: Term used to signify the condition in which the frictional resistance is 
sufficient to prevent macroscopic sliding. 

Stress fracture: See brittle fracture. 

Stribeck curve: A graph showing the relationship between the coefficient of friction 
for a journal bearing and the dimensionless Sommerfeld Number. There is a 
general correlation between this number and the different forms of lubrication 
with a liquid, boundary, mixed, and fluid. (See.) 

Surface distress: In bearings and gears damage to the contacting surfaces that 
occurs through intermittent solid contact involving some degree of sliding 
and surface fatigue. 
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Traction: The transmission of tangential stress across an interface. 

Traction coefficient: Ratio of the traction force to the normal force pressing the 
surfaces together. 

Traction Force: The tangential force transmitted across an interface. 

Transfer film: A tribofilm composed wear debris from the counterface. 

Tribochemistry: Chemistry dealing with interacting surfaces in relative motion. 

Tribofilm wear: Wear processes that are controlled by the formation of tribofilms, 
such as transfer and third-body films. 

Tribosystem: All those elements that affect friction and wear behavior. 

Thermal wear: Removal of material due to softening, melting, or evaporation 
during sliding, rolling, or impact. 

Thermoelastic instability: Sharp variation of local surface temperatures with pas¬ 
sing of asperities leading to stationary or slowly moving hot spots of significant 
magnitude, resulting in local expansion and elevation of the surface. 

Third body: A solid interposed between two contacting surfaces. 

Third-body film: A tribofilm containing wear debris from the surface, generally a 
mixture of wear debris from both surfaces. 

Three-body abrasion: Abrasive wear when the abrasive particles are free to move. 

Two-body abrasion: Abrasive wear from protuberances or attached abrasive 
particles. 

Transfer: The process by which material from one sliding surface becomes attached 
to another surface, possibly as the result of interfacial adhesion. 

Transition diagram: A form of wear map, involving to or more experimental or 
operating parameters, which is used to indicate boundaries between different 
regimes of wear or surface damage or effectiveness of lubrication, such as 
the IRG Transition Diagrams. 

Vibratory cavitation: Cavitation caused by the pressure fluctuations within a liquid, 
induced by the vibrations of a solid surface immersed in the liquid. 

Wear: Damage to a solid surface, generally involving or leading to progressive loss 
of material, that is due to the relative motion between that surface and a 
contacting substance or substances. 

Wear coefficient: Normally defined as the non-dimensional coefficient, k , in the fol¬ 
lowing equation, V= KPS/3p, where V is the volume of wear, P is the load, S 
is the distance of sliding, and p is hardness. Less specific, it is the dimensionless 
form of a wear factor obtained dividing it by the hardness of the wearing 
material. 

Wear curve: Plot of wear as a function of usage, e.g., wear depth vs. sliding distance 
and wear volume vs. time. 

Wear factor: Constant in a linear wear equation, V = KPS, where V is the volume 
of wear, P is the load, and S is the sliding distance. Wear volume divided by 
load and sliding distance. (Note: An alternative definition is based on the dif¬ 
ferential form of this equation, AV= KPAS, where A V is the incremental 
increase in wear volume over an incremental amount of sliding, AS.) 

Wear-in: (See run-in.) 

Wear map: A graphical characterization of wear behavior in terms of independent 
operational parameters of the tribosystem, such as speed and load. Various 
forms of wear maps are used to identify ranges and combinations of opera¬ 
tional parameters for different wear mechanisms, same wear rates, and accep¬ 
table operating conditions. (See transition diagram.) 
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Wedge formation: In sliding metals, the formation of a wedge or wedges of 
plastically sheared metal in local regions of interaction between sliding 
surfaces. 

Zero-wear: In the context of the Zero and Measurable Wear Models for sliding 
and impact, it describes a state of wear in which the wear or damage is less 
than the magnitude of the surface roughness. 
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Appendix 


GALLING THRESHOLD STRESS 


Threshold Stress 



Material Pair 

MPa 

Kpsi 

Silicon bronze (Rb 94) 

Silicon bronze (Rb 94) 

28 

4 


304 SS (Rb 77) 

300 

44 

1020 (Rb 90) 

440C SS (Re 58) 

14 

2 

1034 (Re 45) 

1034 (Re 45) 

14 

2 


Nitronic 32 (Rb 94) 

14 

2 

4337 (Re 48) 

Nitronic 60 (Rb 94) 

>350 

>51 

4337 (Re 51) 

4337 (Re 45) 

14 

2 


Nitronic 60 (Rb 94) 

>350 

>51 

201 SS (Rb 94) 

201 SS (Rb 94) 

105 

15 


304 SS (Rb 77) 

14 

2 


630 SS [17-4Ph] (Re 41) 

14 

2 


S24100 (Re 21) 

284 

41 


Nitronic 32 (Rb 98) 

250 

36 


Waukesha 88 (Rb 77) 

>350 

>51 

301 SS (Rb 87) 

416 SS (Re 37) 

21 

3 


440C (Re 56) 

21 

3 


Nitronic 60 (Rb 94) 

>350 

>51 

303 SS (Rb 81) 

303 SS (Rb 81) 

14 

2 


304 SS (Rb 77) 

14 

2 


316 SS (Rb 81) 

21 

3 


410 SS (Rc 38) 

28 

4 


416 SS (Rc 37) 

60 

8 


430 SS (Rb 84) 

14 

2 


440C SS (Rc 56) 

35 

5 


630 SS [17-4Ph] (Rc 45) 

21 

3 


Nitronic 32 (Rb 99) 

>350 

>51 


Nitronic 60 (Rb 94) 

>350 

>51 

303 SS (Rb 85) 

303 SS (Rb 85) 

138 

20 

303 SS (Rb 89) 

Waukesha 88 (Rb 77) 

>350 

>51 

304 SS (Rb 77) 

Silicon Bronze (Rb 94) 

300 

44 


201 SS (Rb 94) 

14 

2 


303 SS(Rb 81) 

14 

2 


(Continued ) 
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Appendix (Continued) 



Material Pair 

Threshold 

MPa 

Stress 

Kpsi 


304 SS (Rb 77) 

14 

2 


316 SS (Rb 81) 

14 

2 


410 SS (Rc 38) 

21 

3 


416 SS (Rc 37) 

165 

24 


430 SS (Rb 84) 

14 

2 


440C SS (Rc 56) 

21 

2 


630 SS [17-4Ph] (Rc 33) 

14 

2 


630 SS [17-4Ph] (Rc 45) 

14 

2 


630 SS [17-4Ph] (Rc 47) 

14 

2 


Nitronic 32 (Rb 99) 

210 

30 


Nitronic 32 (Rc 43) 

90 

13 


Nitronic 50 (Rb 94) 

28 

4 


Nitronic 60 (Rb 94) 

>350 

>51 

304 SS (Rb 86) 

304 SS (Rb 86) 

55 

8 


304 SS (Rc 27) 

28 

4 


440C (Rc 55) 

28 

4 


S20910 (Rb 97) 

69 

10 


S2410 (Rc 23) 

>104 

>15 


Custom 450 (Rc 43) 

21 

3 


Custom 455(Rc 48) 

124 

18 


Nitronic 30 (Rb 96) 

41 

6 

304 SS (Rc 27) 

304 SS (Rb 86) 

28 

4 


304 SS (Rc 27) 

17 

2.5 

316 SS (Rb 77) 

Stellite 6B (Rc 45) 

240 

35 

316 SS (Rb 81) 

303 SS (Rb 81) 

21 

3 


304 SS (Rb 77) 

14 

2 


316 SS (Rb 81) 

14 

2 


316 SS (Rc 27) 

55 

8 


410 SS (Rc 38) 

14 

2 


416 SS (Rc 37) 

290 

42 


430 SS (Rb 84) 

14 

2 


440C SS (Rc 56) 

14—255 

2-37 


630 SS [17-4Ph] (Rc 45) 

14 

2 


Nitronic 32 (Rb 99) 

21 

3 


Nitronic 60 (Rb 94) 

260 

38 

316 SS (Rb 83) 

316 SS (Rb 83) 

48 

7 

316 SS (Rb 90) 

440C SS (Rc 58) 

7 

1 


Nitronic 60 (Rb 92) 

35 

5 

316 SS (Rb 94) 

Waukesha 88 (Rb 77) 

>350 

>51 

316 SS (Rc 27) 

316 SS (Rc 27) 

35 

5 


329 SS (Rc 27) 

14 

2 

329 SS (Rc 25) 

316 SS (Rc 27) 

14 

2 


329 SS (Rc 25) 

7 

1 

410 SS (Rb 87) 

410 SS (Rb 87) 

7 

1 

410 SS (Rc 32) 

416 SS (Rc 38) 

28 

4 


420 SS (Rc 50) 

21 

3 


( Continued ) 
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Appendix (Continued) 



Material Pair 

Threshold Stress 

MPa 

Kpsi 

410 SS (Re 34) 

416 SS (Re 40) 

28 

4 


420 SS (Re 48) 

21 

3 

410 SS (Re 38) 

303 SS (Rb 81) 

28 

4 


304 SS (Rb 77) 

14 

2 


316 SS (Rb 81) 

14 

2 


410 SS (Re 38) 

21 

3 


416 SS (Re 37) 

28 

4 


430 SS (Rb 84) 

21 

3 


440C SS (Re 56) 

21 

3 


630 SS [17-4Ph] (Re 45) 

21 

3 


Nitronic 32 (Rb 99) 

320 

46 


Nitronic 60 (Rb 94) 

>350 

>51 

410 SS (Re 43) 

410 SS (Re 43) 

21 

3 


440C (Re 55) 

35 

5 

416 SS (Rb 83) 

416 SS (Re 32) 

76 

11 

416 SS (Rb 95) 

416 SS (Rb 95) 

21 

3 

416 SS (Re 32) 

416 SS (Rb 83) 

76 

11 


416 SS (Re 32) 

42 

6 

416 SS (Re 34) 

430 SS (Rb 90) 

21 

3 

416 SS (Re 37) 

301 SS (Rb 87) 

21 

3 


303 SS (Rb 81) 

60 

9 


304 SS (Rb 77) 

165 

24 


316 SS (Rb 81) 

290 

42 


410 SS (Re 38) 

28 

4 


416 SS (Re 37) 

90 

13 


430 SS (Rb 84) 

21 

3 


440 SS (Re 55) 

159 

23 


440C SS (Re 56) 

145 

21 


630 SS [17-4Ph] (Re 45) 

14 

2 


20Cr-80Ni (Rb 89) 

50 

7 


Nitronic 32 (Rb 99) 

310 

45 


Nitronic 60 (Rb 94) 

>350 

>51 

416 SS (Re 37) 

410 SS (Re 32) 

28 

4 


416 SS (Re 37) 

62 

9 

416 SS (Re 40) 

410 SS (Re 34) 

28 

4 

420 SS (Re 49) 

410 SS (Re 32) 

21 

3 


420 SS (Re 49) 

55 

8 


Nitraonic 60 (Rb 96) 

>345 

>50 

420 SS (Re 55) 

420 SS (Re 55) 

125 

18 

430 SS (Rb 84) 

303 SS (Rb 81) 

14 

2 


304 SS (Rb 77) 

14 

2 


316 SS (Rb 81) 

14 

2 


410 SS (Re 38) 

21 

3 


416 SS (Re 37) 

21 

3 


430 SS (Rb 84) 

14 

2 


440C SS(Rc 56) 

14 

2 


630 SS [17-4Ph] (Re 45) 

21 

3 


(Continued ) 
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Appendix (Continued) 


Threshold Stress 


Material Pair MPa Kpsi 


430 SS (Rb 90) 
430 SS (Rb 98) 
430F SS (Rb 92) 
430C SS (Re 56) 


440C SS (Re 58) 


630 

SS 

[17-4Ph] 

(Rc 

33) 

630 

SS 

[17-4Ph] 

(Rc 

36) 

630 

SS 

[17-4Ph] 

(Rc 

38) 

630 

SS 

[17-4Ph] 

(Rc 

41) 

630 

SS 

[17-4Ph] 

(Rc 

43) 

630 

SS 

[17-4Ph] 

(Rc 

44) 

630 

SS 

[17-4Ph] 

(Rc 

45) 


Nitronic 32 (Rb 99) 
Nitronic 60 (Rb 94) 

416 SS (Re 34) 

430 SS (Rb 98) 

430F SS (Rb 92) 

301 SS (Rb 87) 

303 SS (Rb 81) 

304 SS (Rb 77) 

304 SS (Rb 86) 

316 SS (Rb 81) 

410 SS (Re 38) 

410 SS (Re 43) 

416 SS (Re 37) 

430 SS (Rb 84) 

440C SS (Re 56) 

440C SS (Re 59) 

630 SS [17-4Ph] (Re 45) 
Nitronic 32 (Rb 99) 
Nitronic 60 (Rb 94) 

1020 (Rb 90) 

316 SS (Rb 90) 

440C SS (Rc 58) 

17-5PH (Rc 43) 

17-5PH nitrided (Rc 70) 
S30430 (Rb 74) 

Nitronic 60 (Rb 92) 
Stellite 6 (Rc 42) 
Tribaloy 400 (Rc 48) 
304 SS (Rb 77) 

630 SS [17-4Ph] (Rc 34) 
Nitronic 60 (Rb 96) 
Nitronic 60 (Rb 94) 

SI3800 (Rc 46) 

S24100 (Rc 23) 

Custom 455 (Rc 48) 

201 SS (Rb 94) 

SI7700 (Rc 41) 

Nitronic 32 (Rb 94) 
Nitronic 32 (Rb 43) 

631 SS (Rc 43) 
Waukesha 88 (Rb 77) 

303 SS (Rb 81) 

304 SS (Rb 77) 

316 SS (Rb 81) 

410 SS (Rc 38) 

416 SS (Rc 37) 


21 

3 

250 

36 

21 

3 

10 

1, 

14 

2 

21 

3 

35 

5 

21 

3 

28 

4 

250 

36 

21 

3 

35 

5 

145 

21 

14 

2 

75 

11 

80 

12 

21-76 

3-11 

>350 

>51 

>350 

>51 

14 

2 

7 

1 

35-75 

5-11 

7 

1 

>500 

>73 

83 

12 

14 

2 

55 

8 

140 

20 

14 

2 

35 

5 

>350 

>51 

>350 

>51 

14 

2 

76 

11 

55 

8 

14 

2 

21 

3 

75 

11 

21 

3 

21 

3 

>350 

>51 

14 

2 

14 

2 

14 

2 

21 

3 

14 

2 


( Continued ) 
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Appendix (Continued) 


Threshold Stress 


Material Pair MPa Kpsi 


630 SS [17-4Ph] (Rc 47) 


631 SS (Re 43) 
17-5Ph (Rc 43) 


17-5Ph nitrided (Rc 70) 
660 SS (Rc 28) 

N08020 (Rb 87) 

S13800 (Rc 46) 


S17700 (Rc 41) 
S17700 (Rc 44) 
SI8200 (Rb 98) 
S20900 (Rb 96) 
S20910 (Rb 95) 

S20910 (Rb 97) 

S20910 (Rc 34) 
S24100 (Rc 21) 
S24100 (Rc 23) 


S24100 (Rc 43) 
S30430 (Rb 74) 

S66286 (Rc 30) 

20 Cr-80Ni (Rb 89) 


Ti-6A1-4V (Rc 36) 


430 SS (Rb 84) 

440C SS (Rc 56) 

630 SS [17-4Ph] (Rc 45) 
SI3800 (Rc 46) 

SI7700 (Rc 44) 

Custom 450 (Rc 48) 
Nitronic 32 (Rb 99) 
Nitraonic 60 (Rb 94) 
304 SS (Rb 77) 

630 SS [17-4Ph] (Rc 47) 

631 SS (Rc 47) 

630 SS [17-4Ph] (Rc 43) 
440C SS (Rc 58) 

Stellite 6 (Rc 42) 
Tribaloy 400 (Rc 48) 
440C SS (Rc 58) 

660 SS (Rc 28) 

Nitronic 60 (Rb 94) 
N08020 (Rb 87) 
Nitronic 60 (Rb 92) 

630 SS [17-4Ph] (Rc 38) 
630 SS [17-4Ph] (Rc 45) 
SI3800 (Rc 46) 

Nitronic 60 (Rb 96) 

630 SS [17-4Ph] (Rc 41) 
630 SS [17-4Ph] (Rc 44) 
SI820 (Rb 98) 

S20900 (Rb 96) 

S24100 (Rc 43) 

Nitronic 60 (Rb 96) 
S20910 (Rb 97) 

304 SS (Rb 86) 

S24100 (Rc 23) 

201 SS (Rb 94) 

304 SS (Rb 86) 

630 SS [17-4Ph] (Rc 39) 
S20910 (Rc 34) 

S24100 (Rb 23) 

S20910 (Rb 95) 

S30430 (Rb 74) 

440C SS (Rc 55) 

S66286 (Rc 30) 

416 SS (Rc 37) 

Nitronic 60 (Rb 94) 
Waukesha 88 (Rb 77) 
Nitronic 60 (Rb 94) 


21 

3 

21 

3 

14 

2 

62 

9 

14 

2 

76 

11 

>350 

>51 

>350 

>51 

14 

2 

69 

10 

14 

2 

21 

3 

7 

1 

35 

5 

48 

7 

>500 

>73 

21 

3 

>350 

>51 

14 

2 

48 

7 

14 

2 

62 

9 

21 

3 

>345 

>50 

21 

3 

14 

2 

35 

5 

48 

7 

90 

13 

>345 

>50 

35 

5 

69 

10 

55 

8 

284 

36 

>104 

>15 

76 

11 

55 

8 

97 

14 

90 

13 

35 

5 

83 

12 

14 

2 

50 

7 

250 

36 

>350 

>51 

>350 

>51 
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Appendix (Continued) 



Material Pair 

Threshold Stress 

MPa Kpsi 

Custom 450 (Rc 29) 

Custom 450 (Rc 29) 

69 

11 


Nitronic 30 (Rb 96) 

55 

88 

Custom 450 (Rc 33) 

Custom 450 (Rc 33) 

14 

2 

Custom 450 (Rc 38) 

Custom 450 (Rc 38) 

17 

2.5 

Custom 450 (Rc 43) 

304 SS (Rb 86) 

21 

3 


Custom 450 (Rc 43) 

55 

8 


Nitronic 30 (Rb 96) 

62 

9 

Custom 450 (Rc 48) 

630 SS [17-4Ph] (Rc 45) 

76 

11 

Custom 455 (Rc 36) 

Custom 455 (Rc 36) 

28 

4 

Custom 455 (Rc 43) 

Custom 455 (Rc 43) 

59 

8.5 

Custom 455 (Rc 48) 

304 SS (Rb 86) 

124 

18 


630 SS [17-4Ph] (Rc 38) 

55 

8 


Custom 455 (Rc-48) 

90 

13 

Gall Tough (Rb 95) 

Gall Tough (Rb 95) 

104 

15 

Hard Anodized 

Hard Anodized 

>270 

>39 

Nitronic 30 (Rb 96) 

304 SS (Rb 86) 

41 

6 


Custom 450 (Rc 29) 

55 

8 


Custom 450 (Rc 43) 

62 

9 


Nitronic 30 (Rb 96) 

166 

24 


Nitronic 30 (Rc 35) 

104 

15 

Nitronic 30 (Rc 35) 

Nitronic 30 (Rb 96) 

104 

15 


Nitronic 30 (Rc 35) 

62 

9 

Nitronic 32 (Rb 94) 

1034 (Rb 94) 

14 

2 


630 SS [17-4Ph] (Rc 41) 

75 

11 


Nitronic 32 (Rc 43) 

235 

34 


304 SS (Rb 77) 

50 

7 

Nitronic 32 (Rb 98) 

201 SS (Rb 94) 

250 

36 


303 SS (Rb 81) 

>350 

>51 


304 SS (Rb 77) 

210 

30 


316 SS (Rb 81) 

21 

3 


410 SS (Rc 38) 

315 

46 


416 SS (Rc 37) 

310 

45 


430 SS (Rb 84) 

55 

8 


440C SS (Rc 56) 

>350 

>51 


630 SS [17-4Ph] (Rc 45) 

>350 

>51 


Nitronic 32 (Rb 99) 

210 

30 


Nitronic 50 (Rc 34) 

55 

8 


Nitronic 60 (Rb 94) 

>350 

>51 

Nitronic 32 (Rc 43) 

304 SS (Rb 77) 

90 

13 


630 SS [17-4Ph] (Rc 41) 

21 

3 


Nitronic 32 (Rb 43) 

235 

34 


Nitronic 50 (Rb 94) 

90 

13 

Nitronic 50 (Rb 94) 

304 SS (Rb 77) 

28 

4 


Nitronic 32 (Rc 43) 

90 

13 


Nitronic 50 (Rb 94) 

14 

2 


Nitronic 60 (Rb 94) 

>350 

>51 
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Appendix (Continued) 



Material Pair 

Threshold Stress 

MPa Kpsi 

Nitronic 50 (Re 34) 

Nitronic 32 (Rb 99) 

55 

8 

Nitronic 60 (Rb 92) 

316 SS (Rb 90) 

35 

5 


440C (Rc 58) 

14 

2 


N08020 (Rb 87) 

48 

7 


Nitronic 60 (Rb 92) 

14—104 

2-15 

Nitronic 60 (Rb 94) 

4337 (Rc 48) 

>350 

>51 


4337 (Rc 51) 

>350 

>51 


301 SS (169) 

>350 

>51 


303 SS (Rb 81) 

>350 

>51 


304 SS (Rb 77) 

>350 

>51 


316 SS (Rb 81) 

260 

38 


410 SS (Rc 38) 

>350 

>51 


416 SS (Rc 37) 

>350 

>51 


420 SS (Rc 48) 

>350 

>51 


430 SS (Rb 84) 

250 

36 


440C SS (Rc 56) 

>350 

>51 


630 SS [17-4Ph] (Rc 36) 

>350 

>51 


630 SS [17-4Ph] (Rc 45) 

>350 

>51 


660 SS (Rc 28) 

>350 

>51 


20Cr-80Ni (Rb 89) 

250 

36 


Ti-6A1-4V (Rc 36) 

>350 

>51 


Nitronic 32 (Rb 99) 

>350 

>51 


Nitronic 50 (Rb 94) 

>350 

>51 


Nitronic 60 (Rb 94) 

>350 

>51 


Stellite 6B (Rc 45) 

>350 

>51 

Nitronic 60 (Rb 96) 

301 SS (Rb 87) 

>345 

>50 


420 SS (Rc 50) 

>345 

>50 


630 SS [17-4Ph] (Rc 33) 

>350 

>51 


S13800 (Rc 44) 

>345 

>50 


S20910 (Rb 95) 

>345 

>50 

Stellite 6 (Rc 42) 

440C SS (Rc 58) 

55 

8 


15-5Ph (Rc 43) 

35 

5 

Stellite 6B (Rc 45) 

304 SS (Rb 77) 

240 

35 


316 SS (Rb 77) 

25 

3.5 


Nitronic 60 (Rb 94) 

>350 

>51 


Stellite 6B (Rc 45) 

>350 

>51 


Tribaloy 400 (Rc 54) 

>350 

>51 


Tribaloy 700 (Rc 47) 

>350 

>51 

Tribaloy 400 (Rc 48) 

440C SS (Rc 58) 

140 

20 


15-5 Ph (Rc 43) 

48 

7 

Tribaloy 400 (Rc 54) 

Tribaloy 400 (Rc 54) 

>350 

>51 

Tribaloy 700 (Rc 47) 

Tribaloy 700 (Rc 47) 

185 

27 

Waukesha 88 (Rb 77) 

201 SS (Rb 94) 

>350 

>51 


303 SS (Rb 89) 

>350 

>51 


316 SS (Rb 94) 

>350 

>51 


630 SS [17-4Ph] (Rc 44) 

>350 

>51 


20Cr-80Ni (Rb 89) 

>350 

>51 
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